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PREFACE 


This volume contains the papers and discussions presented at the 
New York meeting of February, 1916, excepting those on iron and steel, 
which were published in Vol. LIII. 
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AVID H. BROWNE, ; H. O. HOFMAN, 
wee GAYLEY, FREDERICK LAIST, 


JOHN C. GREENWAY, R. V. NORRIS. 


xi COMMITTEES 


‘INSTITUTE REPRESENTATIVES 


United Engineering Society Trustees 
CHARLES F. RAND,! WwW. L. SAUNDERS,* BENJAMIN B. THAYER? 
Engineering Foundation 
R. M. RAYMOND, BENJAMIN B. THAYER. 
Library Book? United Engineering ieee 
KARL EILERS ROEBER,‘ 
ALEX C. HUMPHREYS,! E. GYBBON SPILSBURY.s 
BRADLEY STOUGHTON. 
John Fritz Medal Board of Award 
C. R. CORNING,# ALBERT SAUVEUR,! 
CHARLES F. RAND,3 E. GYBBON SPILSBURY.? 
General Conference Commiitee of Engineering Societies 
J. PARKE CHANNING, BENJAMIN B. LAWRENCE, BRADLEY STOUGHTON. 


American Association for the Advancement of Science 
WALDEMAR LINDGREN, ' JOSEPH B. TYRRELL. 


Advisory Board of the National Conservation Congress 
HENRY 8S. DRINKER. 


Committee on Standardization of Graphical Methods 
JUDD STEWART. 


Committee on. National Reserve Corps of Engineers 
ARTHUR 8S. DWIGHT. 


Committee on Mining Law Revision 


JAMES R. FINLAY, ' HENNEN JENNINGS, 
D. C. JACKLING, C,. F. KELLEY, 


EDMUND B. KIRBY. 
Naval Consulting Board 


Members 
WILLIAM L. SAUNDERS, BENJAMIN B. THAYER. 
Associate Members 
er nie 0. ANDROS, C. GREENWAY, CHARLES F. RAND, 
E. BABCOCK, LAFAYETTE HANCHETT, hig Mes D. RASH, 
Hs i. BATCHELLER, H. ERE Ae R. H. RICHARDS, 
A. A. BLOW Cc. ELIS’ C. “ROBINSO N, 
PHILIP R. BRADLEY, GroRGE Pi HULST, WALTER M. SAUNDERS, 
J. oe BRUCE, FRANK U. HUMBERT, E. A. SAYRE, 
D. W. BRUNTON, Be aN JENNINGS, ie L. SCAIFE, 
ALLAN J. CLARK, S..W. McCALLIE, M. SWARTLEY, 
COPELAND, A. y _McQUATTERS, PRIESTLEY TOULMIN, 
B r CRESSON eR: Gwe RRILL, es ie TRENT, 
ROBERT N. DICKMAN, P. N. MOORE, M. M. VALERIUS, ; 
M. M. DUNCAN, F. W. O'’NEIL, D. WALTMAN, 
Tec. DUPONT, WALTER T. PAGE, Lf xcr WHITE, 
STANLY A. EASTON, W. H. PEIRCE ELI WHITNEY, 
W. E. C. EUSTIS, JOSEPH H. PRATT, H. V. WINCHELL. 
J. R. FORDYCE, J. C. RALSTON 
Committee on Ramneonha Education 
JOHN HAYS HAMMOND, HENRY MARION HOWE. 
Committee on Adoption of Metric System 
GEORGE F. KUNZ, JOSEPH W. RICHARDS. 


Committee on Classification of Technical Literature 
WILLIAM P. CUTTER. 


Joseph A. Holmes Safety Association 
HENNEN JENNINGS. 


Pan-American Engineering Committee 
WALTER H. ALDRIDGE, 


nWinwetls 
FREDERICK K. COPELAND, P. N. MOORE, 
JOSEPH W. RICHARDS. 
Committee on Military Engineering Lectures 
J. PARKE CHANNING, CHARLES F. RAND, BRADLEY STOUGHTON, 
ALEX C. HUMPHREYS, WILLIAM L. SAUNDERS, WILLIAM H. WILEY. 
Joint Conference Committee on Engineering Standards 
JAMES R. FINLAY, J. W. RICHARDS, GEORGE C. STONE. 


Sn 
1 Until Feb., 1917. 2 Until Feb., 1918. 3 Until Feb., 1919. 4 Until Feb., 1920. 
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TECHNIOAL COMMITTEES 


Tron and Steel 


JOSEPH W. RICHARDS, Chairman. 
J. E. JOHNSON, Jr., Vice-Chairman. 
ARTHUR 8S. CALLEN, Secretary, 453 Chestnut St., So. Bethlehem, Pa. 


Sus-CoMMITTEES 


IRON ORE 
DWIGHT E. WOODBRIDGE, Chairman. / 
ERNEST F. BURCHARD, WILLIAM KELLY, CHARLES F. RAND, 


FELIX A. VOGEL. 


BLAST FURNACES 


H. A. BRASSERT, Chairman. 
WILLIAM H. BLAUVELT, AMBROSE N. DIEHL, JAMES GAYLEY, 
RICHARD V. McKAY. ’ 


STEEL WORKS 


HENRY D. HIBBARD, Chairman. 
GUILLIAEM AERTSEN, C.F. W. RY8; J. 8. UNGER, 
FRANK D. CARNEY, A. A. STEVENSON, WILLIAM R. WALKER. 


MECHANICAL TREATMENT 
CHARLES A. BUCK, Chairman. 


ROBERT W. HUNT, GEORGE MESTA, FREDERICK W. WOOD. 
FOUNDRY 
RICHARD MOLDENKE, Chairman. 
JOHN H. HALL, ENRIQUE TOUCEDA. 


CHEMISTRY, PHYSICS, AND METALLOGRAPHY 


HERBERT M. BOYLSTON, Chairman. . 
WILLIAM CAMPBELL, JOHN A. MATHEWS, ALBERT SAUVEUR, 


HENRY M. HOWE, E. GYBBON SPILSBURY, LEONARD WALDO, 
WILLIAM R. WEBSTER. 


Petroleum and Gas 
ARTHUR F. L. BELL, Chairman. 


WILLIAM N. BEST, Vice-Chairman. DAVID T. DAY, Vice-Chairman. 
WILLIAM B, PHILLIPS, Vice-Chairman. MARK L. REQUA, Vice-Chairman. 
LEONARD WALDO, Secretary, 49 Wall St., New York, N. Y. 

RALPH ARNOLD, PHILIP W. HENRY, FRANCIS C. PHILLIPS, 
FREDERICK G. CLAPP, - HANS VON HOEFER, WALTER O. SNELLING, 
EUGENE COSTE, ISAAC N. KNAPP, CHESTER W. WASHBURNE, 
EDWIN T. DUMBLE, ANTHONY F. LUCAS, WILLIAM L. WATTS, 

JOHN R. EDWARDS, EZEQUIEL ORDONEZ, HERBERT A. WHEELER, 


WILLIAM A. WILLIAMS. 


Coal and Coke 


SAMUEL A. TAYLOR, Chairman. 
EDWIN LUDLOW, Vice-Chairman. W. J. RICHARDS, Vice-Chairman. 
FREDERICK W. C. WHYTE, Vice-Chairman. 
WILLIAM E. FOHL, Secretary, Farmers’ Bank Bldg., Pittsburgh, Pa. 


8. B. BELDEN, R. DAWSON HALL, R. V. NORRIS, 
WILLIAM H. BLAUVELT, FRANK A. HILL, CHARLES J. NORWOOD, 
H. M. CHANCE, FRANK ALBERT HILL, THOMAS H. O’BRIEN, 
THOMAS H. CLAGETT, CHARLES F. HUBER, FRANK A. RAY, 

ELI T. CONNER, JAMES ELLWOOD JONES, GEORGE S. RICH, 
JAMES S. CUNNINGHAM, CHARLES E. KREBS, JOHN J. RUTLEDGE, 
FRANK W. DeWOLF, GEORGE J. KREBS, CARL SCHOLZ, 

E. V. D’INVILLIERS, A. C. LEISENRING, JOHN ROY SHARP, 
W. W. DUFFIELD, SPENCER R. LOGAN, T. W. SPRAGUE, 
HOWARD N. EAVENSON, EUGENE McAULIFFE, ARTHUR H. STORRS, 
CHARLES ENZIAN, CHARLES T. MALCOLMSON, ISRAEL C. WHITE, 
WILLIAM A. FORBES, FRANK A. MANLEY, WILLIAM G. WILKINS 
WILLIAM H. GRADY, JOHN P. K. MILLER, LEWIS L. WILLARD, 


FRANK HAAS, 


X1V 


ARTHUR L. WALKER, Vice-Chairman. 


COMMITTEES 


Precious and Base Metals 


CHARLES W. GooDAy a Ea inca 


REC; GEMMELL, Vice-Chairman. 


DARSIE C, BARD, Secretary Montana see tat of Mines, Butte, Mont. 


Sus-CoMMITTEES 


y 


LAWRENCE ADDICKS, 
W. LAWRENCE AUSTIN, 
JOHN C. GREENWAY, 


LAFAYETTE HANCHETT, 


L. OGILVIE HOWARD, 


F. L. BOSQUI, 
PHILIP R. BRADLEY, 
CHARLES BUTTERS, 
ROBERT C. CANBY, 
ALLAN J. CLARK, 


Cc. J. ADAMI, 
LEONARD 5S. AUSTIN, 
WILLIAM BRADEN, 
ARTHUR &. DWIGHT, 
KARL EILERS, 


8. E. BRETHERTON, 
GELASIO CAETANI, 


DAVID H. BROWNE, 
SIEGFRIED FISCHER, 
FRANK L. HESS, 


MARK _N. ALLING, 
SIDNEY H. BALL, 
PIERRE BOUERY, 

C. C. BRAYTON, 
NEWTON CLEAVELAND, 
ROBERT E. CRANSTON, 


COPPER 


EDWARD P. MATHEWSON, Chairman. 


FREDERICK LAIST, 

Cc. B. LAKENAN, 
eee ye ee 
L. RICK 8, 
FOREST RUTHERFORD, 


‘GOLD AND SILVER 


F. LYNWOOD GARRISON, 
GEORGE H. CLEVENGER, 
HARRY S. DENNY, 

JOHN V. N. DORR, 
JAMES W. MALCOLMSON, 
CHARLES W. MERRILL. 


LEAD 


GEORGE D. VAN ARSDALE, 
RRTHUR r. WALKER, 
ARCHER E. WHEELER, 
ALBERT E. WIGGIN. 


Chairman. 


WILLET G. MILLER, 
Serres a H. MUNRO, 
M. RAYMOND, 
WHITMAN SYMMES, 


HEINRICH O. HOFMAN, Chairman. 


HERMAN GARLICHS, 
ERNEST A. HERSAM, 
G.. Py HULST; 

SIDNEY J. JENNINGS, 
FRANK M. SMITH, 


ZINC ‘ 


WILLIAM A. SMITH, 
ge et R. WEEKES, 


WILLIAM WRAITH. 


GEORGE C. STONE, Chairman. 


C. A. H. DESAULLES, 
W. McA. JOHNSON, 
FREDERICK LAIST, 


MISCELLANEOUS METALS 


DORSEY A. LYON, 
OTTO RISSMAN, 
C. E. SIEBENTHAL. 


CHARLES H. FULTON, Chairman. 


ZAY JEFFRIES, 
ROBERT M. KEENEY, 
GEORGE A. PACKARD, 


PLACER DEPOSITS 
CHARLES JANIN, 
F. LYNWOOD GARRISON, 
J. J. HAMLYN, 
W. P. HAMMON, 
ROSS B. HOFFMANN, 
as JENNINGS, 
E. B. KIMBALL, 


Non-Metallic Minerals 


HEINRICH RIES, Chairman. 
CHARLES P. BERKEY, Vice-Chairman. 


Chairman. 


WALTER M. STEIN, 
JOSEPH STRUTHERS, 
WILLIS R. WHITNEY. 


ately F. LEE, 
EAD, 


tr. ‘MORRIS, 
C. Yi MUNRO, 
ary ak es NOYES, 
HENRY C ~ PERKINS, 
O. B. PERRY. 


GEORGE F. KUNZ, Vice-Chairman. 


EDWARD W. PARKER, Vice-Chairman. 
WILLIAM C. PHALEN, Secretary, U. S. Geological Survey, Washington, D. C. 
F. R. HEWITT, WIL 


SAMUEL W. BEYER, 


FRANK L. HESS, 


Sr ae ARNOLD, 
BOUTWELL, 

A. BUEHL ER, 
MARIUS R. CAMPBELL, 
C. R. CORNING, 

M. J. ELSING, 
WILLIAM H. EMMONS, 
F, LYNWOOD GARRISON, 


F. C. HOOPER, 
C. COLCOCK JONES, 
Cc. G. MEMMINGER, 

+ BENJAMIN L., MILLER, 


Mining Geology 


Chairman. 


LET G MILLER, 
WILLIAM B. PHILLIPS, 
JOSEPH HYDE PRATT, 
KENNETH SEAVER, 
THOMAS L. WATSON. 


JOHN W. FINCH, Vice-Chairman. 
L. C. GRATON, Secretary, Harvard Geological Museum, Heres Mass. 
R. 


IRA B. JORALEMON, 
JAMES F. KEMP, 
HENRY LANDES, 
ALFRED C. LANE, 
CHARLES K, LEITH, 
R. V. NORRIS, 
ARTHUR NOTM 
EZEQUIEL ORDONEZ, 


F. PENROSE, Jr., 
WILLIAM B. PHILLIPS, 
JOSEPH HYDE PRATT, 
HEINRICH RIES, 
RENO H. SALES, 
WILLIAM G. SHARP, 
HENRY L. SMYTH, 
JOSIAH E. SPURR, 

M. E. WADSWORTH. 
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Mining Methods 


ROBERT M. CATLIN, Chairman. 
BENJAMIN F. TILLSON, Secretary, Franklin Furnace, N. J.' 


TRUMAN H. ALDRICH, Jz., JOHN GILLIE, MILNOR ROBERTS, 

HANS C. BEHR, WILLIAM L. HONNOLD, OSCAR ROHN, 

R. B. BRINSMADE, JAMES E. JOPLING, GERALD SHERMAN, 
DOUGLAS BUNTING, ROBERT A. KINZIE, HENRY L. SMYTH, 

LOUIS 8. CATES, HENRY KRUMB, BENJAMIN W. VALLAT, 
CHARLES CATLETT, WILLIAM H. LEONARD, RUEL C. WARRINER, 
FRED W. DENTON, HENRY LOUIS, SAMUEL D. WARRINER, 
STANLY EASTON, JAMES F. McCLELLAND, GEORGE WEIR, 

JAMES R. FINLAY, SEELEY W. MUDD, DWIGHT E. WOODBRIDGE. 
R. C. GEMMELL, JAMES B. RISQUE, ; 


Milling Methods 


ROBERT H. RICHARDS, Chairman. M. K. RODGERS, Vice-Chairman. 

CHARLES E. LOCKE, Secretary, Mass. Institute of Technology, Boston, Mass. 
EARL 8S. BARDWELL, RUDOLF GAHL, JOHN B. PORTER, 
H. K. BURCH, H. A. GUESS, LEWIS G. ROWAND, 
CHARLES BUTTERS, H.C. HOOVER, E. A. C. SMITH, 
GELASIO CAETANI, FREDERICK LAIST, T. B. STEARNS, 
WILLIAM A. CALDECOTT, C. B. LAKENAN, WALTER G. SWART, 
JOHN M. CALLOW, W. P. LASS, ARTHUR THACHER, 
CHARLES A. CHASE, CHARLES W. MERRILL, BULKELEY WELLS, 
DAVID COLE, HENRY S. MUNROE, ALBERT E. WIGGIN, 
JOHN V. N. DORR, EK. H. NUTTER, GEORGE H. WYMAN, Jr. 
ARTHUR S. DWIGHT, C. Q. PAYNE, 

Mining Law 
CORNELIUS F. KELLEY, Chairman. 
JOHN W. FINCH, Vice-Chairman. CURTIS H. LINDLEY, Vice-Chairman. 
Secretary, 

ALBERT BURCH, FREDERICK T. GREENE, WILLIAM SCALLON, 
J. MURRAY CLARK, EDWIN O. HOLTER, CHARLES H. SHAMEL, 
WILL L. CLARK, EDMUND B. KIRBY, FRANK L. SIZER, 
C. LORIMER COLBURN, MARK L. REQUA, JOEL F. VAILE, 


COURTENAY DEKALB, GEORGE W. RITER, WALTER H. WILEY, 
CHARLES W. GOODALE, . HORACE V. WINCHELL. 


The Use of Electricity in Mines 
WILLIAM KELLY, Chairman. 


FRANCIS O. BLACKWELL, THOMAS H. LEGGETT, STEPHEN H.PITKIN, 
GRAHAM BRIGHT, CHARLES LEGRAND, DAVID B. RUSHMORE, 
OZNI P. HOOD, FREDERICK W. O’NEIL, HARRY M. WARREN, 
JOHN LANGTON, GEORGE R. WOOD. 
7 Safety and Sanitation 
HOWARD N. EAVENSON, Chairman. JOHN G. SMYTH, Vice-Chairman. 

E. MALTBY SHIPP, Secretary, 2 Rector St., New York, N. Y. 
NEWELL G. ALFORD, THEODORE DWIGHT, WILLIAM W. MEIN, 
GEORGE D. BARRON, CHARLES T. FAIRBAIRN, C. P. NEILL, 
WILLIAM L. BELL, CHARLES W. GOODALE, JAMES B. RISQUE, 

“ JAMES L. BRUCE, SIDNEY J. JENNINGS, FRANCIS P. SINN, 
CHARLES F. CHANDLER, ROBERT A. KINZIE, W. D. THORNTON, 
WILLIAM L. CLARK, CORNELIUS B. LAKENAN, W. R. WALKER, 
GEORGE G. CRAWFORD, JOHN LANGTON, C. W. WHITLEY, 

R. W. DEACON, JOHN LLOYD, HENRY A. J. WILKENS, 


WALTER DOUGLAS, SOLOMON LeFEVRE, ARTHUR WILLIAMS, 
: DWIGHT E. WOODBRIDGE. 
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PROCEEDINGS OF THE ONE HUNDRED AND TWELFTH 


MEETING, NEW YORK CITY, FEBRUARY, 1916 


CoMMITTEES 


Committee on Arrangements 


Davip H. Brownz, Chairman 
BRADLEY STOUGHTON, Vice-Chairman 


LAWRENCE ADDICKS Burr A. Ropinson 
Percy E. BaRBouR HE. Maursy Surpre 
GrorGE D. Barron JOSEPH STRUTHERS 
J. V. N. Dorr E. B. Srurais 

J. R. FINuAy T. T. Reap 

Louis D. Huntoon R. H. Varn 


Ladies’ Committee 
Mrs. Louis D. Huntoon, Chairman 


Mrs. LAwRENCE ADDICKS Mrs. L. O. KeLtLoee 
Mrs. Grorce D. Barron Miss Evizasetu H. Kunz 
Mrs. Davin H. Brownz Mrs. A. R. Lepoux 
Mrs. J. V. N. Dorr Mrs. WItuarp 8S. Morse 
Mrs. ArtHur 8S. Dwicut Mrs. Henry S. Munroe 
Mrs. Karu EILers Mrs. H. A. Prosser 
Mrs. H. W. HarpIncE Mrs. CHar_es F. RAND 
Mrs. Levi HoLtpRook Mrs. THomss Rosins 
Mrs. Axe. O. InLSENG Mrs. Burr A. RoBInson 
Mrs. W. R. INGALLS Mrs. E. M. Surpp 
Mrs. J. H. JANEway Mrs. BraDLEy STOUGHTON ? 
Mrs. Sipnry J. JENNINGS Mrs. B. B. THAYER 
Finance Committee 

G. D. Barron, Chairman C. F. Keiury 

Rosert M. Catiin ALBERT R. Lepoux 

W. A. Cuark W. W. MEIN 

_ Karu EILprs W. H. Nicwo.s, JR. 

JAMES GAYLEY Wituiam L. SAUNDERS 

Entertainment Committee 
Tos. T. Reap, Chairman GiBEerT Riae 
Louis D. Huntoon W. B. McKinuay 


LAwrReEencrE A. ApDpICKS 


Registration Committee 


Burr A. RoBINnson, Chairman 
G. A. Rous# L. T. BUELL 


College Reunion : 


Josupa StruTuprs, Chairman 


Banquet Committee 
E. B. Sturais, Chairman 
N. H. Emmons, Jr. R. C. PATTERSON, JR. 
Luncheon Committee 
E. M. Surpp, Chairman 
L. O. Katioae Puitie L. Grub 
Program Committee 
Percy E. Barsour, Chairman 
Burr A. Rosrnson H. A. Mucraw 
Public Announcement Committee 
R. H. Varn 
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Monday, February 14, 1916 © 


Reception Committee 


L. D. Huntoon, Chairman 
W. H. ALDRIDGE L. W. Mayer 
H. P. Banxs H. 8. Munroz 
WILLIAM CAMPBELL F. EK. Prrrce 
J. PARKE CHANNING H. A. Prosser 
W. B. DreverEeux T. T Reap 
E. L. Durource R. M. Raymonp 
A. 8. Dwient F. T. Rupipan 
Karu EILers F. H. Stmonps 
A. H. Ex.iotrr J. STRUTHERS 
H. W. Gupp G. C. Stonz 
J. H. JANEWAY A. L. WALKER 
G. F. Konz H. C. Witmor 
A. R. Lepoux W. Y. WESTERVELT 
T. H. Laaeertr 
Tuesday, February 15, 1916 
Reception Committee 
J. V. N. Dorr, Chairman 
H. N. Spicer J. E. JoHNSON, JR. 
Nort CunnINnNGHAM E. F. RorBer 
J. A. Cuurcsa, Jr. H. A. PorLuon 


G. D. Van ArsDALE 
J. W. Mercer 


J. GoRDON Harpy 
W. Rowianp Cox 


Wednesday, February 16, 1916 


Reception Committee 


J. R. Fintay, Chairman 
Cuinton H. Crane 
H. P. HenpERson 
C. M. Wreip 


W. R. INGALLS 
Sipney H. Batu 
RoBERT PRELE 


XVii 


R. A. F. Penrose, Jr. 


i 
TECHNICAL SESSIONS 


Monday Morning, Feb. 14, 1916.—The opening session, like all 
the technical sessions, was held at the headquarters of the Institute 
in the Engineering Societies’ Building, New York City. It was under 
the auspices of the Committee on Petroleum and Gas. Dr. David T. 
Day, Vice-Chairman of that Committee, presided. 

The following papers were presented by their authors or authors 
representatives: 


Development of the Law Relating to the Use of Gas Compressors in Natural Gas 


tion. By Samuel 8. Wyer. A : 
BN coaunry ee and Effect ot Gas Compressors on Natural-Gas Field Operating 
Conditions. By Samuel 8S. Wyer. (Discussed by David T. Day, I. N. Knapp, W. 


: Harri Souder, F, G. Clapp.) f 
5 Pape eres oe Dvlling Rigs. By R B. Woodworth. (Discussed by Chester 
W. Washburne, I. N. Knapp, W. L. Saunders, Samuel 8. Wyer, Leonard Waldo, 


David T. Day, E. Gybbon Spilsbury.) : 
The following papers were presented by title: 


The Control of Petroleum and Natural Gas Wells. By Alfred G. Heggem. 
(Discussed by I. N. Knapp.) 
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Monday Afternoon, Feb. 14, 1916—This session was under the 
auspices of the Committee on Coal and Coke, and S. A. Taylor presided. 

The following papers were presented by their authors or authors’ 
representatives: 


Illumination of Mines. By Robert P. Burrows. (Discussed by Edwin M. Chance, 
T. M. Chance, G. S. Rice, D. B. Reger, R. V. Norris, E. T. Lednum, R. Dawson Hall, 
Hugh Archbald, George H. Stickney.) 

Some Researches on Fire-Damp. By Enrique Hauser. (Discussed by George 
A. Burrell, W. E. Gibbs, E..M. Chance, T. M. Chance.) 


The following papers were presented by title: 


Economies in a Small Coal Mine. By H. A. Everest. (Written discussion by 
Newell G. Alford.) 

The Effect of Aération and “‘ Watering Out” on the Sulphur Content of Coke. By 
J. R. Campbell. 

Notes on Brown-Coal Mining in Germany. By George J. Young. 

The Stresses in the Mine Roof. By R. Dawson Hall. (Discussed by Charles 
Enzian, Hugh Archbald, T. M. Chance.) 


Monday Afternoon, Feb. 14, 1916.—This session was under the 
auspices of the Committee on Geology, Professor Alfred C. Lane pre- 
siding. 

The following papers were presented by their authors or authors’ 
representatives: 


Magmatic Differentiation in Effusive Rocks. By Sidney Powers and Alfred C. 
Lane. (Written discussion by N. L. Bowen.) 
. The Iron Deposits of Daiquiri, Cuba. By Waldemar Lindgren and Clyde P. 
Ross. (Discussed by Joseph T. Singewald, Jr., Benjamin Leroy Miller, M. Roesler, 
L. C. Graton, Harrison Souder, Charles P. Berkey, Alfred C. Lane, J. D. Irving.) 
re ees of Assay Curves for Drill Holes. By Edward H. Perry and Augus- 
tus Locke. ; 


The following papers were presented by title: 


The Disseminated Copper Ores of Bingham Canyon, Utah. By J. J. Beeson. 

Geology of the Ore Deposits of the Tintic Mining District. By Guy W. Crane. 

Observations on Certain Types of Chalcocite and Their Characteristic Etch 
Patterns. By C. F. Tolman, Jr. (The three papers named above were discussed by 
L. C. Graton, Alfred C. Lane, J. T. Singewald, Jr., Charles P. Berkey. Written dis- 
cussion by H. E. Merwin.) 

The Iron Ores of the Philippine Islands. By Wallace E. Pratt. 


Tuesday Morning, Feb. 15, 1916. Annual Meeting, President W. L. 
Saunders presiding. 
‘ Seventy-two members were present and 1,440 voted by letter ballot. 

The minutes of the Annual Meeting of Feb. 16, 1915, were read, and 
on motion, duly made and seconded, were approved. 
_ Reports of the President,’ Secretary and Treasurer? were presented 
in writing. 

Report of the Tellers for Election of Officers and Directors was 
presented in writing and the following Officers and Directors were 
declared elected. 


Director, and President, L. D. Ricketts, 
Director and Vice-President, Karl Eilers, 
Director and Vice-President, James MacNaughton, 


1 This volume, p. xxiii. 
? This volume, pp. xxv and xxviii. 
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Director, George D. Barron, 
Director, Charles W. Goodale, 
Director, Edwin Ludlow, 
Director, Charles F. Rand, 
Director, Thomas B. Stearns. 


The report of the Tellers on the Amendments to the’ Constitution 
was presented in writing and the amendment was declared carried by a 
vote of 1,039 to 401. 

The reports of the following committees were presented: 

’ Committee on Membership, 

Finance Committee, 

Library Committee, 

Committee on Papers and Publications. 

A petition was presented that the question of the Institute adopting 
simplified spelling be submitted to letter ballot and was ordered to take 
the usual course. 

On motion, duly made and seconded, telegrams were sent to Dr. 
James Douglas and Dr. James F. Kemp expressing greetings of the 
members. 


Tuesday Morning, Feb. 15, 1916. Technical Session, President 
W. L. Saunders presiding. 

The following papers were presented by their authors or authors’ 
representatives: * 


Notes on Flotation. By J. M. Callow. (Discussed by R. H. Richards, J. W. 
Richards, Leonard Waldo. Written discussion by George D. Van Arsdale.) 

Broken Hill Underground Mining Methods. By E. J. Horwood. (Discussed by 
Albert R. Ledoux.) 


_ The following papers were presented by title: 


' 
Grinding Brass Ashes in the Conical Ball Mill. By Arthur F. Taggart and R. W. 
Young. 
Ge eratad Mining Methods of Utah Copper Co. By Thomas S. Carnahan. 


Tuesday Afternoon, Feb. 15, 1916.—R. M. Catlin presided. 
The following papers were presented by their authors or authors’ 
representatives: 


Tests on Motor-Driven Equipment for Use in Preparation of Anthracite Coal. 
By H. M. Warren, A. 8. Biesecker and E. J. Powell. (Discussed by R. V. Norris, 
William Kent. Written discussion by K. A. Pauly.) _ ; f 

The New Electric Hoist of the North Butte Mining Co. By Franklin Moeller. 
(Discussed by Graham Bright. Written discussion by K. A. Pauly.) 

Conservation of Iron Ores. By C. K. Leith. 


The following papers were presented by title: 


An Electro-Hydraulic Shovel. By Frank H. Armstrong. 

Application of Electric Power to Mining Work in the Witwatersrand Area, South 
Africa. By J. N. Bulkley. (Discussed by Graham Bright. Written discussion by 
K. A. Pauly.) : 

Conservation and Economic Theory. By R. T. Ely. , 

Pennsylvania Fire Clay. By L. C. Morganroth. (Discussed by David B. Reger.) 

The Use of Low-Grade Phosphates. By James A. Barr. 


Wednesday Morning, Feb. 16, 1916.—This session was under the 
auspices of the Committee on Precious and Base Metals, George C. Stone 


presiding. 
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The following papers were presented by their authors or authors’ 
representatives: 


The Behavior of Stibnite in an Oxidizing Roast. By H. O. Hofman and John 
Blatchford. (Discussed by Robert H. Richards.) ; 1 

The Determination of Grain Size in Metals. By Zay Jeffries, A. H. Kline and 
E. B. Zimmer. (Discussed by Alfred C. Lane, C. H. Fulton, W. M. Corse.) 

Substitutes for Platinum. By F. A. Fahrenwald. 

The Newnam Hearth. By William E. Newnam. 


The following papers were presented by title: 


Determination of Antimony in the Products Obtained by Roasting Stibnite. By 
W. T. Hall and John Blatchford. 
a pseu Advances in the Chemistry of the Cyanogen Compounds. By J. E. 

ennell. 

Recrystallization of Cold-Worked Alpha Brass on Annealing. By C. H. Mathew- 
son and Arthur Phillips. Written discussion by Zay Jeffries.) 

Segregation in Gold Bullion. By James H. Hance. (Discussed by Frederic P. 
Dewey, Francis P. Sinn, E. Gybbon Spilsbury.) 


Wednesday Afternoon, Feb. 16, 1916.—This session was under the 
auspices of the Iron and Steel Committee, J. W. Richards, presiding. 

The following papers were presented by their authors or authors’ 
representatives: 


Measurement of the Temperature Drop in Blast-Furnace Hot-Blast Mains. By 
R. J. Wysor. (Discussed by Leonard Waldo, J. W. Richards, Linn Bradley.) 

The Control of Chill on Cast Iron. By G. M. Thrasher. (Discussed by Albert 
Sauveur, Richard Moldenke. ) 

Magnetic Studies of Mechanical Deformation in Certain Ferro-Magnetic Metals 
and Alloys. By H. Hanemann and P. D. Merica. (Discussed by J. A. Mathews, 
Leonard Waldo.) 

Effect of Carbon on the Physical Properties of Heat-Treated Carbon Steel. By 
J. H. Nead. (Discussed by Albert Sauveur, J. A. Mathews, Frank N. Speller. 
Written discussion by E. D. Campbell.) A 


The following papers were presented by title: 


A Chemical Explanation of the Effect of Oxygen in Strengthening Cast Iron. By 
W. McA. Johnson. (Discussed by J. W. Richards.) 
Manganese-Steel Castings in the Mining Industry. By Walter S. McKee. 
Washed Metal. By Henry D. Hibbard and Edward L. Ford. 
Aeeuee Mines of the'Sierra Menera District of Spain. By Messers. Sota, Aznar, 
and Callen. 


Wednesday Afternoon, Feb. 16, 1916.—This session was under the 
auspices of the Iron and Steel Committee, J. W. Richards presiding. 

The following papers were presented by their authors or authors’ 
representatives: ; 


= aeapelan See oa in Ane aa useen ie Blast-Furnace Gas with Special 

eference to the Bradshaw Gas Burner. . Huessener. (Discuss . 

Nibecker, 8. K. Varnes, J. W. Richards.) ss etree eek 
Vacuum Fused Iron with Special Reference to the Effect of Silicon. By T. D. 

Yensen. (Discussed by J. A. Mathews, W. E. Ruder, J. W. Richards.) 
Metallography of Steel for U. S. Naval Ordnance. By H. E. Cook. (Discussed 

by aon Sauveur, J. W. Richards, Richard Moldenke, W. E. Ruder, Leonard 

aldo. 


The following papers were presented by title: 


Iron Ores of California and Possibilities of Smelting. .By C. Colcock ; 
Manufacture and Tests of Silica Coke-Oven Bakke By Norval Gentanes (Dis- 
cussed by J. W. Richards, W. H. Blauvelt, F. G. Bryer, C. G. Atwater.) 
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The Duplex Process of Steel Manufacture at the Maryland Steel Works. By 
F. F. Lines. 


The Electric Furnace in the Foundry. By William G. Kranz. 


Commercial Production of Sound Homogeneous Steel Ingots and Blooms. By 
E. Gathmann. 


Suggestions Regarding the Determination of the Properties of Steel. By A. N. 


wey (Discussed by Albert Sauveur, J. W. Richards, William Kent, Leonard 
aldo. 


ENTERTAINMENT OF LADIES 


The complete plans which had been made for the entertainment of 
ladies at this meeting, and the success of the efforts of the Ladies’ Com- 
mittee during the past few years bore fruit in the attendance of a still 
greater number of ladies than in any recent year. There was also 
manifested a most cordial spirit of appreciation on'the part of the visiting 
ladies, as exemplified on Thursday’s boat trip by their presentation of a 
bunch of violets with orchid to each member of the Ladies’ Committee, 
and also the presentation to the Chairman of the Ladies’ Committee, 
of a large bunch of roses with an appreciative letter from one of the visit- 
ing ladies. The visiting ladies were met as usual by members of the 
Ladies’ Committee in the Ladies’ Reception Room each day from 12:00 
to 12:30 o’clock and were then escorted to luncheon. The entertain- 
ment for the ladies comprised an Ice Carnival at Hotel Biltmore on~ 
Monday afternoon; a visit to the Hippodrome where, besides the usual 
exhibitions, there was some very fine ice skating, on Tuesday afternoon; 
a visit to the Art Galleries of Senator William A. Clark on Wednesday 
afternoon, where refreshments were served, and also tea at the residence 
of Mrs. Bradley Stoughton. On Wednesday evening there were 120 


-ladies at the Banquet and nearly this number attended the all-day Boat 


Excursion on Thursday. 


’ Socrau FeatTuREs OF THE MEETING AND VISITS 


Annual Dinner—The Annual Dinner was held on Wednesday even- 
ing, Feb. 16, at Hotel Astor. The attendance included 358 members and 
guests and the dinner was followed by dancing. The Dance Committee 
was composed of: , 


James T. Kemp, Chairman, 
de Courcy B. Browne, 
Prof. William Campbell, 
Richard B. T. Kiliani, 

R. V. Norris, Jr., 
Benjamin F. Tillson, 
Roger L. Winsley. 


College Night—Many colleges were represented at the meeting of 
the Institute and graduates who were present met together for a social 
evening in individual groups numbering from 6 to 60 at their College 


Clubs or elsewhere, including some dinners at the Engineers’ Club, and 


especially a dinner and smoker for Columbia graduates at the Columbia 
University Club. 

Luncheons.—On each of the three days luncheons were served in 
buffet fashion in the room adjoining that in which the technical sessions 
were held. 
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New York Club Privileges—The following New York Clubs very 
courteously extended their facilities to visiting members during the 
meeting and honored cards of introduction from the Institute: 


Chemists’ Club Machinery Club Technology Club 
Columbia University Club Princeton Club Williams Club 
Harvard Club Rocky Mountain Club Yale Club 


Smoker—The smoker, with its unique and highly entertaining 
features, was a much appreciated event, regarded as an innovation by 
those who have attended recent meetings. It was held at the Aldine 
Club, 200 Fifth Avenue, and was attended by 250 men. The entertain- 
ment was entirely by members of the Institute, except for the music. 
The program was in charge of T. T. Read, as “mine foreman,” ably 
assisted by James T. Kemp and other “‘shift bosses,’’ undergraduates of 
Columbia School of Mines. It included an opening address by David 
H. Browne, a remarkable Talking Doll with T. B. Stearns as interlocutor; 
the Metallurgical Cow, explained by David H. Browne; original verses 
by Col. A. M. Hay; pseudo-serious lecture and demonstration of Flota- 
tion Process by Gilbert Rigg, assisted by other members, especially 
Dr. A. R. Ledoux, W. B. McKinlay and Burr A. Robinson; reminiscences 
by some of the older members, including Dr. R. W. Raymond, E. C. 
Pechin and Philip N. Moore; and moving pictures interspersed with songs 
and refreshments. A little booklet of songs was distributed to all through 
the courtesy of Metallurgical ond Chemical Engineering. 

Boat Excursion—Many members and guests of the Institute as- 
sembled at the Brooklyn Navy Yard on the morning of Thursday, Feb. 17, 
and were taken over the Yard by guides provided by Admiral Usher. At 
12 :00 o’clock sharp 262 members and guests left the Navy Yard on board 
the §. 8. ““Dolphin.”” Luncheon was served on board and the party was 
landed at Sandy Hook at 2:30 p.m. More than an hour was devoted 
to an exhibition of the works at Sandy Hook and to watching the firing 
of some of the guns. The mist prevented the firing of some of the big 
guns on account of the danger thereof, but the visit very much interested 
all who took part. The “Dolphin” then brought the party back and 
landed it at South Ferry. Notwithstanding the season of the year, the 
temperature did not prove too cold to mar the pleasure of the occasion 
and those who were in danger of becoming chilled engaged in dancing on 
deck to the music of the splendid band which had been provided by the 
authorities. Appreciation was expressed on all sides for the courtesy 
of the Secretary of the Navy in extending the use of the “Dolphin” 
through the members of the Naval Consulting Board, who are members 
of the Institute, and to the Officers of the Navy and the Commandant 
and Officers at Sandy Hook who did so much to make the trip pleasurable 
and interesting. 

The Daily Fume.—An account of the meeting would not be complete 
without saying a few words of appreciation of the Daily Fume, which 
was edited anonymously and issued each day by courtesy of the Engi- 
neering and Mining Journal. This paper was written in lighter vein 
and almost boasted in the first issue that accuracy was deliberately 
sacrificed to interest. ‘The publication of this daily, announced as the 
official organ of the American Institute of Dining Engineers, did much 
to enliven the social features of the meeting. 


Aon mhatte etabda 


sad oe 


PROCEEDINGS OF TEE NEW YORK MEETING Xxili 


ADDRESS OF PRESIDENT, W. L. SAUNDERS, ANNUAL MEET- 
ING, NEW YORK, FEB. 15, 1916. 


The Institute is at present in sound condition professionally and 
financially. During the past year 546 new members were elected, the 
total membership now numbering 5,221. The Treasurer’s Report shows 
that the expenses of the Institute are met by itsincome. Your Directors. 
have thought it wise to issue a referendum to the members asking for a 
vote upon the suggestion that the annual dues be raised from $10 to $12. 
This moderate increase is proposed not because the Institute needs it at 
present but to insure a continuation and increase in its activities and 
usefulness, and to provide a reserve fund for future emergencies. In 
well-conducted organizations, such as clubs, it is a wise and safe course to 
so adjust the dues of members that the total receipts from this source will 
about equal the annual expenditures, the initiation fees being used for 
reserve purposes. Our dues alone do not at present meet the expenses. 
This, I think, is the whole situation, so far as this question is concerned. 
Expenses might be reduced in some measure, but they cannot be mate- 
rially reduced without affecting the integrity and usefulness of your 
Institute. 

Nothing of consequence in our internal affairs has occurred during the 
past year except, perhaps, the establishment of the Arizona Section and 
the prospect now assured of a Nevada Section. 

During recent months there has been a marked change in the rela- 
tions of the Institute to its fellow societies and to the Government of the 
United States. That change is one of codperation. The Secretary of 
the Navy has appointed two of your members to the Naval Consulting 
Board to codperate with members of 10 other scientific organizations. 
This Board is now organized, and through its work your Institute is 
brought in close touch with the activities of the other societies and with 
the United States Navy. The President of the United States has 
requested us to recommend to the Government one of our representatives 
in each State in the Union to act in collaboration with a member in each 
State from the American Society of Civil Engineers, the American Society 
of Mechanical Engineers, the American Institute of Electrical Engineers 
and the American Chemical Society, thus organizing a directorate, of 
engineers for each State, that will conduct, through the members of each 
of the five societies referred to, living in each State, a campaign of in- 
dustrial preparedness. No more important step than this, it seems to me, 
has been made in the history of your Institute. The work which these 
48 Boards are expected to do will be directed by a committee of the 
Naval Consulting Board, and the far-reaching effect. and usefulness of 
this work can hardly be over-estimated. We hear a great deal about 
preparedness. Many plans have been suggested for increases in the 
army and navy of the United States and much difference of opinion 
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exists on the subject. As far as I have observed, there is no difference 
of opinion on the question of industrial preparedness, which means a 
coordination and codperation with the Government of our mines, mills, 
works, and factories, so that in the event of trouble they may be in a 
position to respond promptly, energetically, and with full force, to the 
needs of the nation. Even as a peace measure such an organization 1s 
desirable. This country is the largest nation in the world industrially, 
yet our industries are working more or less at cross purposes, are not In 
touch with each other or with the Government. Such contact as has 
existed in the past between business and Government is a special, not a 
general, contact. Certain industries have had the ear of the Govern- 
ment, while others have not. Nor is the Government at present In a 
position to feel the pulse of the great industrial strength of the United 
States in peace or war. In this and in many other ways a general contact 
will not only be beneficial to the Government but should prove of whole- 
some advantage to our American industries. 

The engineer has been called upon to take this important step. Who 

is better fitted to do it and do it well? Mind you, it is not the mining 
engineer alone, but the civil, the mechanical, the electrical and the 
chemical engineers, codperating as a unit. We have heard a great deal 
about the desirability of coéperation among engineers, but so far it has 
been mainly academic. Here we have a practical fulfillment of our 
desires and an opportunity the importance of which can scarcely be 
measured. It is no less important to the engineer and to the whole 
profession he represents than it is to the industrial strength and prosperity 
of the nation. The engineer is essentially a man of action, an executive, 
an administrator, not a mere scientific worker, operating behind closed 
walls in a dusty laboratory or over a drawing board. His place is out in 
the middle of the road, with his coat off, leading men, and initiating and 
directing measures of usefulness to the whole people. We have heard our 
profession defined as one which uncovers the hidden forces of Nature and 
puts them at the service of mankind. We have done a good deal in the 
line of uncovering these hidden forces, but have been very slow in our 
activities in placing the things revealed in useful operation. Modesty 
is not only a characteristic but a fault among engineers. Some consider 
it undignified to get what they call notoriety, but it seems to me that 
there is a difference between notoriety and reputation; the way to get 
reputation is to do things, not under a bushel, but in the light, so that the 
world may know and the full measure of benefit may be derived by 
inspiring public confidence not alone in what has been achieved, but in the 
personality of the individual who is responsible for the achievement. 
_ Your Institute, like other long established scientific bodies, has an 
integrity beyond reproach. It does not work for money but for scientific 
advancement. Let its usefulness be extended to broader fields and let 
us resolve to make this organization, which has now been called for by 
the President of the United States, a useful and permanent force in our 
whole national life. 
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REPORT OF THE SECRETARY OF THE AMERICAN INSTITUTE 
OF MINING ENGINEERS FOR THE YEAR 1915 


I have the honor to submit herewith the report of the Secretary for 

the year 1915, showing the principal activities of the Institute: 
_ Meetings.—The 110th Meeting, including the Annual Business Meet- 
ing, was held in New York City, Feb. 15 to 17, 1915. The full report of 
this meeting is given in Volume LI of the Transactions. The number of 
papers presented was 53, and the attendance was 357 members and guests. 

The 111th Meeting was held in San Francisco, Cal., Sept. 16 to 19, 
1915. . Sixty-eight technical papers were presented, and the attendance 
was over 400 members and guests. The full report of this meeting is 
given in the Bulletin for December, 1915.* 

Local Section—A new, strong Local Section of the Institute, with 
headquarters in Arizona and known as the Arizona Section, was formed 
during 1915. 

Affiliated Student Societies——Three new Affiliated Student Societies 
were recognized in 1915, consisting of the Pick and Hammer Club of the 
University of Oklahoma, Mining and Metallurgical Club of the Univer- 
sity of Toronto, and the Scientific Club of the Texas State School of 
Mines and Metallurgy. 

Publications.—F ull account of the publications of the Institute is given 
in the report of the Library Committee. It is to be especially noted that 
all papers are now put through the Committee on Papers and Publica- 
tions and the Editorial Department of the Institute and sent to the printer 
not more than 30 days from the time of receipt, except in a few cases 
where unavoidable delays occur. Three volumes of Transactions were 
issued in 1915, namely, Volumes XLVIII, XLIX and L. The last of . 
these was sent to members on September 30. Volume LI has been printed 
and will be delivered to members as fast as their dues for the year 1916 
are paid. 

' Membership.—Full account of this is given in the report of the Com- 


- mittee on Membership. The membership of the Institute on Jan. 1, 


1915, was 4,950. The membership on Dec. 31, 1915, was 5,214. 

Honorary Member.—Frofessor James F. Kemp, Sc. D., LL. D., was 
elected an Honorary Member. A brief notice of Professor Kemp’s career 
was given in the April Bulletin. ; 

Inbrary.—A new library agreement was made with the United Engi- 
neering Society and the other Founder Societies whereby ‘there is a 
closer bond of union between the libraries than formerly, with greater 
efficiency in operation. The Library Board of the United Engineering 
Society has also carried on more effectively the work of the Library Re- 
search Bureau, under the able Chairmanship of E. Gybbon Spilsbury, 
whereby the benefits of the library are extended to members distant from 
headquarters. Full details on these points are given in the report of the 
Library Committee. ; 

Additional Space for Members.—For the special benefit of members 
outside of New York City, additional space has been occupied by the 

rs *See also Trans., vol. lii, p. vii. _ ; 
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Institute on the ninth floor and two Members’ Rooms established, where 
are provided as complete facilities for the convenience and use of out-of- 
town members visiting the City as can be thought of, including reading, 
writing, telephoning, messenger service, and opportunities for conferences. 

International Engineering Congress.—The International Engineering 
Congress was supported by the Institute together with four other 
National Engineering Societies. The proceedings of this Congress took 
place in San Francisco, September 20 to 25, 1915, and have been reviewed 
in full in the technical press. 

Naval Consulting Board—On July 19, 1915, the Secretary of the 
Navy addressed a letter to the President of the American Institute of 
Mining Engineers asking that the Institute nominate two members of 
the Board which subsequently became known as the Naval Consulting 
Board. 

A meeting of the Executive Committee of the Institute was held at 
which it was decided that a letter-ballot be taken of the members of the 
Executive Committee to suggest five members of the Institute for this 
Board; the five names having the highest number of votes were then to be 
sent to the Board of Directors with the statement that the Board might 
vote for any of the names so suggested, or for any other members of the 
Institute. As a result of these two proceedings Messrs. William L. 
Saunders and Benjamin B. Thayer were nominated, and were subse- 
quently appointed by the Secretary of the Navy on the Naval Consulting 
Board. The subsequent operations of the Board have been detailed by 
the daily press and also in the Institute’s Bulletin of September, October, 
and December. President William L. Saunders is Second Vice-Chairman 
of the Board. All the officers and five additional members of the Board 
are members of this Institute, thus making nine members of the Institute 
out of the twenty-three members of the Board. The Institute has also 
extended to the Naval Consulting Board the privileges of its facilities, 
both in the way of library services and also the use of the Institute rooms 
for meetings. This invitation has been accepted in the same cordial 
spirit in which it was offered and the Naval Consulting Board used the 
offices of the Institute for some eleven-meetings on December 22, as 
well as for the full meeting of the Board that same evening. The Board 
also held a committee meeting at Institute headquarters on December 31. 
On December 22 all members of the Board of Directors of the Institute 
who were then in the city entertained,-as individuals, the Naval Con- 
sulting Board at dinner at the Engineers’ Club. 

Second Pan-American Scientific Congress—The Institute is codperat- 
ing with the Department of State of the United States in carrying on the 
Second Pan-American Scientific Congress, full details of which have been 
published in the daily press and notice of which was published in the 
Institute’s Bulletin for December, 1915. Mr. Hennen Jennings of the 
Board of Directors of the Institute is Chairman of the Committee on 
Mining, Metallurgy, Economic Geology and Applied Chemistry, and also 
a member of the Executive Committee of the Congress. The President 
of the Institute was in attendance at the Congress during its first week, 
namely, from December 27 to January 1, and the Secretary of the Insti- 
tute was in attendance for the second week. 

National Reserve Corps of Engineers.—The Secretaries of four National 
Engineering Societies invited General Leonard Wood to luncheon at the 
Engineers’ Club on Jan. 26, 1915, at which time General Wood outlined 
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a suggestion for a National Reserve Corps of Engineers. This led to 
action on the part of several societies of which record is given in the Octo- 
ber Bulletin of the Institute. A joint committee was formed upon which 
this Institute is represented by Dr. Henry Sturgis Drinker, and the matter 
is now being deliberated by Congress. 

Codperation with Other Societies—Besides the codperative activities 
mentioned previously in this report the Institute has codperated at 
meetings of the American Institute of Electrical Engineers and the Mining 
and Metallurgical Society of America. At the latter meeting, which was 
held in Washington, in December, 1915, delegates of the Institute were 
instructed to vote on behalf of the Institute in favor of a thorough re- 
vision of the mining laws and the establishment of a government commis- 
sion to investigate and make recommendations for the proposed mining 
law revision. By authority of the Board of Directors the President of 
the Institute appointed five members of the Institute to codperate with 
similar committees from other bodies in keeping before Congress the 
desire of the mining profession regarding changes in the mining laws, and 
the establishment of a permanent commission upon this subject. 

The members appointed were the following: James R. Finlay, D. C. 
Jackling, Hennen Jennings, C. F. Kelley and E. B. Kirby. 

The Institute has also been represented at meetings of several other 
societies and has entertained at its meetings delegates of sister societies. 

BravLey Stoueuton, Secretary. 


REPORT OF THE COMMITTEE ON MEMBERSHIP FOR 1915 


The total number of applications brought before the Committee dur- 
ing the 'year 1915 was 558; the total number of persons who were elected 
and became members of the Institute during the same period was 546. 

The total membership of the Institute on Dec. 31, 1915, was 5,221, 
consisting of 20 Honorary Members; 4,814 Members; 210 Associate 
Members, and 177 Junior Members. The changes in membership during 
the year are shown on the accompanying schedule: 


Total membership, Dec. 31, 1914.................. 4,958 
HOSS UD ya LESIP ITA GION Ware 2h. aicru ee MRMcas rhe aise oe tele biy erie 120 
NEQES UD yeBUIS POM GI's, 5 cps a stey ee epetenete cee cane ane eee ie lou ne 142 
OSS VRC CA LINER TA Arete eee re iene ie Sredevgie.e 6 ne 45 
Motalslossra unite VOUS ea gears Me cauena esos, oie 307 4,651 
CIO VAC ICC LION eae, aie acouarene Rae Meee Wonca ot lett ce altel ose 546 
2 Gain yereinstabement..c og seas oe eae Le 24 
Total gain during 1915........... SMALE, 3 570 
Membership, Dec..31, 1915................... 5,221 
Change of Status: 
Member to Honorary Member.................. 1 
Members to Life Members..................64 2 
Associates to Members: 2... .0...56.5.- 042+ 3 
Junior Members to Members................-.. 3 
TOE bites basses Bones Sic Gc toe Ena oe ae eee 9 


J. H. Janeway, Chairman. 
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REPORT OF TREASURER, 1915 


Receipts 


General Funds: 


Saletolibinding era. sean eet hee 
Sale of autreetinings one Oe 
Sale of. Transactions..0.5 ss «cee'sir- +» seals 
Sale of special editions............:...... 
Sale of Bulletins and pamphlets.......... 
Miscellaneous Receipts: 
Returned to general funds from land fund 
ACCOUNT ween O ee Mle seiecke,s Sio\ > ae eae 
Interest on investments and deposits...... 
Sale of pins and fobs’-y..... 6.2.2... 
Library insurance cancelled............... 
Salo of librarysbooks.5 esate cers theiasishobre ees 
Refund from Madison Affl. Student Society 
IMISCELLANCOUB aes octane hectic ai Garey scare eee 


Special Funds: 


Total receipts for land fund account....... 
Returned to general funds of the Institute... 


Interest on Hadfield Prize................ 
Interest on Thayer Prize................. 
Life memberships to be invested.......... 


Cash balance, December 31, 1914......... 


Payments 


General Funds: 


PES TLCLIT) eect seem eed eS As as hice 
Special’ CUIGONS sc eid ee se Motes 8s. erate 
Hiditorial andioiicesee seme oh eR 
EL TOASUTOL re eer ein tee lee lols Saka Niet lune 
UI ars O6 et Se Ae ee mead we 
WALT OF CUD CROE stead sudo lawe ooh ne 
Meetings....... dys di 8.5 oe See OI ae 
RMCAL RCOUONI NEE cape eeu aye ists oy oe owe 


peeeeran Engineering Congress....... 
Decent a CAO biG 0d Ane eS ee 


Special Funds: 


Final payment on land mortgage.......... 
Returned to subscribers.................. 


Life membership invested................ 
New "York isection:.<\ satan watie octet 


$4,705.00 


2, 028.22 


146.50 
383.29 
‘278.05 
103.95 
28.70 
11.22 


396.47 
Cash balance, December 31, 1914......... 


$10,646. 50 
146.50 


10,500.00 


84°70 
1.52 


___ 1,050.00 


$15,187.06 
11,787.34 


rh 063. 39 


$5,000.00 


5,500.00 


$74,081.31 
6,316.90 


$80,398.21 


$11,636.22 
2,181.04 


~ $13,817.26 


$80,398.21 


$10,500.00 
1,010.56 
240.86 


~ $11,751.42 


2,065.84 


$13,817.26 
GrorceE C. Sronz, Treasurer. 
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REPORT OF LIBRARY COMMITTEE FOR 1915 


In accordance with the requirements of our By-Laws I beg leave to 
submit herewith the report of the Library Committee for the year 1915. 

The activity shown by the sale of the Institute publications during 
the year continues satisfactory, although not as large as last year. The 
total sales amount to $6,666.81, distributed as follows: 


Gale Or Ttansnctions .; Sameera Se snk oo laa cs $4,585. 42 
Sale of Special Hditions...................000c05 553.17 
Sale of Pamphlets and Bulletins.................. 2,028.22 


It should be borne in mind that the sale of special editions was only 
begun last year, and most of the members who did not have the special 
editions immediately bought them for their libraries. This year only a 
little less than half of the same number have been disposed of, and it is 
more than probable that from now on the number will be considerably 
lessened. 

The additions to the Institute Library during the past year amount to 
a total of 913 volumes and pamphlets distributed as follows: 


: Volumes Pamphlets Total 
Cutis reper seem go ees oo oe Ae 104 114 218 
ISERO NER Va ok Be A Sioa 557 7 564 
IPUYCHASO ART bre ks cas ten ean 120 2 122 
Oldimaterialee 7. an. «ome 3 6 9 

| 784 129 913 


During the same period the total additions to the combined libraries 
of the United Engineering Society amounted to 3,214. 

The attendance atthe Library during the year amounted to 12,790. 

During the past year the Library Board has introduced several new 


features which it is hoped,will enable the non-resident members of our 


Institute to avail themselves of the Library facilities to a far greater ex- 
tent than has heretofore been possible. This has been done by the estab- 
lishment of a Library Service Bureau. While this Bureau was only 
established late last Summer the results have been extremely satisfactory, 
and tend to prove the necessity there is for such aid to our members. 
While before the establishment of this Bureau the amount received 
for search work as it was then done amounted on an average to less than 
$250 per annum, the past year shows receipts of $2,666.89, with expendi- 
tures to obtain these results of $2,000.54. Included in the receipts, how- 
ever, is the sum of $750 which the three Societies voted to the Research 
Bureau as a fund for the commencement of its work, so that while the 


_ large increase of receipts is satisfactory, the Bureau is still in debt to the 


Societies for the sum advanced to it. ; ; 

During the year, the Library has at ldst succeeded in shelving and 
cataloguing all of the duplicates belonging to the American Institute of 
Mining Engineers. Lists of these duplicates—both periodicals and text 
books—have been published in the Bulletin and sent out to the member- 
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ship at large, with notice that if any of these volumes are desired by mem- 
bers they can be had on application to the Library. 

It is suggested by the Library Board of the United Engineering Society, 
and recommended by your Library Committee, that after the expiration 
of three months whatever volumes have not been asked for by the mem- 
bership shall be disposed of to the best advantage possible either by public 
or private sale or, failing that, shall be donated to the libraries of Colleges 
or Institutions, especially those which are connected with our affiliated 
student branches. 

Your Committee further have to report that as members of the Library 
Board of the United Engineering Society they have attended all the meet- 
ings during the year of that Committee. 

Respectfully submitted, 
E. GyYBBoNn SpiItsBuRY, Chairman. 


REPORT OF THE COMMITTEE ON PAPERS AND PUBLICATIONS 
FOR 1915 


During the year 1915 the Committee received 161 manuscripts, which 
were treated as follows: | 


3 accepted for New York Meeting (110th) 
64 accepted for San Francisco Meeting (111th) 
49 accepted for New York Meeting (112th) 
3 accepted for Arizona Meeting (113th) 
29 rejected 
4 returned to authors for revision and not yet accepted 
9 in committee. 


161 


Every paper which was presented at the San Francisco Meeting was 
published in advance in the Bulletin with one exception. 

The work of the Committee has been systematized and the Executive 
Committee of the Committee on Papers and Publications has given prompt 
attention to all manuscripts, with the result that every paper received by 
the Committee on Papers and Publications is in the hands of the printer 
within 30 days thereafter, unless delays occur owing to questions as to 
acceptability, in obtaining from the author permission for revision, or 
other like causes. + 

Based upon 53 papers received subsequent to February, 1915, the 
average time occupied by papers in the different departments is as follows: 


In Committee on Papers and Publications.................. “ry 
in maonsl Departmenteetantie css cin. cot oe eee 18 


ee 


SL OUGL Ree yard sire Niche «eRe TRIE a eee ee 63 


While the time in the Editorial Department given above may seem 
somewhat out of proportion, the Committee reminds the readers of this 
report that the Bulletin is published only once a month; thus some papers 
are unavoidably held in the Editorial Department for several days no 


; 
{ 


a 
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matter how rapidly editorial attention is given to them; other papers re- 
quire extensive editorial revision, involving correspondence with authors, 
etc., and these incidents make the average time longer than it otherwise 


_ would be. The Committee also reminds readers of the report that the 


Editorial Department and the Committee on Papers and Publications 
are occasionally under a great pressure of papers, especially just previous 
to a meeting of the Institute, with the result that papers have to wait their 
turn before receiving attention. 


BrapDLey Stoucuron, Chairman. 
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Notes on Flotation* 
BY J. M, CALLOWw, { SALT LAKE CITY, UTAH 
(New York Meeting, February, 1916) 
HistoricAL SKETCH 


THE selective action of oils for lustrous minerals was first disclosed by 
Haynes in 1860. In 1885, Miss Carrie Everson elaborated this idea and 
also disclosed the fact that acid increased the so-called selective action. 


_ Her patent called for oils, either animal, vegetal or mineral, also for 


an acid or salt. The process was tried out on a practical scale in Baker 
City and Leadville, in 1889, and failed: first, because, as has since been 
shown, of the unsuitability of the ore to flotation; and second, because the 
invention was too far in advance of the times. Then followed the Elmore 
brothers, first with their bulk oil processes and later with their vacuum 
method. The basic principles of oil flotation were undoubtedly covered 
by the above inventors, the work done since their time being merely a 
building up on ground work laid by them. Different kinds of oil, different 
quantities of oil, and all the varying degrees of agitation, were all ex- 
emplified and practiced by them in one phase or another, and the devel- 


a opments that have since been made are but elaborations of the funda- 


mental principles laid down by Haynes, Everson, and the Elmore brothers. 

In 1902, the Potter-Delprat process was developed in Australia. In 
this process no oil was used, the mineral being raised by the generation of 
gas, brought about by the introduction of acid into the pulp. The min- 
eral particles appeared on the surface of the separatory vessel, in the form 
of a scum or froth, buoyed up by minute gas bubbles attached to them. 
This no doubt first gave the suggestion of gaseous flotation. 

In 1902, also, Froment, an Italian, was granted a patent in which he 


combined violent agitation with oil and gaseous flotation, the gas being 


generated within the pulp, in much the same way as in the Potter-Del- 


prat process. 
In the same year, Cattermole came out with a unique method. 


First, the pulp was emulsified with a small quantity of oil, by violent 


* Originally presented at the annual meeting of the Utah Section, Salt Lake 


City, Oct. 4, 1915. 
+ Consulting Engineer. 
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agitation, and then submitted to a slow stirring action in asecond machine. 
This granulated. or coagulated, the minerals that had been oiled into 
nodules which were afterward separated from the pulp by gravity The 
defect of this process was that only part of the mineral granulated, the’ 
rest of it appearing on the surface of the pulp as a scum or froth, and so’ 
being lost inthetailings. This defect of the Cattermole process suggested 
the fundamental idea of the process afterward described by Sulman, 
Picard, and Ballot in their patents, in which, instead of granulating part 
of the mineral, all of it was floated. This patent forms the basis of all the 
Minerals Separation operations. It was first exploited in Australia and 
in a short time replaced all other flotation processes in that country. 

In 1904, MacQuisten brought out his ingenious tube process, which 
gave excellent results on the sandy portions of the feed, but was inopera- 
tive when slime was present. This was a strictly surface-tension method, 
and its inability to handle slime was a serious limitation. 

In 1912, Hyde introduced a modification of the Minerals Separation 
process into the mill of the Butte & Superior Co., Butte, Mont. This 
differed from the regular practice in that roughing and cleaning of the ~ 
concentrates were done. 


PO yn mh ee AAD WN Apr) PONE 


DESCRIPTION OF CALLOW PNEUMATIC FLOTATION PROCESS 


_ Early in 1909, I did a great deal of work with the MacQuisten flotation 
process, and was instrumental in the tube-plant installation at the Morn- 
ing mill at Mullan, Idaho. This work was followed by a large amount of 
experimenting on the different kinds of existing flotation processes, the 
outcome of which was the development of the pneumatic process. 

The first application of pneumatic flotation for the treatment of ore was 
made at the mill of the National Copper Co., at Mullan, Idaho, which was 
designed and built by me. Construction was started on Aug. 14, 1913, 
and the plant went into operation about Apr. 10, 1914. The flow sheet 
is shown in Fig. 1. It was a metallurgical success in every way from the 
start. 

Since that date, the process has been adopted by nearly all the other 
mills in the Coeur d’Alene treating lead and lead-zine ores, notably the 
Gold Hunter, Morning, Hercules, Bunker Hill & Sullivan, Caledonia, 
Last Chance, Hecla, Standard, etc., a total of about 50 cells in all, treating 
from 1,500 to 2,000 tons of slime and fine sand feed per day. The same 
process too has since been adopted by the Inspiration Copper Co., the 
Arizona Copper Co., the Anaconda Copper Mining Co., the Magma and 
other copper companies, and by the Silver King, Daly-Judge, Duquesne, 
and El Rayo mining companies, on lead, zinc and other ores, making a 
total of some 680 cells operating, or in the course of installation, having a 
combined capacity of about 25,000 to 28,000 tons per day. 
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Fig. 2 illustrates the various elements composing the Callow process 
in general. 


Mixing 


In the mixer A, operated by compressed air, the oil, air, and water 
are mixed and emulsified, the same type of apparatus being in common 
use in cyanide works. In cases where the oil, or frothing agent, can be 
fed into the crushing machine or tube mill, this mixer, or Pachuca tank, 
can be dispensed with, the tube mill discharging direct to the separatory 
cell. 


Compressed Air 
204835 PRES. 


— CALLOW PNEUMATIC SLOTATION FROCESS —— 


O12 TANK 
Youre 23-1914 


Cleaner Tails Returned 


CLEANER CELL 


Mixing TRNK 


Flbs Presvre 


Woter + O// 
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It has been conclusively proved that agitation per se is not necessary 
to successful flotation by the pneumatic method. In one of the plants 
a Pachuca mixer for each four roughing cells was installed. The pulp 
from a Dorr thickener was delivered to the Pachuca by a belt-and-bucket 
elevator, the oil being fed into the boot of the elevator. It was found 
that the mixing obtained in the elevator alone gave as good results as 


when the Pachucas were used; so the use of Pachuca tanks in this plant, 
was abandoned. 
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The Separatory Cell 


The initial or roughing separatory cell B consists of a tank about 
9 ft. long overall, and 24 in. wide, with a bottom inclined at from 3 to 
4 in. to the foot; it is 20 in. deep at the shallow end and 45 in. deep at the 
otherend. It may be built of either steel or wood, but wood construction 
is preferable. 

Fig. 3 shows the cell in detail. The bottom of the tank consists of 
a porous medium made of four thicknesses of loosely woven canvas 
twill, properly supported by a backing of perforated metal to prevent 
its bulging when under air pressure. Through this porous medium com- — 
pressed air is forced by the blower E (Fig. 2). Porous brick, or any other 
ceramic material that will give the necessary fine subdivision to the air, 
may also be used. Some of these have been tried out, but for practical 
and mechanical reasons the loosely woven canvas twill seems to serve 
all purposes better than anything else, and has been adopted as the 
standard porous-bottom construction. 

The space underneath this porous medium or bottom is subdivided 
into eight compartments, each connected by an individual pipe and valve 
with the main air pipe. By this means the air pressure to each com- 
partment’ can be regulated (by throttling the valve) to correspond to 
the varying hydraulic head within the tank, and so as to discharge a uni- 
form amount of air throughout the length of the bottom and maintain 
a uniform aeration of the contents. A pressure of from 4 to 5 lb. is gen- 
erally used, each square foot of porous medium requiring from 8 to 10 
cu. ft. of free air per minute. 

Each longitudinal edge of the tank is provided with a lip and an over- 
flow gutter for the reception of the froth to be discharged. The lower 
end of the tank is furnished with a spigot discharge fitted with a plug 
valve, operated by a float, to maintain a uniform water level within the 
tank and thus, in turn, maintain a uniform and constant discharge of 
froth under all the varying conditions of feed supply incident to practical 
milling operations. The water level may, of course, be varied, but is 
usually maintained at about 10 to 12 in. below the level of the overflow 
lips. 

The tailing is discharged through the spigot and the frothy concen- 
trate is conveyed by means of the side gutters to the pump D' and thence 
to the cleaner separatory cell C. This cleaner cell is a machine of the 
same construction as the rougher. In operation, however, it is usually 
run with a lower air pressure than that used on the rougher. The tailing 
from the cleaner is returned by pump D? to the original feed, a closed 
circuit thus being maintained on this portion of the feed. The concen- 
trate from the cleaner is the shipping or finished concentrate. Pump D! | 
can well be eliminated by setting the cleaner at a lower elevation and 
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conveying the rougher froth to it by gravity. Usually one cleaner 
serves four roughers. 


Cells May Be Used in Parallel or Series 


The machines may be run either in parallel or in series without any 
sacrifice in the capacity for a given number of cells. Recent experience 
goes to show that on some ores the series treatment gives a slightly 
cleaner tailing; on others it does not. It is not necessary to extend this 
arrangement of cells beyond two cells in series. In a heavily mineralized 
ore this arrangement is decidedly advantageous, and in such a case the 
rougher concentrate might be of high enough grade to dispense with the 
re-cleaning operation. The froth from the second cell in the series might 
be returned to the original feed in the same way that the tailing is re- 
turned from the cleaner when practicing a roughing and cleaning opera- 
tion. A number of such combinations are possible. 

At the mill of the Inspiration Copper Co. (Fig. 4), the original feed 
goes to 12 primary roughers, the tailing from which is classified into sand 
and slime, the sand going to tables and the slime to 12 secondary roughers. 
The concentrates from both the primary and secondary roughers go to 
four cleaner cells, and the tailing from the cleaner cells is pumped back 
into the circuit. : 


Froth Formation 


The froth is generated as the result of injecting the finely divided air 
into the bottom of the already emulsified pulp; it continues to form and to 
overflow so long as it is furnished with pulp of the proper consistency, 
adequately mixed with the right quantity and kind of oil or frothing agent. 
Measured from the water level within the tank, the froth produced may be 
from 14 to 16 in. thick and will be more or less voluminous, coarse or 
fine grained, dry or watery, according to the character of the ore and the 
kind and quantity of oil introduced. The condition of the froth may be 
varied therefore, by changes in the kind and quantity of oil used, and the 
quantity of air injected. 

In some ores, rich in sulphides, and where a comparatively low-grade 
concentrate will suffice, the cleaning cells may not be necessary, but on 
low-grade ores having a high ratio of concentration and when a concen- 
trate of extreme cleanness and of maximum grade is required, a cleaner is 
desirable. 


Pulp Density 


' The pulp to be treated may be of varying density, from 244 of water 
to 1 of ore, up to5 or6 tol. For a mixture of sand and slime, the former 
ratio is preferable, but for a pure slime mixture (minus 200 mesh) the 


eg a Re pe ‘ 


ie Be am wwe ~ 


a it Breen A. aay 


ee ee ee 


Cag Le a 


Poe 


Ta. 


J. M. CALLOW 11 


larger proportion of water is allowable. The particular density is not a 
matter of as much importance as the supplying of pulp of uniform density, 
since each variation in the density of the pulp requires a readjustment of 
the oil supply, the quantity of oil increasing in proportion to the increased 
volume of the pulp, independent of its solid contents. 


Capacities 


A normal capacity for each standard roughing cell is 50 tons per 24 


hr. This, of course, will vary according to the nature of the ore. In 


one plant which practices gravitation previous to flotation, only the fine 
sand and slime being treated, the rate is 50 tons per rougher cell. The 
Inspiration Copper Co. practices flotation as the prime process, each 
800-ton section employing 24 roughing cells and four cleaners. The cells 


in this case are run in series, the primary cells treating the original feed 


and the secondary cells treating only the slime from the primary tailing 
after the sand has been removed, This gives an average of 33.3 tons 
per roughing cell. The Arizona Copper Co.’s plant (Fig. 5) will treat the 
slime and re-crushed sand from previous gravity treatment; out of an 


original tonnage of 4,000, about 3,600 tons will be treated by flotation. 


_ This will be handled on 63 roughers run in parallel, and 18 cleaners, or an 


average of approximately 57 tons per roughing cell, or 45 tons per cell 
for roughing and cleaning. 

Some tests have shown little difference in recovery, whether running 
45 tons to the cell or 65; but that the recoveries commence to decline as 
soon as the tonnage exceeds 75 tons. In the Coeur d’Alenes, on zinc-lead 


ores, 35 tons per cell is an average capacity. The flow sheet of the Daly- 


Judge mill (Fig. 6) shows the arrangement for treating a zinc-lead ore in 
the form of a fine sand and slime feed. 


Oils Used 


The oils used may be broadly divided into “‘frothers” and ‘‘collectors.”’ 


_ The pine oils are good frothers and coal tar and its various subdivisions are 


good collectors. On some ores, crude pine tar will in itself combine the 
properties both of frothing and collecting; on others, this may have to be 


_ enriched by the addition of some one of its more volatile constituents, 
_ such as refined pine oil, turpentines, or wood creosote. 


. Generally speaking, the coal-tar products are poor frothers, and 


to get a sufficient volume of froth to insure a high recovery it is often 
~ necessary to add refined or crude pine oil, creosote, etc. At the Inspira- 


tion mill, for instance, the mixture is 80 per cent. crude coal tar, 20 per 


~ cent. coal-tar creosote; at another plant on similar ore, 45 per cent. El Pasc 


coal tar, 40 per cent. coal-tar creosote, 10 per cent. cresol, and 5 per cent. 
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pine oil. At Daly-Judge a mixture of 40 per cent. crude coal tar, 40 per 
cent. creosote, and 20 per cent. pine oil was used. In the Coeur d’Alene 
on zinc ore straight wood creosote was used; on the ore of the National 
Copper Mining Co., plain turpentine will work, but pine oil is better. 

At Inspiration, from 14 to 2 lb. of the mixture per ton of ore was used; 
at Daly-Judge, 1 to 14 lb.; and at the National 0.3 Ib. of oil is sufficient. 
In the experimental work at another plant the oil consumption was 
approximately 1 lb. of mixture per ton; but since the entire plant has been 
in operation, and the circuit water reclaimed and used over again, the 


oil consumption has dropped to 0.35 lb. At present the proper kind or. 


kinds of oil and the requisite quantity can only be poe by experi- 
ment; no scientific way has thus far been found. 


Character of Froth 


The froth made by the pneumatic process has the distinctive char- 
acteristic of being unstable or ephemeral; that is, it quickly dies when 
removed from the action of the injected air. The bubbles composing the 
froth are generated under a hydraulic pressure varying from 15 to 40 in.; 
upon rising above the water to the froth level, the bubbles burst by reason 
of the lower pressure of the atmosphere. On bursting, they release the 
mineral attached to them, which is caught up by the bubbles following 
immediately behind. The stability of the bubbles depends to some extent 
upon the oil used and the nature of the gangue in the pulp treated. Pine 
oil makes a brittle froth which dies immediately on arriving at the surface. 
Creosote and light oil make a more elastic envelope which at times will 
expand into bubbles 3 to 4 in. in diameter before bursting. Pine-oil 
bubbles are rarely over 4 or 4 in. in diameter. Castor oil, olive oil, 
candle-makers’ oil (oleic acid), palm oil, sperm oil, and other oils of a lubri- 
cating nature, have in general been replaced by oils more or less soluble 
or miscible in water—such as turpentine, pine oil, and all the coal- and 
wood-tar distillations. The extremely volatile oils such as naphtha, 
gasoline, ether and alcohol, seem to be of little use except as means for 
making the pitchy ingredients of coal and wood tars more soluble or 
miscible. 

A large, coarse, and te bubble seems necessary to the recovery of 
coarse-grained mineral, but for the very fine and colloidal mineral, a 
small and comparatively brittle bubble is necessary. 


Power 


The National Copper Mining Co., using approximately 950 cu. ft. of 
air at 4-lb. pressure, and treating 500 tons per day on eight roughers and 
two cleaners, required 35 hp.; this shows a requirement of 3.5 hp. per cell, 
equivalent to 12.53 tons per horsepower or 1.25 kw.-hr. per ton. 
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Another company using approximately 9,600 cu. ft. of air at 5-lb. 
pressure and treating 2,400 tons per day on 48 roughers and 12 cleaners, 
requires 210 hp., equivalent to 3.5 hp. per cell, 11.45 tons per horsepower, 
or 1.56 kw.-hr. per ton. 

The experimental plant of the Inspiration Copper Co., using approxi- 
mately 950 cu. ft. of air at 5-lb. pressure and treating 200 tons per day 
with four roughers and one half-size cleaner, required 24 hp.; deducting 
4 hp. for two 2-in. centrifugal pumps the figures become 4 hp. per cell, 10 
tons per horsepower, or 1.79 kw.-hr. per ton. 

A maximum figure would be 214 kw.-hr. per ton of feed, using 5- to 
5}4-lb. air pressure, generated by Roots or Connersville positive blowers: 


Costs 


Ozl.—The oil mixtures generally in use cost from 1.25c. per pound up 
to 3c. per pound., depending on the percentage of cresol and other high- 
priced oils used ; on most ores, 14c. per pound is a safe average figure, and 
a consumption of 1 to 114 lb. or from 1.25c. to 4.5c. per ton of feed, aver- 
aging 2)¢c. would be a safe estimate. 

Labor.—This will vary, of course, with the size of the plant. At one 
plant consisting of 60 cells, two men per shift operate the entire plant, 
equivalent to a cost of 114c. per ton. One man per shift on a 250-ton 
plant means a cost of 5.4c. per ton maintenance. Assuming a life of 
three months per blanket, a capacity of 50 tons per cell, and an allowance 
for repairs to blowers, motors, pumps, etc., we have }c. per ton as a lib- 
eral allowance. 

Power.—With power at 1c. per kilowatt-hour, and a consumption of 
‘214 kw.-hr. per ton, the cost would figure 2.5c. per ton of feed. 

Summarized, the estimated cost on a2,000-ton flotation plant, or larger, 
would be approximately as follows: 


Cents 
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TO LG le eM ics, eksaciels cdegaicl veuieregeiece aus cree 6.75 


On a plant of 250 tons the extra labor costs per ton would bring it up 
to approximately 10c. per ton of flotation feed.| 

Actual figu ires from a large plant treating over 2,000 tons by flota- 
tion gave 6.l¢ . per ton; the flotation feed in this case represents 60 per 
cent. of the cry 1de-ore tonnage, making the cost 3.5c. ner ton of crude ore 


treated. 
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THEORIES 


So far no satisfactory explanation of flotation phenomena has been 
advanced. At my instigation and under my direction, a large amount of 
research work has been done in an endeavor to formulate some logical 
explanation of the phenomena, and perhaps to find some scientific way 
of conducting flotation experiments in place of the empirical methods now 
in vogue. Although the latter object has not yet been attained, still 
these experiments have resulted in the formulation of a theory that appears 
to be well grounded and that may prove of interest and value to others 
engaged in this art. 

Much work has been done at the Mellon Institute at Pittsburgh 
under the direction of Dr. Raymond C. Bacon, and lately by James A. 
Block at the station of the U.S. Bureau of Mines in Salt Lake City. The 
result of all of this work is summed up in the following statement: 

In considering the connection between flotation phenomena and the 
physical properties of the minerals concerned, there are two parallelisms: 

First.—It has been noticed for some time that the minerals which 
floated were not easily wetted by water, while those which were easily 
wetted did not tend to come up with the froth. This is the basis of about 
the only theory so far widely circulated; it was well stated by Hoover in 
his book, Concentrating Ores by Flotation. 


Second.—There is a parallelism between certain electrostatic char- — 


acteristics and the flotation properties of ores. 
In the first-mentioned theory, surface tensions and contact angles 
should be considered. Certain minerals, such as galena, will float on the 


surface of still water, while gangue particles, since they possess a greater _ 


adhesive attraction for the water than the water’s cohesive attraction for 
itself, will be drawn through the surface film into the interior, and sink 
because of their greater specific gravity. These properties of floatable 
minerals and gangues are increased by the presence of oil and acid. Oil 
sticks to galena with greater tenacity than it does to silica, and an oil 
surface is still less easily wetted than a galena surface. The acid in the 
water causes a still greater difference in the various surface tensions. 
This, it seems, is without question the explanation of the action in the 
MacQuisten process, in which the ore particles are lifted to the surface, 


where they can be removed by skimming off the surface layer of the liquid. — 


With reference to the second parallelism, it has been noticed that 
extremely small amounts of certain colloidal impurities, such as saponin 
or tannin, were detrimental to flotation; while others; such as Congo red 
and methylene blue, did not interfere, nd were, if anything, beneficial. 
In classifying these, the injurious ones generally came under the head of 
what physical chemists call electronegative colloids, while electropositive 
colloids were not harmful. Suspended particles will generally migrate 


; 
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when placed in an electric field, and this classification comes naturally 
from the direction of their migration. This migration is called electro- 
phoresis, or electrical endosmose, and is the result of the formation of 
contact layers around the particles by the liquid containing them, very 
similar to the formation of surface films when liquids come in contact 
with air. These contact films almost invariably have a difference of 
potential between their inner and outer surfaces. An air-water contact 
film has, for instance, a difference of 0.055 volts, and other contact films 
have similar charges. This causes the particles to act like charged solids, 
and to be attracted by electric charges of opposite sign. 

The charges on solids and non-miscible liquids can be conveniently 
studied on the stage of a microscope. 

This work naturally led to the study of the charges exhibited by va- 
rious ores and minerals, and in that work an interesting parallelism was 
observed; namely, that floatable minerals seemed to have positive charges, 
and non-floatable gangues negative charges. Some gangues were found 
with positive charges, but they were characteristically hard to handle, 
having a tendency to come up with the froth. These charges sometimes 
vary with the acidity or alkalinity of the liquid, and this variation is not 
inconsistent with the effects of acidity or alkalinity on the flotation of 
ores. 

It has been noticed that these electrostatic properties depend on 
the condition of the surface of the particle and not upon the composition 
of the mass. For instance, lead oxide which is ordinarily negative, or 
neutral, when covered with a sulphide coating, takes upon itself a positive 
charge. a 

Recent investigations on the coagulation and deflocculation of slimes, 
on the coagulation and dispersion of colloids, and along similar lines, — 
show that these contact film charges, although small, have an important 
bearing on the dispersion or coherence of particles suspended in liquid 
mediums. In fine suspensions and in colloidal solutions, these charges 
may often be neutralized by the introduction of oppositely charged ions, 
precipitation generally taking place whenever these charges fall below 
certain limits. Oppositely charged contact films have a general tendency © 
to coalesce, while similarly charged films, if their charges aregreat enough 
to overcome natural cohesiveness, do not seem to coalesce, but to repel 
each other, and if'the weight of the particles is small enough in relation 
to their size and surface, permanent dispersion will take place, the parti- 
cles distributing themselves through a liquid in much the same manner 
that gas will fill a container. | 

In view of the above observations, it seems possible that flotation is the 
result of difference in polarity in the charges on the various ore particles, 
and on the bubbles. Since oil contact films and air contact films have 
both been proved to have negative charges, the positively charged miner- 
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als will adhe re to either. The bubble mantles in a flotation machine are 


undoubtedly composed of oil, or of oil in emulsion, since pure water alone — 


will not froth. The same forces, then, that cause oppositely charged col- 
loids to agglon 1erate and precipitate, cause the minerals to adhere to the 
oil-covered bu’ bbles; and the same forces that keep the particles of an oil 
emulsion dispe rsed, keep the gangue particles repelled from the bubbles. 
Expressed briefly, the theory is as follows: 
That oil flotation is an electrostatic process. It is a scientific fact 
that when asol id psarticle is suspended in water, the water will form around 
the particle ac onts.et film which generally possesses an electric charge, the 
amount and polarity depending upon the nature of the surface of the par- 
ticle and the elect rolyte in which it is suspended. The presence of these 


charges can be di2monstrated by the fact that the particles possessing — 


them will migrate when placed in an electric field. It has been demon- 
strated that -loatable particles have charges of one polarity (positive), 
and that nc m-floatable particles have charges of the opposite polarity 
(negative); t hat the froth is charged negatively and so attracts the posi- 
tively chargc dl or floatable minerals, and repels the negatively charged or 
non-floatabl« } ones. It is this, it is believed, that causes the floatable 
minerals, ga] @na, sphalerite, etc., to adhere to the froth, and the gangue 
minerals, sili ee, etc., to remain in the liquid where they can be discharged 
as tailing. 
Discussion 


James A. Buock, Salt Lake City, Utah—As I have done some of 
the experimc mtal work upon which this theory has been based, a brief 
outline of sc me of my experiments might not be out of place. During 
the last few months I have tested about 50 samples of ores, etc., the flota- 
tion charac! jeristics of which I knew. Some of these were samples of 
froth and te jlings from plants in actual operation, but most of them were 
samples tal ;en from laboratory tests going on at the plant of the General 
Engineerin g Co., and at the station of the U. S. Bureau of Mines, Salt 
Lake City. _In all of these experiments, no real exception to the theory 
was found. _ All of the tailing samples produced in actual flotation showed 
a negativ' 2 polarity; all of the ores with the so-called “bad gangues,”’ 
except on e or two, showed some positive polarity, and these exceptions 
could be explained by the extreme dryness and scaliness of the gangue 
minerals ; and all of the froth products showed positive polarity when 
the sam »les were fresh. It was often true that after standing some time, 
these fr’ pth samples would reverse, especially when they contained con- 
siderabl ¢ oil, but this reversal can be explained if we assume that the oil 
forms a coating around the particles upon standing. 

The A question jnight naturally be asked, ‘‘can these electric charges 
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be put to any practical use?”? A machine! used to purify clays employs 
very similar charges on the constituent particles of clay. This machine 
(see Fig. 7) consists of a revolving cylinder, made of conducting material, 
such as iron, about half immersed in a clay pulp in a trough. At a dis- 
tance of about 14 in. from the immersed side of the cylinder is a coarse 
wire screen. A direct current of about 50 volts was applied to the cy- 
linder and the screen, the cylinder being the anode and the screen the 
cathode. The cylinder attracted the negatively charged kaolin, while 
the screen attracted the positively charged pyrite, ferric hydroxide, 
and aluminum hydroxide. It was found that a product running only 
about 17 to 20 per cent. moisture could be scraped off the upper side of 
the cylinder, which revolved slowly, while the impurities fell through 


Fig. 7.—APPARATUS USED IN PurRIFYING CLAys. 
; a Revolving cylinder 
Wire screer, 
Cc Wood trough 
d Clay pulp 


the screen to the bottom of the trough. The objection to the process 
was the high cost of the power needed, which averaged, as I remember it, 
over 30c. per ton of product, but the process is undoubtedly of interest 
in that it shows that these electrostatic charges are dependable enough to 
be put to practical uses. It is also of interest in that the polarity of the 
charges noticed on various minerals checks the results of the experimental 
work upon which this theory is based. 

Ottver C. Ratston, Salt Lake City, Utah.—Perhaps the most in- 
teresting part of Mr. Callow’s paper is the reference to a theory of flota- 
tion founded on the electric charges of the ore particles, oil droplets, air 
bubbles, etc., involved. 


1 Transactions of the English Ceramic Society, vol. xii, pp. 36 to 64 (1912-13). 
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For some time I have had a growing conviction that possibly the 
particles dealt with in the flotation of sulphide minerals were acting 
according to certain laws laid down in colloid chemistry. One of the 
characteristic things about either suspension or emulsion colloids is that 
their individual particles are charged with one or the other sign of static 
electricity. It is known that the amount and signs of these charges can 
be controlled by the amount and character of electrolytes put into the 
water in which the colloids are dispersed, and in turn the properties of 
the colloidal suspension are greatly changed with this change in the elec- 
tric charges on the particles. The question has been whether the com- 
paratively coarse suspensions of ore can be compared with suspension 
colloids, or whether they were too coarse to allow the electric charges on 
the suspended particles of mineral to produce any measurable effect. 

This question has been answered fairly definitely in my laboratory 
during the past year, for it was found that the electric charges on the 
particles of what we call “slimes” and “fines” are of considerable im- 
portance in the control of the rate of settling of such slimes in water. 
With this much definitely settled, and with a great amount of literature 
available in the realm of colloid chemistry dealing with the electric 
charges on particles of such things as quartz, galena, and sphalerite, 
and on oil droplets and air bubbles, it was easy to find a combination of 
circumstances which might explain flotation from this new viewpoint. 
At about this time George W. Riter made the prediction that the depths 
of electrostatics would have to be thoroughly sounded before flotation 
phenomena could be entirely understood. He seemed to have the idea 
at that time that the charges on the particles were generated by friction 
in the flotation machine, in much the same way that a piece of sealing 
wax becomes charged when rubbed with flannel; but we know from colloid 
chemistry that these charges of electricity arise whenever two substances 
of unlike dielectric constants come into contact. 

Further work along the line of controlling the charges of the ore 
particles, thereby controlling the rate of settling of the particles in water, 
has convinced me that the charges are of considerable importance and 
the results of this work will be reported soon. Mr. Callow told me last 
spring that he had much the same conception of the matter as I, and had 
the Mellon Institute in Pittsburgh working on it forsome time. Mr. 
Callow sent a man to the Salt Lake laboratory of the U. S. Bureau of 
Mines to try out’some methods of measurement which I had proposed 
and which had not been used in Pittsburgh; some of the results are 
presented in Mr. Callow’s paper. His work adds certainty to the con- 
jecture that the electric charges on particles of minerals suspendedin 
water are of importance in flotation phenomena. Mr. Callow has out- 
lined one way of explaining just how these electrical effects come into 
play in flotation and I have outlined a second in an article in the Mining 
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and Scientific Press. The knowledge that when flotation conditions are 
good the froth has a positive charge and the rejected gangue a negative 
charge, that the oil droplets and the air bubbles are negatively charged, 
and the sulphide particles positively charged, is highly interesting. We 
have here electrical effects which are parallel to flotation phenomena, 
and the conclusion that they are connected with each other seems justifi- 
able. Just exactly how they are connected is not yet clear and may prove 
difficult of solution. ’ 

It is to be hoped that further work will be done along this line in order 
that a theory of flotation may be found, which will afford a more rational 
control of flotation testing, and an extension of the process to the treat- 
ment of any kind of minerals. 


R. H. Ricwarps, Boston, Mass.—I think there is one note which 
would be interesting to have recorded in connection with this paper, 
and that is another form of flotation machine. The Minerals Separation 
machine has a vortex action, with a vertical shaft and a propeller. This 
new frother has been developed for the Copper Queen Co. at Bisbee, 
Ariz. It has a horizontal shaft and a paddle wheel for a frother. It has 
eight cells, I think, all connected underneath in one continuous tank, and 
the only separation of the cells is in the upper chambers where the froth 
is. When this paddle wheel goes around it throws out the froth and the 
sand goes to the bottom and drifts over from the first to the second cell, 
where it is paddled again, and comes out with its froth; the sand goes 
to the third cell where it is again beaten. In that way the sand is con-. 
tinually drifting toward the last cell, while each new froth remains in 
its own cell. You can see in the working of this machine just the same 
effect that you see in Callow’s machine, 7.e., the earlier cell has the 
darker or richer froth, and the latter has the lighter or poorer froth until 
you get to the farthest one—which has very little froth, and is very light. 


JosepH W. Ricuarps, So. Bethlehem, Pa.—Speaking from the 
metallurgical standpoint, it is quite desirable, in many cases, that the 
oil be removed from the concentrate in order to facilitate the metallurgical 
work, and I think attention should be directed to the desirability of 
removing from zinc sulphide concentrates the oil which interferes with 
their subsequentroasting. Thevalue of the oilis not large;in Mr. Callow’s 
plant, for instance, it would be $20 a day, andit may be possible that a 
process might be developed which, within the limits of the value of the 


oil, would remove it, and thus facilitate the metallurgical treatment. 


Lronarp Waupo, New York, N. Y.—The question came up about a 
year ago as to why Mexican crude was not an admirable oil for flotation. 
I have never heard any satisfactory answer to the question. 
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The Mexican crude has the peculiar property of comparative freedom 
from dangers of fire, a very great reluctance to part with its water, and 
a specific gravity almost identically the same as water. 

The great difference between the Mexican crude, the Lower Cali- 
fornia crude, and the Texas crude, leads one to be unwilling to apply 
any tentative results obtained with either the California or the Texan 
crude to the Mexican oils, which are essentially different in the relation 
of paraffin and asphaltum in their base. ’ I would suggest to some of 
those interested that it would be well worth trying to see how far that is 
applicable. The future price of Mexican oil will undoubtedly return 
to the neighborhood of 214 c. per gallon, which would make it perhaps 
one-eighth of the cost of the oil specified here, and the fact that the 
coal-tar oils, which are closely similar in their general behavior to the 
Mexican crudes, have been used, makes one think it is a promising source 
of investigation. 


GrorcE D. Van Arspauz, New York, N. Y. (written discussion).—. 
To many of us, the most interesting part of Mr. Callow’s paper is that 
pertaining to the theory of flotation. 

About a year and a half ago we started a line of research to prove 
or disprove a theory of flotation, which was purely electrostatic, and 
quite similar to the theory presented by Mr. Callow. Since then 
we have put a considerable amount of work and study on the subject 
which has led to a modification of our original theory, our present ideas 
being about as follows: 

The immediate cause of the main phenomenon of flotation is the re- 
sultant of the several surface tensions involved, together with the wetness 
or non-wetness of the particle, but electrostatics is probably very im- 
portant as a secondary cause, which may and probably does act in at 
least two different ways: (1) as one of the causes of wetness or non- 
wetness: and (2) as one of the possible causes of oil attraction to mineral 
particles. 

Now, if we define flotation as being a process of concentration, utiliz- 
ing the varying behavior of the surfaces of particles to the surfaces of 
liquids and of gases, we can make a classification of the various methods 
into four classes: 

I. Utilizing varying behavior of surfaces with respect to the surface 
of one liquid. 

II. Utilizing varying behavior of surfaces with the surfaces of one 
liquid and of gas bubbles. . 

III. Utilizing varying behavior of surfaces with the surfaces of two 
immiscible liquids. 

IV. Utilizing varying behavior of surfaces with the surfaces of two 
or more immiscible liquids and of gas bubbles. 

It seemed probable that the basic principles underlying all these 
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classes were sufficiently similar so that the investigation of the simplest 
class would throw considerable light on the others. We ther2fore started 
with Class I. It seems obvious enough that the immedisite cause of a 
substance specifically heavier than water floating on the :suirface of the 
water is the surface tension involved. If this is so there should be a 
definite relation between the surface tension of water and ttie maximum 
weight that can be supported on a given surface by rease n of surface 
tension, and this relation should be capable of experimental proof. It 
has been said that this maximum weight is equal to the sm ‘face tension 
of water, but this easily can be shown to be incorrect. ‘I-he relation, 
however, as suggested by Mr. Langton, can be derived from: the surface 
tension formule for the differences in pressure between two sides of a 
curved liquid surface. For water and for a spherical and cylindrical 
surface these two formule are: 


1. (Sphere) P= = where P = pressure 
T = surface tension 
2. (Cylinder) P = ef R = radii 


By making assumptions as to the contact area, by the use of formula 
2, we can calculate the maximum weight, for example, of a cylinder of 
copper wire that can be supported on the surface of water. The results 
of the calculations give No. 13, 16 and 18 B. & S. gage for 180°, 120° 
and 60° contact area, respectively. Now, experimentally, perfectly 
clean No. 17 gage copper will just float on pure water; No. 16 will float 
when slightly greased, and No. 15 when greased. Since, therefore, our 
experiment gives results so close to theory, we can consider as proven - 
that one of the main causes of this class of flotation is surface tension. 
There are of course other conditions and among these is shape of particle. 
We can show mathematically from our two formule that the maximum 
weight of a cylindrical particle will be twice that of a spherical particle, 
both having equal radii and degree of wetness. Another condition is, of 
course, size of particle, since we can easily show that many substances 
otherwise incapable of flotation may float if powdered to asiifficient degree 
of fineness, although in some cases this flotation is imperfect and tem- 
porary. Finally, a most important condition of this class of flotation 
is the inherent property of being non-wet, possessed by so1ne substances, 
and of the addition to other substances of films, some of which promote 
flotation, others preventing it. It is easy to show experi‘mentally that 
such films may be either a solid, a liquid or a gas, or an electric film, 
that is, an electrostatic charge, or a combination of these. If then we 
summarize these conditions we can make the following sta‘tement: 

Any substance specifically heavier than water may be made to float 
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by reason of surface tension provided its size be small enough, and 
provided the particle be non-wet, that is, has a sufficient surface film, 
which may be either solid, liquid or gas, electrostatic charge, or a 
combination of these. This is strikingly similar to a fundamental 
principle of colloids. Now in our Class II, we have the additional 
factor of gas bubbles, and the additional phenomenon to explain of why 
the gas bubble attaches itself to the mineral particle and not to the 
gangue particle. In order to explain this, let us picture a system of 
two particles, one wet and the other non-wet, and a gas bubble, all three 
in contact. Let us magnify these largely and consider what we have. 


You see at once that we have a surface of liquid in contact with a surface. 


of gas and two particles at the surface, one wet and the other non-wet, 
or, in other words, precisely the conditions of Class I, and we know from 
our study of this just what will actually take place, which is that the wet 
particle will sink, while the non-wet will float or remain in contact with 
the bubble surface. The fact that the whole system is small, or movable, 
does not alter the relative surface tensions involved. The kind of gas, 
or manner of application, apparently makes little difference, it being 
necessary only to bring a bubble of gas into contact with a non-wet 
particle. 

Now in Class III we have the phenomena that some particles in 
contact with oil and water have the property of entering and remaining 
in the oil, others of entering and remaining in the water, and others 
again of remaining in the boundary surface separating the two. It 
seems to me that as pointed out by Ralston we have an adequate ex- 
planation of these phenomena in the work of Reinders, who explains 
them on the basis of the inequalities of interfacial tensions. 

Going on to Class IV (our modern flotation methods) we have the 
varying behavior of particles with respect to the surfaces of two or 
more immiscible liquids and of gas bubbles. Let us consider the states 
or conditions in which the oils and gas bubbles may be present in a 
flotation machine: 

Oil may be present: (1) as emulsion; (2) as globule; (3) as film 
on surface or bubble surface. 

Bubble may be present: (1) as clean air bubble; (2) as bubble with 
oil film; (3) as bubble in contact with oil globule. 

Now let us consider what will happen in case a non-wet mineral 
particle comes into contact with any of these: 

If the particle comes into contact with an oil globule, the conditions 
of Class III are met. 

If the particle comes into contact with a clean air bubble, the condi- 
tions of Class II are met. 

If the particle comes into contact with a bubble with oil film, the 
conditions of Class II are ‘met, modified by the reduced surface ten- 
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sion of the bubble surface caused by the oil film. Any combination of 
these conditions can of course take place. 

The remaining case—when a particle of mineral meets an oil in the 
emulsified condition—is interesting, since we have apparently proved 
that at least under certain conditions there is in this case no attraction 
apparent between the oil and the mineral; in other words, the force or 
condition producing emulsification is greater than any attraction between 
the oil and the mineral. Also, in this respect we have apparently 
proved that at least one of the functions of sulphuric acid is to prevent 
such emulsification, which is a well-known property of acid in other 
organic work, for example, grease rendering. We have also found a 
number of substances much more efficient in this respect than sulphuric 
acid. From the converse of this proposition—that if emulsification of 
an oil is undesirable in that when in this condition its attraction for 
sulphides is at least greatly reduced—we would expect to find certain 
substances capable of producing emulsions and thereby being very dele- 
terious in practical work. It is, of course, well known that glue tannin, 
saponin, etc., are capable of entirely destroying flotation action, and it 
seems to me very significant that all of these substances belong to the 
class of emulsifying agents, some of them being extraordinarily efficient, 
and that probably their known deleterious action is entirely due to this 


effect. 


The main point which I have tried to bring out is that in my opinion 
we will have not two more or less opposed theories, one ‘‘surface tension” 
and the other “electrostatics” but we will finally have a theory made up 
of both, with electrostatics and the study of colloids to furnish our ex- 
planation of many of the basic principles, but with surface tension as 
our immediate course. 
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Grinding Brass Ashes in the Conical Ball Mill 


BY ARTHUR F. TAGGART* AND R. W. YOUNG, * NEW HAVEN, CONN. 
(New York Meeting, February, 1916) 


FoREWORD 


Tue tests herein described are part of an extended series of experi- 
ments, performed by the authors together with J. F. McClelland and 
L. W. Bahney, on the reclamation of metallics from foundry and manu- 
facturing-plant scrap. The most obstinate problem encountered was 
the proper cleaning of the metal. 


INTRODUCTION 


In the manufacture of brass and brass products the weight of the 
finished product leaving the plant is much less than the total weight of 
copper and zinc entering. A small part of this discrepancy is due to the 
unavoidable oxidation of the metals in melting, but by far the largest 
part of the loss is in the form of metallic particles of copper, zinc, and 
brass. These losses occur principally at three points in the process: (a) 
in the casting-shop ashes; (b) in the slags from furnaces melting scrap 
brass; (c) in material spilled on the floor throughout the manufacturing 
process. The amount of these products in some plants is nearly 100 tons 
per 24 hours. 

Casting-shop ashes contain the metal spilled from the crucibles during 
melting and pouring, and the metal included in the slags formed in the 
melting process. The ashes also contain pieces of broken crucibles with 
adhering metal; 20 to 30 per cent. of unburned coal is also present. The 
metal in casting-shop ashes contains clean pieces of zinc or copper ingots 
weighing 1 to 2 lb., jagged pieces of metal of all shapes ranging in size 
from several inches down to the finest dust, and shot and botryoidal 
shapes ranging in size from 2 or 3 in. down to 0.01 mm. or less in diameter. 

Slags from furnaces melting scrap brass contain metal in the form of 
small shot. 

Floor sweepings occur in all shapes: spirals, thin shavings, pins and 
pin-like pieces, wire, rods, and buffing-wheel dust are the commonest. 


*Hammond Mining and Metallurgical Laboratory, Sheffield Scientific School, 
Yale University; 
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In general the problem of reclaiming this metal has been to free the 
metal from adhering slag and separate it from the associated slag, coal 
and cinders. On its face this problem appears simple. That it is not 
simple, however, is attested by the concentrations of fine metallic parti- 
cles in the sewers and stream beds of the New England brass-manufac- 
turing districts. The usual plant installed has consisted of a crude 
hand-picking installation for recovering the coarse metal; a restricted- 
discharge grinder, such as the Huntington or Chilian mill, Krupp ball 
mill, Hill cinder crusher, etc., for severing the metal from the slag; a 
concentrating table, usually a Wilfley, for treating the fine discharge from 
the grinder; and a settling tank for the slimes flowing away from the con- 
centrating table. The coarse metallics are collected intermittently by 
stopping the plant and cleaning out the grinding machine. These plants 
are claimed to throw away tailings assaying but 0.5 per cent. copper. 
Such statements are based on erroneous samples, for the tailings will, 
when the plant is properly sampled, be found to contain up to 5 per cent. 
copper, and most of the coal is wasted. 

In connection with the design of a plant for the treatment of brass 
ashes the writers were confronted with the problem of finding a grinder 
that would answer the following requirements: (a) take a feed containing 
particles of metal 2 or 3 in. in diameter, with adhering slag, and at the 
same time pieces of slag containing metal shot in all sizes from the above 
down to the finest; (b) discharge continuously both the metallic and non- 
metallic constituents of the feed, and thus eliminate the intermittent 
factor attendant upon the operation of the grinders previously mentioned; 
(c) discharge a product of such character that all the material larger than 
2.5 mm. is clean metal, while all the slag and cinders are ground to pass 
the same screen; (d) have a capacity of about 1 ton per hour; (e) have a 
reasonable repair and power charge. The following are the results of 
two tests run on a 414-ft. by 16-in. conical ball mill with these require- 
ments in mind. 


Description of the Test 


The mill used in these tests was a special one built by the Hardinge 
Conical Mill Co. for testing purposes and installed in the Hammond 
Mining and Metallurgical Laboratory, Sheffield Scientific School, Yale 
University. As will be seen from Fig. 1, the mill is mounted with the 
discharge end a on a fixed foundation b. The feed end cis carried on the 
wooden pier d which can be slid parallel to the long axis of the mill and 
fastened in any desired position by holding-down bolts in the floor slots 
e. The mill can be broken along the rims f and the cylinder g removed, 
thus giving a mill with no cylindrical section, or one, two, or three cylin- 
ders can be inserted making the cylindrical portion of the mill 16 in., 32 
in., and 48 in. long respectively, as desired. The mill is lined with chrome- 
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steel lifting bars. For the tests described herein, the following are the 


mill adjustments: 
One 16-in. cylinder used, making the mill the: standard 416 ft. by 


16 in.; tilt, 2.5 in. toward the discharge end; speed, 28 to 29 r.p.m. 
Ball Charge: — 


Size of Balls, Number of Balls Weight, 
Inches Pounds 

5 100 1,927 

4 100 951 

3 205 815 

1% 1,002 720 

Total ; 4,413 
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: Details of Tests ——Two runs were made, which are referred to as No. 1 
and No. 2 in the following notes. 

Run No. 1.—Feed, sluice concentrate, containing 30.01 per cent. coal. 
(For sizing test see Table I.) 


is = tee 


Feed rate, 2.24 tons solid per hour. 
, Moisture in feed, 42.9 per cent. 
Power consumption, 20 hp. 


Run No. 2.—Feed, first- and second-gate discharges from jig, con- 
taining 1.23 per cent. coal. (For sizing test see Table III.) 


Feed rate, 0.91 tons solid per hour. 
Be. Moisture in feed, 39.7 per cent. 
Power consumption, 21 hp. 
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Products.—Sizing-sorting-assay tests of feed and product of the two 
runs are given in Tables I, II, III, and IV. 


Summary of Results 


1. A concentrate can ‘be made by simply screening the discharge from 
the mill. The grade of this concentrate will depend on the character of 
the feed to the mill and the aperture of the screen used. Since brass 
containing more than 10 per cent. “dirt”’ (slag and coal) is unsuitable for 
remelting, the concentrate obtained by screening the product from Run 
No. 1 is not sufficiently clean. The product from Run No. 2 can be 
screened on a 1.651-mm. screen and will give a concentrate containing 90.9 
per cent. clean metal. If cleaner metal is desired, it can be obtained by 
using a screen of larger aperture. (See Tables II and IV.) . 

2. The material passing the 1.651-mm. screen in Run No. 2 (see 
Table IV) containing 13.9 per cent. metal, is too rich to be thrown away, 
as is done in some plants, or to be sold to a junk dealer at a couple of 
dollars a load, as is done in some others. 

3. In Run No. 2 about 25 per cent. of the total feed to the mill, con- 
taining 70 per cent. of the total metallic in the feed, can be saved clean 
enough for remelting without the use of concentrating machines. (See 
Table IV.) . 


TaBLE I.—Sizing-Sorting Test on Feed. Run No. 1 


On Screen GWasi5 Tons per 100 Tons Per Cent. 
Cumula-| Assay Clean 
Weight foo PeiGont ote Free Contained in ne 
at tahoe bae Cras Tons : : eri Metallic Slag Metallics Coal on Screen 
18.85 670.00} 1.14 1.14 20.5 0.285 | 0.335) 0.090 0.520 25.0 
13.33 | 4,350.00} 7.87 9.01 20.8 1.516 | 3.680) 1.104 2.674 20.1 
9.423)10,260.00| 18.60; 27.61 11.4 8.255 | 9.710) 0.168 5.635 20.1 
6.680/10,510.00 | 19.05) 46:66 Utne) 5.229 | 8.592) 0.176 5.229 22.0 
4.699] 7,295.39) 13.22) 59.88 23.9 4.100 | 5.950, 0.952 3.170 24.0 
3.327| 7,681.80| 13.92) 73.80 17.2 3.638 | 6.840) 0.197 3.442 24.4 
2.362} 5,081.21) 9.21); 83.01 17.0 1.576 | 5.060} 0.926 2.574 23.6 
1.651) 2,655.15| 4.81) 87.82 13.2 0.529 | 2.763) 0.485 1.518 22.9 
1,168] 1,517.14] 2.75) 90.57 10.4 0.254 | 1.135) 0.202 1.361 22.5 
0.833} 1,223.11} 2.21) 92.78 6.2 0.103 | 0.749) 0.117 1.358 22.1 
0.589] 1,107.47) 2.00) 94.78 4.8 0.107 | 1.125) 0.047 0.768 ONL e 
0.417; 780.74! 1.41) 96.19 8.6 0.147 | 0.710) 0.047 0.553 21.6 
0.295} 641.08} 1.16) 97.35 8.3 0.081 | 0.621} 0.072 0.458 21.4 
0.208} 433.23) 0.78) 98.13 8.8 0.064 | 0.421) 0.045 0.295 mils 
0.147} 326.12) 0.59) 98.72 4.7 0.027 | 0.367) 0.017 0.196 2152 
0.104) 289.23) 0.52) 99.24 8.9 0.061 |.0.295} 0.013 0.164 PINEAL 
0.074 125.09} 0.23] 99.47 9.8 0.026 | 0.144; 0.010 0.060 21.1 
Through 0.074) © 292.95] 0.53) 100.00 10.6 0.085 | 0.354; 0.005 0.091 Qe 
Loss 80.29 : 
Totals 55,320.00 |100.00)..... cesleseeeee-| 21.083 |48.851} 4.673 |30.066 
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Taste Il.—Sizing-Sorting Test on Product. Run No. 1 


Tons per 100 Tons Per Cent. 
Assay Clean 
é 100 tive Cu, J Metallics j 
Aperture, Weight, nee PerCent.|PerCent.| Free. sl Contained Coal in Product H 
millimeters Grams Metallic Metallics on Screen 4 
13.337, 15.12| 0.240) 0.240 17.5 0.067 | 0.023} 0.000 0.150 27.9 ; 
9.423 62.80} 0.995) 1.235 44.6 0.692 | 0.060) 0.018 0.243 61.4 t 
6.680} 211.78] 3.360) 4.595 44.9 2.306 | 0.449) 0.104 0.605 66.7 a 
4.699| 326.68] 5.180) 9.755 | 48.3 3.942 | 0.539; 0.061 0.699 71.6 3 
3.327| 401.79| 6.368) 16.143 42.6 4.038 | 1.036) 0.298 1.294 68.4 + 
4 
2.362) 436.05| 6.912) 23.055 41.2 2.829 | 2.232); 0.400 1.851 60.2 . 
1.651| 425.68) 6.752) 29.807 25.7 1.437 | 3.672) 1.335 1.643 51.4 ; } 
1.168 441.61} 7.003] 36.810 12.5 0.662 | 2.956) 0.733 3.384 43.4 ; 
0.833) 498.17) 7.900) 44.710 10.5 0.313 | 5.083; 1.008 2.504 36.4 
0.589) 550.18) 8.725) 53.435 8.1 0.488 | 4.923) 0.637 3.314 31.4 
0.417} 563.52) 8.939) 62.374 8.0 0.635 | 4.780) 0.503 3.524 27.9 
0.295} 481.63) 7.641) 70.015 6.6 0.342 | 4.396) 0.471 2.903 25.4 } 
-0.208} 385.10] 6.105) 76.120 7.3 0.154 | 3.772| 0.559 2.180 23.5 
0.147| 362.65| 5.754) 81.874 6.8 0.091 | 3.796) 0.535 1.867 22.0 
0.104} 328.29| 5.207) 87.081 6.5 0.078 | 3.571; 0.467 1.558 20.7 
0.074; 98.28} 1.560) 88.641 6.7 0.008 | 1.374) 0.159 0.178 20.4 
Through 0.074) 715.80) 11.359/100.000 9.3 0.011 | 8.829} 1.672 2.519 18.1 
Loss 104.88 
Totals 6,410.00 |100.000]........].....+..| 18.093 51,491} 8.960 (30.416 


TABLE TI:—Sizing-Sorting Test on Feed. Run No. 2 


On Screen 
ae Cumula-| Assay bye open aoe 
Weight 100 Per Cent Per Gant Fr Cc i ieeetaed 
rat iebieded Ceansn tS aad Metallic Slag Motalics Coal ‘on Eee 
26.67 | 323.00| 7.810) 7.810 55.9 6.285 | 1.525) 0.698 |...... 80.5 
18.85 | 363.0 8.775) 16.585 29.2 1.524 | 7261) “2.588 1... o. 47.1 
13.33 |1,065.00! 25.757) 42.342 25.8 6.045 {19.591} 5.425 0.121 32.7 
9.423/1,088.00| 26.307) 68.649 31.6 8.340 |17.846| 4.970 0.121 32.6 
6.680| 720.00| 17.420) 86.069 | 36.1 7.257 | 9.800} 2.808 | 0.363 34.2 
4.699) 380.00] 9.189) 95.258 42.9 5.200 | 3.747) 1.115 0.242 34.6 
3.327, 91.33| 2.210] 97.468 | 43.5 1.219 | 0.896} 0.320 | 0.095 36.8 
2.362) 28.16| 0.681] 98.149 | 43.9 0.380 | 0.267) 0.098 | 0.034 36.2 
1.651} 19.91] 0.482] 98.631 37.6 0.221 | 0.246) 0.069 0.015 37.0 
1.168 9.90| 0.239] 98.870 | 32.7 0.098 | 0.125) 0.026 | 0.016 37.0 
0.833 6.27| 0.152} 99.022 | 25.7 0.033 | 0.102} 0.030 | 0.017 37.0 
0.589 6.00| 0.145) 99.167 | 21.4 0.025 | 0.096) 0.024 | 0.024 37.0 
0.417 4.68] 0.111] 99.278 17.1 0.018 | 0.068} 0.013 | 0.025 36.9 
0.295 4.86} 0.118} 99.396 15.3 0.015 | 0.077; 0.013 | 0.026 36.9 
0.208 4.63| 0.112/ 99.508 10.7 0.001 | 0.084) 0.018 | 0.027 36.8 
0.147 4.73| 0.114) 99.622 10.5 0.002 | 0.079) 0.018 | 0.033 36.8 
0.104 5.00| 0.121] 99.743 7.4 0.001 | 0.084) 0.014 0.036 36.8 
0.074 2.73| 0.066) 99.809 9.1 0.001 | 0.051) 0.008 | 0.014 36.7 
Through 0.074 7.91| 0.191)100.000 13.1 0.010 | 0.161; 0.029 | 0.020 36.7 . 
Totals 4,135.01 |100.000|)........|........| 36.675 |62.096| 18.324 1.229 { 
: 
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3l 
TaBLE IV.—Sizing-Sorting Test on Product. Run No. 2 
On Screen Tons per 100.Tons Per Cent 
ton Cumula-| Assay Clean’ 3 
Apert Weight,| 10 |perGent./Per Gent aie 
rture, eight, erCent.;/PerCent.| Free Contained in Product 
Sailimastors Grams nous Metallic | Slag Metallics Coal | on Screen 
9.423 79.00 1.316 316 62.5 1.316 | 0.000} 0.000 0.000) 100.0 
6.680) 233.00] 3.881 197 61.8 3.827 | 0.054; 0.014 0.000 99.0 
4.699} 374.00| 6.229 426 61.3 6.075 | 0.138} 0.040 0.016 98.3 
3.327| 308.50/ 5.138 564 56.4 4.382 | 0.703) 0.248 0.053 94.3 
2.362) 328.50} 5.475 039 57.7 4.850 | 0.592) 0.205 0.033 92.9 
1.651) 248.00) 4.131 170 53.1 3.310 | 0.686; 0.197 0.135 90.9 
1.168} 183.90 3.063 233 45.8 2.080 | 0.875; 0.168 0.108 88.4 
0.833) 175.90) 2.930 163 36.3 1.399 | 1.387) 0.302 0.144 84.7 
0.589) 243.90 4.066 229 20.2 0.960 | 2.721) 0.352 0.385 77.8 
0.417) 308.00 5.132 361 12.5 0.553 | 3.837) 0.477 0.742 69.5 
0.295; 428.10 7.135 496 3 0.215 | 6.024) 0.841 .896 59.7 
0.208} 432.80 7.211 707 .6 0.213 | 5.880) 0.784 .118 52.4 
0.147) 460.80 7.680 387 10.7 0.233 | 6.338) 1.085 .109 46.1 
0.104! 507.00 8.446 833 9 0.183 | 7.222) 1.163 041 41.4 
0.074| 299.30) 4.987 820 11.5 0.161 | 4.262) 0.756 . 564 38.5 
Through 0.074/1,393.20| 23.180)100.000 11.5 AS26507 [O67 oisere aye.8 eve . 848 34.0 
Loss 206.10 
Totals 6,210.00 |100.000)........|...eeees 34.022 |57.786| 6.632 .192 


Taste V.—Elutriation Test on Minus 0.074-mm. Material, Product of 
Run No. 2 


erect bmreme| TOMES! a ee 
Mm. per Seo. Grams’ ub ice ea? Per Gent. Per Cent, 
Metallic Slag Coal 
9.5 0.45; 0.241 1.09 1.09 51.1 0.197 | 0.044 |0.000 
5.1 2.80; 1.499 6.80 7.89 23.5 0.563 | 0.986 |0.000 
4,2 1.67} 0.896 4.06 11.95 9.0 0.130 | 0.766 |0.000 
3.2 4.25) 2.273 | 10.82 | 22.27 12.1 0.440 | 1.8383 |0.000 
2.3 38.65} 1.955 8.87 | 31.14 10.0 0.313 | 1.617 |0.025 © 
1.5 3.87] 2.071 9.39 | 40.53 9.6 0.317 | 1.547 |0.207 
0.9 4.99| 2.672 | 12.13 | 52.66 9.8 0.419 | 1.9382 |0.321 
0.6* 9.09| 4.869 | 22.09 | 74.75 9.9 0.771 | 3.528 |0.570 
10.12} 5.435 | 24.67 | 99.42 10.4 0.905 | 3.929 |0.601 
0.24; 0.128 0.58 | 100.00 0.0 0.000 | 0.095 |0.033 
Totals ATE 13 3), 226039) | LOOROOI Tso ons, vis o,0'|'s'e si ere 010 « 4.055 |16.227 |1.757 


* The discharge from the elutriation apparatus with 0.6 mm. per second current was 


led into the bottom of a 2-liter wide-mouth bottle. 
into the neck of this bottle carried the fine slime to other bottles rigged up in the same 
way. After standing several hours the supernatant liquid in these bottles was 
decanted and evaporated to dryness giving the product marked B; the material which 
settled in all but the first bottle is marked A. The material which settled in the first 
bottle is that opposite the 0.6 mm. per second current. 


A siphon dipping about I in. 
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4. Comparison of the sizing tests on feed and product of Runs Nos. 1 
and 2 shows that finer grinding was done in Run No. 2. This is due 
partly tothe lower rate of feed and partly to the large percentage of coal in 
the feedin Run No.1. It will be noted (Table II) that more than 50 per 
cent. of the non-metallic material remaining on the 2.362-mm. screen is 
coal. A comparison of results shows that the coal does not grind as freely 
as the slag. 

5. Analysis of the data given shows that the metallics have been 
reduced in size (6.08 mm. to 3.62 mm. average size in Run No. 1, and 
11.83 mm. to 3.01 mm. average size in Run No. 2). The reduction is 
not, however, so great as indicated, by reason of the fact that the largest — 
pieces of metal were held back in the mill, the duration of the runs not 
being great enough for them to work through. The writers believe that 
the sharp increase in the percentage of minus 0.074-mm. metallics in 
Run No. 2 is due, not to sliming, but to the freeing of the included metallic 
from the slag, as was not done in Run No. 1. This belief was borne out 
by an elutriation test (Table V) which showed no metallic in the finest 
sizes, and was confirmed by microscopic examination of the minus 0.074- 
mm. material, which revealed the majority of the free metallics to be 
rounded, and not jagged as would be expected had they been abraded 
from the larger pieces, 

6. The tables show the reduction in size of the slag in the two runs 
and the necessity of this reduction in order to free the metal. Micro- 
scopic examination of a slag particle, 0.1 mm. in diameter revealed the 
presence of metal shot not more than 0.01 mm. in diameter. In order 
to free these shot for concentration the greatest possible reduction of 
the slag is essential. 

7. The reduction in size of coal is not so great in Run No. 1 asin Run 
No. 2. In both cases, however, the bulk of the coal will pass a 1-mm. 
screen, and is, therefore, too fine for burning economically without special 
appliances. Its value to the plant is much less than if it were removed 
from the ashes before grinding. 


Conclusions 


1. The 414-ft. by 16-in. conical ball mill, operated as described in Run 
No. 2, if fed a dirty brass concentrate containing slag and a little coal, at 
the rate of 1 ton per hour, will grind the slag and coal so that a great part 
of it will pass a 1.651-mm. screen while the brass in the feed will be only 
slightly reduced in size and can be separated from the dirt by screening. 
The screening operation can be performed by attaching a trommel of the 
proper aperture to the discharge end of the mill. 

2. If the feed to the mill contains a considerable percentage of coal, 
the product saved on the screen will contain more than 10 per cent. 
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“dirt.” The writers believe that this will be true even if the feed rate 
is considerably below 1 ton per hour. 

3. As compared with the other types of machine at present being 
used for grinding brass ashes, the conical ball mill should show a decreased 
repair cost, since screens are eliminated, and it has a further advantage 
in that it discharges continuously not only the ground slag and coal but 
also the cleaned metal. 

4. The metal is not slimed in the mill, but that which is not caught 
clean on the screen is of such size that it can be easily saved by proper 
table treatment. 

5. While the basis for the conclusion does not appear from these tests, 
the writers have found in other work along similar lines that with the mill 
horizontal the metal is not cleaned up and the large pieces of metal will 
not discharge. 


VOL. Liv.—3. 


34 ILLUMINATION OF MINES 


Illumination of Mines 


BY ROBERT P. BURROWS, * CLEVELAND, OHIO 
(New York Meeting, February, 1916) 


In preparing this paper the object has been to set forth facts relating 
to illumination problems, which, judging from the results realized in the 
iron and steel and other industries somewhat similar to mining, will tend 
toward furthering safety, production, and contentment of employees, 
as well as economy of operation in mines. By applying the principles 
of illumination with the assistance of modern appliances, the full benefits 
in efficiency may be derived from improvements already made in bene 
details of mine operation. 

The lighting of a typical coal mine may be divided into four distinct 
parts: 1, The lighting of the buildings about the top; 2, the lighting 
of the working faces; 3, general illumination at the bottom; and 4, special 
applications of lighting. 

The lighting of buildings about the top may be treated in the same 
manner as that of any other industrial plant, for we have a boiler room, 
an engine and generator room, a forge, a machine shop, and a hoist room. 
These can be well and efficiently lighted by the use of 100-watt tungsten- 
filament multiple lamps with proper reflectors so spaced and suspended 
that a power consumption of from }4 watt per square foot in the boiler 
room to 1 watt per square foot in the machine shop is obtained. The 
methods that apply to this kind of lighting have been ably treated 
by a number of authors,! and for this reason a detailed discussion is 
unnecessary. 

The lighting of the working faces is usually done by means of portable 
lamps, of which there are four types in use: The oil torch, the acetylene 
lamp, and the oil and the electric safety lamps. The different types have 
been fully described in numerous papers and articles and will not be cov- 
ered here, although a few figures on the cost of operation will no doubt be 


* Engineering Department, National Lamp Works of General Electric Co. 

1 Modern Industrial Lighting. Issued by National Electric Light Association. 
Industrial Lighting, Bulletin 20, Engineering Department, National Lamp Works of 
General Electric Co. 

Numerous papers on the various phases of industrial lighting have appeared in the 
_ Transactions of the Illuminating Engineering Society. 
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of interest. In attempting to oben cost figures, one is impressed with 
the fact that apparently very few such data have been obtained in this 
country. It would seem that such data would be of particular benefit at 
this time, with the advent of the electric safety lamp. 

The oil torch is without question the cheapest source of light. The 
acetylene lamp, at a cost of 6c. to 10c. per lamp per week, gives far supe- 
rior illumination, but the characteristics of this source of light as well as 
‘any other open-flame lamp will bear careful consideration in view of the 
ever-present desire for industrial efficiency and safety. It is the opinion 
of many that the greater percentage of disastrous explosions in this 
country have resulted from the use of open-flame lamps in the so-called 
non-gaseous mines. This question of safety, of course, merits serious 
consideration. 

The oil safety lamp has a distinct advantage in that it gives an indica- 
tion of the presence of gas. Its development marked one of the greatest 
advances in mine lighting, although in most cases at the present time it is 
not considered a guarantee against explosion when in the presence of gas. 
Figures obtained from foreign countries indicate the cost of using oil 
safety lamps is from 7c. to 9c. per lamp per week.? 

The electric lamp gives a steady and readily directed light, free from 
gases, soot, and frequent outage. A large proportion of the generated 
light is directed on the working face. It is sometimes considered a dis- 
advantage that the electric safety lamp does not give an indication of 
gas as does the oil safety lamp. The trend of opinion in England, how- 
ever, is toward choosing a lamp for the light it gives and the use of some 
other means for gasindication.* There is no question that an electric lamp 
passing the tests of the U.S. Bureau of Mines will give more light on the 
working face than any of the three previous illuminants, because it has 
been scientifically designed with that end in view. 

Foreign practice has shown that electric light costs from 12c. to 17c. 
per lamp per week. This cost is about twice that of the oil safety 
lamp. The light on the ‘‘face,” however, is materially increased by the 
use of the electric lamp. One foreign electric-lamp manufacturer places 
the cost of electric light at 2}4c. per lamp per shift.? This figure, though 
it seems low, can well be realized in this country with a large installation 
and proper care. In this connection, it is very necessary to have proper 
housing and proper attention for electric lamps—more so than with the oil 
safety lamps. It has been found in foreign practice that this care and 


a William Maurice: Electric Handlamps for Collieries, The Electrician, May 12, 
1911. 
F. J. Turquand: Design and Maintenance of Miner’s Electric Handlamp, London 
Electric Review, March 6, 1914. 
8 Transactions, Institution of Mining Engineers, vol. Bos part 1, pp. 53 to 61 
(1914-1915). 
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attention is very little, iif any, more expensive than the attention that is 
given to oil safety lamps, even though more expensive help is needed, be- 
cause fewer men are required to care for the electric outfits. This country 
has been slow in taking up the electric lamp. It has been said that in 
Belgium alone there are 12,000 outfits in use. The excellent work done 
by the U. S. Bureau of Mines to obtain the highest efficiency for this new 
source of illumination has accomplished what years of competition among 
electric mine-lamp manufacturers could hardly have brought about. 
The‘application of the principles of industrial illumination to the general 


lighting of mines must be made in the face of conditions difficult to over-_ 


come. In fact, all the conditions the illuminating engineer considers most 


Fig. 1—Typican Ming Layrovr. 


difficult are present: low ceilings, black walls, dust, smoke, and dampness; 
but in spite of these, very satisfactory results have been obtained. 

An ordinary mine, froma lighting standpoint, can be considered as com- 
posed of at least six parts: the bottom, the run-around, main entry, side 
entries, mule stables, and small rooms, such as offices, pump rooms, stor- 
age rooms, and first-aid rooms. These are shown diagrammatically in 
Fig. 1. The bottom, being the entry and exit for both men and coal, accom- 
modates more traffic than any other part of the mine and should be espe- 
cially considered from the standpoint of both convenience and safety. 
Fig. 2 shows a portion of a well-illuminated bottom and shaft opening of a 
typical mine. The lighting of the shaft in this case was accomplished by 
the use of 40-watt tungsten-filament lamps equipped with angle reflectors, 
placed above and across the shaft opening so as to direct the light on the 
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cages. The maximum intensity is at the near edge of the cage, and the 
eyes of the workmen on the side of the shaft toward the observer are not 
subjected to the glare of the lamps. For comparison, Fig. 3 shows this 
same portion of the mine lighted by the use of bare carbon lamps. It is 


Fie. 2.—WELL-Ligutep SHarr Bottom. 


Fig. 3.—Pooriy Licutep SHarr Bottom. 


readily seen that the distribution is not of the best and also that the glare 
of the bare lamps obscures that portion of the mine which lies beyond. 
These illustrations were made from actual photographs, retouched only 
enough to remove the halation effects of the bare lamps. The photo- 
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graph shown in Fig. 2 was exposed about 1 min. as against 15 min. for the 
one in Fig. 3. 

That portion of the bottom leading into the mine, where cars are di- 
rected on to the cages, can be well lighted with 40-watt tungsten lamps in 
shallow dome reflectors placed above and between the tracks. These 
units, spaced at about 6-ft. intervals and hung about 8 ft. above the floor, 
will give satisfactory distribution of light. It will be noticed from Fig. 4 
that the car wheels are well illuminated and that there is practically no 
glare. It would be well to design the lighting of this part of the mine ona 


basis of 4 to 5 foot-candles at the floor, not because the work demands this _ 


intensity, but because of the greater safety which results from ample 


Fig. 4.—PrRoPERLY ILLUMINATED ENTRY. 


illumination and because dust collecting on the lamps and reflectors de- 
creases the amount of light delivered. 

The run-around should require only sufficient light to make visible any 
obstructions in the path of the empties as they leave the cages. This 
part of the mine may be illuminated with 25-watt tungsten lamps equipped 
with shallow dome reflectors, spaced 15 ft. apart and suspended 8 ft. above 
the floor. In the main entry, the function of light is not so much to 
illuminate as to silhouette objects which may obstruct the passageway. 
With silhouette lighting, a comparatively small amount of light is needed 
to obtain the effect desired, which is to see objects outlined against some- 
thing that is lighted. For instance, whitewashed doors or walls reflecting 
the light toward the observer’s eye are excellent backgrounds against 
which objects form silhouettes when in the line of vision of the observer. 
The glint of the light on the rails forms another good surface from which 
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silhouette lighting may be obtained. With 25-watt tungsten lamps in 
shallow dome reflectors, spaced at intervals of about 300 ft., the height 
depending upon the height of the entry, the silhouette lighting is excellent. 
Two units, one to illuminate the switch and the junction and the other 
illuminating a portion of both the main and side entries, help to eliminate 
collisions and by the increased light warn the trip driver that his train is 
approaching such a junction. 

The mule stables with their low roofs may be effectively lighted with 
40-watt tungsten lamps equipped with angle reflectors placed along the 
back wall and as high as possible, one unit to each two stalls. In front 
of the stalls and opposite the angle units, 25-watt tungsten lamps with 
deep bowl reflectors may be used to illuminate the feed boxes and 
passageway. 

The mine offices need but one 25-watt tungsten lamp equipped with a 
shallow dome reflector. The fireboard at the bottom should be well 
illuminated with one or more 25-watt lamps of this type equipped with 
angle reflectors, depending upon the size of the board, while the pump 
rooms and storage rooms may be lighted in the same manner as offices. 


Fig. 5.—Vourace Recorp or Mine Licutine Crircvir. 


The first-aid rooms, in order that the best attention be given the injured, 
should not only be well lighted, but should have the walls well white- 
washed, thereby obtaining well diffused and distributed light. Frequent 
whitewashing of the walls of the bottom, offices, mule stables, etc., and 
the walls of the entries for 20 ft. each side of the units, will greatly increase 
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the illumination in these parts of the mine. Carbon lamps are most 
generally used in mines, but to keep the load on the generator as low 
as possible and maintain the most constant illumination in spite of 
voltage fluctuation, and to direct the light where wall and ceiling re- 
flection cannot be relied upon, tungsten-filament lamps with weather- 
proof enameled reflectors will, in my opinion, be found most satisfactory. 

It may be interesting, by reason of the high voltage usually found in 
mines, and its fluctuation, to show how the proper voltage for a lamp, to 
secure greatest life and light, is determined. A recording voltmeter is 
connected at the switchboard on the terminals of the switch controlling 
the lighting circuit, usually the trolley line. When this is in operation, a 
carefully calibrated portable voltmeter is connected in multiple with the 
recording meter and a section of the chart of the recording meter is com- 
pared with the readings of the calibrated portable meter. Fig. 5 shows 
a section of such a chart and the calibrated line. This chart should be 
taken over a period of at least 3 hr. and for 24 hr. if possible. 


TaBLE I.—Lamp Voltages for Various Line Voltages. Street-Ratlway 
Tungsten-Filament Lamps. 


Average Line Voltages Number of Lamps in Series | Voltage of Individual Lamp 

| f 
l 

250 2 120 

260 . 2 125 

270 2 130 

280 2 135* 

290 2 140* 

300 3 105 

325 3 105 

350 3 115 

400 3 130 

425 4 105 

450 4 110 

475 4 115 

500 4 120 


For voltages above 500, use five lamps in series as on street-railway circuits. 
* Special lamps. 


Voltage readings are then taken back from the shaft along the main 
entry at intervals of 300 or 400 ft. by means of the portable meter, the 
voltage and time being recorded. A study of the chart will show the 
average voltage over the period taken. A comparison of the chart with 
the voltage readings taken back in the mine will show the average drop in 
the line. From the average voltage obtained from the chart should be 
subtracted the average line drop obtained from the readings taken in the 
mine, the result being the voltage on which lamps will operate to give the 
same life as on the fluctuating voltage in the mine. 
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For average voltages up to 250 volts, regular multiple lamps should be 
used. For average voltages from 250 up to 280 volts, there is a choice of 
burning lamps in multiple or in series. The best practice is to burn two 
lamps, carefully selected for current, in series. Such lamps can readily 
be obtained and are known as street-railway lamps. For voltages above 
280, the proper lamps should be selected for series burning. Table I 
lists lamps for specific voltages. 

A recording chart, used as described previously, showed a maximum 
voltage variation of 20 per cent. From Fig. 6 it will be seen that with a 
10 per cent. reduction in voltage, the candlepower of the carbon lamps is 
20 per cent. lower than that of the tungsten lamps. Fig. 6 shows that the 
characteristics of the tungsten lamp are such that voltage variation does 
not affect candlepower as much as it does that of carbon lamps. 
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Fig. 6.—CANDLEPOWER CHARACTERISTICS OF INCANDESCENT LAMPS. 
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A few comparative cost figures in connection with the problem of more 
efficient illumination follow. Consider, for example, an installation, such 
as illustrated in Fig. 1, where twenty-six 40-watt tungsten lamps and 
reflectors and thirty-one 25-watt tungsten lamps and reflectors are to 
replace the same number of 32-cp. and 16-cp. carbon lamps, respect- 
ively. During a period of 300 days, at 10 hr. a day, the tungsten 
lamps would consume about 5,440 kw-hr., while the carbon lamps 
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would consume about 14,940 kw-hr. With the cost of current at 0.5c. 
per kilowatt-hour,the saving in cost of power with the use of tung- 
sten lamps would be about $50 a year. From this must be subtracted 
about $17 for the difference between the cost of the carbon lamps and the 
tungsten lamps. This will leave about $23 net saving. With the reflect- 
ors costing $60, the installation would be paid for in three years. 

These figures tend to show that if dollars and cents alone were consid- 
ered, it would be more profitable to use the higher efficiency lamps. This 
is even more marked when the illumination on the working plane is con- 


sidered, because with the use of reflectors the illumination is more than _ 


double that obtained with carbon lamps. 

There are many other places where special applications of lighting 
would tend to increase efficiency and convenience; for instance, trip- 
lights—now as a rule simply oil torches on the end of the train—could be 
easily replaced by small storage-battery outfits showing a red light. 
Locomotive headlights can be equipped with low-voltage concentrated- 
filament tungsten lamps in parabolic reflectors, with a decrease in trouble, 
increased light, and decreased breakage over the present carbon or reg- 
ular tungsten filament. Two 30-volt, 100-watt tungsten-filament locomo- 
tive-headlight lamps can be burned in series with a resistance. The loss 
in current through the resistance is a small factor as compared with the 
gain in steadiness and brilliancy of illumination from the parabolic head- 
lights. The construction of this lamp is such that maximum strength of 
filament is obtained, which is an essential feature where the service is as 
severe as on a locomotive. Another passible consideration is the placing 
of distinctive lights where telephones are located, or where first-aid equip- 
ment may be obtained. This could be accomplished by the use of red 
lights on the power circuit installed in connection with a small primary- 
battery system, which would operate a miniature lamp in place of the 
large lamp should the power circuit for any reasonfail. This system has 
been successfully worked out in theaters where the same principle is 
involved. 

It is hoped that, from the few figures given in this paper, it will be seen 
that the application of the latest scientific knowledge to the lighting of 
mines is not so expensive as it is generally thought to be, and should be 
considered as a means of increasing safety, bettering working condi- 
tions, increasing production, and at the same time decreasing the cost of 
operation. 


Discussion 
Epwin M. Cuance, Wilkes-Barre, Pa.—I have been very much 
interested in the comprehensive and able discussion of the important 


topic of mine lighting just given by Mr. Burrows, especially as I know by 
common report Mr. Burrows’ ability and his close touch with the de- 
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velopment of the electric mine lamp, and its use in mines in connection 
with a portable electric lamp. It is regrettable that Mr. Burrows 
was not able to acquaint himself more closely with the cost of mine 
illumination, the actual cost, as produced by a portable light as carried 
by miners, whether a flame safety lamp or an open light. Had he been 
able to acquaint himself more closely with these data, he perhaps would 
not have arrived at some of the conclusions which he has presented to 
us in his paper. For example, we find Mr. Burrows advises that the 
open torch is by far the cheapest source of illumination, as produced 
by a portable light. I am very sure that is not the fact. The cost of 
miners’ oil varies from about 25 c. a gallon to 90.c. a gallon. The various 
States have passed laws from time to time rendering it mandatory that 
the miner shall use, whether he is willing or not, a so-called better or 
higher grade of burning oil. These laws have entailed the use of an oil 
so expensive that the use of the oil torch has become practically impossible, 
and the acetylene or carbide miners’ lamp has largely taken its place. 

I have evolved a few figures showing the relative efficiency and 
usefulness of the open oil torch and the acetylene miners’ lamp. For 
example, the acetylene miners’ lamp consumes or burns 4 liters of acety- 
lene per hour, or 0.14 cu. ft.; the oxygen consumed is 10 liters, or 0.35 
cu. ft. per hour; air consumed, 50 liters, or 1.76 cu. ft. per hour; black- 
damp produced, 40 liters, or 1.41 cu. ft. per hour; air rendered extinctive 
to the acetylene flame, 112 liters, or 3.95 cu. ft. per hour; carbide con- 
sumed, 13 g. per hour. | 

The open oil:torch, on the other hand, burns about 20 g. of oil per 
hour; the oxygen consumed is 48 liters, or 1.69 cu. ft. per hour; air con- 
sumed, 240 liters, or 8.47 cu. ft. per hour; blackdamp produced, 191 
liters, or 6.73 cu. ft. per hour; air rendered extinctive to oil flame is 1,413 
liters, or 49.92 cu. ft. per hour. 

In addition to this, the acetylene lamp gives a much more accurate 
and reliable indication of the presence of blackdamp, for the reason that 
the oil lamp is too sensitive to blackdamp. The latter is extinguished if 
the oxygen in the air falls to 17.5 per cent. A man is able to live and 
work with 10 per cent. of oxygen, and a miner knows, when the oil lamp 
is extinguished, that he can still live in the atmosphere, and he will 
venture into regions where the air is extinctive to his oil torch, and be 
overcome, whereas with the acetylene lamp, the flame of burning acety- 
lene is extinguished in still air when the oxygen falls to 12 per cent. At 
14.5 per cent. the acetylene flame loses its brilliancy, becomes long and 
very blue, and the miner is given an indication of the presence of black- 
damp in dangerous quantities. He knows that blackdamp extinctive 
of his oil lamp is not so dangerous as that extinctive of his acetylene 
lamp and if the acetylene lamp loses its brilliancy, he knows he is near 
the danger limit and will not enter further into the mine. 
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The illumination produced by the oil lamp has an intensity of about 
2.5 cp. The illumination produced by the acetylene has an intensity 
of about 6, sometimes more, and sometimes as low as 5. The relative 
costs of these sources of illumination are about as follows: For the acety- 
lene lamp per week of 54 hr., the depreciation charge is about 2... The 
cost of carbide is about 7.5 c., based on carbide at 5 c. per pound, and 
assuming a consumption of 114 lb. of carbide per week, giving a cost per 
week of 9.5 c. In the case of the oil lamp, with oil at 45 c. per gallon, 
assuming that the lamp consumes 0.33 gal. per week, which has been 
found to be the average figure, this is a little low; the cost for oil is 
13.6 c. per week. The cost of about one-half ball of wick cotton, which 
will be used in the wick during a week, is 2.5 c., making the total cost 
per week for the oil lamp 16.1 c., an increase over the ‘acetylene lamp of 
6.6 c. per week. 

In addition to this, the cost for the acetylene lamp per week-candle- 
power is 1.6 c., whereas the cost for the oil lamp is 6.4c. per week- 
candlepower, showing clearly that the relative cost of the acetylene lamp 
and oil lamp is greatly in favor of the acetylene lamp. 

This has been borne out in practice. I have yet to see the men of 
a colliery that has abandoned the use of the oil lamp for the acetylene 
lamp willing to return to the oil torch. In addition to this, the oil 
torch, because of the nature of the materials burned, produces a large 


amount of sticky soot and more-or less offensive odor, which have 


been found to be very trying to the miners. 

In regard to the use of the so-called electric safety lamp in mines, I 
will say that this usage is at present in its infancy. I believe in the very 
near future we will have mine electric lamps that are very much more 
satisfactory than those which have been used in the past. 

There is no question but that this art is making rapid strides, as 
the author of the paper has so well stated, and that the Bureau of Mines 
has been especially active in promoting the improvement of these 
lamps. 

Regarding the relative cost of the electric lamp and the oil safety 
lamp, I will not go into detail for the reason that the oil safety lamp 
is provided by the coal operator, as required by law, remains his property, 
and is maintained by him. 


T. M. Cuancr, Wilkes-Barre, Pa.—(Demonstration with lamps).— 
I think I could not add anything in direct discussion of this paper, but 
the members of the Institute may be interested in some work we have 
done in attempting to produce an improved safety lamp. 

The great difficulty experienced in safety-lamp lighting is the low 
illumination available in the present forms of oil-burning safety lamps. 
The candlepower of these lamps will vary from 0.15 for the original Davy 
lamp up to a maximum of about 1.60 for the latest type of Ackroyd and 
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Best kerosene-burning lamp, which is obtained by the use of a reflector, 
the mean horizontal candlepower of this latter lamp being between 1.00 
and 1.20 Standard English Sperm candlepower. While somewhat higher 
values than those quoted have been obtained with the Davy lamp, we 


have found the figures given to be about the average attained in practice 
(see Tables I and II). 


TaBLE I.—Photometer Tests* 


Standard = 1.03 Standard English Sperm Candle—All readings corrected to Unit 


Candlepower 
Candlepower Average of Four 
re Fuel Time Lighted | Time Tested Readings 
End Flat 45° 
1 Sperm oil 10:30 11:30 0.115 0.115 0.115 
2 300° kerosene 10:30 12:00 1.10° 1.584 12° 
. 3 ~ | Benzine 10:30. 12:10 0.69 0.69 0.69 
4 Benzine4 10:30 12:20 0.83 0.83 0.83 
5 Acetylene 11:00 12:25 0.97 ORO idole os: lnc ots 
6 Acetylene 11:00 12:35 3.20 B20 Pare se ee ons 
@ Acetylene 3:00 4:00 4.00 BOO Ole ccctecenersts 
8 Acetylene 3:00 4:30 5.502 3.20¢ 3. 60° 
9 Acetylene 3:20 4:20 5.60¢ 17.002 6.60° 
5. 75° 
10 Acetylene 1:00 135 16.502 3.35° 4.10° 
esd Miner’s oil | 1:00 TA Odaw haste tiaras a Oe eras 
ee ees EE an all | ia cid, Renae 


* Reflector in use. 

> Reflector partly in use. 

¢ Reflector not in use. 

¢ Lamp smoking and flame in gauze. 


The highest illumination that has hitherto been available is that reached 
in the Ackroyd and Best lamp. ‘This lamp, which is made in England, 
burns 300° kerosene and gives a white flame of fairly intense illuminat- 
ing power. The lamp is of the Muessler type with a small glass chimney 
fitted to the lower end of the Standard Muessler chimney, and completely 
surrounding the flame. This construction greatly improves the ventila- 
tion of the flame and the increased illumination is largely due to this 
improved ventilation. The principal defect of the lamp is that heavy 
jars, or falls, extinguish it, and to permit its efficient use it has been found 
necessary to install electrical reigniting stations underground. 

One of the best types of liquid-fuel burning safety lamps used in this 
country is the benzine lamp. The Wolf lamp, built in Europe, and used 
generally in this country, is probably the most familiar type of benzine 


* Made by E. M. Chance, Wilkes-Barre, Pa.—Mar. 15, 1916. 


~ 


46 ILLUMINATION OF MINES 


lamp in use. This lamp is of the Marsaut type with bottom air feed 
and possesses admirable qualities. The illuminating power of the 
lamp has been claimed to exceed 1.0 candlepower, but in our tests we have 
never been able to get so high a result. This lamp has the same defect, 
although to a somewhat less degree, as the Ackroyd and Best, 7.e., ease 
of extinction. The Wolf people have overcome this trouble by the use 
of friction reigniters, either of the phosphorous match or Auer Metal 
type, a method of reignition of course impossible to use with a non- 


volatile fuel such as kerosene. 


TaBLEe II.—Description of Lamps Tested in Table No. I 


Lamp No. Description Type | Wick | Burner 
1 (Hughes Bros.) Davy) New Castle-Davy| Round Tin 
2 Ackroyd & Best} Muessler with Flat Porcelain 
safety with reflector| glass chimney 
3 Wolf safety Marsaut-bottom | Round Brass 
air feed 
4 Wolf safety Marsaut-bottom | Round Brass 
air feed smoking 
5 5-hr. Wolf safety Marsaut-bottom “|........... 2 No. 1 lava-tip 
; air feed Baldwin flames, 
3g in. high. 
6 12-hr. Wolf safety Marsaut-bottom |........... 2 No. 0 Baldwin, 
air feed lava-tip ; 
7 12-hr. Wolf safety | Marsaut-bottom |........... 2 No. 4 Baldwin, 
air feed lava-tips 
8 12-hr.Wolf generator,| Muessler with |........... 2 No. 4 Baldwin, 
Ackroyd & Best top) glass chimney - lava-tip 
& reflector 
9 Baldwin  half-shift} [TPfeed = |........... Baldwin, fish-tail 
open-hand lamp lava-tip 
10 Baldwin zar Cap lamp’: ! a/{Upeyieeonins Baldwin, lava-tip 
11 Standard cap Round Tin 
lamp 


This use of internal reigniters has been the subject of much discussion. . 


I understand that in West Virginia such igniters must be so made that 
the individual miner cannot relight his lamp but must apply to a mine 
boss or other official provided with a key for this purpose, and I believe 
a somewhat similar regulation has been proposed in England, as it has 
been thought that some otherwise unexplained explosions have been 
produced by careless reignition of lamps provided with such reigniters. 

In endeavoring to produce a safety lamp of improved illuminating 
power we felt that the liquid-fuel burning lamps already develop about 
the maximum illumination that can be secured with these fuels, and as 
the candlepower of the portable electric lamp cannot be increased 
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without a corresponding increase in the weight of the battery, it seemed 
to us that the most promising field for improvement was in the develop- 
ment of a satisfactory acetylene lamp. 

A number of European investigators have attempted to produce a 
practicable acetylene safety lamp but these attempts have failed because _ 
of the ease with which the acetylene flame is extinguished by concussions 
from shot firing. These investigators attempted to overcome this 


Fria. 1.—AcrtyLENne Sarety Lampe. Fig. 2. 


difficulty by the use of internal reigniters similar to those applied to the 
benzine lamps of the Wolf type, but such a method of reignition removes 
the lamp from the safety lamp class, because with manually operated 
reigniters of this kind, internal explosions may be produced in the lamp 
that will not only pass flame through the gauzes, but may even wreck the 
top of the lamp. This is due to the formation of explosive mixtures of 
acetylene and. air in the time interval between the extinction of the 
- flame and its reignition by the miner. The Belgian investigators at 
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Mons made elaborate tests of acetylene safety lamps fitted with reig- 
niters of this type and as a result of these tests the use of acetylene lamps 
with internal manually operated reigniter has been prohibited in Belgium. 

It seemed to us that this difficulty could be overcome if a reigniter 
could be made that was automatic and instantaneous in action. This 
conception of the necessity for an automatic reigniter resulted in the 
production of the lamps shown in Figs. 1, 2, and 3. These lamps are 
Standard 5- and 12-hr. Wolf acetylene safety lamps in which the man- 
ually operated reigniter, noted by the ring ‘‘a” in Fig. 1 has been re- 
placed by the automatic reigniter “b.’’ This automatic reigniter is in 
this case formed of a flattened coil of No. 20 nicrome (nickel-chromium 


Fria. 3. 


alloy) wire, placed between the flames of a two-jet burner. In operation 
the reigniter is heated by radiation from the flames, no portion of it 
being in contact with either flame. Immediately following the extinction 
of the lamp by concussion, the reigniter (which is red-hot) relights the 
jets as soon as the flow of acetylene through the burner is reéstablished. 
There is no time interval between the extinction of the flame and its 
reignition during which an explosive mixture could form within the body 
of the lamp, hence internal explosions are impossible. 

_ The lamp shown in Fig. 2 was subjected to the effect of a dynamite 
shot, lifting bottom, in one of the mines of the Wyoming region. This 
was a most severe test, the lamp being placed within 30 ft. of the shot. 


Several open acetylene lamps were placed beside it, and other open - 
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acetylene lamps were with the observers at a point 60 ft. up the gangway 
from the safety lamp. All these lamps except that fitted with the re- 
igniter were instantly, and of course permanently, extinguished. 

The acetylene safety lamp cannot be extinguished by shocks or jars 
as in the case of the benzine or kerosene burning lamp, and the automatic 
reigniter which we have provided eliminates the question of extinction 
from concussion. We believe that the use of this lamp will effect in- 
creased efficiency in the operation of safety-lamp sections underground. 


E..M. Cuance.—What candlepower has this acetylene lamp? 


T. M. Cuance.—The 5-hr. lamp, with the flames rather high has a 
candlepower of 3.0, and in the 12-hr. lamp we normally get 3 to 4 
candlepower. 


S. A. Taytor, Pittsburgh, Pa.—What is the price of this compared 
with the other? 


T. M. Cuance.—That is a commercial question. 


8. A. TayLor.—It is commercial, but still I think some of these men 
would like to know. 


T. M. Cuancr.—I am speaking as an engineer, and not as a manu- 
facturer, but of course I am interested in the matter of price and I believe 
the manufacturers will be able to put these lamps on the market to sell 
at about $3 to $3.50. 


GrorceE Ricr, Washington, D. C.—What is the method of relighting 
after the stored heat is dissipated? 


T. M. Cuancre.—There is none at all, and I think it would be a fatal 
objection if we had such a thing. If the lamp does not generate properly, 
and due to that is extinguished, I think the miner should not be allowed 
to tamper with it. If the lamp is charged with carbide and water and 
fitted with a properly designed feeding device, it must continue to burn 
unless extinguished by concussion, and that is taken care of with the 


~ automatic reigniter. When the lamp is upset, the flame commences 
_ to burn in the gauzes (due to insufficient oxygen supply) but reéstablishes 


ee ie 


itself at the burner when the lamp is righted. 


George 8. Rice.—Don’t you find that with an explosive mixture of 
acetylene gas and air, the flame will pass through the gauze, whereas 
the flame of a methane mixture will not? 


T. M. Cuance.—I presume you are alluding te the Belgian experi- 
ments. ‘These experiments showed that, a lamp generates acetylene 
with the flame extinguished, and that this acetylene may be fired by 
a burning lamp, provided you have these conditions: A lamp hanging 
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perfectly motionless, in an absolutely quiet atmosphere, with a perfectly 
explosive mixture of acetylene and air. I believe M. Lemaire, who was 
in charge of this work, made the statement that while this was true, it 
was not fair to the lamp, because in a mine the lamps are not used hang- 
ing in a tightly closed box. The best proof of this can be shown by 
placing the two lamps together, one with the flame burning and the 
other generating acetylene with the flames extinguished. It is readily 
seen by placing the burning lamp side by side with the lamp gener- 
ating acetylene that no passage of the flame takes place to the exterior 
acetylene. : 


Grorce 8. Riczr.—Then your system to meet that particular condi- 


tion would be to have underground relighting stations or stations where 
the miner could change his unlighted for a lighted lamp? 


T. M. Cuancre.—Just as in any colliery where a large number of 
safety lamps are used and where the percentage of outage is large. 
I understand that in England at one colliery test an average of 2.5 per 
cent. of the lamps used underground were out per shift. As I said before, 
the only thing that can extinguish this lamp is failure of the generator 
to generate acetylene. I do not think a lamp can be produced that will 
be absolutely fool-proof. You cannot build an electric lamp in which 
the wiring cannot be short-circuited or the battery cannot fail. 


D. B. Reger, Morgantown, W. Va.—Have you ever tried any dif- 
ferent mechanical arrangement of the safety lamp so that you can get 
different illumination in the roof of the mine and the bottom of the mine? 
My experience was that with the safety lamp I could not see the roof at 
the top nor see the bottom of the mine. 


T. M. Cuance.—You can see the roof with an acetylene lamp much 
more clearly than with the other types; the roof looks gray instead of 
black. I believe there might be some advantage in producing a lamp 
in which some of the light was reflected from the top. That is merely a 
matter of optics. 


R. V. Norris.—Is it a question of utility? 

T. M. Cuancz.—And optics to get a satisfactory lamp. 
R. V. Norris.—Can that lamp be put out? 

T. M. Cuancn.—Yes, it has a valve for that purpose. 
R. V. Norris—How? 7 

T. M. Cuancze.—By turning the valve. 


R. V. Norris.—Are you now generating acetylene under pressure? 
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T. M. Cuancr.—No, the water is cut off and the gas valve is shut 
and what little generation is still going on is bypassed to the atmosphere. 


Groree 8. Ricr.—This appears to be an interesting and perhaps a 
very valuable discovery. Do you think there is any material danger, 
if two men are provided with a lamp, and one lamp has gone out, and the 
men are carrying the lamps in juxtaposition, of gas generated from the 
first lamp being ignited in the second lamp, the flame flashing through 
the gauze? 


T. M. Cuance.—Absolutely none, because if the men are walking 
together they are moving in the air. 

As to this other question of the firing of one lamp from another, it 
is simply a matter of refrigeration, 7.e., of having sufficient screen capacity, 
This can be seen by lighting the acetylene generated upon the top of 
the gauze. The acetylene remains ignited and burns on the exterior of 
the gauze like a Bunsen burner, but the flame does not pass through the 
gauze into the body of the lamp. The gauze must be in a red-hot con- 
dition before it will pass the acetylene flame. I would like to emphasize 
the fact that acetylene has no peculiar characteristics of importance in. 
this connection, other than its low kindling point. 


E. M. Cuancze.—These lamps generate about 5 or 6 liters of acetylene 
an hour, and the volume of explosive mixture is so insignificant that it is 
almost impossible to obtain an aura about the lamp, an explosive aura, 
when there is the minimum movement of air. The acetylene is gen- 
erated at a higher temperature than the air, and tends to rise and move 
away from the lamp all the time. 


E. T. Lepnum, Chicago, Ill—yYou spoke of an experiment with an 
explosion of dynamite, or high explosive, as extinguishing that light. 


' Have you ever tried it with black powder? 


T. M. Cuance.—The small 5-hr. lamp with a single-jet burner 
was tried on two different occasions and successfully withstood the 
effect of a black powder shot at both places. 


E. T. Lepnum.—The black powder shot is of longer duration. 


T. M. Cuancr.—That may be true, but it does not have the same 
reversal of pressure that accompanies a dynamite ‘explosion, and it 
has nothing like the effect on an acetylene lamp. 

R. Dawson Hau, New York, N. Y.—What are the weights of the 
various lamps? 


1. M. Cuancz.—The 12-hr. lamp weighs 5 lb. 13 oz., charged with 
carbide and water; small lamp 3 Jb, 13 oz.; Wolf benzine lamp 3 lb. 8 
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oz.; Ackroyd and Best 3 lb. 8 oz.; small Davy lamp 2 lb. 4 oz.; 12-hr. 
acetylene lamp is’ massively built, and we think the generator can be 
considerably lightened. | 


R. Dawson Hatu.—What possibilities are there in the acetylene 
lamp of breaking the glass of the lamp; that seems to be the weakest 
point in it; when you lean it over on one side you are liable to break the 
glass. ; 


T. M: Cuancz.—There is this difference: When the oil lamp is up- 
set, if the light does not go out the flame burns against the glass and 
is sure to break it, whereas with the acetylene lamp’ the flame almost 
immediately commences to burn up in the gauze and thus saves the glass. 
The Belgian Commission made a number of tests of glass breakage with 
acetylene lamps, and did not find it a serious or valid objection to the 
lamp. 


R. Dawson Hatu.—Have you determined as to the “pick-up” 
power of the lamps, the amount of fire-damp you can pick up with the 
lamps? 


T. M. Cuance.—That is simply a question of heat value; if you 
have a hot flame you can pick up the gas. The European experimenters 
have found no difficulty in that- direction. 


Hue ARcHBOLD, Scranton, Pa.—Some time ago I stuffed gauze on 
the ordinary acetylene cap lamp and tested out in competition with the 
Davy, to find out if the acetylene picked up as well. With the long 
flame that the acetylene lamp gave, I found I was able to pick up a cap 
where I could not do it with the Davy. 


T. M. Cuance.—About 1840 the Muessler lamp was introduced, . 
and since that time the vast majority of safety lamps used abroad, 
and in later years in this country, have been lamps equipped with 
a glass shield over the flame, and the experience of almost 80 years 
has shown that the danger due to glass breakage is a negligible quantity. 
When a glass breaks in a well-designed safety lamp the upper portion of 
the lamp structure holds it in position, and as it is placed under com- 
pression when the lamp is screwed together it stays in position in the 
lamp body. 

The miner’s electric cap lamp is a very different proposition; if the 
miner does not catch his battery against the caps in an entry he is ex- 
ceedingly likely to strike the roof with his head and break the lamp 
glass. The strength of the average cap lamp protective glass and electric 
bulb is very different from that of the cylindrical safety lamp glass held 
tightly in compression. 
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G. H. Stickney, Cleveland, O.—Referring to the lamp on exhibition, 
[ would like to inquire about the possibility of gas ignition if the glass is 
accidentally broken. This point was very strongly emphasized by the 
Bureau of Mines in connection with the design of electric mine lamps. 

No doubt the members of the Institute have an immediate interest 
in the particular apparatus described here. As an outsider, however, I 
am disappointed that the discussion has not taken up the general subject 
of mine lighting suggested by the paper. I sincerely believe that the 
provision of better illumination in mines will, in the long run, prove of 
vastly more importance. In the past few years one industry after 
another has emerged, so to speak, from the gloom, and whereas formerly 
it was considered practicable to get along with almost no light at all, 
higher and higher standards have been demanded. These have resulted 
in remarkable gains in safety, efficiency, and economy. While mining 
experts today seem to feel they are getting along fairly well with the low 
intensity employed, I believe before long it will be found not only profit- 
able, but actually necessary, to raise the standards of illumination far 
above any which you now conceive. 
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Broken Hill Underground Mining Methods 


BY E. J. HORWOOD,* BROKEN HILL, N. 8. W., AUSTRALIA. 
(New York Meeting, February, 1916) 


THE varying physical character and large extent of the Broken Hill 
lode necessarily involve the employment of a variety of underground 
methods. The lode had its origin in an extensive fault plane traversing 
metamorphosed schists conformably, as a rule, with their beds of strati- 
fication. The underground waters carrying minerals in solution depos- 
ited their contents in the original cavities formed by the faulting action, 
and in the enlargements of these cavities due to dynamic forces brought 
to: bear on the rocks, more especially on the hanging-wall side of the fault. 
This deposition was supplemented by metasomatic replacement of a 
portion of the original rock contents by the argentiferous sulphides of 
lead and zine which form the staple products of the district. 

Although the orebody is practically continuous throughout the mines, 
its width varies greatly, ranging from a few feet to about 350 ft. The 
widest portions occur in conjunction with huge folds in the inclosing 
country rock, almost exclusively on the hanging-wall side. The ore in 
these folds pitches to the south in the southern half of the field, and to the 
north in the northern half; there are, however, undulations in these ore 
channels evidently due to compression of the rocks in the direction of the 
channels. In the earlier days, before the orebodies had been opened up, 
vertical cross-sections across these bulges in the hanging wall gave the 
lode the appearance of the ‘‘saddle formation,’”’ so well exemplified at 
Bendigo in Victoria; but subsequent development of the ore channels has 
long since proved that the formations in the two districts are entirely 
different. 

The depth reached by the zone of complete oxidation of the sulphides 
varies from about 250 to 550 ft. from the original outcrop, while partial 
oxidation extends in places below the 1,000-ft. level. The result of oxidiz- 
ing influences has been the production of ore of every grade of cohesive- 
ness, from that of dry sand to that of hard compact rock. 

The methods of mining followed in this field, and even in individual 
mines, are varied in accordance with the character of the ore. The gen- 
eral practice of the field is to sink vertical ‘shafts, generally on the foot- 
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wall side, free from the liability of disturbance from settlement due to 
. stoping. 

Where there is an assurance of depth of orebody, the levels are spaced 
at distances up to 200 ft., which is considered the maximum for economical 
working, for, although the cost of opening up each level per ton of ore 
commanded would be decreased by a further increase in the spacing, the 
extra costs due to extra wear and tear of chutes, reduced accessibility of 
the stopes, ete., would more than counterbalance that saving. 


Shaft Sinking 


The largest shafts in the district measure 13 ft. 8 in. by 9 ft. 6 in. 
within timbers, and are divided into three compartments—two for wind- 
ing purposes and one for ladderway, and to accommodate air main, 
pump column, electric light and power cables, etc. The details of the 
shaft timbering are shown in Fig. 1. Each winding compartment carries 
cages capable of holding two ore trucks, end on, each about 25 ecwt. 
capacity; draft horses are also sent up and down in these cages at the 
‘end of each shift. 

Bearers, the ends of which are let into hitches cut in the solid rock, 
are placed about 50 ft. apart vertically, and below them, in addition to 
wood blocking, each wall plate is hung from that above by means of 
wrought-iron hangers, as illustrated, until the weight can be taken by the 
succeeding bearers. Strong frames are usually hung below the lowest 
wall plate to protect it from flying rocks, the result of blasting operations 
when sinking. 

The maximum distance of the timbers from the shaft bottom during 
sinking varies according to the nature of the ground. The general 
practice in sinking these shafts is to employ four reciprocating rock drills 
on two stretcher bars, and to arrange the holes so as to be able first to 
fire out a central cut across the shaft, after which the holes adjoining the 
cut are fired in succession by using varying lengths of fuses. A depth of 
about 6 ft. is gained with each firing. Electric firing has been tried on 
various occasions, but was not adopted because of the greater economy in 
explosives resulting from the use of time fuses, which enable the bur- 
den on the various holes to be successively reduced. 

In sinking Delprat shaft on the Proprietary mine from the surface, 
the bottom of the shaft was illuminated by rays of electric light thrown 
down the center by means of a parabolic reflector and a mirror placed 
on the surface at an angle of 45°. In order to avoid shadows, the 
dividing timbers were left out until the sinking was completed. Opera- 
tions were thus materially facilitated, especially as there was a consid- 
erable quantity of dripping water. Powerful first-motion engines and 
buckets of 20 cu. ft. capacity were used for sinking direct from the 
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surface, but in deepening existing shafts considerations of available 


room tend to restrict the size of the hoists, which, in such cases, are _ 


usually geared. As these lifts, however, are smaller, rapid hoisting is 
not so important. Travelers, whose depth, to prevent jamming, is not 
less than twice their width, are used to guide the bucket through the 
timbering; these work in ordinary runners. 
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Fig, 1.—Puan or Devprat Suarr with Deraris or Timprrs, Broken Hip 
Proprietary Co., Lip. 


The Kinetore shaft on the Central mine was recently sunk for a time 
with the use of hammer drills held in the hand, the maximum depth of 
hole being from 1.5 to 2 ft. The system was, however, not persisted in, 
because with the particular type of drill used the effect of the vibration 
was too severe on the men using the machines continuously for the con- 
siderable periods necessary, and, in addition, the substitution of short 
lifts for the deeper sinks to which they were accustomed was not favored 
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by the contract miners. So the reciprocating drills were finally reverted 
to. ‘There seems, however, to be every probability that shaft sinking 
may be advantageously carried out by this method with machines hav- 
ing less vibration, and further attempts will no doubt be made in that 
direction. 

Where new shafts are being provided to command existing workings, 
the practice is to put up rises about 6 ft. square from the various available 
levels, subsequently stripping the sides to accommodate the shaft timber- 
ing. Rising is effected with the modern air-fed hammer drills using 
water, either through hollow steel or by means of sprays, to allay the 
dust. By this method shoveling is avoided; the expenditure in explo- 
sives is reduced; delays caused by baling water are eliminated; and 
power is saved in hoisting, since the broken rock can generally be used 
for stope filling on the various levels. 


Winding Engines and Equipment 


The general practice of the field is to employ first-motion, double- 
drum steam engines, fitted with auxiliary steam cylinders controlling 
the brake release and reversing gear, and thus reducing to a minimum the 
physical exertion of the drivers. The function of the auxiliary control- 
ling the brakes is to keep the brakes off, as counter-weights supply the 
power for the brakes, which would be automatically applied in the event 
of failure of the steam appliances. Post or pillar brakes are generally 
used with Ferodo linings, those having parallel motion giving the best 
results. Piston valves are generally used on these engines, the cutoff 
being generally at a fixed position and full steam applied until the cage 
is within a safe distance of the surface, when the steam is turned off; but 
in the case of the South mine more elaborate expansion gear is employed 
with satisfactory results. 

The exhaust steam from the principal winding engines of the Bistvigh 
is discharged into accumulators feeding the exhaust-steam turbines which 
furnish electric power for general purposes. 

Revolving indicators enable the driver to watch the position of the 
cages, and in the case of Delprat shaft on the Proprietary mine the view 
of the brace, etc., is obstructed so that the driver’s attention shall not be 
diverted, thus requiring him to work only according to his signals and 
indicators, 

On the larger engines plough-steel wire ropes of Lang or Albert lay 
are used, 114 in. in diameter with a factor of safety of about 10 or 12 
on dead pull when new, and having six strands of 17 or 19 wires, the for- 
mer where the pulleys and drums are of ample diameter. 

On the Proprietary mine springs are used, as shown in Fig, 2, near 
the attachment of the ropes to the cages to take up the shock when the 
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weight is coming on to the rope with a view to increasing the useful life 
of the ropes, 

Regarding safety appliances to guard against overwinding and break- 
age of ropes, in addition to those on the cages (on which grips engaging 
the sides of the timber runners are favored), safety hooks of the well- 
known Ormerod type (see Fig. 3) are used, which disengage the rope on 
passing through thimbles placed below the pit-head pulleys and support 


Fia. 2.—Sprines ror Repucine SHocxs to WinDING RoPEs. 


the cage. In addition, safety chairs are fixed above the top brace to 
catch the bottom of the cage if the other appliances fail. 

At all shaft entrances lattice-work iron doors, balanced, are provided 
to prevent persons entering the shaft, and in addition heavy bars of steel 
rail, also balanced, are used to prevent trucks entering the shaft. 

Poppet heads of the gallows-frame type are in general use, con- 
structed of steel lattice framing, built clear of the engine house, which is 
generally of masonry. 
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The equipment of the top brace, or landing, includes a revolving 
tippler on to which a truck of ore can be tipped by an ore inspector whose 
duty is to bring to the notice of the underground manager any cases 
found where mullock in undue quantity, or pieces of ore too large for the 
breakers, are included, in which cases offenders are punished by suspen- 
sion or dismissal, according to circumstances, 

As a prevention against fire being communicated from the surface 


Cheek Plates 


Center Plate 


Fic. 3.—Ormerrop Type or Sarety Deretacuine Links. 


works underground, or vice versa, a section of the shaft timbering on the 
Proprietary mine is cut out just below the surface chairs; heavy plate- 
iron doors are hinged to the sides and can be closed at short notice. Like 
all the safety appliances, these are thoroughly tested periodically to 
insure their efficiency when needed. In conjunction with these, plate- 
iron doors are provided at all approaches to the shafts to control the 
air currents in case of fire. aA ae 

In only one instance in the district, namely, at the Zine Corporation, 
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is the system of skips with ore pockets below the plats used. It ‘is 
found generally more convenient, in view of the moderate tonnages 
hoisted at individual main shafts, to use cages, which are then always 
available for use in hoisting and lowering men, horses, and material 
as well as the ore trucks. Moreover, the latter system enables the weight 
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Fra. 4.—Caar Accommopatina Two Ore Trucks. 


of each party’s trucks of ore from any number of levels to be definitely 
ascertained at the single weigh-bridge on the surface. 

In the case of the Zine Corporation, owing to the regularity of the 
orebody and (in the upper levels) its moderate width, it was practicable 
to pay contractors by measurement, so that the disadvantage last men- 
tioned as attaching to the use of ore skips does not exist, 

At Delprat shaft on the Proprietary mine, where as many as 1,650 
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trucks of ore have been hoisted from about six levels in an 8-hr. shift, 
after changing half the number of men employed on the shift and with 
the usual 20 min. for crib, a back-shunt is provided at the back of each 
plat, into which the empty trucks are pushed; from the end of this back- 
shunt the trucks automatically gravitate to a line parallel with the full 
lines and laid on the requisite grade, and of sufficient length to accom- 
modate 25 or 30 empties, which are taken away by horse traction in 
“rakes” of 10. 

The use of cages (Fig. 4) capable of carrying two trucks, end on, 
facilitates rapid caging, and this is further assisted by the use of a sliding 
bar which retains the empty trucks in the cage on the loading side of 
the shaft, and vice versa as regards the loaded trucks, rendering it un- 
necessary to handle more than one bridle at each caging or uncaging of 
trucks, as the sliding bar is automatically pushed to and fro into position 
by the moving trucks. 

For horse traction, the general practice is to use trucks with wheels 
fast on the axles; but where the distance of the shaft from the ore chutes 
is short, hand-trucking .is practiced, and in some of these instances one 
wheel only on each axle is fast, facilitating trucking on curves. 

At the South mine a system of automatic signals has been introduced 
for the purpose of indicating to the engine-driver whether the chairs are 
in or out for each level; this is achieved by the use of electric contacts 
attached to the chairs and a series of electric lights in front of the driver 
in the engine room. Although this device is claimed to have proved 
itself reliable, the managers of other mines, where the shafts are probably 
wetter and short-circuiting is, therefore, more likely to occur, have pre- 
ferred to guard against chairs being left in by requiring the driver, in 
changing over to a new level, to lower the cage slowly when passing 


levels for the first time. 


Pumping Facilities at Main Shafts 


As the various levels are laid out on a gradient of about 1 in 190, or 
steeper, toward the shaft, the drainage of the mines is conveniently 
concentrated at the shaft plats, where excavated tanks are provided 
below the rail level at the pumping stations to hold sufficient water as 
sumps. Electrically driven geared pumps of various makes are used, 
pumping against heads of from 400 to 1,000 ft. 


Communication between Surface and Underground 


Telephonic communication between the surface and the various levels 
and isolated portions of the principal mines is established by connection 
of these places with the surface mine exchange. Hoisting signals are 


given by means of balanced wire ropes, the moderate depths of the local 


mines permitting the satisfactory use of this means of communication. 
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Ventilation 


Artificial ventilation is generally practiced on the field, fans of the 
Capel type and of about 70,000 cu. ft. per min. capacity against 3-in. 
_ water gage being most common. Other types of similar capacity rep- 
resented here are the Waddell and the Sirocco. On the Proprietary mine, 
which covers 34 mile, are both a Capel and a Waddell fan, In general 


Ao 
EN ; 
mora ayy \ Hinged Delivery Cover 


Scale 
QO}! 24S" /o! 
La ee 


| 


CLLLLLLLL LLL LLL 
eee 


Gun 


Fia. 5.—ARRANGEMENT OF AIR ss Ned Doors, Etc., For Reversina VENTILATING 
URRENTS. 


use these fans exhaust the air but ducts and doors are provided, as 
shown in Fig. 5, by which these fans can be promptly made to act as 
pressure fans in case of fire making a change of draft advisable. 


General 


Magazines capable of holding sufficient explosives for 24 hr. are 
established on each important level, and generally, in conjunction with 
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_ them, stores of tools are provided, the rule being that no new article will 


be issued before the return of the old. All tools, except drills and picks, 
are branded with numbers for identification, Explosives are issued to 
contractors and charged against their contract, at the expiration of which 
a statement of earnings and all details is furnished to them. The 
majority of the contracts are for 4 weeks; but in some cases where the 
working conditions are liable to change considerably during the period 
of contract, they are for 2 weeks only. In some other cases, where con- 
ditions remain unchanged, contracts are sometimes let for several months. 

Tools are provided free of charge, but any loss sustained other than 
through fair wear and tear is chargeable to the contractors, who constitute 
the great bulk of the workmen. Wages-work was general in stopes up to 
1892, but the efficiency of the work fell so low that contract, or piece- 
work, was insisted upon, and generally introduced after a strike lasting 
18 weeks. Owing to the higher earnings prevailing under this system, 
the majority of the men now favor contract work, which, in view of the 
inherent difficulties of supervising wages-men in so many isolated locali- 
ties, is the only practicable means of securing efficiency. 


Underground Development and Extraction Levels 


The general practice of the field, except where the lode is narrow, is 


7 to place the extraction levels in settled country, at a safe distance from 
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Fia. 6.—Rocx-Dritt Carriage Usep at Centrat Mine. 


the lode on the foot-wall side. These are generally about 8 ft. wide, 
and carry double tracks. 

Where the orebody is wide, crosscuts are run through the lode 
every 100 ft. In some mines where time of completion is of great 
importance, a special rock-drill carriage run on rails is used, on which 
four drills are mounted, enabling the face to be bored out quickly, The 
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best of these, namely, the one used on the Central mine, is illustrated in 
Fig. 6. The most economical method of driving, where time permits, is 
to allot two faces (if available) at convenient distance apart, to each 
party, so as to permit the handling of the broken rock by truckers, thus 
limiting the miners to operations requiring more skill. 

The favored system of firing is that in which the whole face is bored 
out before dismantling the machines, the holes for the initial cut (which 
is generally formed in the center of the face) being fired first, of course, 
and the surrounding holes in rotation, so that by varying the lengths of 


fuses the burden on each hole may be lightened by the preceding firing 


(see Fig. 7). 
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Fig. 7.—ARRANGEMENT OF Hotes ror Buastinae Out Drirt. 


Rises 


Since the advent of the air-feed or telescopic hammer drill, vertical 
connections have been made to a greater extent than formerly by this 
means instead of by winzes. The advantages of rising are numerous. 
There is less risk of injury to miners, as the danger of stones or tools, etc., 


falling from bucket or sides of winzesis absent. The facilities for han- | 


dling the broken rock are greater, shoveling on a rough bottom being 
eliminated. The engine-driver and braceman are’ dispensed with. 
There is improved ventilation, since the timbering of the rise can be 
carried closer to the face than in winzes, enabling effective use to be 
made of incoming fresh air whether induced by fans, air or water jets 
in ventilating pipes, or by curtains in adjoining drifts. The light weight 
of modern rising drills facilitates the work of rigging the machines in 
the most advantageous positions. Finally, in rises there is the absence 
of trouble from water; the greater facilities for detecting missed holes; and 
the fact that missed holes are less likely to occur in rises than in winzes, 
which are usually wet. Another advantage of rises as compared with 
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winzes is the better ventilation of the former, heavy CO. gas tending to 
lie on the bottom of the winze. 

The modern hammer drill makes much less dust than the reciprocating 
drill, and the small amount produced is easily laid by using water in the 
hole through hollow steel or water sprays playing on the collar of hole, 
Although for the past few years the Regulations under the Mining Act 
require a water supply wherever rock-boring machines are in use, it 


_ may be mentioned that for years before this rule came into force, all the 
hard-ore stopes in the Proprietary mine were reticulated with water under 


good pressure, enabling water jets to be used when boring; it was recog- 
nized that any condition tending to injure the health of the workmen 
called for remedial measures, not only for humanitarian reasons but in 
the interests of the industry generally. 

It has sometimes been sought to limit the height of rises by statute, 
but this is unnecessary, since excessive heights are prohibitive by reason 
of expense in handling tools, timber, etc. Various systems of timbering 
are employed. In some cases the rise is simply divided into two com- 
partments by timber, lined on the side which is to be used as a chute for 
the broken rock. The other compartment carries the ladderway, 
water and compressed-air pipes, and 10-in. pipe for ventilation. ‘Two 
square sets are also used, especially where the ground is not hard, and 
the extra size of the rise is therefore not objectionable on the score of 
expense. . 

Another method of timbering is the “box” rise, in which three 
compartments are formed in the same way as the two above described, 
the central compartment being used as a chute, and kept always nearly 
full. 

By placing a curtain in the drift or crosscut opposite the chute, 
the air is made to travel up one side of the rise to the top and down 
the other. The extra length of this class of rise leads to increased cost, 


but those favoring it claim an advantage through having no ventilating 


air pipes to trouble about and to protect when firing—a precaution 
often neglected by the men. 


Trucks 


A simple form of ore truck is used where horse traction is employed, 
The bearings are so made as to permit the automatic greasing of the 
axles in passing revolving greasers. End- and side-tipping trucks are 
used for handling mullock, etc., and for filling stopes, 


Methods of Stoping 


Where the ore is friable, and therefore not self-supporting, the square- 


| set system is now universally adopted, using sets of sawn 10 by 10-in. 
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Oregon pine, generally 6 ft, square and 8 ft. high from center to center. 
Because of several serious underground fires, attempts have been made, 
especially on theProprietary mine, to replace this system by the crosscut 
and others. In the former case, successive horizontal slices about 6 ft. 
wide by 7 ft. high were taken out and filled, and any drift timber used in 
the lower floor was drawn when the floor above was being stoped, tapered 
legs being used to facilitate this. Owing to the increased labor involved 


to both miners and mullockers, and the slow rate at which large bodies of 


ore can be worked, square sets were reverted to. 

In places where the ore was sufficiently self-supporting, sloping stopes 
taking out slices 10 to 15 ft. wide were tried, The cost of handling the 
ore and mullock filling was very low; but by reason of variations in the 
strength of the ground what appeared a perfectly safe width at one time 
might be unsafe later on; and this system was also discarded, except 
in isolated cases. 

In using square sets for stoping these large masses of ore, it was 
the rule in the earlier days to work out the ore in stopes 100 ft. high. 
Although this has been successfully done in many cases, it is now held 
by those who have had the heaviest ground to work that in the long run 
it is much safer and more economical to divide the height into two lifts of 
50 ft. each. When stopes as high as 100 ft. are worked, the accumulated 
shrinkage due to the drag of the filling on the timbering in the stoped- 
out ground is very apt to leave considerable cavities between the old 
bottoms overhead and the top of the stope, rendering the blocking at 
the top of the stope useless. In some cases the old bottoms and filling 
above gradually subside and harmlessly follow the top of the stope below, 
but in too many cases there is a sudden drop of hundreds of tons on the 
top of the working stope, the effect of which may be its complete col- 
lapse, and great expense in making fresh arrangements to take out the 
ore, much of which will have fallen into and mixed with the filling, besides 
being much more expensive to mine than if the collapse had not taken 
place. 

Where the ore is sufficiently cohesive to enable driving laths to be 
dispensed with to support the back, overhead stoping is practiced, be- 
cause the ground can be blasted to greater advantage, and with less ex- 
plosives per ton, than in underhand stoping. In heavy ground, however, 
or, as a rule, where a slice of ore under old stope bottoms is being taken 
out, underhand stoping is carried out, the miners first securing the ground 
immediately above the set or sets to be carried down, this securing being 
done with the aid of cantilever booms supported on posts set on the 
cap at the bottom of the set, driving laths being used if the condition of 
the bottom requires them (see Fig. 8), 

The back or backs of the sets, if more than one are being carried 
down at a time, having been secured, the ore is then removed for the 
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full dimension required to accommodate the square sets, horizontal 
breasters of 10 by 2-in. timber with joggled ends being ipserted to secure 
the sides; and when these reach the floor of the set, the square sets them- 
selves are placed in position and blocked. Before taking out the next 
lower set, the bottom timbers of the square set, in the case of the Pro- 
prietary and some other mines, are hung from the top timbers by nailing 
two laths to each pair of timbers, or, as in the Central mine, by connecting 
adjoining timbers by means of iron rods about 1 ft. long having spiked 
ends, about 4 in. long, bent at right angles, that can be driven into the 
timber. The broken ore is put into chutes formed in the square sets in 
the usual way, and moved as the stoping advances, 
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When all square sets from top to bottom of the run have been put in, 
the hanging laths and irons are, of course, removed and used in other sets 
as required. There is very little strain on these hangers as all the top 
weight is taken by the boom in the top set and the weight of the sets below | 


‘is taken up by the blocking. 


In stoping ore of a dry sandy nature, common in the oxidized zone of 
the Proprietary mine, great assistance is obtained from the use of water, 


sufficient of which is used in a narrow trench to soak into and wet the 


ground against which the breasters will be placed. By this means the 
danger of a run of ground is reduced to a minimum. 
Where back-laths have to be driven in dry running ground, the work is 


/ 
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greatly facilitated, besides being made healthier, by wetting the material 
in the back with the aid of pointed pipes having outlets on the sides. 

Another practice in vogue in the Proprietary and other mines is 
the use of screw jacks for driving the laths ‘“‘home.”” Hammering not 
only destroys the lath before it gets home, if driving is difficult, but the 
vibration tends to set up a run of ground. 


With regard to the location and size of square-set stopes, the practice — 


generally adopted is to carry the stope across the full width of the ore- 
body, so that the stoping advances in the direction of the course of the 
lode, thus minimizing the effects of pressure on the stoping from the 
hanging wall, which, of course, becomes heavier as stoping proceeds. 
The extent to which stoping is allowed to advance before being filled 
depends on the prevailing conditions; but, in general, two sets wide by 


as many sets across the stope as possible are filled at each mullocking, 


leaving one vacant run of sets against the face. In the case of heavier 
ground, it is often necessary to paddock off the sets close to the working 


face, leaving single vertical gangways for the full height of face to give — 


the required points of access to the face for re-starting the stoping. 

The material most commonly used for filling is the residues from the 
flotation plants, but in the case of the Central mine, where there is much 
heavy moving ground and where mullock filling is obtained cheaply 
from a quarry immediately over the workings, the use of tailings was 
discontinued. Where tailings are used, as in the Proprietary mine, the 
sets are closely lined with 10 by 1-in. Oregon planks, and these are 
strengthened by two upright 10 by 2-in. laths wedged tightly between the 
caps. Where mullock filling is employed, 5 by 1.5 to 2-in. laths spaced 
4 in: apart are used, buttressed where necessary in the same manner as 
is done with the 1-in. planking. 

These buttress pieces are removed just prior to the filling of the suc- 
ceeding stope. The bottoms of the square sets are covered with 2-in. 
planking, the space between which and the solid ore is filled with ore, 
to prevent breakage of the planking under the pressure of the overlying 
filling. t 


Open Stoping with Bulkheads 


Where the sulphide ore is still in its original solid condition, free from 
decomposed veins and vugs, stoping is carried out without the use of 
square sets except for chutes and ladder-ways. The stoping begins at 
the various crosscuts, and where these are not already connected by 
driving along the orebody, a stope about 20 ft. wide by 16 ft. high is 
carried each way, generally along the foot wall, with a view to connecting 
with the adjoining crosscut and establishing ventilation. The sill-floor 
stope is gradually extended until the entire width of the lode is stoped 
out for the height above mentioned. These excavations frequently 


tt 
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_ exceed 100 ft. in width, and may in some cases attain a length of 300 ft. 


Pigsties, or bulkheads, 5 or 6 ft. square, of 10 by 10-in. timbers crossed, are 
built from 12 to 15 ft. apart to support any ore likely to flake off. Ex- 
cavations of this size are not common, as it generally happens that pillars 
of ground, either poor ore or country rock, occur that serve to support the . 
back. No hard and fast rule can be laid down as to the size of these 
excavations, so much depending on the nature of the ore, its freedom from 
floors or horizontal cracks or seams, the nature and configuration of the 
inclosing country rock and walls, which may converge as depth increases, 
or vice versa, making wide stopes more or less safe respectively. 

The extent to which pillars are left, whether because too poor to mine 
or because needed temporarily as a support to a shaft or other working, 


is also a factor affecting the area which can safely be undercut, Each 


case must therefore be decided by the management in view of all the 


- conditions, 
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The work of placing in position the permanent main drift and cross- 


; cut timbers can proceed as soon as blasting operations on the side of the 


J 
‘ 


simultaneously with the stoping of the second slice. This and each sub- 


stope are sufficiently remote to permit this to be done without risk of the 
timbers being thrown down, and when these have been placed and a 


sufficient area of filling has been put into the stope, the second stope can 


be started, allowing the rest of the sill-floor stoping and filling to proceed 


sequent horizontal slice is taken out 8 ft. high. The general practice of 


the field is to cover the sill floor of the stope, z.e., on the level, with 4-in. 
planking to enable the stoping below to approach the old bottoms with 
safety; possibly 3-in. planking might be substituted to advantage. 
The filling is taken out of chutes into end- and side-tipping trucks, and 
tipped over the whole area of the stope, and the space between the top of 
filling, i.e, the rail level and the back of stope, usually from 4 to 5 ft. 
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high, is again dotted with pigsties to support the back. The bulkheads 
are usually removed as the filling advances, although occasionally 


one is left and buried should the condition of the back render this neces- — 
sary. It is considered safer to build bulks at regular intervals rather ; 
than only at such places as the supervising officers consider necessary, : 
but to increase the number if occasion requires it. . i 
In stoping hard ore against a weak and overhanging wall in the — 
Proprietary mine, the open stope was worked in two floors (Fig. 9), the — 
higher of which was against the wall in question, and by this means a ~ 
minimum extent of wall was left unsupported, as filling was introduced ~ 
to support the wall ds early as possible, and the back, as seen in cross- : 
section, was thus kept in the most favorable shape to resist and support _ 
the hanging wall. : 
The height to which these large stopes can safely retain their full ; 
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width depends on the conditions regulating their extent in the first — 
instance, but the local practice is to discontinue using the open stope or 
bulkhead system when there remains from 25 to 30 ft. of ore under the 
Pig ie ; 

level above. This slice is stoped out on the square-set system, underhand, 
if the ore is sufficiently cracked and broken to require it (Fig. 10). — 
The bottom of the square sets is laid on the filling, and especially where _ 
tailings are used, scrap timber is first laid to give added support. 
As the mining of these arches involves less heavy firing than in the 
open stopes, light reciprocating drills of various types, weighing about 
120 lb. and capable of being quickly rigged on stretcher bar, are 
generally used. The ore in these cases is more or less broken as the result 
of the enormous pressure concentrated on the arch from the hanging wall, 
‘and in consequence does not lend itself to heavy firing, especially in 
contact with the square-set timbering which might be shot out, bringing 
about the loss of the stope. In some cases, the ore is sufficiently cracked 
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and broken to make the use of hammer drills held in the hand advantage- 
ous. Difficulty is met with in getting the miners always to use water 
with these drills in the interests of their own health, and this also applies 
to the ordinary “popping”’ of rocks for which these drills are also used. 

For the short holes necessary, the drills will generally clear them- 
selves with the aid of the water spraying into the hole, and the exhaust 
air from the machine; but in many cases rather than submit to being 
slightly splashed with mud, men risk their health by working the machines 
dry and inhaling dust unnecessarily. It is too often forgotten that when 
hand drilling was employed for popping purposes the mud had to be 
periodically scraped out, and in those rare cases in which the popper gone 
not clear itself the hole can be scraped out as of old. 

Reciprocating rock drills with cylinders 3144 in. in diameter are 
generally used in the solid ore, since with these, approximately horizontal 
holes can most conveniently be bored in the backs, enabling regular 
and reliable roof to be formed. Telescopic drills were tried for general 
stoping, but these tend to leave an unsafe back. 

As many holes as practicable are bored at each setting up, and these’ 
are fired by ordinary fuses cut to lengths to give the desired rotation of 
shots, blasting gelatine (92 per cent. nitroglycerine) being used so as to 
effect the maximum of shattering of the ore to save spalling. For the 
same reason, simultaneous firing with electric fuses was, after making 
tests, found uneconomical, as the ore came down in much larger pieces 
entailing added expense in “popping” and spalling. The firing of one 
hole at a time results in numerous cross-breaks in the ore and reduces the 
cost of breaking up the ore to the size required by the mills, 7.e., about 
10 in. in diameter. 

Another disadvantage of electric firing in stopes was that the ex- 
cessive vibration set up in firing all the explosives at one time was a 
source of danger, as it would tend to weaken the backs of stopes and lead 
to accidents through falls of ground. 

A modification of the open-stope or bulkhead system of stoping was 
‘made use of on the Proprietary mine, where it was desired to obtain the 
maximum output of ore from a given length of lode; this applied. par- 
ticularly in exceptionally hard portions of the lode, where the cost of 
sinking winzes was excessive, and the lode had less than the usual width. 
The system may be described as an adaptation to lode mining of the 
long-wall principle in coal mining. Several floors of stoping are worked 
at the same time, access to each face from the main mullock chute and 
ladderway being preserved by the provision of timbered drifts connecting 
the mullock chute with each stope. In this manner, any number of 
faces can be worked from each main mullock chute, each on a separate 
floor, but the maximum number actually operated was four. 

The system was not extended, since the introduction of the Calyx 
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drill enabled mullock passes suitable for sand filling to be provided at 
about one-quarter the cost of winzes. The holes bored. by the Calyx 
drill were about 10 in. in diameter. 


Rill Stopes 


A certain amount of rill stoping has been practiced on the field where 
conditions favored that system of work, but this is not usual. The 
hanging wall of the lode is oftener weak than strong, and constitutes a 
menace to the workmen employed on the sloping surface of the filling, 


especially when near the bottom of the rill where the danger is greatest, - 


owing to the length of time the wall has been exposed. 


The nature of the filling generally available, namely, sandy tailings ~ 


which never form a compact surface, would necessitate the covering of the 
stope with planking to prevent undue mixing of broken ore with the filling. 

Further disadvantages as compared with flat back-stopes are the 
greater difficulty of rigging the rock drills, and less favorable conditions 
for blasting, in that the ore is inclined as a rule to lie in horizontal 
layers, and lastly, greater difficulty in breaking and keeping separate 
worthless material occurring in the lode. 


Transportation of Filling 


The handling of mullock filling from the main chutes to the various 
stopes is to a great extent accomplished by horse traction on the Pro- 
prietary and some other mines, but where the distances are small hand 
trucking is more convenient. 

Conveyor belts are used in a number of cases, particularly in the 
North mine, the Proprietary, and the Junction North, where the quantity 
to be handled warrants the installation. In the case of the North mine, 
the regularity and compactness of the orebodies has enabled the manage- 
ment to install a complete system of conveyors for delivering the filling 
to the chutes commanding the various stopes. Where the orebodies are 


irregular and spread over considerable distances this system cannot, of ° 


course, be economically employed. 

Electric traction was introduced on one of the principal levels of the 
Proprietary mine, but was replaced by horse traction after being thor- 
oughly tested. The distances to be trucked were not sufficient to com- 
pensate for the extra cost of attendance. The horse-driver acts as a 
trucker, also, in getting his rakes together and requires no assistant, 
but the more highly paid motor-driver needs an assistant to shift 
points, couple and uncouple trucks, ete. In addition, repairs, when 
necessary, are costly. 

Having arranged the gradients of the levels so that a horse can draw 
the same number of loaded and empty trucks with equal ease, 7.¢., 
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about 1 in 190, it is found that one horse can thus handle 10 trucks at a ; 
time containing 25 cwt. each. : 


Main-Drive Timbering in the Orebody 


Various types of timbering for the main drives are employed, all of 
which give satisfactory results, Where hardwood timber is obtainable at 
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reasonable rates compared with Oregon, its use would be advantageous 
in these places. The principal methods of timbering main gangways in 
the lode are illustrated in Figs. 11, 12, 18, and 14. 

A number of the mines use a considerable quantity of round hardwood 
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logs for ordinary drives in heavy ground, as their resistance to crushing 
is much greater than that of Oregon. On the Proprietary mine these 
are used in conjunction with old 80-lb. rail material as caps; thisis specially 
advantageous where head-room is deficient. 


Timbering of Ore Chutes 


The majority of the ore chutes in the stopes, whether square-set or 
open stopes, are formed by two square sets lined with 10 by 4-in. hardwood 
planks, spiked to the caps in a vertical position. The cost of repairs is 
reduced materially by the use of hardwood, in spite of its extra price. 

The use of square sets is advantageous in that repairs to the lining of 
chutes can be readily effected. On the British mine these chutes are 
built of 10 by 10-in. timber, having joggled ends, the idea being that the 


Fig. 15.—Crrcunar Ore Passes, Soura Minn. © 


timber will last out the stope. Against this, there is greater wear on the 
timber when the grain is at right angles to the falling ore. 
With square sets a convenient construction is afforded for the pro- 
- vision of a ladderway alongside the chute, which, besides being useful for 
- traveling, is of great assistance in case the ore in the chute “hitches up.” 
The advocates of chutes without ladderways claim that the material 
can generally be started with the aid of a cannon, but this involves a 
certain amount of delay, especially as the cannon is not always 
effective. . 
: On the South mine, where the ore occurs to a greater extent in pipes 

or chutes, circular ore chutes built up in sections, as shown in Fig. 15, 
are successfully used. The timbering is thickest, of course, near the 
bottom, where the wear is greatest. An essential condition for the satis- 
factory use of these circular chutes is that the pressure be approximately 
~ equal on all sides; their use, therefore, in ground subject to much pressure - 
from the hanging wall, is prohibited. 
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Prevention of Underground Fires 


-The leading mines, where considerable quantities of timber are used 
underground, have complete installations of fire-service mains, generally 
114 in., throughout the various workings, with tanks underground, 
placed, say, every 300 ft., to avoid excessive pressure on the mains, and 
kept full by means of ball float-valves, 

The local experience with regard to underground fires has been that 
the only hope of subduing them is by the prompt application of a small 
quantity of water under pressure, and therefore the lighter the gear the 
more likely it is that the fire will be subdued before it reaches portions 
of the workings that might quickly become inaccessible through the burn- 
ing out of the timbering. For this reason, 34-in. hose in 60-ft. lengths, 
placed in the levels every 200 ft., is used on the Proprietary mine. : 

With a view to preventing the spread of fires which may obtain too 
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strong a hold on square-set stopes to permit extinction without flooding 


the workings (which is sometimes impracticable), the Proprietary Com- — 


pany has made a practice of forming, at various portions of the workings, 
barriers to the progress of fires by having all timber connecting adjoining 
sets replaced with iron or steel spreaders, generally railway rails; and 
special plain castings (Fig. 15) are placed at the junction of the set 
timbers to hold the end of rail in position and prevent them entering the 
timber by increasing the area of base. If these barriers are constructed 
while ordinary stoping proceeds, very little added expense is incurred, as 
there is generally a stock of old rails available at low cost. 

The various mines have provided themselves with different forms of 


smoke-jackets to enable the wearers to enter workings containing an — 


irrespirable atmosphere, goggles being also provided to protect the 
eyes from smoke. Among those employed are the “Proto” and “ Pneu- 
matogen” types, using compressed oxygen, and the “Aerophor” using 
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liquid air; the last named has only recently been introduced at the North 
mine. 

This apparatus is looked after by the fire station and ambulance staff, 
resident at each large mine, under the supervision of the udergaund 
manager, and in addition to the members of these staffs the shift bosses 
receive periodical practice with the breathing apparatus. Each of these 
mines possesses pulmotors, in the use of which the ambulance staff and 
others are trained, so that respiration can be most effectively restored in 
cases of ‘“‘gassing,’’ etc. 


Underground Staffs 


The problems to be faced in the working out of the large bodies of ore 
occurring in this district call for the application of scientific principles to 
a much greater extent than is the case with narrow jodes. 

In the earlier days when the exploitation of the orebodies was not 
systematized to the extent that now obtains, creeps due to the collapse 


of stopes were frequent. On this account it has been the practice for a 


considerable number of years to put in charge of the underground work 


an officer who has received thorough scientific ‘training as a mining 


engineer, combined with sufficient practical experience. In some cases 


_ this consisted of 18 months’ manual work in various capacities under- 
- ground, etc., in other cases, three or four times this length of service as 


underground surveyor. This officer usually has a similarly trained 


assistant, or an understudy is being trained while on the underground 


survey staff. 
Under the underground manager and his assistant, there are day 
foremen, aS many as necessary, according to the extent of the workings 


allotted to him. To these men fall the duties of letting all the ordinary 


ore-breaking and development-work contracts, besides looking after 
the general safety of the workings, arranging for the filling of stopes as 


- required, and many other duties that it is not necessary to particularize. 


Next, there are in the largest mines assistant foremen who are 


competent to take the place of the day foreman in case of his absence; 


and these men follow each shift, the one on the day shift generally having . 


charge of the wages-timbermen who, with few exceptions, work on 
day shift only. Finally, there are the shift bosses who are picked men 


drawn from the ranks of the miners and who may ultimately become 


foremen, Inlargerminesthereis a separate boss in charge of the truckers, 


both on ore and in filling stopes—the ordinary boss confining his at- 
tention to miners’ work. 

An important part of the duty of shift bosses is to see to the safety 
of the backs, etc., of the stopes. Familiarity with danger too often leads 


to contempt of it on the part of the miners, and consequently to 


meet 


accidents. 
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Timekeepers check the attendance of the workmen when entering 
and coming up the shaft, and make up distribution sheets showing the 
branch of work against which their earnings are to be charged, 7.e., 
stoping, development or preparatory work, repairs of different kinds, etc., 
as the case may be, 

The contracts are let as a rule to parties of six men, 7.e., two per 
shift; but sometimes this number is doubled especially if separate chutes 
are not available. As a general rule, a small party works more amicably 
than a large one, and for this reason is preferable. The earnings are 
made up and distributed to the various individual members of the con- 
tracting party by the companies pro rata, according to the number of 
shifts worked, thus relieving the party of the necessity of accurately ap- 
portioning the proceeds of the contract. 


> 


Costs 


Complete cost sheets are made up showing the cost per ton of the 
various items of expenditure, there being subdivisions into: (1) Labor; 
(2) Stores (including coal and water for power and all supplies); (8) 
Miscellaneous, and (4) Special expenses not directly chargeable to ore 
raising, but which must be included in the total cost. 

At the Proprietary mine, complete costs are worked out and made 
available to the management two days after the close of the week; and, 
in addition to the complete weekly costs, daily cost sheets on somewhat 
less elaborate lines are also made up; most of the items in these daily 
costs are accurately stated, but in a few instances where it is gisipuly 
to obtain the daily quota, average figures are used, 

The total cost of mining in the district varies considerably according 
to the nature of the ore and its mode of occurrence—whether in large 
regular masses or separate veins, or in pillars left between old stopes, or 
in isolated bodies. But, in general, it may be said that the costs range 
from 15 to 20 shillings per ton when, as during 1914, the earnings of miners 
on contract averaged about 17s. 6d. per 8-hr. shift. 

In conclusion, I wish to acknowledge the courtesy shown by the 
managers of the various other mines in facilitating the preparation of 
this paper. 


ADDENDUM 


The practice at the Broken Hill Proprietary mine with regard to 
rock-drill hoses has recently been altered. Formerly these hoses were 
surrounded with a protecting cover of marline or woven cotton. During 
the last two years these hoses (which are 1 in. internal diameter, having 
6-ply canvas) have been made with a covering of 14 in. thickness of 
rubber on the outside, of a quality similar to that ee for motor car 
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tires and high-quality conveyor belts. It was thought that inasmuch 
as rubber has proved to be the best material for resisting abrasion on 
motor car tires, it should also give the best service for rock-drill hoses, 
which are subjected to wear through being dragged over rough ground. 
The slightly higher cost of these hoses has been amply justified by the 
results obtained. These hoses are practically indestructible so far as 
exposure to mineral water is concerned, whereas the old type of pro- 
tection was quickly destroyed by the influence of mineral water. 


Discussion 


ALBERT R. Lepoux, New York, N. Y.—As a contribution out of 
my ignorance, I would like to ask whether it is customary to illuminate 
shafts in this country by reflected light from above through a mirror 
as described on p. 55 of this paper. I have used that system in mine 
surveying where the shaft was very wet, and it was difficult to employ 
candles. I placed a mirror at the top of the shaft, at an angle of 45°, 
and not only by this means illuminated the bottom, but by placing 
another mirror in the shaft at the bottom, I was able to throw light into 
the adit tunnel, and I wonder if that practice is common in this country, 
either in surveying or shaft sinking? 


W. L. Saunprers, New York, N. Y.—As far as my experience goes, 
it is not at all common; it is very rare. 
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Underground Mining Methods of Utah Copper Co.* 


BY THOMAS 8. CARNAHAN, B. s.,f BINGHAM CANYON, UTAH 


(New York Meeting, February, 1916) 


Tue mining property of the Utah Copper Co. is situated in the West 
Mountain mining district, Salt Lake County, Utah, in the Oquirrh Range 
of mountains. 

GEOLOGY 


In a general way the rock formation of the district consists of a series of 
beds of quartzite and limestone intruded by a body of monzonite porphyry 
roughly elliptical in shape, with an east-west axis over a mile in length and 
a north-south axis of about 3,000 ft. 

This porphyry intrusion, accompanied by strong mineralizing action 
and fracturing, resulted in the formation of orebodies in the adjacent 
sedimentary rocks, and was itself sufficiently mineralized to make it one 
vast orebody. The Utah Copper Co.’s mining property comprises within 
its boundaries practically the entire outcrop of the monzonite mass, of a 
commercial grade. 


GENESIS OF PoRPHYRY ORE 


Following an intricate system of fracturing, mineral solutions circu- 
lated freely through the porphyry, depositing small quantities of copper 
and iron, and resulting in a considerable silicification of the monzonite. 
The quantity of copper originally deposited was undoubtedly too small to 
have ever given the porphyry a commercial value, had not secondary 
enrichment, due to the leaching of the copper from the surface of the mass 
and re-deposition in the sulphide zone, been active over a long period of 
years. 

A large portion of the leached material has probably been removed by 
erosion, but there still remains a blanket of leached and oxidized por- 
phyry of varying thickness covering the sulphide ore, known as capping. 
Over certain sections of the orebody, this capping contains commercial 
quantities of copper carbonates, but most of it contains little or no copper. 


* Originally, presented at the annual meeting of the Utah Section, Salt Lake City, 


Oct. 4, 1915. 
{ Mine Engineer, Utah Copper Co. 
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To Jan. 1, 1915, a total of 377,690,000 tons of ore had been developed, 
of which 342,500,000 tons averaging 1.45 per cent. copper still remained to 
be mined. The average thickness of the developed ore was 465 ft., while 
the layer of capping covering the ore averaged 115 ft. Further develop- 
ment will undoubtedly show an increase in the average thickness of the 
ore, with a corresponding increase in the tonnage of developed ore. 


UNDERGROUND Minine AUXILIARY TO STEAM-SHOVEL OPERATIONS 


As is generally known, the Utah Copper mine is primarily a steam- 
shovel operation, and it will perhaps surprise many that up to April, 1914, 
a considerable tonnage of ore was obtained by underground mining 
methods. 

During the early years of steam-shovel mining the amount of ore 
available was naturally limited, since most of the shovels were working in 


' capping, and it was necessary to stope a large tonnage underground in 


— 


order to keep the mills at Garfield running at capacity. 

During the 3-year period from 1911 to 1913 inclusive, a total of 102,719 
ft. of drifts, raises, etc., was driven on the property. Most of this devel- 
opment served the double purpose of proving the shape and value of the 
orebody, and providing the necessary openings for stoping operations. 
The output of ore from underground operations in these 3 years amounted 
to 3,071,719 dry tons, of which 247,280 tons came from development and 
the rest from stopes. 


SHRINKAGE STOPING System ADOPTED 


Realizing that underground mining was to be but an incident in the 
mining of the orebody as a whole, a system of stoping was adopted which 
would not affect adversely future steam-shovel operations. In order to 
fulfill this requirement it was essential that the surface should not be 
caved, that no large openings be left unfilled, and that the capping should 
not be mixed with the ore. 

The system as finally adopted and successfully operated, consisted in 
starting stopes on three separate levels or tunnels. The first of these 
tunnels, at an elevation of 6,733 ft. driven 7 by 7.5 ft. in the clear, was the 
main or motor-haulage level. The second, at an elevation of 6,883 ft. 
or 150 ft. vertically. above the main level, was equipped for hand tram- 
ming only, so all drifts, crosscuts, etc., were driven 5.5 by 6.5 ft. in the 
clear. The third, at an elevation of 6,983 ft., or 100 ft. vertically above 
the second, was also a hand-tramming level and driven 5.5 by 6.5 ft. in 
the clear. ‘These three levels were connected by many manways and 
raises for dropping the ore from the upper tunnels to the motor-haulage 
level. An underground shaft centrally located, equipped with a com- 
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pressed-air hoist, was used to hoist supplies from the motor-haulage level 
to the upper levels, but no ore was handled through it. Each level had 
one or more surface connections, affording good natural ventilation to all 
parts of the workings (Figs. 1 and 2). 


OREBODY WORKED ON THREE LEVELS 


By means of these three levels, the orebody was divided into blocks for 
stoping, the central block, 500 ft. wide (see Fig. 1), was bounded on the 
main level by two parallel motor drifts, and on the upper levels by two 
main parallel tramming drifts, directly over those on the haulage level. 
At intervals of 120 ft. along these motor drifts, raises 5 by 6 ft. were put up 
on a 55° pitch to the level above and afterward extended to the third 
level. 

In order to make the stopes as safe as possible, to minimize the amount 
of timber required, and to leave substantial walls for the safety of future 
steam-shovel operations, it was decided that the standard width of stope 


‘should be 16 ft., with 44-ft. pillars between stopes. 


The method of starting stopes on the motor-haulage level was some- 
what different than on the upper levels although the size of stopes and 
pillars was the same. 


Main or Motor-Haulage Level 


Motor drifts were driven on the motor-haulage level, spaced at 50- 
ft. centers, and parallel to the main drifts forming the boundaries of 
the block. At intervals of 60 ft. along these drifts the surveyor marked 
the center of the stopes as the drifts were driven; if the ground required 
timbering the tunnel sets were spaced to be suitable for stope-chute sets 
later on. After the stope-chute sets were completed, a man with a stop- 
ing machine drilled both sides directly over the chutes, nearly horizon- 
tally and on the center line of the stope, to form a pocket at this point. 
The next round on each side pointed strongly upward, and from that 
point on, the raise was extended on a 60° pitch until the face was 31 ft. 
vertically above the top of rail. The stoping machine was then taken 
out, and a No. 9 Leyner machine set up near the top of the raise, and a 
drift started each way. These drifts were run horizontally following 
the center line of the stope, and were made 8 by 8 ft. Since their maxi- 
mum length from any ore chute was only 18 ft., little shoveling was 
necessary to get the ore to the chute. After this drift was completed 
for the full length of the stope, the Leyner machine took 4 ft. off each 
side of the drift, to bring the stope to the standard width of 16 ft. The 
ore broken in all this work was drawn from the chutes, so that when this 
stage of operation was completed, an excavation 450 ft. long, 16 ft. wide 


and 8 ft. high was ready for stoping. 


Chute timbers were constructed as follows: Three tunnel sets of 12 
by 12-in. timbers were set up, spaced at 5}4-ft. centers. Posts 8 ft. long 
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were set in hitches cut in the floor deep enough to make the bottoms of the 
caps 7 ft. above the top of rail. Caps were cut 10 ft. long, so as to extend 
6 in. beyond the side of each post, and blocked tightly against the walls. 
Planks, 2 by 12 in. by 7 ft. long, nailed under the cap, acted as spreaders 
for the posts, but no sills were used. The sides were lagged with 2 by 12- 
in. planks. Enough ground was then broken above the tunnel sets to 
make room for a short set. The posts for this set were cut 3 ft. 9 in. long 
of 12 by 12-in. timber. Only two short sets were put in, one on each side 
of the chute mouth, the top and sides being lagged with split round poles 
(see Fig. 3). 


Manway Raises and Drifts—In alternating drifts, that is, at intervals | 


of 100 ft., manway raises were put up in the pillars, midway between the 
stopes. The raises were started in offsets 6 ft. from the center of the 
track, and driven on a 50° pitch. They were made 4 by 6 ft. and divided 
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into a chute and a manway by means of stulls and 3 by 12-in. planks. 
The manways were equipped with ladders, and the chutes equipped with 
gates, so that the ore broken in the raises could be loaded direct into motor 
cars. When the manways reached an elevation 31 ft. vertically above 
the top of rail, manway drifts were started both ways at right angles to 
the raises, or parallel to the motor drifts. The bottoms of these drifts 
were 25 ft. above the top of rail, or on a level with the bottom of the 
stopes. These drifts, at 19 ft. from the manways, broke into the sides 
of the stopes. At the junction of the drifts with the stopes, 8 by 8-in. 
sills 8 ft. long were laid 3 ft. in the stope and 5 ft. in the drift and 6 by 6-in. 
cribbing built upon them, dapped 1 in. so as to leave a space of 4 in. be- 
tween cribbing. ‘The crib timbers were 4 ft. long, making the manways 
3 by 3 ft. in the clear. The cribbing on the drift side was left off for the 
first 5 ft. to form an entrance into the manway. The manway timbers 


projected 2 ft. into the stope and 2 ft. into the pillar, thus placing them 
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in solid ground on part of three sides. After the manways were thus com- 
pleted to within a few feet of the back of the stope, and equipped with air 
lines, the stope was ready for.active stoping. 

Stoping Operations.—Usually, in working a stope, a crew consisting 
of a machine man and a pick man worked from each manway, so that 
ordinarily five machines were working in each main-level stope. Stoping 
was done on but one shift a day, so the same crew was responsible for 
conditions at a given manway. The pickman trimmed down the back 
of the stope, so as to make it safe for the machine man. Ina shift of 8 hr., 
each stope crew was expected to put in from 14 to 20 holes, 6 ft. deep, 
depending on the ground, and load and fire them. <A round of 15 holes 
ordinarily broke 150 tons. The motor crew on the following shift pulled 
about 75 tons, representing the swell of the ore, so that the stope crew 
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would have sufficient room to work on top of the broken ore. The ideal 
condition for efficiency and safety in a stope was to keep the top of the 
broken ore within 9 ft. of the back of the stope. With five machines in a 
stope, a separate crew of crib men was employed to build the manways, 
and keep them at all times well above the level of broken ore in the stope. 
The stopes from the main tunnel were carried to capping, or abandoned 
10 ft. below the second level, if the ground above the second level had 
already been stoped. As soon as a stope was abandoned, the chutes 
were nailed up or otherwise obstructed, so that no ore could be pulled 
from them (Fig. 4). 


Upper Levels 


As already mentioned, the upper levels consist of main drifts directly 
above the motor drifts forming the limits of the stope blocks. Crosscuts 
were driven every 120 ft. at right angles to the main drifts, that is, paral- 
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lel to the center line of the stopes. These were driven on a 1 per cent. 
grade from each main drift, meeting in the center of the block. Each 
crosscut was connected to the main-haulage level by two raises which 
came out in the floor of the crosscut 100 ft. from each of the main drifts. 
On both sides of these crosscuts, stope drifts were driven, at 30-ft. intervals, 
for a length of 30 ft., or 11 ft. beyond the center line of the stopes. They 
were then enlarged sufficiently to accommodate the timbers for stope 
chutes. 

Chute Timbering.—The chute timbering consisted of three tunnel sets 
spaced at 414-ft. centers, except in every other drift where an additional 


set was put in at 314-ft. centers to accommodate the manway. Tunnel — 


sets were of 10 by 10-in. timbers, with posts cut so as to leave 7 ft. between 
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top of rail and bottom of cap. Collar braces were of 8 by 8-in. timbers, or 
round poles not less than 7 in. in diameter. Caps for manway sets were 
11 ft. long to form the sill for manway cribbing. The chute lip was 3 ft. 
9 in. above the top of rail and was made of 3 by 12-in. plank. Chutes 
were equipped with two gates so as to control the flow of ore easily. 
Top and sides were lagged with 2 by 12-in. plank, or split round poles 
(see Fig. 5). 

Stope Preparation.—After the stope-chute timbers were in place, the 
ground above the timbers was drilled with a stope machine; but before 
blasting, the top was lagged with short split: round poles, so that the ore 
could be loaded direct into a car without shoveling. An 8 by 8-ft. drift 
was then started on top of the chute timbers with the center line of the 
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stope as one side of the drift, and extended the full length of the stope. 
Later this drift was widened to 16 ft. 

Manways.—Manways were put up in every second stope drift built of 
the same dimensions and material as the manways from the main level, 
and carried to the third level or to capping if struck before the third level 
was reached. Where the distance to capping was greater than 100 ft. 
but less than 200 ft., connection was made with the stope on the 
third level, the old manways abandoned, and new ones started 
from the third level. Where the ore thickness was greater than 200 
ft. above the second level, stopes were started from the third level, run 
to capping, and abandoned before the stopes from the second level were 
started. 


ORDER OF WORKING STOPES 


In a given block it was the custom to have the stopes on the top level 
worked out considerably in advance of the stopes started from the middle 
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level. In this way the upper stopes were abandoned before the stopes 
from below began to disturb the tramming drifts and stope manways. 
‘This was necessary also to avoid cutting off the raises through which the 
ore was dumped from the upper to the main-haulage level, before the 
upper stopes were worked out. For the same reasons the stopes started 
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from the middle level were kept well in advance of whose started from the 
main level (Fig. 6). 


Hanp TRAMMING ON UppPER LEVELS 


On the middle and upper levels all ore was hand trammed from the 
stope chutes to the nearest raise. The raises were so spaced that the 
maximum length of tram was 150 ft., and the average 90 ft. for all stope 
ore. Tracks for hand tramming were 18-in. gage, laid with 16-lb. rails 
and a grade of 1 per cent. in favor of the loaded cars. The stope cross- 
cuts were double-tracked for short distances near the raises, to permit 
several cars to run to the same raise without delaying or interfering with 
each other. Tram cars measured 2 by 2.5 by 4.6 ft. in the clear, and 
held about 1 ton of porphyry ore. Two trammers were used on a car, 
and the average tonnage trammed by each crew from a stope was about 
65 tons per shift. A tallyman, stationed at each active stope, credited 
each car dumped to the proper crew. 


Data from an Average Monthly Statement 
Month of August, 1912. 


Tonnage trom Stopes ssw ses «sc v's ale sicste marslictene mala 112,990 
Tonnage from development..............-.-.-00- 8,026 
Distribution of Labor Phar 
Stopes: 
MAGHING MGI. oa:c0h.. +s sone cee een eee ens 41 
Pickimenvand helpers -:.% ss'.ss. siewacteie eletatete eaters 41 
LYSMIMGYS I. aie ceiaes we Ft eee eee ites 87 
Cribmen (stope manways)...........+.+s0++5 11 
Timbermen (stope chutes) ..............000- abe a hot 
Development Work: 
IMAGDING NEN ary os dtereic uve bis ss, Cidade eh 28 
IVIUCK Cie earatet iid ie ote v! 9S. « aleve! dive ecomnl arenes 32 
SPI DENNEN Mey Man ese cae cia coldlo oo soattaie eM aere 4 64 
General: 
CLES CICIAGI tare erates, cee 1k Kua, Sop. aoe a aare eka ES 6 
ELIT OMINEN ecvaceis lise ceieie < os <i «st siete iaereretete 4 
NLOCOROYOWS Me itactece sis, c cali os nce Gite ees 12 
Foremen and shift bosses...........cseeeeees 8 
Engineers and samplers......../.....ceee00. 4 
IMIsGollANGOUS seirasien e cessicinle vas any tone ome 29 63 
Surface Men: 
DISSE RAVER, ObGs Waits ws vin'ee ame 6 6 bee COMME 5 
Gravity tramway a7 0 ies PR 20 
Common: labors vin tani ckt Post Gea 6 
IMiscellan oust. fcr ibisrcs olin aos leisieurac da tetas 9 40 
LOUBL cPenieia/ete Rash Gein crass mete, ave ase ce ta Ree 358 
Average daily tonnage per man.............. Iitaiachat 10.9 tons 
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GENERAL COSTS 


During the 3-year period, 1911 to 1913 inclusive, 2,824,439 dry tons of 
ore were drawn from stopes at a cost of 56.6c. per ton loaded into railroad 
cars at the ore bin. In addition, 102,719 ft. of development work yielded 
_ 247,280 dry tons at a cost of $4.95 per foot of development or $2.05 per 
ton of ore. As the development was carried on entirely in average grade 
of ore, it about paid for itself from the ore broken. Counting every item 
of expense, the cost of producing a ton of ore from all sources by under- 

ground mining averaged 68.7c. By the system in use, with 16-ft. stopes 
and 44-ft. pillars, less than 27 per cent. of the ground developed was actu- 
ally stoped, and as the stopes were full of broken ore when abandoned, 
the actual production represented less than 50 per cent. of the ore broken, 
or about 13 per cent. of the ore blocked out by the development work. 
The cost of production would have been considerably less, if the pillars 
_ could have been mined and the broken ore in the stopes pulled. Man- 
way drifts and raises, and stope drifts, were charged direct to stoping, all 
other drifts and raises being charged to development. 


Cost of Development Work 


Motor-haulage drifts (7 by 7.5 ft. in the clear); No. 9 
water Leyner used (progress 5 ft. per round): 


Per Foot 
Mrillingeand: mucking. “ep eeeie setts ee is sels ote $3 .50 
Powder caps and: fuse. y 5-4 hereto ere sis. wins esos ele 1.25 
CompresseGrairivit, orf apie mantra men Renee reasatns tan aces 0.30 
INTISCELIATB OUR atin ison tac aM el ER ORE Ee eval ie ten ewes 0.55 
Woy eSeminar fie 20 bs a kek Se a ee $5.60 
Timbering (where necessary).............-22eeeee eee 1.61 
LOLA ares 6 n OO ne Ceres Tacs eet evans $7.21 


Tramming drifts (5.5 by 6.5 ft. in the clear) 2.5-in. piston 
machines used (progress 3.8 ft. per round): 


Drilling and mucking, . syle ate cea es wile ds vin sls) 4.0% spoe $2.25 
Powder, Caps SU £USC 0. oes mene te + es eid oa. ce as 0.68 
COMPLessou. Alb. va ae Meme ee eke ot Hive ede ress 0.21 
Miscellancous'assti:ti. sletoe eateittntte:. wish Midelh ooeeeahate cate 0.47 
IT Otello tc oer aca OTe ios eo nates 83 $3.61 
Timbering (where necessary).............+e+eeseeees 1.35 : 
(DNase Poteet Rb fotoniyicin eB uc ORR ORR HO NCO $4.96 


Raises (4 by 5 ft.); hammer machines used, (prog- 
ress 5 ft. per round): 


Drilling and tramming sais octets) love's te ae els 5 + oe erase $1.50 
Powder, caps and fuse..... =, ea eee bo rigane oe eee 0.85 
CONIDOSSEM BIE ore cise Biesiatle ass tase nse bleo ee esses ss 0.15 
MELA AI ETAOO IE CaduacxssOUS babe OU ONO eO Oe cee peor 0.90 
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All development work was contracted at the following rates for break- 
ing and mucking, not including timbering, the company furnishing the 


supplies: 
Motor drifts (7 by 7.5 ft. in clear) 
$3.50 to $4 per foot (depending on whether dry or wet ground) 


Tramming drifts (5.5 by 6.5 ft. in clear) 
$2.25 to $2.50 per foot (depending on length of tram) 


Raises (4 by 5 ft. in clear) é 
$1.20 to $1.80 per foot (depending on length of raise) 


At these rates, the contractors were able to make from $3.75 to $5 per 
shift, depending on the ground and their own efforts. 


General Distribution of Costs 


Per Dry Ton 

Ti DOrae meena solos cake «= 2 be cei cke ae cats oodalenas $0 .329 
Powder,;caps 8nd L086... .. . <>» sein sisiae taemieerels sis" 0.091 
ELIMDEY Mere ere ie ose soe oe Sedle Soot em ORES is oe tet te 0.049 
Motorihatilagese anes i. oi. ee eee Bes 0.025 
Gravity tram waycan. co: <3)+ 5cl.\2 sin sloags Renee erate ons 0.020 
Supervision and engineering...................2--- 0.038 
Compressed. air tsar oo iva.ds skeboan ee eee on 0.024 
Miscellaneous s. cujastcciclslers S00 «id ara acetate eee terme eaters 0.111 

ANOS A ao en OB ee MAIS c hrc obo Meee $0 .687 


These figures include every item of expense incident to the mining of 
the ore, including the necessary development work. Under the head of 
miscellaneous is included the proper proportion of all general expenses, 
such as taxes, insurance, Salt Lake and New York office expenses. 


HAMMER AND Piston Dritis Usep 


For all large drifts, such as motor drifts and stope drifts, and for wid- 
ening out stopes, No. 7 or No. 9 Leyner water drills were used, the smaller 
machines being used only in soft ground. For small drifts the one-man 
2.5-in. piston machine, of both Ingersoll and Sullivan makes, was one 
while hammer drills were used for raising and stoping. 


WATER SUPPLY 


In the principal drifts and crosscuts on each level a 114-in. pipe line 
was laid to supply water for the Leyner machines and for fire protection. 
A reserve supply of water was stored in tanks erected in a drift 50 ft. 
above the top level, the head being sufficient to carry the water to all 
parts of the workings. As the two upper tunnels were dry, it was neces- 
sary to fill the storage tanks by pumping from the ditch on the main-haul- 
age level, a small compressed-air pump operated an hour or two each day 
being used for the purpose. 
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Data on Moror Havunace 


The main-level track is laid with 60-Ib. rails, 36-in. gage, and a YY per 
cent. grade in favor of the loaded cars. Two General Electric 10-ton 
locomotives, each pulling a train of seven cars or 60 tons of ore per trip, 
have handled as high as 4,000 tons in a shift of 8 hr., the average being 
2,500 tons. Loading from a chute in which the ore runs freely, a train 
could make a round trip in 15 min., divided as follows: 


Minutes 
Loading train atlore Ghute, jac. severe Gi ens noes 2.5 
‘Tripca ore bin: (4,000 £6.) ; sure cae ccs acaceee. 5.0 
Pumping train at or6 binws. ieee ees ek ee eh 2.5 
ISKSUE EMA Ube ROMO MUN OG hAciinis Gao. o oid Soon ne ane ee 5.0 
AMO) Ey lee cea tern leks: Alscd ae Bide Sr) aes Feas 15.0 


Gravity Tram From Mine Portat to Raturoap BIns 


As the portal of the motor-haulage tunnel is on a hill side, at a vertical 
distance of 350 ft. above the level of the railroad yard, and at a horizontal 
distance of 700 ft., a surface gravity tramway is utilized to transport the 
ore to the yard. Two Stein trams were installed and were so arranged 
that they can be operated singly or both at the same time. 

The surface incline has 60-lb. rails and a 36-in. gage, with an inclination 
varying from 30° at the top to 18° near the lowerend. At the level of the 
motor-haulage tunnel a 300-ton ore bin gives sufficient storage to assure 
no delay to the motor trains. The gravity-tram skips are loaded from 
this bin through air-lift gates. 

At the bottom of the incline a circular steel ore bin of 2,000 tons 
capacity gives sufficient storage to avoid delay in the operation of the 
tram even if railroad cars are not furnished for several hours at a time. 

The skips on the gravity tram have a capacity of 12 tons, and dump 
direct into the steel ore bin through doors in the bottom of the skips. 
Railroad cars are loaded from the steel ore bin by means of air-lift gates, 
only 4 min. being necessary to load a 70-ton car. 

One engineer at the head-house of the gravity tram can easily lower 
4,000 tons of ore over this tram in a shift of 9 hr. 

The brakes on the drums of these trams are tightened by dead weights, 
and released when the weights are raised by compressed air. When the 
supply of compressed air fails, the brakes are automatically applied, 
eliminating any danger of a runaway. 


Cost of Operating Gravity Tramways 
Cost per Month 
_ At capacity of 3,000 tons in 9 hr.: 
Labor: 
Yair en eine wma Parte sles rese 8 ae ere $135 .00 
MOA erscat Dis weer ee eerie hte eke al ues 525.00 $660.00 


* '¥ 
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Supplies: : 
Compressed (aitiaerse wytc cs .. | .calaaks tama $13 .50 
Miscollanéousteer ote t ses. se enters 14.00 27.50 
Repairs and Renewals: 
Labor: 
ROD SULIT pret ecetere eels els 6s: 0.9) «+, soe a eee $82 .50 
IMIscellAneCOUS aterm 3 «0+ +s :\0 agente 12.00 94.50 
DUPPLEsMeee ei seis. v'ss. + sooo g aeeeenmeme 60.00 
Total won eeiets, ot 36s. s+ 35 5 5)s eee ee eee tars $842 .00 
CosGDOritOn we ih sicico Sone te eee Se ae $0 .0094 


Sarety oF Minine System 


As many engineers have gained the false impression that a system of 
mining involving the use of shrinkage stopes is necessarily hazardous, a 
list of the fatal accidents during the 3 years under discussion may be of 
interest. The following is a complete list of fatalities for a 3-year period 
during which time more than 3,000,000 tons were mined at a cost for 
timbering of less than 5c. per ton: 


Number of 
Fatalities 
In stopes: 
Falling rock tarsrtcnre circ wictcees cic tha eee tae terete 3 
Other workings: 
Balling rocks serctangss  Sxistaive es ofeis ole vce eee tei 1 
Man‘ felluntoforetobute’.; «vs... ) sete 1 
Hlectrocubedstctsary. yori os ekls eee kia ae een 1 
AS phy x18 G6d Sater ati ntcksrskad ass sostsis a eye es emily ee 1 
Totaltragarsidttstfotn sek 000s detente 7 


Most of these accidents were entirely due to the carelessness of the 
men injured. A noteworthy feature is that not a man was fatally or 
seriously injured through the use or handling of explosives. 


CONCLUSIONS 


The system of stoping as practiced was eminently satisfactory to 
supplement the steam-shovel operations without injuring the ore re- 
serves of the property through a mixing of capping with ore. It had the 
advantage that all ore produced was absolutely free from waste, since 
both stopes and development drifts were discontinued when capping was 
reached, The assay value of the ore produced could be regulated, and 
the tonnage materially increased or decreased without affecting to any 
extent the cost per ton. 
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Interpretation of Assay Curves for Drill Holes* 


BY EDWARD H. PERRY,] M. H., CAMBRIDGE, MASS., AND 
AUGUSTUS LOCKE,{f M. E., S. D., CAMBRIDGE, MASS. 


(New York Meeting, February, 1916) 


In the exploration of a copper deposit by drilling, obvious advantages 
are to be gained from a distinction between primary and secondary ore.! 
Perhaps the chief of these is the aid which such a distinction renders in 
determining where a given hole should stop. The copper assay, often a 
sufficient guide, cannot always be exclusively relied upon. Primary 
ores may extend downward indefinitely and may fluctuate in value inde- 
pendently of depth: if primary ores are consistently lean for a consider- 
able vertical distance, there is little reason to expect that, still deeper, 
they will increase to the commercial grade; on the other hand, rich pri- 
mary ores may persist uninterruptedly downward or may come in again 
below a lean interval. Secondary ores, however, have a comparatively 
limited vertical extent; in a large way enrichment decreases with depth 
and finally gives out. It follows then, that when a hole descends from 
profitable ore into ore of less than the commercial minimum, the prac- 
tical significance of the situation depends upon whether this decrease 
results from a decrease in secondary enrichment or is a variation in 
primary content: if the copper of the ore passed through has been 
chiefly secondary, little is gained in the average case by extending the 
hole much below the point at which the commercial limit is reached; but, 
when copper is chiefly primary, due weight must be given to the pos- 
sibility that, still deeper, the ore may again improve. 

The distinction between primary and secondary ore may of course be 
effected through an examination of the drillings. It has been found, 
however, to be facilitated by curves made by plotting assays against 


* This is one of a series of contributions by the Secondary Enrichment Investiga- 

tion that are intended to present results of specific portions of its work in advance of 
_the complete memoir. 

+ Mining Geologist. 

tt Mining Geologist. 

1In this paper, the terms secondary and enriched are used in the sense commonly 
ascribed to them in the expression ‘‘secondary enrichment,” and refer to changes 
undergone by initial, ¢.c., primary, constituents of an ore as the result of solutions 
descending from the surface. The term ore as here used does not necessarily signify 
material of commercial grade and consideration is given only to sulphide, not to 


oxidized ores. 
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depths. In this connection, the data of several hundred drill holes in the 
copper districts of Ajo, Bingham, Ely, Miami, Ray, and Santa Rita, 
courteously furnished by officials of the local companies, have been 
studied in conjunction with the corresponding drill pulps and ore speci- 
mens. The accompanying curves represent holes chosen to illustrate 
both normal and abnormal conditions, which are respectively simple 
and difficult of interpretation; they are intended particularly to indicate 
howa presentation of the facts by their means readily permits deductions 
concerning secondary enrichment in copper ores. 


Normal Conditions in Porphyry? and Schist 


The ores, whether primary or secondary, that are best adapted to 
exploration by drilling are-those in which the valuable minerals are 
uniformly distributed. The result of enrichment on primary material 
of this kind is an ore not only richer but of somewhat more variable grade, 
though still sufficiently uniform to be suitable for drilling. Since a con- 
dition of uniform distribution is that most commonly met in drilled 
deposits, it may for the purposes of this paper be regarded as normal. 
Though present in some other rocks, it is most likely to occur in porphyry 
or schist. 

The significant features of curve-shape are chiefly concerned with the 
abruptness of the change in copper content. In particular, a jagged 
profile is to be contrasted with a smoother one, and, according as they 
possess one or the other of these characters, curves representing normal 
conditions fall into two principal groups: 

_ J. That in which the tenor undergoes no abrupt change throughout 
the sulphide part of the hole (e.g., curves 1, 2, and 3). 

II. That in which the lower part of the curve has the characteristics 
of group I, while the upper part is richer and is marked by peaks (e.g., 
curves 4 to 8). 

Primary ore commonly yields a curve of mild profile. A curve of 
secondary ore is commonly peaked, and, as might be expected, the more 
emphatic the enrichment, the higher and rougher are the peaks, and the 
more characteristic is the form of the curve. A curve, then, of group I 
presumably means primary ore, while a curve of group II presumably 
means primary ore below secondary ore. The curves noted as illustrating 
these two groups are, in fact, exactly what their forms thus suggest. 

In group I, curves 1 and 2 well exemplify, by the smoothness of their 
profiles, the comparatively uniform tenor of primary ores under con- 
ditions defined as normal. They also illustrate a not unusual tendency of 
primary ore to decrease gradually in value with depth. Curve 3 indi- 
cates a somewhat less constant grade of ore, yet sufficiently uniform to 


* The term porphyry is used in the popular and not in the strictly technical sense. 
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place the curve in group J; in any case, there is nothing in its shape to sug- 
gest enrichment. 

In group II, curves 7 and 8 bring out strikingly the effect of strong 
enrichment on low-grade primary stuff; in curves 4 and 5, though the 
primary ore was of better grade and the ratio of enrichment somewhat 
lower, the effect of enrichment is clearly shown by the distinct difference 
in character as well as in tenor between the upper and lower parts of the 
curves; in curve 6, good primary ore, not very strongly enriched, yields a 
profile less strikingly different in its two parts, though even here the situ- 
ation is plain. In all these five curves, the conditions are to be regarded 
as normal. , 

It is fortunate that these two types of curves, which are generally 
easiest of interpretation, are the ones most commonly encountered. 


Disturbing Influences of Other Rocks 


An interpretation of ore character, however, by means of curve shapes 
alone is often beset with difficulties. Departures from normal conditions 
may be encountered in porphyry or schist but are met more frequently in 
other rocks. They are most likely to be found in limestone, which is 
fairly common in deposits explored by drilling, and which, on account of 
the erratic nature of its mineralization, often introduces disturbing fac- 
tors. Various kinds of difficulties that are experienced find illustration in 
curves 9 to 13, which may be classed as still another group: 

III. That in which decided irregularities occur once or more, without 
systematic relation either to each other or to the top of the hole. 

Curves 9 and 10, representatives of a type which is common, are of pri- 
mary ore in limestone. If they were in schist or porphyry their moder- 
ately peaked character extending to the bottom would suggest deep and 
rather mild enrichment. 

Curve 9 serves to illustrate also how the copper assay alone might 
lead to an erroneous decision as to the depth at which the hole should be 
bottomed: on the basis of copper assay alone, the hole might have been 
stopped at a depth of about 250 ft. or at a depth of about 600 ft.; if the 
decline in tenor just above either of these horizons had been due to a 
playing out of enrichment, bottoming at one or the other of these depths 
would have been justified; but since the ore is in fact all primary, it 
was wise to sink the hole deeper and actually there is no indication 
that the hole is yet deep enough. 

Curve 11 is of slightly enriched ore in limestone. The existence of 
two peaks widely separated is not typical of enrichment in schist or 
porphyry, and suggests primary ore of erratic or bunchy distribution 
and this in turn suggests limestone. The two peaks in the curve 
might, for example, coincide with two of the limestone beds that were 
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especially favorable for primary ore deposition. As a matter of fact, 
were the effect of enrichment removed from this curve, its shape Rould 
be only slightly changed. This situation well illustrates the impossi- 
bility of detecting enrichment in limestone from the shape of the curve 
alone. 

Curve 12 is of primary ore in alternating porphyry and limestone. 
It has the appearance of being a typical curve of primary ore in limestone, 
but there is no way of determining from its shape whether or not enrich- 
ment is involved in any part of it. 

Curve 13 is of enriched ore in schist overlying primary ore in diabase. 
Altogether, the curve looks like one in porphyry or schist with irregular 
enrichment above primary ore; the barren stretch near the middle of the 
hole might be variously interpreted as the result of leaching or as due to 
primary poverty, and the small length of low grade at the bottom might 
suggest a return to primary conditions. As a matter of fact, the low 
grade at the bottom is due to the presence of the diabase into which the 

enriching solutions were unable to penetrate effectively, and the barren 
interval is the result of oxidizing influences, which have entered obliquely 
or laterally, and have thus undercut sulphides lying above. 


Erratic Conditions in Porphyry and Schist 


Abnormalities which are occasionally present in deposits contained 
in porphyry or schist may bring about conditions as difficult of interpre- 
tation as those due to the presence of limestone or of other disturbing 
rocks, or they may yield curves which, on the basis of shape, would fall 
in group II or even in group I, but which in reality owe their shape to 
causes other than those normally determining the profiles characteristic 
of groups I and II respectively. Curves 14 to 16 afford examples of puch 
erratic or abnormal conditions. 

Curve 14 is of primary ore in porphyry. Viewed broadly, it suggests 
enriched ore over primary ore; yet its upper and richer part lacks the 
strongly serrated outline usually found to accompany enrichment. In- 
deed, each of the two parts, taken independently, looks primary, and 
this is actually the case, the drop in tenor coinciding with the entrance 
of a porphyry of a different variety which, in the district in question, 
carries less copper. 

Curve 15 is of ore in porphyry, only slightly enriched, and representing 
two primary grades, the poorer underlying the richer. The primary 
copper of the poorer is in chalcopyrite; that of the richer is in bornite as 
well as chalcopyrite. On the basis of shape, the curve is an especially 
good example of group II, which would ordinarily signify enriched ore 
overlying primary ore; yet, in this particular case, the effect of enrich- 
ment on the shape of the curve is only to accent the relief of the peaks in 


its upper, richer part. 
vou. Liv.—7. 
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Curve 16, of ore in porphyry, might be thought to indicate deep en- 
richment giving way to primary ore near the bottom. As a matter of 
fact, enrichment is confined to the upper part, where the irregularities 
are most accentuated; below the point, at a depth of about 170 ft., where 
the tenor suddenly steps down and the curve becomes smoother, the 
ore is wholly primary, growing distinctly leaner near the bottom. 

Curves 17 and 18 are in porphyry and are slightly enriched through- 
out. They are not to be regarded as abnormal; they represent a normal 
condition which yields a somewhat erratic curve. Nothing in their 
shape, however, distinguishes them from curves of primary ore in lime- 
stone or even perhaps of primary ore of somewhat variable grade in 
porphyry or schist. 

The causes of the lack of primary uniformity encountered in some 
ores in porphyry and schist are various and often obscure. Low-grade 
pervasive primary mineralization is in certain cases localized by the 
contacts between intrusive rocks and the rocks which they invade; 
vagaries in the distribution of sulphides may therefore be concerned 
with a neighboring contact.. The presence of a mineralized dike, or of 
a vein, or an unaccountable increase of disseminated primary sulphides, 
may, for example, produce irregularities that look like the peaks of an 
enrichment curve. The fact, moreover, that, in the districts involved, 
enrichment always takes place through the replacement of one sulphide 
by another, and that it acts selectively, in such a way that bornite yields 
to its effects more readily than chalcopyrite, and both of these more 
readily than pyrite (to name only the three primary sulphides most com- 
monly involved), causes peaks due to primary richness to undergo a mis- 
leading exaggeration, as is illustrated in curve 15. 


Requisites for Correct Interpretation 


After all, there are a number of varieties of knowledge, not yielded by 
curves, which are essential to an intelligent diagnosis of conditions. 
The study of curve shapes must be made with an understanding of the 
geologic habits of the district. Not uncommonly there is a decrease in 
the grade of primary ore with depth which may involve an entire dis- 
trict or affect only a certain portion; it may be related to the position of 
a contact or dependent on some other influence, but whatever its cause, 
it must be taken into consideration if the curves are to be correctly under- 
stood. A knowledge of the kind of rock traversed is invariably required 
and there must always be enough study of drillings and of other speci- 
mens to yield an intimate acquaintance with the district habits. 

Such studies are facilitated by the microscope. Thin sections are 
sometimes necessary for the identification of the rocks and determination 
of the alterations they have undergone. Polished surfaces of opaque 
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minerals are often indispensable for the recognition of enrichment and 
and of its character. Powders, such as drill pulps, can be investigated 
by the microscope, or by the binocular, a magnetized needle aiding in the 
separation of magnetite from chalcocite which, in the powdered form, it 
closely resembles. It is often advantageous to embed powders in sealing 
wax, in order that polished surfaces of their constituent grains may be 
prepared for microscopic examinations. 

Limestone—which is especially important to recognize on account of 
its disturbing influences—is sometimes difficult of identification in pulp 
form because of intense alteration. The common test of effervescence 
with acid may, of course, be ineffectual, because of the frequent destruction 
of the carbonate by the alteration. A familiarity with the conditions or 
character of limestone alteration in the district will usually serve in 
separating this rock from porphyry. The limestone, however much 
altered, is likely to have a characteristic aspect, due, for example, to 
certain habits of sulphide aggregation or of softness. 

Altogether, the usefulness of a study of curve shapes will vary inversely 
with the amount of additional knowledge needed for their interpretation. 
Should the deposit or district be erratic in its habits, curves may not be 
very intelligible. But should the district possess a uniformity or regu- 
larity in its general geology and its mineralization, the curves are likely 
to be very significant and to constitute an important short-cut to an 
understanding of the ore distribution. 
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An Electro-Hydraulic Shovel 


BY FRANK H. ARMSTRONG,* B. S., VULCAN, MICH. 
(New York Meeting, February, 1916) 


Aut the mining machinery of the Penn Iron Mining Co. has been 
operated by electric power for several years and when another shovel for 
stockpile loading was required the advantages of an electric shovel were 
naturally considered. After considerable study, serious objections sug- 
gested themselves the use of a shovel operated directly by electrical appa- 
ratus by reason of the complicated control, severe service on the motors 


Fie. 1.—E.ectro-HypravunicSHoveL Fia..2.—TxHr SHOVEL AS IT WAS OPERATED 
UNDER CONSTRUCTION. THE First YRAR: 


and the heavy surges of current required from the line. It was finally de- 
cided to construct an electro-hydraulic shovel using water under pressure 
to perform all the necessary operations except that of propelling, for 
which a separate motor was best suited. 

A car body with boom, dipper handle and dipper of late design, but 
without any of the steam machinery, was purchased. A motor-driven 
centrifugal pump, a pressure tank, an air tank, a small air compressor and 
water cylinders with plungers, pistons and valves, were installed in place 
of the steam equipment. Fig. 1 shows this shovel under construction 
and Fig. 2 shows it as it was operated during the first year, the summer of 
1914. The large tank at the back of the car, in Fig. 1, carried air under 


* Mechanical Engineer, Penn Iron Mining Co. 
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a pressure of 2751b. The smaller tank, seen best in Fig. 2, is the water- 
pressure tank into which the pump discharged and from the bottom of 
which the water was taken by the main header to the valves. Back of 
the water-pressure tank is another tank, the end of which can be barely 
seen in Fig. 2, used as a suction tank, which recéived the water exhausted 
from all the cylinders and from which the pump drew its supply. 

The shipments of ore during the summer of 1914 were so small that 
the new shovel was not given a thorough test, but during the summer 
of 1915 the shovel requirements were more favorable. It was soon found 
that the tanks and the air compressor could be dispensed with, since a 
sufficient capacity could be obtained without the use of compressed air, ' 
by reason of the fact that the capacity of a centrifugal pump increases. 
rapidly as the head decreases. The removal of the tanks improved the 


Fia. 3.—E.ectro-HypravuLic SHOVEL WITH CompPRESSED-AIR TANKS REMOVED. 


appearance of the shovel as well as lowered the center of gravity. Fig. 
3 shows the shovel after the changes had been made. 

. The dipper is hoisted by means of a large cylinder and plunger. 
The double hoisting ropes pass around two sheaves at the outer end of 
the plunger. One end of these ropes is anchored to the front flange of 
the hoisting cylinder, while the other end is fastened to the dipper. The 
dipper travels 2 ft. for every foot the plunger travels. The cylinder is 
single acting, since the weight of the dipper pulls back the plunger when 
the valve is open to exhaust. 

The swinging of the boom is effected by means of a double-acting 
cylinder with a piston and rod extending through each cylinder head, 
with a sheave at each end of the rod. ‘The swing circle at the base of the 
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boom is moved by a rope, the middle of which passes around the front 
end of the swing circle and the ends go around the sheaves on the ends 
of the rod and fasten to the car body. 

As shown in Figs. 3 and 5, the thrusting is done by the piston rods 
of four thrusting cylinders directly connected to the dipper handle. The 
four cylinders give a perfect balance around the shipper shaft. The 
piping to the thrusting cylinder is made with swivels and sleeve joints, 
so that the dipper can be raised or lowered, or the boom swung either way 
or raised without putting any strain on the piping. 

The shovel is operated entirely by one man as shown in Fig. 4. His 
right hand does all that the craneman on a steam shovel does. He pushes 


Fie. 4.—Anu SHove, Operations Conrro.LEp BY Onr Man. 


the lever from him to thrust out and pulls it toward him to bring in the 
dipper. His hand if dropped a trifle strikes the button shown below 
the hand and trips the dipper door. His left hand operates the valve 
for the hoist; forward to hoist, toward him tolower. His feet operate the 
swing valve by pushing on levers that are interconnected. By pushing 
on his left foot he swings the boom and dipper to the left, by pushing on 
his right foot he swings them to the right. When the feet are even, the 
valve is in the stop position to which the valve is brought automatically 
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by a centering device. The handle of the controller for the motor which 
propels the shovel is seen under his right elbow. 
Considerable manual effort is avoided by the solenoid tripping device 
for the door of the dipper. This is shown in Figs. 5, 6, 7 and 8. A 
weight on a long arm suspends from a horizontal shaft and tends to hang 
vertically, being parallel to the dipper handle when the dipper is down. 
A small catch holds the shaft from turning as the dipper is hoisted, and 
when the dipper handle is horizontal the weight is ready to fall as soon 
as the catch is tripped. On the same horizontal shaft is a short arm the 
end of which is connected by a chain to the latch of the dipper door. 
When the weight falls, the jerk with the leverage which the weight exerts 
upon the short arm pulls the chain, and trips the dipper door. The 


Fia. 7.—Weieut ReLEasep, Dipper Door OPEN. 


small catch is released by a solenoid operated by the button under the 
operator’s right hand. Fig. 5 shows the dipper down with the weight 
caught; Fig. 6 shows the dipper over the car with the weight ready to 
fall; Fig. 7 shows the weight tripped and the door open. 

The average speed of the machine is between three and four dippers 
a minute. Repeatedly, 3,000 tons have been loaded in a 10-hour day, 
although the railroad service required shifting every two or three cars. 
Much more could have been loaded if good car service could have been 
obtained. With some slight changes it will be possible to increase even 
this speed considerably. 

The power required and the speed of the shovel are shown in the 
chart, Fig. 9, from a recording wattmeter. 
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This shovel has few moving parts as compared to either a steam shovel 
or a straight electric shovel. There are no gears, clutches, brakes or 
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drums. ‘The few moving parts, except the motor and pump, move very 
slowly. ‘The pump gives no trouble since the water is clean and mixed 
with a lubricant. The leakage is small so that an hydraulic oil that will 
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not freeze can be used in winter. The only noise is the hum of the motor 
and a slight singing of the water as it rushes through the pipes and 
valves. 

The advantages are that it is a one-man shovel not requiring 
a craneman or a fireman. ‘The current pull from the line has no large 
peaks and when the shovel is not in operation the current can be shut 
off entirely and the pump stopped. There is very little to wear out 
except the dipper lip and the packing. The control of the movements of 
the shovel is smooth and accurate. If it is desired to raise or lower the 
boom for rail transportation it can be done in a few minutes by resting 
the dipper on the ground and either thrusting or the reverse. It is 
practically noiseless and clean. 
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Tests on Various Electric Motor-Driven Equipment Used in ie 
Preparation of Anthracite Coal 


BY H. M. WARREN, A. S. BIESECKER, AND E. J. POWELL, SCRANTON, PA. 


(New York Meeting, February, 1916) 


In the past, steam engines were used in practically all cases for 
driving the machinery in and about an anthracite breaker, and hence 
few or no accurate data were available as to the power requirements 
for starting and operating the individual machines, which make up the 
complete equipment. It was impossible to segregate the power neces- 
sary to drive each individual machine, first, because the equipment was 
driven in groups, and second, because it was impracticable to obtain 
graphic, integrated, or instantaneous records of the horsepower used. 

As a result of these conditions, it was found, when individual electric 
motors were applied to the various machines, that more accurate and 
complete data were needed in order to provide motors of the proper 
power and design for the particular services to be rendered. 

In order to obtain the desired information, the writers made and col- 
lected a number of tests, from time to time, on the individual motor 
drives in electrically operated breakers, and as these tests have been 
of great value, it occurred to them that a paper giving the results might 
be of service to other engineers interested in similar installations. Table 
I shows the results of these tests. 

All the motors tested were of the three-phase, 60-cycle, 440-volt, 
induction, squirrel-cage type, except a few, which, on account of size and 
starting conditions, were of the wound-rotor type. 

The instruments used in making these tests were: An integrating 
watt-hour meter, a graphic ammeter, and a graphic voltmeter. These 
instruments were connected in each motor circuit, and a record of a 
day’s run of 9 hours was obtained from each machine. 

From these tests, the running light load, the average all-day load, and 
the instantaneous peak readings in amperes, volts, and kilowatt input, 
were obtained. By means of the characteristic curves obtained from 
these motors at the factory, the power factor, the efficiency, and the 
horsepower output were calculated for each particular test. Starting 
tests were made by the brake-arm method, in which the torque in pounds » 
was measured directly on a spring balance. 
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Unusual care, was taken in making these tests and in calculating the 
results; therefore, the writers feel that they are reliable for all practical 
purposes. 

As the characteristic curves on the various machines differ, graphic 
charts taken under actual operating conditions, the results of the tests, 
and the mechanical data pertaining to the machine driven, follow in 
proper order. 


Shakers 


From Table I, it will be noted that tests were made on shakers of 
various sizes of the two-, three-, and four-deck types. The eccentric 
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Fie. 1.—Grapuic AmMeTer Cuart SHowine Loap on SHAKER SCREENS, 


displacement is divided evenly in order to balance up the load, and the 
shakers have a 6-in. stroke. There is a slight difference in the speeds 
at which these various shakers are operated, the speed of the eccentric 
shafts ranging from 134 to 163 r.p.m. . 

From the graphic ammeter chart, Fig. 1, it will be noted that the — 
characteristic load on the average shaker screen is a fluctuating one, the 
fluctuation varying in direct proportion to the degree of unbalancing 
in the various decks. This unbalancing may be caused by several factors, 
which are practically impossible to control, viz., unequal quantities of 
coal on the various decks, unequal weights of the decks, unequal friction 
in bearings of the suspension rods which support the decks, et¢.; also, 
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a fluctuation in the load may be caused by improper spacing of the 
eccentrics. 

Theoretically, the load on each deck during a cycle of operation con- 
forms very closely to a crank-effort curve as obtained on a steam engine; 
so, when the load curves of the cycle of operation of a complete shaker are 
superimposed, the resultant load curve is undulating. This variation 
in load would tend to show a considerable fluctuation on a graphic 
ammeter chart where the eccentric spacing is from 180 to 120°, decreas- 
ing as the spacing is decreased and the number of decks increased. 

The condition which arises in connection with the load obtained on a 
two-deck shaker when the eccentrics are spaced 180°, deserves special 
mention. The cycle of operation of the decks when they are driven from 
the eccentrics spaced 180°, gives the best condition for minimum vibra- 
tion of the shakers and the maximum variation of load on the motor. If 
the eccentrics are spaced 90° to obtain the minimum variation of load 
on the motor, then the maximum vibration is obtained on the shakers. 
If they were operated in this manner for any length of time, they would 
set up a very destructive:.vibra ration in the surrounding timbers of the 
breaker. It has. be en .Stggested*to operate these shakers with 180° 
spacing on the e senor IOS; A ee fall a flywheel on the motor shaft to 


troubles occurring in Siencction with the operation of shakers, and have 
found in almost all cases that they were due to unequal spacing of the 
eccentrics at the time of installation; to the attendant’s tightening the 
bearings on the decks or the eccentric straps; to the improper lubrication 
of the bearings and eccentrics, etc. 

Tests and experiments were also made in an endeavor to reduce this 
fluctuation in load by making use of a flywheel, and also by attaching 
springs to the various decks; but the results obtained showed that, except 
possibly in the case of flywheels on two-deck shakers, conditions were not 
bettered sufficiently to warrant the expense of installing the additional 
apparatus. 


Rolls 


The rolls used in the tests and described in Table I were of the manga- 
nese-segment type with cast-iron spiders, excepting No. 4 which was of 
the chilled-tooth type. 

The following are the sizes of coal treated by the several pairs of rolls: 


Main rolls, Lump to grate coal; 

No. 2 rolls, Grate to egg coal; 

No. 3 rolls, Grate to egg coal; 

No. 4 rolls, In the washery—breaking coal from refuse dump down to egg and 
below; 


At: 
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No. 5 rolls, In the washery—breaking coal from refuse dump down to chestnut; 
No. 6 rolls, In the washery—breaking coal from the refuse dump from Sheva 
to buckwheat. 


The sizes and speeds of these various rolls are found in Table I under 
mechanical data.” 

Since much more trouble has been experienced with the individual 
motor drive used in connection with main rolls than with any of the 
other individual drives, the writers have made exhaustive tests and in- 
vestigations on this particular equipment. Trouble developed with these 
machines soon after the motors were installed, on account of enormous 
peaks suddenly thrown on the motor through the crowding of the rolls 
due to irregularity of feed. This developed into a serious matter, as this 
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feed reached sufficient proportions to stop the motor, and in time roasted 
the insulation so badly as to necessitate rewinding. Yet this, in itself, 
was really a minor matter when compared to the annoyance and the num- 
ber of delays in the operation of the breaker. In order to locate this 
trouble, graphic ammeter charts were taken with a special fast-reading 
instrument, samples of which are shown in Fig. 2. 

At this time a 2000-lb. solid cast-iron flywheel was mounted on the 
roll shaft, and run at about 96 r.p.m. Upon checking up the inertia of 
this wheel, it was found to be practically valueless at this speed. 

From Fig. 2 it will be noted that the load on these rolls varied greatly 
so that the peaks at times reached the breakdown point on the motor. 

In order to rectify this trouble, it was found advisable in some cases 
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to design a special feeder to deliver the coal'to the rolls more uniformly. 
A type that was found to work well was shaped like a paddle-wheel, and 
was installed in the chute leading to the rolls. The feeder was revolved 
by means of a belt driven from a pulley on the motor shaft or from one of 
the countershafts. Where picking tables or conveyors are used, the feed 
is sufficiently regular for good operation without the paddle-wheel feeder. 
_ After the coal passes through the main rolls, the flow is sufficiently regu- 
lar on the other rolls for all practical purposes. 

In designing special flywheels to take care of the large peak loads 
thrown on the main rolls, a careful study was made of the graphic am- 
meter charts obtained from the tests on this equipment. From these 
peaks it was found that certain conditions had to be taken care of in 
order to smooth out the curve, and with this information at hand, a 
special high-speed flywheel was designed and built up from boiler-plate 
iron. 

After this new wheel was installed, other charts were taken with the 
same high-speed graphic ammeter. One of them is shown in the lower 
half of Fig. 2. The comparison of the charts shows conclusively that 
the peak conditions were nicely taken care of by the flywheel. These 
rolls have not been blocked since it was installed. . 

The size and capacity of this special wheel were calculated as follows: 

By measuring and calculating several peak loads, it was found that 
the horsepower-seconds of these peaks were about 100. Since the total 
horsepower-seconds in the old flywheel at 160 r.p.m. was only 95, and 
for a 10 per cent. slip in the motor there were only 18 hp.-sec. available, 
and since a watt-hour meter showed that the average load was less than 
half load on the motor, the inadequacy of the flywheel was evident. It 
was therefore decided that it would be necessary to replace the old fly- 
wheel with a new one so designed that it would carry these peaks without 
slowing down to such an extent that the motor would be seriously 
overloaded. 

The new flywheel was calculated from the following formula: 
SPE 
~ 29 X 550 
Where W = the weight of the wheel in pounds. 

V = the velocity at the radius of gyration in feet per second. 


hp.-sec. 


By substituting ar for V we have 
2rRS\ ? 
wy: WG) _ WR? 
29 X 550 29 X 550 ~ 3,200,000 
Where & = radius of gyration in feet. 
S = speed in revolutions per minute. 
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In the first place it was decided to design the wheel so that-it would 
give out approximately 160 hp.-sec. for a 10 per cent. slip or reduction 
in the speed of the motor. 

As the horsepower-seconds in a wheel are proportional to the square 
of the speed, the total horsepower-seconds necessary in order to give out 
160 hp.-sec. in slowing down 10 per cent. (or to 90 per cent.) speed would 
be 

160 ‘16D 
1.00 — (0.90)? 0.19 


Since it was desirable to keep the weight of the wheel as small as 
possible, it was found that the wheel would have to run at the speed of the 
motor or 900 instead of 160 r.p.m., the speed of the rolls. It was also 
thought that in order to make the wheel perfectly safe, it would be better 
to build it up from boiler iron and limit the rim speed to 10,000 ft. per 
minute. Substituting these values in the above formula, we have 


WR? (900)2 
3,200,000 


As the wheel was to be built up, the radius of gyration would be 0.7 
of the total radius. For 900 r.p.m. and 10,000 ft. per minute rim speed, 
the radius of the wheel is 1.88 ft. or a radius of gyration of 1.31 ft. All of 
the dimensions of the wheel were thus determined with the exception of 
the face or thickness. Since a cubic foot of iron weighs about 480 lb., it 
was found that the thickness of the wheel would have to be 5in. It is 
interesting to note that the new wheel weighs only 2,190 lb. or only 190 
lb. more than the old wheel, but on account of its speed it delivers nine 
times the horsepower-seconds in dropping 10 per cent. of its speed. 

Another important item for attention is the starting torques of these 
rolls. Table I shows under the heading of percentage starting torque, 
that in almost every case over full-load torque is required. The writers 
suggest for consideration the possibility of using roller or ball bearings in 
order to decrease the high starting torque. 


= 840 hp.-sec. 


840 hp.-sec. = 


Conveyors 


The conveyor lines are of the ordinary single, chain-flight type, with 
the exception of the main and the refuse conveyors, which are of the 
mono-bar and double-chain types, respectively. The length, height, and 
speed of the line, also the number, area, and the distance between scrapers 
are shown under ‘‘mechanical data’”’ in Table I. 

Tests indicate the load to be fairly constant and the friction load very 
high. A graphic ammeter chart showing the characteristic load on one 
of these lines is shown in Fig. 3. This chart was taken on the main con- 
yeyor line which carries all the coal from the hoisting shafts to the breaker. 

VOL. Liv.—8. 
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There has been no trouble of any importance in connection with the 
motor driving this line. The size of the motor to be used depends on the 
elevation and length of the line, the amount of coal to be moved, and 
possibly on the type of conveyor. | 
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Elevators | 


The elevator lines are of the ‘‘perfect”’ and gravity discharge types, 
equipped with double chains, with the exception of the buckwheat eleva- 
tor, which has a single chain. The length and speed of the lines, also the 
number, cubic contents, and spacing of buckets, are given in Table I 
under ‘‘mechanical data.” 

The load developed on these lines, like that obtained on a conveyor 
line, is practically constant. A characteristic chart of the load on one of 
these lines is shown in Fig. 4. This chart was taken on the top elevator 
which handles the coal from the refuse conveyor and carries it to the top 
of the washery. 

No serious trouble has been experienced with the motors installed on 
these lines. The determination of the proper size of motor is dependent 
practically on the amount of coal and the height to which it is lifted. 


Jigs 


Jigs of the Hazleton standard, single type are operated in groups from 
a line shaft. Each jig is operated from this line shaft through a counter- 
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shaft, on which are mounted the eccentrics necessary for the reciprocating 
motion required. \ 

From the graphic chart shown in Fig. 5, it will be noted that the char- 
acteristic load on these jigs resembles that of the shakers in fluctuating 
greatly. 

No serious trouble has developed with the operation of these jigs. 


Dust Fan 


The dust fan is of the multivane type and its size, speed, etc., will be 
found in Table I. 

With this type of fan the load is practically constant, depending on 
the amount of air passing and the speed; it was thought therefore that 
a graphic record of its performance would be uninteresting. 


Car | Hauls 


Car hauls consist of a single, endless, reinforced chain with 9-in. 
pitch equipped with knockovers to catch the car. The load is dependent 
on the running-light friction of the chain, the friction of the cars, the 
grade of the haul, the weight of the loaded car, and the speed. 

For loaded cars or trains there is practically no variation in the power 
required. 


Washery Pump 


This pump is of the centrifugal type, and the capacity and head under 
which it operates are foundin TableI. The load is constant, depending on 
the head and amount of water handled. 


Rock Pulverizer 


The rock pulverizer is of the bar-and-hammer type, and its capac- 
ity is approximately 40 tons per hour. The load on this apparatus is 
somewhat similar to that obtained on the rolls, viz., being made up of 
sharp instantaneous peaks, while the average all-day load is compara- 
tively low. 

Table II is a collection of tests made on a number of rock pulverizers 
now in service, from which it will be noted that under average operating 
conditions 17.8 tons of refuse per hour was handled, with an average 
consumption of power of 1.488 kw.-hr. per ton, also that the ratio of the 
average instantaneous peaks to the average load on the motor was 1.92. 
Fig. 6, a graphic chart taken on one of these rock pulverizers, probably 
shows the characteristic load to better advantage. 

These peaks are due to irregularity in the flow of rock to the pulveri- 
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Tasiu Il.—Tests on Rock Pulverizers 


Colliery 1 2 | 3 4 5 6 7 Aver. 
Motor horsepower..........| 75.0 75.0 40.0 75.0 75.0 40.0 75.0 ethers 
Motor speed, r.p.m........ 855.0 |1110.0 |855.0 {1110.0 |1110.0 |855.0 {1110.0 
Crusher speed, r.p.m.......| 780.0 |......-.]......-| 800.0 | 850.0 |880.0 | 795.0 |...... 
Number of hammers.......| 104.0 44.0 44.0 44.0 44.0 | 44.0 44° Oy, “Weletetatere 
Spacing of grates...........| 2-in. 0.875; 0.875 0.875 0.875) 0.875 O-S75licrrerres 
rd. mesh 
Clearance between grates { ; 
and hammers, inches......| 4s to 4) % to 34 | 4% to %| % to % | % to % | 4 to %| Ko to % |...... 
Tests 
Rock in tons per hour...... 14.0 17.0 10.0 16.0 11.0 20.0 28.0 |17.8 


Input, average kilowatt.....| 31.0 31.2 | 18.0 25.0 19.7 19.4 28.3 |24.7 
Output, average horsepower.| 34.0 35.0 19.8 26. 5 7 
Input, kilowatt-hour per 


CON ects cisisiere cf t alole\eie's sicisi> 2.22 1.84) 1.8 1.55 1.79 0.95 0.93 | 1.488 
Ratio instantaneous peaks 

to average load..........- 1.6 3.0 | 4.0 1.55 1.55 | 2.5 2.4 | 1.92 
Ratio instantaneous peaks 

£0 TALC LOAD. os.e  ccice acces 0.84 1.5 3.0 0.75 0.70 2.0 1.25 | 1.108 
Average power factor....... On Su Mlergioreecalleresla\o\e re 0.64 0.55 0.74 0.69 | 0.648 
Load factor........-+ alorerate he 0.45 0.46 |; 0.50 0.35 0.26 0.48 0.40 | 0.388 
ks Fly Wheels 


Diameter in inches.........| None 
Face in inches........+++++|+eeeree 
Rim depth, inches........++|-s++ss++- 
Total horsepower seconds...|........|. 
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zer. The original pulverizers were driven by 50-hp. motors, which were 
very often loaded to their breakdown point when crowding occurred. 
In an endeavor to eliminate this difficulty gates were installed in the 
chutes leading to the pulverizer, so that the attendant could regulate the 
feed. The writers would not care to recommend this scheme, unless 
it is in charge of an experienced man, because disastrous results have fol- 
lowed when this machine was operated by a green man. It has been pro- 
posed to use a paddle-wheel feeder similar to that mentioned under rolls. 
Conveyor lines are sometimes used to carry the rock to these pulveri- 
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zers, and they act as good feeders. No trouble has been experienced 
where they were used. 


Pickers 


The slate pickers are of the standard Emery type, and as the load is 
comparatively constant and light, and also does not have any inherent 
characteristic of any interest, no chart is shown of them. 


Summary 


Curves giving the coal rate, load on the breaker, with and without 
the main conveyor running, the total kilowatt input, the power factor, 
and the rate in kilowatt-hours per ton, are shown in Fig. 7. 
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These curves, as will be noted, are all plotted over time on the base 
line, and the readings were taken every half hour. It is therefore easy 
to see how these factors vary with the rate of coal flowing through the 
breaker. 

In Fig. 8, curves are given showing the variations in the kilowatt 
input, the load and the power factors in the breaker, also the efficiency 
and the horsepower output of the main conveyor line, with different rates 
of flow of the coal through the breaker. 

Much could be said as to the proper type and design of motors for this 
service, but as it was thought to be outside the scope of this paper, it was 

deemed advisable not to discuss them at this time, but simply to say that 
they should be of heavy and rugged design. 
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In conclusion, the writers wish to emphasize the importance of making 
a careful study of the characteristics of the machine to which the appli- 
cation of individual motors is to be made, since, for constant loads, the 
determining point in selecting the size of the machines is dependent on 
the heating of the motor. Then, again, machines with either high start- 
ing torque or large instantaneous peaks, or possibly both, require a motor 
to meet these conditions rather than for continuous capacity. 

To a careful student, some of the motor ratings in the tables here 
given may seem a little large when compared with the tests; but this is 
explained by the fact that the breaker on which these tests were made was 
handling at the time only about 60 per cent. of its rated capacity. 
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DISCUSSION 


R. V. Norris, Wilkes-Barre, Pa.—For many years the power re- 
quirements of breakers designed in the Anthracite Region have been 
based on calculations made from indicator diagrams taken during 
operation, with various sections of machinery idle; these, while giving 
reasonably accurate figures, gave no intimation of the peak loads which 
have been shown so clearly in the paper. The high-speed flywheel for 
breaker rolls is new and shows a remarkable saving in peak power re- 
quired, besides eliminating the stalling of the rolls from overload. The 
figures given are so far in advance of anything previously published that 
they will undoubtedly be used as a basis for future breaker design. It 
is to be hoped that the authors will continue this investigation and 
extend their paper by a description of the motors found best suited for 
this work. 


Wiiu1aM Kent, Montclair, N. J.—I notice on p. 118 reference is made 
to one of the difficulties being the starting torque, and it is proposed to 
use roller or ball bearings in order to decrease the high starting torque. 

I suggest that before the roller or ball bearings are put in, an in- 
vestigation be made as to the amount of the starting torque, as shown by 
wattmeter measurements and as to what the starting torque ought to be, 
theoretically, according to the energy formula; that is, how much start- 
ing torque is required to accelerate the rotating mass in a given number 
of seconds up to full speed. Having secured this information it may be 
found the amount to be saved by roller bearings is not very great. 

If it appears that roller bearings will not greatly decrease the starting 
torque, the next thing to be done is to have a special design of motor 
in which there is a field that can be made very strong at the start, by 
the use of extra poles or other means, and the next thing that may be 
done is to increase the speed from 10,000 r.p.m. to 25,000, which can be 
done with wire-wound flywheels, especially if the wires are made of 
vanadium steel. 


H. M. Warren, Scranton, Pa. (communication to the Secretary *).— 
The discussion by Mr. Kent and the line of procedure he proposed is 
apparently based on the assumption that the high starting torque re- 
ferred to is due, principally, to the torque required for acceleration of 
the flywheel; whereas, by referring to Table I, it will be noted that the 
starting torque of the main rolls is 110 per cent. of the full-load torque 
of the motor. This starting torque test was made by the brake-arm 
method, as stated on p. 107, and, therefore, does not include any acceler- 
ating torque, simply the starting friction of the rolls. 


* Received Mar. 8, 1916. 
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It is not possible to provide special field windings to increase the 
starting capacity of the motor, as these motors are of the three-phase 
A. C. squirrel-cage type. 

The authors see no object in considering the use of wire-wound 
wheel in order to increase the speed to 25,000 ft. per minute: first, be- 
cause this speed is not necessary; and second, if a higher speed were 
necessary, a wheel of this same type could be operated up to 18,000 
ft. per minute; but because of the difficulty in maintaining proper shaft 
alignment in the ordinary breaker, the speed of 10,000 ft. per minute 
is considered more practicable than a higher speed. 


K. A. Pauty, Schenectady, N. Y. (communication to the Secretary*). 
—One of the mast aggravating problems which the engineer meets in 
the equipment of a new plant is that of the power required to drive the 
various elements. Especially is this the case if a radical change has 
been made in the grouping of machines requiring an accurate knowledge 
of the power requirements of each machine to determine the capacity 
of the motor driving the group. The paper by Warren, Biesecker, and 
Powell supplies some very much needed information regarding the 
power required to drive the various portions of a modern anthracite coal 
breaker. I am certain that the information will be welcomed by all 
who are interested in equipping similar breakers. 

One important point which I wish to emphasize is brought out in- 
directly in this paper and that is the value of making tests of motor drives 
and studying the load diagrams with a view to making improvements 
where possible. The ease with which motor drives can be studied and 
improvements introduced is a very strong argument in favor of electri- 
fication, which is often lost sight of when considering several com- 
petitive drives. * 


* Received Feb. 11, 1916. 
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The New Electric Hoist of the North Butte Mining Co. 
BY FRANKLIN MOELLER, * CLEVELAND, OHIO 


TOGETHER WITH A NotTEr oN PRELIMINARY CALCULATION OF FLYWHEEL 
Moror-GENERATOR SET 


BY C. D. GILPIN, CLEVELAND, OHIO 
(New York Meeting, February, 1916) 


Tue application of electric power for driving mine hoists handling 
heavy loads at high speeds has recently been extended by the installation 
of what is probably the largest electrically driven hoist in this country 
at the Granite Mountain shaft of the North Butte Mining Co., Butte, 
Mont. While the weight of rock which is hoisted by this machine is not 

_the largest now being handled by electric mine hoists, the speed of hoist- 
ing is so, and the combination of the high speed with the heavy load has 
resulted in a machine of considerable interest to all those actively engaged 
in mining. Aside from mere consideration of size, this installation de- 
serves attention because of the careful attention given, not only to the 
question of economy of operation, but to the details of construction and 
installation of the entire equipment. 

The conditions to be met in this installation were as follows: 


Weight of rock to be raised per trip, 7 gross tons ........... 15,680 Ib. 
W Gight (Of SID poms erate tiie stevens o's ico suens oe alerceae ea een 8,000 Ib. 
Weigh tion CALO aye cae meeramtenin so cs, whe. ce ne ee 1,800 lb. 
Maximum depth: of hoisting. .asitl. . Rie..x/ i. pase nee 4,000 ft. 
DiAMmoter/Ol, TOPO ase eee eras shals eels Shs cites aster De 15¢ in. 
Total weight suspended on one rope from drum............. 42,000 lb. 
Normal shoisting Bp6od ex erento t «| -;4 ccs ti sec ak ee 2,700 ft. per minute. 
Maximum hoisting Speeds emameeiede ss << cys «sch ae aren eee 3,000 ft. per minute. 


Desired capacity—200 tons per hour from 4,000 ft. depth. 

The ore is mined in several levels and hoisting is carried on from the 
800-ft. level down to the 2,700-ft., which is at present the maximum depth 
from which the ore is raised regularly. Development is proceeding and a 
depth of 2,900 ft. has already been reached. ‘The rock is handled under- 
ground in cars holding 34 ton, and about 10 cars are the usual load for a 
skip. All of the ore is dumped into underground bins, which are of differ- 
ent capacities varying up to 250 tons. From the bins the ore is fed into 
the skips without passing into measuring pockets. At the surface the 
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ore is delivered into a series of storage bins, from which it is discharged 
by gravity into railroad cars and shipped to the smelters. 

With a high cost of fuel and the cost of electrical power relatively low, 
the most economical hoist apparatus is a simple geared hoist driven by an 
alternating-current motor with drum control. Its simplicity, however, 
carries with it certain disadvantages which become more pronounced 
as speeds of hoisting are increased. At this mine, where the service 
requires a combination of high speeds and heavy loads, the first choice of 
equipment is a hoist direct connected to the motor with voltage control. 
In the many questions that enter into the determination of the best. hoist- 


Generator Set j 


Fig. 1.—Horst Room at THE GRANITE SHAFT oF THE NortH Butte MINING Co. 


ing equipment for any given set of conditions, first cost may finally be 
pitted against sureness of control, freedom from interruption of service, 
and safety. The safety feature was given as careful attention as any of 
the other items entering into the consideration of the hoisting equipment 
to be installed. 

In the present instance, a first-motion hoist witha motor-generator fly- 
wheel set was chosen as the most desirableequipment. Fig. 1 shows a part 
of the hoist room with the equipment installed, and Fig. 2 shows a plan of 
the hoistroom. The hoist house is of steel, with steel sides and roof. An 
overhead crane and runway are provided, so that the heaviest parts of 
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the equipment can be handled in case repairs are necessary. The hoist is 
located 425 ft. from the head frame, the ropes between the head frame 
sheaves and the drums being supported on sheaves mounted on special 
towers. 

The hoist consists of two 12-ft. drums fitted with a clutch, post brake 
and band brake. The drums are mounted on a shaft supported in three 
bearings, this shaft having a flanged coupling to connect to the motor. 
The clutches and post brakes are operated by oil cylinders, the pressure 
being supplied by an accumulator and an electrically operated pump. 
The band brakes are operated by hand wheels. All of the operating 
levers are grouped on a large elevated platform with double stairways. 
The control and reverse levers are separated, but so interlocked that when 
the control lever is in the ‘‘on”’ position the reverse lever cannot be moved. 
The safety devices include: 

1. A mechanism for moving the control lever to the “off” position 
when the skip has reached a predetermined point, holding the lever in 
this position until the reverse lever has been moved to the opposite 
position, the operator being thereby prevented from starting in the wrong 
direction. 

2. Two solenoids which automatically apply the post brake if the skip 
is carried too far after the current has been cut off. An indicator with 
large dial is provided for each drum; for accurately spotting the skip or 
cage the brake rings on the drums next to the middle bearing are extended 
8 in., affording a large surface on which to paint marks. 

On the platform in front of the operator are a panel, holding a volt- 
meter and an ammeter, and a target connected to the reverse lever show- 
ing which drum is hoisting. Grouped around the sides of the platform 
are the signals, gongs and lights. 

The drums are 12 ft. in diameter by 9 ft. 4 in. face, grooved to hold 
5,000 ft. of 15g-in. rope in two layers. The drum shells, brake rings and 
spiders are made of cast steel, the latter being fitted with heavy bronze 
bushings. 

The clutches are designed to take a load of 50,000 lb. on a 12-ft. diam- 
eter, with a factor of safety on all parts of not less than 8. The clutches 
are of the flat friction type, consisting of two heavily ribbed annular rings 
faced with wood supported on a six-armed spider keyed to the shaft. 
These rings clamp a flat steel plate bolted to the drums, and are moved 
by six sets of toggle arms connected to a sliding sleeve and rock shaft 
operated by an oil cylinder. All of the parts of the clutches are made of 
steel. The clutches and motor were subjected to a load of 2}4 times 
their rated capacity and developed no weakness. 

The post brakes are made of plates and angles in the form of a box 
girder. They are of the parallel-acting type applied by weights and re- 
leased by oil cylinders. The band brakes are for emergency service and 
are operated by hand wheels and screws, with provision for operation by 
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power later on if desired. All of the brakes are Jiaed with basswood 
blocks. 

The bearings are of the pedestal type with quarter-boxes adjustable 
both vertically and horizontally. A continuous gravity-feed oiling sys- 
tem with tanks and filters is provided for lubrication. The drum shaft 
is of open-hearth forged steel, 22 in. diameter by 40 ft. 514 in. long, with 
a flanged coupling forged on end. All of the operating connections and 
safety devices are placed on or above the floor level, in full sight, so that 
any derangements of any of the working parts can be quickly observed. 


Horse Power 


Lee 
AGS . 
|. <"" 2000 Ft. - 64.4 See; 


pemee 2800 Ft. - 82.2 See >] = 
8000 Ft. - 86,6 Sec, 


kK 4000 Ft. - 108.8 See, 
Fig. 3.—Caucu,atep Hoistine Sprrp AND PowrER CURVES. 


The combined weight of drum shaft with two drums and two clutches 
is 300,000 lb.; the radius of gyration is 4.86 ft. 

The electrical equipment consists of a 1,850-hp., 71-r.p.m., 550-volt- 
direct-current, direct-connected hoist motor, directly connected electric- 
ally to a generator of equivalent capacity which is driven by a 1,400-hp., 
505-r.p.m., AC motor. A 100,000-Ib. flywheel is mounted between the 
motor and the generator of the motor-generator set. The flywheel is 
turned smooth and is inclosed in a steel case which reduces not only the 
windage friction, but the noise; the latter often being a very annoying 
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feature with a set of this kind. Both the hoist motor and the generator 
are designed to carry high overloads. 

Forced lubrication is used on the motor-generator set, and the wheel 
bearings are water-cooled. The slip regulator is also water-cooled. 

The field current of the generator is not regulated directly, but by 
means of magnetic switches operated by the master controller. The 
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Fic. 4.—TacHocrapH Recorp SHowinG TyrpicaL HoistinG SPEEDS AT THE 
GRANITE SHAFT. 


wiring for the latter is all brought to a junction box on the operating 
platform, so that the operator may know if any changes are being made. 
All other wiring is carried in the basement, conduit work being used 
throughout with the exception of the large mains between the motor and 
generator which are mounted in porcelain cleats in a substantial manner. 
Every connection is plainly marked so that it can be checked up by refer- 


ence to the wiring diagram. 
The operation of the hoist is extremely easy, merely one air brake 
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being commonly used; this air brake, in fact, is usually not applied until 
the rope speed is reduced to almost nothing. At present the hoist is not 
pushed to its capacity and consequently the operators accelerate and 
retard in a leisurely manner. Fig. 4 shows some typical speed records 
from the tachograph with which the hoist is provided. Fig. 5 is a power 
curve taken when the operator was hoisting at a speed about 10 per cent. 
below normal from a depth. of approximately 2,250 ft. Fig. 3 shows a 
series of calculated curves. As a matter of interest, the values from the 
1,000-ft. level curve and 3,000-ft. level curve have been applied to equa- 
tion 4 in the note appended to this paper, with the result that a flywheel 
sufficient to smooth out all the peaks is indicated, based on assumed values 
for demand and meter charges. Calculations made from these curves 
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Fig. 5.—Powrr Curve WHEN Hoist1ne at a Sprep 10 Per Cent. Brtow Norman 
FROM A Depts oF 2,250 Fr. 


indicate for the 1,000-ft. level that a 90,000-Ilb. wheel will be required, 
while for the 3,000-ft. level a 111,000-Ib. wheel will be necessary, a mini- 
mum time of 15 sec. being allowed for loading in each case. These 
figures are approximate and are in no way related to those prepared by 
the manufacturers of the electrical equipment, who, of course, have 
access to more complete data on the characteristics of the electrical 
equipment. In these calculations, the slip was taken at 20 per cent. 

The input curve at present reaches a value of 1,140 kw. and consists 
of a series of peaks, since the interval between trips is too great to give 
the constant power input that would be attained under maximum rates 
of operation. The switchboard instrument indicates a no-load loss for 
the flywheel and motor shunt field, etc., of approximately 90 kw. or 
about 120 hp. 
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It should be borne in mind that the equipment was installed for-con- 
ditions which will prevail in the future, as much as for those which now are 
attained. 


Preliminary Calculation of Flywheel Motor-Generator Sets 


The subject of motor-generator hoisting sets has been covered so many 
times that it is difficult to offer anything new. The writerhasendeavored, 
however, to develop a few general principles which may be of use to those 
interested in this subject. 

In the first place, this system is often considered for hoists where it 
has no proper application. Take for instance a hoist where the rope 
speed is comparatively low. Though the peak loads on such a hoist may 
indicate a saving in demand charge which appears attractive, it should be 
borne in mind that the efficiency of an Ilgner system is much lower than 
that of a straight induction motor, so that the demand charge will not be 


po a ‘Average Rheostatic Loss 
‘lywheel Friction fu 
/ 


Flywheel Friction 


Fig. 6.—Powrr Curve Usep In CaLcuLATION oF FLYWHEELS FOR MorTor- 
GENERATOR SETS. 


reduced as much as would appear. Moreover, if the hoisting speeds do 


not require a motor-generator type of control, the substitution of an Ilgner 
system for an induction-motor drive will greatly raise the fixed charges, 
which will generally more than offset the saving in demand charges. 

There is another class of hoists in which the splendid control of the 
motor-generator system is essential, but in which the peaks are not of 
sufficient magnitude to indicate the use ofa flywheel. In cases of this 
kind, if the company supplying power will disregard peaks under 5 
seconds, it does not pay to add the flywheel, since the acceleration load 
area is triangular and much of it will not carry any charge. As the load 
comes on gradually, there is little disturbance on the power lines, so that - 
the power company can afford to make such a concession. 

Finally, there are many instances in which a short inspection of the 
load cycle and the power contract will make it certain that a flywheel 
system is necessary. Just how much of the peak it is desirable to cut off is 
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not. so easily determined. The following method of calculation may, 
perhaps, be of interest. 

A curve should be plotted, similar to the one shown in solid lines on 
Fig. 6, this curve to represent the power at the flywheel shaft. The peak ~ 
cost per horsepower per trip (C1) should next be determined by dividing 
the peak charge per horsepower per month by the probable number of 
trips per month, allowing for the losses in the alternating-current 
motor. The current charge (C2) per horsepower-second should be figured. 

It is obvious that the acceleration peak of the curve will be compara- 
tively easy to do away with, and this point should be first considered. 
Assuming a constant maximum slip, s, for the flywheel (expressed as © 
a decimal fraction of normal speed), and calling the weight of the fly- 
Wv?(2s — s?) 

29 X 550 
where v is the equivalent linear velocity of the flywheel in feet per second 
(v = 2m rev. per sec. X radius of gyration of wheel). 

This expression may be more conveniently written, nW; and to ob- 
literate the acceleration peak it is only necessary to equate this value to 
the energy in the acceleration peak above the gravity load. 


wheel, W, energy from the wheel (in horsepower-seconds) = 


Fig. 7.—Loap Curve. 


Referring to Fig. 6, re-acceleration would be represented by the area, 
abe. The actual peak at the wheel is P plus the wheel friction and the 
rheostatic losses, and the power curve has assumed an approximately 
rectangular shape. It would not, therefore, be far out of the way in 
figuring the desirability of a further increase in the flywheel, to assume 
that the load curve is a rectangle as shown in Fig. 7, in which ¢; is the 
time of hoisting up to retardation, P, the average power at the wheel re- 
quired by the hoist during this period, and ¢ the time of retardation plus 
the time of rest. P, is the power delivered at the wheel shaft by the 
alternating-current motor, the difference between P, and P, being sup- 
plied by the wheel. The energy P,t; then equals P,t. The negative 
power has been disregarded, as it does not ordinarily enter largely into the 
final result. 

Let f equal friction horsepower per pound of flywheel, and 7' = total 
time wheel runs per trip. Since approximately all the power passes 
through the motor-generator set while the latter is accelerating or retard- 


ing, the average rheostatic loss in power equals : (P, +fW). The peak 


a 
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load, therefore, equals Pp +jW +5 P,+5/W = (1-+5)(P,+JW) 


P, = P, less the power supplied by the wheel = P, — ae 
: 1 


Substituting, 
s nW 
peak load = (1 oh 5) (P. Aes + fW) 
Let the peak load cost of power per trip = F1. 
8 nW 
Fy =, (1+ 5) (Pe - 9 +577) 
The rate of change of peak cost with regard to wheel weight is the first 


dF; 
dw 

aF 1 n 
aw = (1 +5) 0-3) 3 (1) 
With ordinary values for n, t; and f, this rate of change will be negative, 
showing a decrease in peak cost for an increase in wheel weight. 

The energy consumption at the flywheel shaft is the sum of three 
quantities: the energy demanded by the hoist, the energy consumed by 
the flywheel, and the energy lost in the slip regulator rheostat. The 
first of these quantities is represented by P.t:, and the second by TfW, it 
being remembered that 7 is the total running time of the wheel per trip 
of the hoist. 

The third quantity (E3) i is equal to the energy lost when introducing 
resistance plus the energy lost while resistance is being cut out; it may be 
expressed as follows: 


derivative of Fi, or 


By = 5 (Pp + {Wt + 5 (Pr + SWE — bh) = 5 (Pot + YW) = 
5 (Pols + YW) 


The quantity ¢ is a variable dependent on W, and may be expressed 
in terms of the latter; but for approximate calculations of this kind, it is 
much simpler to equate ¢ to 7’, which is its limit. The error so introduced, 
as will be shown hereafter, will be small, when determining the rate of 
change of energy cost. 

The total energy, H, may therefore be approximated as follows: 


E = Pot + Tho + : (Pot; + TW) 
Let the meter cost per trip be F2, Then, 
Fa = Ca[ Pur + T/W +5 (Po + T/W)| 


a Wi 
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The rate of change of meter cost = a 
dF» s x s 
ayn C2 (Tf +5 TF ) = Ca(1 +5) 2 (2) 


(It will easily be seen that if t equals 0 instead of 7’, the term 5 will be 


eliminated; with 15 per cent. slip, ; = 0.075. The error is therefore 


usually much less than 7)4“per cent.) 

a is a positive expression and shows F? increasing with the weight 
of the wheel. If the derivative of F; is negative and is greater numeric- 
ally than the derivative of F2, the power cost per trip will decrease con- 
tinuously as the wheel weight is increased, until the peaks are entirely 
smoothed out. If the derivative of F2 is the greater, any increase in the 
wheel weight will increase the cost of power. This relation may be 
expressed as a ratio of the two derivatives 


ar, _ a, _ar, (15) (7-7) _ a(t - 5) a 
RTF 16 (ae det 


If e, equals the average efficiency of the alternating-current motor; 
‘R,, the peak charge per horsepower per month; Re, the meter charge 
per horsepower-hour; D, the working hours per month, and Z, the aver- 
age trips per working hour, then 


Beta _| Re eee 
Ci Die, Gs 3,600e,’ nay: fa 
and 
C; R,3,600e,Z R, 


C:T ~ DZeiR: X 3,600 DR: 
Substituting in (3), 


; dF Logs R; n 
aF, ~ Babi ~ i) (4) 
If the numerical value of - exceeds unity and is negative, all the 


peaks should be removed; otherwise additional flywheel weight will 
only increase the cost of power. 

It may be objected that a flywheel merely large enough to obliterate 
the acceleration peak will not in every case produce an approximately 
rectangular-shaped power curve. This objection is met by an inspection 
of the typical load cycles shown in Fig. 8. In both cases A will be the 
average power for the time ¢; + f2. Let Wi be the wheel required to 
reduce the triangular load to h, and Wz be a similar wheel for the rec- 
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tangular load. Without going into the mathematics on this point, the 
relation of the wheel weights is as follows: 


Wi Ge 2t2)? 
We § Ata(t, + te) 


When #2 is very large as compared to f;, W2 will be as large as Wy; and 
since the reduction in peak for the rectangular curve is much less than 
for the other, if it is advantageous to reduce the rectangular peak, it will 
be still more so to smooth out the triangular curve. The other ex- 
treme is represented by the value of t; which is large compared to ¢; 
in actual practice, this ratio will hardly exceed 10 to 1 in cases where a 


1.44 t,? 
0.447,2 or to 3.3, 


flywheel is applicable. Wo then becomes equal to 


Ws» 
and W, = 3.3W». 
The rectangular curve will show a reduction in peak of less than one- 
tenth, while the triangular curve will be reduced approximately one-half. 


Fig. 8.—Typicau Loap Crc zs. 


Since the losses are roughly proportional to the wheel weights, the 
triangular load will show a ratio of saving over that of the rectangular 
load in the neighborhood of 5 to 3.3. It would appear, therefore, that 
the rectangular form of curve, for any ordinary conditions, is the limit 
of the other forms. Therefore, it may be assumed that if any hoisting 
cycle shows by means of equation (4) that its input should be made 
constant, a saving in power bills will result by so doing. The converse 
is not necessarily true; 7.e., a curve of markedly triangular form, which 
by the use of equation (4) shows a value of somewhat less than unity for 
dF 

dF,’ * 
weights. 


hould be further investigated by means of one or two trial wheel 


Referring again to the formula for a, approximate values may be 
2 


placed on allthe constants. Theexpression 2 would probably lie between 
2 
0 


the ratios » and ” with various power contracts; D (working hours 
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per month) should approximate 600; f may be estimated roughly as 
0.001 for ordinary speeds of flywheel (1 hp. per 1,000 lb. of wheel). 
Quantity n may be taken as 0.4, and the value of 0.15 for s would not 
be far off. 


: : R 
Substituting the greatest ratio of RB and the other values as stated, 


oF = S00 se 9.501 ( 0.001 — 4 = 666.7 (0. 001 — 2) = 


0.6667 — ans 


Equating ot to — 1, which is the ratio at which it will cease to be profit- 
2 
able to add flywheel, ¢; will equal 160 sec. 
Substituting the minimum ratio of R: and Rez (°) , t; becomes 31 sec. 


Therefore, when the time of hoisting, less the time of retardation, is less 
than 31 sec., and the working hours per month are about 600, it is ex- 
tremely likely that a sufficient flywheel should be supplied to make the 
power input constant; if it is more than 160 sec., no flywheel should be 
added over that necessary to remove the acceleration peak. If 20 per 
cent. slip were assumed instead of 15 per cent., m would have a value 
of about 0.5, and the preceding time values would be increased about 
25 per cent. 

No attempt has been made to discuss the question as to the pro- 
priety of treating the slip, s, as a constant, but the writer believes that 
for most cases this value should be as great as the design of the motor- 
generator set will allow. Values of n can readily be worked out for 
various speeds of flywheels, but a discussion of the probable values of f, 
by those engaged in the design of this type of apparatus, would un- 
doubtedly be of interest. 


Discussion 


K. A. Pauuy, Schenectady, N. Y.—I read with interest Mr. Moeller’s 
paper descriptive of the mechanical parts of the new electric hoist at 
the Granite Shaft of the North Butte Mining Co. and as the paper treats 
largely of the mechanical equipment I have little discussion to offer. 
There is, however, one question which I would like to ask and that is, 
why the discrepancy in hoisting cycles between the curves given in the 
paper read by Mr. Sykesfor the American Institute of Electrical Engineers 
at San Francisco and those given in the paper under discussion? In 
Mr. Sykes’ curves the acceleration period is shown to be 16 sec. for all 
depths from 2,000 to 4,000 ft. inclusive, while Mr. Moeller in Fig. 3 
shows 25 sec. throughout the range and in Fig. 5 shows 35 sec. Mr. 
Moeller’s curves also show the following reductions in the peak load 
during acceleration: 
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Level, Feet Mr. Sykes, Horsepower Mr. Moeller, Horsepower 
2,000 3,500 3,130 
3,000 3,800 3,480 } Fig. 3 
4,000 | 4,100 3,800 
2,250 1,595 Fig. 5 


As the purchaser’s specifications called for 15 or 16 sec., I would like 
to know whether or not any modifications have been made in the re- 
quirements since the equipment has been installed. 

The method of determining the most economical size of flywheel for 
a motor-generator set is ingenious and interesting, but we have found in 
our experience that approximate methods are of little value. In the 
first place the weight of the flywheel in most cases, if not all, is deter- 
mined by the unbalanced cycle, and usually a wheel which will take care 
of hoisting even a reduced load, unbalanced, will be sufficient to equalize 
fully the balanced cycle. Our experience has also indicated that in 
almost every case where power is purchased on a peak-load basis it is 
more economical to equalize fully. Further, we have found it so easy 
to study the flywheel problem accurately that there is little excuse for 
an approximate method which only serves as an indication of a start- 
ing point for more accurate calculations, although possibly such an 
approximation might be of value to those less experienced in this 
work. 


GRAHAM Bricut, E. Pittsburgh, Pa.—I made some of the original 
calculations on this hoist, and I would like to answer some of Mr. Pauly’s 
questions. He says that Mr. Sykes’ paper has shown the accelerating, 
period to be 16 sec., while Mr. Moeller shows later 25 to 35 sec. That is 
due to two reasons, one is that the weights of the various parts are 
somewhat heavier than originally contemplated. The skips, cages, 
and rotating parts of the hoist weigh more than first figured on, while 
the average weight of ore is also a little more than first figured on. No 
one of the above individual parts is a large percentage of the total, but 
in the aggregate add considerably to the weight to be accelerated while 
getting the hoist in motion, and that, of course, means that either the 
power or the time must be increased. 

The stand taken by the North Butte Mining Co. was that the ore 
could not be brought to the surface without pushing the hoist beyond 
its normal capacity, so a little less accelerating current than first figured 
on was used, and that, coupled with a heavier weight, simply lengthened 
the period, as indicated. Recently the cycle of operation has been 
changed by increasing the accelerating current to about 5,000 to 5,500 
amp. ‘The accelerating time is now from 18 to 24 sec. The actual 
heating during the entire cycle is less than it was before. 
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Mr. Pauly’s remarks concerning the flywheel, I think, possibly need 
a little explanation; I refer to his statement that where power is pur- 
chased on peak-load basis the flywheel is necessary. It all depends on 
how the peak is measured. For some time the power companies used 
instantaneous peaks for determining their demand charge, but that 
practice has largely disappeared. The time is lengthening out from 1 
to 5 to 10 min., and even to 15 min. Many of the power companies are 
basing their charges on the integrated peak of from 5 to 15 min., so in 
none of our hoist cycles is there anything like that time; most. of them 
were over in a minute or so, so that any peak load based on longer than 
that time should not require a flywheel. Unless the contract peak is based - 
on a very short time, a flywheel should not be required for complete 
equalization. Sometimes the power companies’ contracts are such that a 
light flywheel for partial equalization is advantageous although requiring 
a larger induction motor on the set. 


FRANKLIN MoE.uer, Cleveland, Ohio (communication to the Secre- 
tary*).—With reference to the remarks of Mr. Pauly on the discrepancy 
in hoisting cycles, I would say that the curves shown in this paper were 
based on observations made while hoisting was carried on under the 
ordinary operating conditions, and these curves have no connection 
either with those shown by Mr. Sykes in his paper before the American 
Institute of Electrical Engineers at San Francisco or with the purchaser’s 
specification. 

As to the method of determining the most economical size of flywheel 
for motor-generator sets, there was no intention on my part to offer 
any approximate method for doing so.’ The underlying idea of this 
part of the paper was to develop, if possible, a simple formula for deter- 
mining whether, under a given set of conditions, the addition of a fly- 
wheel to the motor-generator set was justifiable or not. 


* Received Mar. 29, 1916. 
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pre caton of Electric Power to Mining Work in the Witwatersrand 
Area, South Africa 


BY J. NORMAN BULKLEY, 8. B., NEW YORK, N. Y. 


(New York Meeting, February, 1916) 


As electrical power is used to a greater extent on the Rand than in 
any other mining center, it is thought that a short description of the 
methods used and results obtained may be of interest. In comparing 
Rand practice with that on other fields, several general factors should 
be borne in mind: First, the mines are all working on large tonnages 
of low-grade ore (average $6.50). The annual crushing rate is about 
27,000,000 tons. Second, the mines are all grouped under the financial 
and engineering control of mining houses, so that the results of a group, 
rather than an individual mine, are open for study, and practice follows 
more uniform lines. Third, coal of fair quality (about 12,000 B.t.u.) 
can be obtained for $2 to $3 per ton. Good supplies of condensing 
water are, however, scarce, and have to be carefully stored. 


Power Supply 


Power is supplied by the Victoria Falls & Transvaal Power Co., 
Ltd., and its subsidiary, the Rand Mines Power Supply Co. Both 
companies, which are practically one from an engineering point of view, 
operate the following stations, all feeding into the same system. 


Capacity Installed Turbo Capacity Installed Steam-Tur- 
Station Alternators bine Driven Centrifugal 
‘ Compressors 
IB rake DAllyaeeictsseeeiats So 5 Two 12,500-kw. sets 
Two 3,000-kw. sets 
Sinmmerseanenaces: vita a> oc Six 3,000-kw. sets 
Rosherville:.............:. Two 11,000-kw. sets Six  3,500-kw. machines 
Five 9,600-kw. sets Three 7,000-kw. machines 
Vereeniging...........-.-- Two  9,600-kw. sets 


Two 12,000-kw. sets 
162,200-kw. sets 
Total steam-turbine capacity installed, 204,200 kw. 


There are also at the Robinson Central air station six motor-driven 
centrifugal compressors, each of 3,500 kw., equal to 22,000 cu. ft. per 
minute at 120 lb. capacity at 3,000 r.p.m. Power is supplied from 
these stations as 50-cycle, three-phase current. generally at 40,000 volts, 
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though the western end of the line is at present worked at 20,000 volts, 
and the Vereeniging tie line at 80,000 volts. The supply to the con- 
sumer is generally at 2,100 and 525 volts. The combined output of 
these stations is about 2,000,000 kw.-hr. daily, exclusive of air, with a 
peak load also exclusive of air of about 92,000 kw. 

In addition to the supply furnished by the above companies, three 


groups furnish their own power, Viz.: 
Station, 


Kilowatts 
RandfontemiGroup:). 2... <i.’ «a stelsieee ements 26,000 
East Rand, Proprietary Co..\.. 2s ssteetgetdatsertote ot 20,550 
Kleinfonteins Groupis..,«c2 «.0(s'¢ «ssi sel aleeeenenmee ts is 6,000 


Price of Power 


Standard contracts of the Victoria Falls & Transvaal Power Co. 
are for a period of not less than 12 years at 0.525 d. per kilowatt-hour 
as long as the monthly load factor is above 0.70, the load factor being 
based on the hour of maximum consumption. Provision is made for 
a periodical revision depending on cost of production and a division 
of profit with the consumers after certain deductions are made. As 
the other stations do not supply consumers outside their own group, 
no figures for them can be given. 


APPLICATION OF ELECTRIC POWER 


Reduction Works 


(A) Stamp Mills—In the modern mills of 2,000 to 1,900 lb. falling 
weight, the stamps are arranged five stamps on a camshaft, two cam- 
shafts being driven from a countershaft driven from one 50-hp. squirrel- 
cage motor running at from 500 to 600 r.p.m. This arrangement is 
generally the most convenient as it permits of overhanging both line 
and countershaft pulleys, so that belts can be easily removed, and the 
placing of motors on foundations at ground level, doing away with all 
motor platforms. It also makes a convenient arrangement when it is 
necessary to hang up stamps. When squirrel-cage motors are used, 
the absence of all brush gear permits the starting gear to be placed in 
front of the mortar box so that the mill man has a good view of the 
battery in starting up. With squirrel-cage motors there is no difficulty 
in starting up with stamps all down after a failure of power supply. 
Starting up can also be considerably eased by slacking off the belt 


tighteners. In some cases of conversion of old mills from steam to — 


electric drive it was found impossible, owing to structural details, to 
adopt the plan outlined above; therefore a comparison of power required 
for such cases may be of interest. 
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Mill A is of 75 1,250-Ib. stamps all driven from one motor through 
line shaft; line shaft was in good alignment. 

Mill B is of 120 1,250-lb. stamps weighted up to about 1,500 Ib. 
falling weight and has two line shafts each with a motor driving 60 
stamps; conditions of line shaft not so good as in Mill A. 

Mill C is of 100 1,900-lb. stamps of which usually only 50 arerunning; 
drive is 10-stamp arrangement described above. - Results are given 
in following table: 


Mill Monthly Tonnage Kw.-Hr. per Ton Number of 
Crushed Motors 
A 14,910 10.42 1 
B 28,260 8.13 2 
C 33,454 4.84 10 


(B) Tube Mills—These are usually driven by belts direct from a 
500 to 600 r.p.m. motor to tube-mill countershaft. Direct coupling 
to pinion shaft through flexible couplings with motor speed of 250 r.p.m. 
has been used in a few cases but without much success as the jar from 
the mill tends to break down the motor windings. On account of the 
high starting torque required, motors must be of the slip-ring type, and 
if the motor is properly proportioned to the mill with heavy starting 
resistances, there is no necessity for the employment of clutches or belt- 
shifting devices. The usual motor is 125 hp. operating at 600 r.p.m. 
fora 5ft. 6in. by 22-ft. tube mill; or 100 hp. for a 5 ft. 9in. by 16-ft. mill. 

(C) Other Motors.—The motors required for rock breakers, conveying 
plant and cyanide works are generally standard squirrel-cage motors 
belted directly to individual machines. 

In the cyanide works a number of centrifugal pumps with direct- 
coupled motors were used, but owing to the necessity of adjusting 
speeds to suit heads, these have been discarded in favor of belt drive. 

The number of motors required for a modern reduction works of 
about 40,000 tons monthly capacity will be roughly 125, and by intelli- 
gent selection the number of sizes required can be reduced to six or 
seven, so that spares will be a minimum. 

The load factor of reduction works with 20.7 tons stamp duty can 
easily be kept about 86 per cent. and the average distribution for the 
newer works (40,000 tons per month capacity) will be as follows: 


Kw.-Hr. per 

Ton Milled 
Stamp alr os. che hae eee wear a acid, aa olor ige nye 4.29 
A Mbyayacetl | eae thea o-5 do tobi oa eC aes eae 6.00 
DMIDTOV aS hy 28 je, fo abiv aia o Boi cro e oo ae ae 0.87 
Cyanide works. Gaara ban ese duos Bales 1.55 
Breakingtand sorting wer... joc a. ees ee 0.68 
Mechanical haulagesren mar memos acces cele ns 0.20 
JES Ugo Uae oe hi detaes oie Miles ibid Ee acre ae area 0.23 
Mill water supply pumps..................0+-+- 0.65 


Total for reduction works..............-+++- 14.45 
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PUMPING 


Fortunately the majority of the Witwatersrand mines are compara- 
tively dry, 10,000 gal. per hour units in duplicate usually being ample 
to handle all the water. In some sections, however, there are heavy 
flows, the East Rand Proprietary mines requiring pumps of 60,000 gal. 
per hour capacity. Practically all of the pumping plant is electrically 
driven, there being left in service few if any pumps of the Cornish type. 
Up to recent years all of the pumps have been of the triplex single-acting 
plunger type about equally divided between the horizontal and vertical 
patterns. Recently, however, speeds have been increased up to 60 
r.p.m. and more horizontal pumps are used. Heads run from 1,000 
to 1,700 ft. Most of these pumps are belted, not geared, to the motors, 
as experience has shown that the belt drive has lower maintenance cost. 
The depth of the shafts and amounts of power required makes the cost 
of shaft cables prohibitive at 500 volts, so high-tension cables are usually 
taken down the shafts. As high-tension motors, particularly those of 
moderate size, are unsuited for use underground, step-down transformers 
are required. Generally a three-phase transformer with oil switch on 
high-tension side is provided for each motor so no secondary switches 
are required. These transformers with their switches, etc., are placed 
in a fenced-off chamber to prevent any danger from the high-tension 
circuits, only the switch-operating handle and secondary circuits coming 
outside. A typical arrangement of such a pump station is shown on Fig. 
1. The high-tension wiring in the transformer station is all bare copper 
carried on standard high-tension line insulators, the whole, together 
with necessary current transformers, switches, etc., being carried on 
an angle-iron framework so that all wiring can be fitted above ground. 
This particular station was laid out for 6,600 volts working and motors 
operated at 110 volts. 

Centrifugal Pumps.—The advent of the high-lift centrifugal | 
pump, notwithstanding its lower efficiency, was particularly attract- 
ive to engineers on account of its lower first cost and smaller 
space requirements. Several centrifugal pumping plants were there- 
fore installed. These early plants, however, proved a source of trouble 
as the necessity of clearing the water of even traces of grit was not fully 
realized and the settling sumps provided were too small for their work. 
The experience gained showed what had to be done. The Durban 
Roodepoort Deep Gold Mining Co. installed a centrifugal pumping 
plant consisting of two units each handling 375 Imperial gallons per 
minute against a total head of 2,490 ft. For clarifying the water, rim 
launders were used to take off the water from the settling to the suc- 
tion sumps. Each of these pumps is fitted with a 550-hp., 1,500-r.p.m. 
motor. The East Rand Proprietary Mines also have in service eight 
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centrifugal pumps of 1,000 Imperial gallons per minute against 1,150 
ft. head each equipped with a 550-hp., 1,500-r.p.m. motor. So far as 
the writer knows, both these plants are proving satisfactory. 


ArirR COMPRESSING 


Air for the central mines of the Rand Mines is supplied by the power 
company from steam-driven compressors at Rosherville and motor- 
driven machines at the Robinson Central station. These stations supply 
about 2,250,000 tons of compressed air per annum. The machines 
are fully described in other papers. 

The power company does not supply air to any other than the 
Rand Mines group. Owing to the bad influence of the compressor load 
on the load factor when the mine is operated, as is usually done on single- 
shift, the engineers of the remaining group have preferred, where steam 
plant was not entirely discarded, to keep the compressor on steam. 
The East Rand group operates a steam-driven, central air plant with 
reciprocating compressors and the Randfontein group operates a similar 
plant but with motor-driven units supplied with power from its own 
central station. There are a number of motor-driven compressors in 
use where there is no steam plant available. All these are of the re- 
ciprocating type, as the size of the largest unit, 7,500 cu. ft. per minute 
free air to 100 lb., does not allow the construction of an efficient turbine 
machine, the limit of which is about 10,000 cu. ft. free air. Nearly all are 
direct connected to either synchronous or induction motors, very few 
being belt driven. Two general types are in use, the vertical high 
speed and the horizontal low speed, both being compounded. Prac- 
tically all of the later machines are fitted with some form of plate air 
valves automatically operated, as these have been found to give better 
results in every respect than any of the mechanically operated valves. 

Governing.—Up to the present no satisfactory method of governing 
by means of a variable-speed motor has been developed; so resort must 
be had to some mechanical means with a constant-speed motor. The 
two methods commonly used are: (1) Throttling the intake; (2) opening 
an auxiliary governing valve for a portion of the stroke. 

The first method is, of course, very simple, but throws the entire 
load on and off the compressor as the throttle opens and closes. Also, 
the efficiency is not as good as with the second method. 

With the second method, by properly arranging the valve gear 
on the auxiliary valve, the compressor may be run at any desired frac- 
tion of the capacity with fairly good efficiencies on light load. Both 
methods work very well in practice. 

Air Pressure.—The supply from the stations is at 120 lb. at the sta~ 
tion and is calculated to be 100 lb. at the mine column. The usual 
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pressure of the individual mine plants is 80 Ib. but there is a decided 
tendency toward higher pressures. 

Meters.—The use of purchased air necessitated the installation of air 
meters. With the accurate records of air consumed, study showed 
startling variations in the amount of air used per rock-drill shift on 
the various mines, and further study led to the development of systems 
for the regular inspection and repair of all drills, inspection of pipe 
lines'and air pressures underground, all of which when summed up had 
the effect of reducing the air consumption and drilling costs by large 
amounts. 


HoistTiIna 


There are in operation 148 electrically driven hoisting engines, ex- 
clusive of winches. The combined continuous rating of these hoists 
amounts to over 74,000 hp., with an average of 517 hp. Hoisting 
engines may conveniently be considered under three classes: (a) winches; 
(b) sinking engines; (c) main hoists. 


Winches 


These are usually small engines with drums 42 in. diameter by 30 in. 
face, and a duty rarely exceeding 4,000 lb. rope pull at 500 ft. per minute. 
They are generally of the simplest construction and operated by a 
standard slip-ring motor through double-reduction gearing. Control 
is by means of a tramway-type reversing controller with metal re- 
sistances, the whole being mounted on the hoist frame so as to be readily 
portable. Such winches are rapidly displacing the air winches where 
power is available underground. In many cases, however, owing to 
the temporary nature of their use it does not pay to install special 
cables, and as air is required for drilling, the air winches are continued 
in service in spite of their inefficiency. In one case which came under 
the writer’s notice, the question of increasing the compressor capacity 
arose. Investigation of the use of air showed a double 7 in. by 10-in. 
air winch in service. This was replaced with a motor-driven winch 
costing not over $1.50 per month for power, with the result that it was 
possible to put six additional drills on the compressor, and no increase 
in plant was required. 


Sinking Engines 


The high speed and great size of the main engines required on the 
deep shafts of the Rand precludes their being used during the sinking 
period and it is customary to install for this work special temporary 
engines which are usually placed in front of the positions to be occupied 
later by the main engines. 
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Sinking engines must be capable not only of handling the buckets 
or skips but also of swinging all shaft timbers, etc., into place easily and 
safely without the necessity of reslinging them on chain blocks or tackles. 
Owing to difficulties in control, this requirement is not easily met with 
steam winders, though it presents no difficulties with electric drive. 
Furthermore, as the work of these hoists finishes with the sinking period, 
capital expenditure must be kept as low as possible. Consideration of 
these points has led to the development of the following type of sinking 
engine which has proved extremely satisfactory in service. 

Engines are double drums 8 ft. diameter by 2 ft. 3 in. face. Each 
drum with its brake ring is keyed fast to an independent shaft with two | 
bearings. These shafts also have keyed to them a main gear for each 
drum. The pinion shaft is common to both drums and carries the two 
loose pinions, which are clutched to the shaft by sliding-jaw hand-operated 
clutches. The brakes are of the post type, hand-operated through rack 
and pinion gear with hand wheel. A foot-controlled band operating on a 

‘brake disc on pinion shaft is also provided for maneuvering. ‘The motor 
' is of standard two-bearing slip-ring induction type of about 500 r.p.m., 
connected to the pinion shaft through machine-cut herringbone gears 
and flexible coupling. Control is by means of a liquid rheostat with 
pump and movable weir, reversing being accomplished by means of 
either contactors or oil switches. The usual load on these engines is 
3,000 lb. net rock at a hoisting speed of 1,000 ft. per minute, though in 
laying out a new sinking plant the writer would be inclined to raise this 
speed to say 1,500 ft. The plant for the 3,000 ft. Central Shaft of the 
Cinderella Consolidated Gold Mining Co. was laid out before satisfactory 
delayed-action electric blasting fuse was available. Since this was the 
first deep shaft in the Transvaal to be sunk with electric sinking engines, 
it was deemed advisable to provide a sure means of hoisting the sinkers 
away from the blast after the round had been lit, and thus prevent 
accidents which might arise through failure of power supply. 

This was accomplished by providing a synchronous motor fitted with 
necessary starting motor, an exciter wound for double normal voltage 
and an 8-ton 10-ft. diameter flywheel running at 750 r.p.m. After the 
blasting signal had been given, this set was started up in the ordinary 
way and connected to the line through a reverse power relay; the sinkers 
were not allowed to light up until they had received a signal that this 
had been done. Then in case of power failure the reverse power relay 
operated, leaving the synchronous machine driven by the flywheel operat- 
ing as generator disconnected from the line but connected to the hoist 
so that the bucket could be pulled away. Actually, however, as it was 
necessary to stop the set after the blast, the reverse relay was tripped by 
hand every blast, and the sinkers hoisted by means of the flywheel. The 
records show that through power failure this set was required three times 
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in two years’ work. The operation of the entire plant was most satis- 
factory and the control was so effective that the general feeling of the 
underground staff was strongly in favor of electrical operation as 
against steam. 


Sinking Incline Shafts 


With these shafts the conditions differ, for sinking is generally carried 
on through a considerable portion of the life of the mine and the whole 
of the available space in the shaft above the lower levels is usually re- 
quired to carry on the necessary work of the mine, so that it is hardly 
possible to provide a special sinking engine on the surface. If the main 
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engines are used, the big skips are apt to give trouble on the temporary 
tracks at the shaft bottom as well as being difficult to load by shoveling. 
It is also usual to have only one skipway carried down to the bottom, 
necessitating unbalanced hoisting. _ Where electric hoists are used, un- 
balanced hoisting is troublesome because the motor is usually propor- 
tioned to give its best economy on balanced load and will overheat on 
continued use with unbalanced full load requiring reduced skip loads. 
All these considerations require the use of some special arrangement for 
sinking incline shafts. One of the most common schemes is the use of a 
small winch installed in the bottom level crosscut and hauling to the main 
skip box, the whole arrangement being moved down when the station of 
vou. tiv.—10. 
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the next level is reached. The frequent moving requires that the winch 
must be self-contained, portable, and that the head sheaves, tip, etc., may 
be cheaply erected and with a minimum amount of excavation that will 
not be utilized in the permanent station. Such an arrangement is illus- 
trated in Fig. 2. With this scheme the only extra excavation is the V- 
shaped cut, about 20 ft. long by 2 ft. 9 in. high, above the center of the 
skip way, to clear the sheaves and rope. The tipping gear consists of 
a pair of ordinary drop rails and four pieces of bent rail, together with 
some timber, so that the whole is cheap and readily portable. This 
arrangement needs no further description; it has proved extremely 
satisfactory in service. 


Main Hoists 


The enormous capacity of the main power supply stations permits 
extremely large amounts of power to be thrown on and off without 
affecting the stations. Consequently it is unnecessary to consider the 
installation of any flywheel sets to equalize the power demands on the 
line, so that the choice of rheostatic or Ward-Leonard systems of control 
is uninfluenced by any considerations in regard to the stations, and the 
choice can be made entirely on the conditions governing the particular 
mine. Under these circumstances the choice of system would depend 
largely upon the required speed of hoisting and whether hoisting when 
once started can be carried on steadily without intermission. The 
question of capital cost must also be considered as the Ward-Leonard 
system must always be higher in first cost. 

In regard to speeds, rheostatic control is unsafe for speeds beyond 
those which can safely be controlled (even when negative torque is 
exerted) by means of mechanical brakes. Counter-current braking 
cannot be relied on as alternating-current readings are not definite in- 
dications of torque. ‘This speed limit for inechanical braking, the writer 
places at about 1,500 ft. per minute. It is true that in an attempt 
to overcome this difficulty several high-speed rheostatic control plants 
have been installed with eddy-current brakes, and these plants have 
worked fairly well, but the addition of the necessary extra parts, in- 
cluding storage-battery motor generator, etc., for operating the brakes, 
makes the cost nearly or as high as for a Ward-Leonard set and loses 
some of the incidental advantages of the latter. However, where the 
required capacity can be obtained with speeds not exceeding the limit 
set above, rheostatic control will give extremely satisfactory service. 
As the low-speed alternating-current motor required for direct coupling 
to the drum shaft is necessarily a machine of large diameter with little 
length along the magnetic iron, the frame is generally weak mechanically. 
This in connection with the poor efficiency and power factor of these 
slow-speed machines makes direct coupling undesirable except for 
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machines of the largest size; therefore the majority of rheostatic hoists 
are single-reduction geared with helical machine-cut gears. On the 
Rand, where it was necessary to convert a number of existing steam 
hoists to electric drive, the gear-shaft bearings were placed on the motor 
base so as to make a self-contained unit and the gear shaft coupled to 
the existing crank shaft through a flexible coupling, an arrangement 
which gave minimum change. 

Hoist Control.—Control for rheostatic hoists was by means of liquid 
rheostat with movable weir for torque control and oil switches or air- 
brake contactors for direction control, both of these controls being oper- 
ated from one lever. The oil switches on the smaller hoists were mechan- 
ically operated. On the larger machines compressed air and solenoids 
were used. However, experience proved the use of compressed-air 
operation unsatisfactory. Contactors were, of course, solenoid operated. 

Ward-Leonard Hoists.—While the addition of the motor-generator 
set and the necessary control wiring make this system seem very com- 
plicated in written description, in reality after it is once installed it 
gives no more trouble than rheostatic control. As it is possible to use 
dynamic electrical braking with direct-current motors no speed limits 
are imposed by considerations of safety in the hoist itself, speed being 
governed by the permissible hoisting speed in the shaft. In this case 
the mechanical brakes are required for little more than locking devices 
at the end of the trip. This was clearly brought out at the Cinderella 
Consolidated shaft (4,040 ft. in depth) where after two years’ service 
the tool marks were not worn off the brake path, the mechanical brakes 
not having been applied until the last 6 in. of drum travel. Owing to 
the high speeds usually employed with Leonard hoists, the motors are 
of fairly large size so that a good motor for direct coupling to the drum 
shaft can be obtained and thus avoid commutator troubles which might 
arise through pounding of the gears. The hoist motors are provided 
with interpoles and sometimes compensating pole face windings, with a 
result that sparkless commutation is secured and commutator troubles 
are practically unknown. Speeds of the motor-generators are only 
limited by considerations of mechanical and electrical design and can 
be fairly high, thus insuring an efficient machine at reasonable cost. 
These sets are usually provided with both interpoles and compensating 
windings on the generator. In some cases the Deri distributed shunt 
winding is used with marked success. The writer has installed motor- 
generator sets for hoist service that after three years of continuous 
service showed polished commutators which had never been turned down 
and which were in better condition than on the day they were started. 

Control.—This is by means of the well-known regulation of the 
generator field and hardly needs comment. There are systems of control 
using rotary converters, and others with what might be termed, ‘‘buck- 
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ing motors’”’ but, so far as the writer knows, these have not been used on 
the Rand.. When considering Ward-Leonard control, one fact should be 
borne in mind and that is that every position of the control lever is 
equivalent to fixed generator excitation and as the hoist motor has shunt 
characteristics the hoist speed must be practically definite, no matter 
what the load is or even if the torque be negative. ‘This, of course, 
makes the control very easy for the driver. 


RESULTS WITH ELECTRIC WINDING 


In a paper of this sort it is practically impossible to present tabulated — 
comparisons of costs with steam and electric winding, as in most cases 
the steam winders were supplied from boiler plants in common with other 
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Fig. 3.—Ruxostatic WinpDER 5-Ton Hoist No. 2 SHart, VAN Ryn Goitp MINING 
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engines so the amount and cost of steam used by the winders was a 
matter of doubt. Careful comparisons showed the costs to be in favor 
of electric winding, the saving in the case of some of the deep shafts 
(4,000 ft.) amounting to at least 1214 c. per ton. One unlooked for re- 
sult was a marked decrease in the cost of maintenance of shaft guides, 
owing to the steadier turning moment of the electric winder. As to 
safety and reliability there can be no question but that under Rand 
conditions the advantage is strongly with the electric hoist. As a com- 
parison of the efficiencies of Ward-Leonard and rheostatic control, two 
shafts having conditions as nearly alike as possible have been selected. 
These are No, 2 of the Van Ryn Gold Mining Co. (shown in Fig. 3) 
and that of the Meyer & Charlton Gold Mining Co. (shown in Fig. 4). 
The Van Ryn is equipped with a geared three-phase rheostatic winder 
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handling 5-ton rock loads at 1,500 ft. per minute, with a monthly ton- 
nage of about 22,000 tons. The Meyer & Charlton Gold Mining Co. 
has a direct-coupled Ward-Leonard hoist operating at 2,500 ft. per minute, 
with 5-ton skips of design and weight similar to those at the Van Ryn, 
but with a monthly tonnage of about 17,000 tons. Careful records of 
the performance of these hoists were kept on the forms shown in Figs. 
5 and 6, and the results for a year’s work plotted together with the shaft 
horsepower-hours (Fig. 7). A study of this curve will show that where 
thee Ward-Leonard set has been kept working steadily, its efficiency ex- 
ceeds that of the rheostatic set by about 5 per cent., but where the shaft 
horsepower-hours have dropped, the efficiency of the Ward-Leonard set 
has dropped with it, thus showing clearly the bad effect of intermittent 
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hoisting due to the practically constant losses of the motor-generator set, 
while with rheostatic control the only loss when the hoist is standing is 
that due to the controller pump motor which is negligible. Theregularity 
with which hoisting can be carried on is well shown by the accompanying 
recording wattmeter and tachograph charts (Figs. 8 and 9) taken from 
the Meyer & Charlton plant. The wattmeter chart also shows clearly 
the effect of the dynamic braking in returning power to the line. Of 
course, to obtain such regularity it is necessary to provide suitable load- 
ing arrangements. For vertical shafts a modified form of the well-known 
Kimberley measuring loading chute has been found to answer well. For 
incline shafts, owing to the difficulty of quickly loading the skip full it 
was necessary to develop a form of measuring chute with a drop lip to 
deliver the ore well into the skip, and which in the closed position would 
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keep this lip well clear of the skip way. Such a chute is shown in Fig. 
10 and has answered very well. | 
ComMPARATIVE Cost or ELECTRIC AND STEAM POWER 


The writer would have liked to present tabulated statements of com- 
parative costs of steam and electric driving of complete mining plants. 
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Fig. 7.—Comparative Erricimncy Curve, Waip-tmonint aE 2G AT Muynr & 
CHARLTON, AND RuEostatic at VAN Ryn Estate. 


This was impossible as changes made in plants at the time of electrifica- 
tion would have made such comparisons seem unreliable except to those 
who had full knowledge of such changes. Also, in many cases steam 
had never been used. In one mine under the writer’s charge, a complete 
change from steam drive to electric was made, the only boiler left in the 
plant being that supplying steam for cooking and wash water. In this 
particular case the question of the change was largely influenced by the 
fact that the mine was nearly at the end of its life. The acquisition of 
new ground gave the mine a much longer lease of life, and to continue 
with the existing steam plant would have meant a large amount of ex- 
penditure on power plant for renewals and repairs. For these reasons 
this installation could be regarded more or less as the equipment of a 
new mine. At the time this change was made the milling capacity was 
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increased from 15,000 to 17,000 tons per month and a new compressor 
having 33 per cent. more capacity installed. A study of the steam power 
costs for the last two years the plant was in operation and electric power 
costs for a year’s service showed the saving in favor of electric drive to 
be $42,000 per annum without making any allowance for the increased 
power required by the additional tonnage treated and additional air 
supplied. 

My thanks are due to E. Farrar, my former colleague in the Gen- 
eral Mining and Finance Corporation, for his kindness in supplying the 
drawings and much of the information used in the paper. 
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Discussion 


GRAHAM Bricut, E. Pittsburgh, Pa.—On p. 147 mention is made of 
a change from steam hoist to electric hoist. The arrangement men- 
tioned, of using a geared motor, and having the gearing and counter- 
shaft in a separate, self-contained unit, and then connecting that to the 
hoist by means of a flexible coupling, is very good. Sometimes, however, 
it is necessary to change a geared hoist over to an electric hoist. In 
that case the motor could be either direct-connected to the countershaft 
‘or geared to the countershaft, making a double-reduction gearing. 
Trouble has been experienced with this method on account of the hoist 
not being designed for electric drive. It may be of a rather light con- 
struction which will not stand the forces obtained by steam operation, 
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the maximum being determined by the steam pressure which can be 
obtained in the cylinder. With motors of hoisting types, torques can 
be obtained which are so far in excess of anything that the steam engine 
could give that this sometimes results in disaster when a motor is 
applied to a hoist of that type. 

If the operator gets a little careless, he may overstrain the hoist, 
and cause damage, so that this question should be looked into when 
changing from a steam hoist to an electric hoist. The hoist should be 
rugged enough to stand the torques which may be attained by careless 
operation, in which case, instead of using a three-bearing motor, with a 


pinion between two of the bearings, it is much better to arrange for a ~ 


two-bearing motor, arranging for a coupling through a flexible coupler. 

In another place trouble is mentioned as due to the vibration of a 
geared hoisting motor. That can be overcome by supplying a flexible 
coupling between the motor and the hoist proper. You will find, if 
a flexible coupling is furnished, that the motor troubles will largely 
disappear. 


K. A. Pauty, Schenectady, N. Y. (communication to the Secretary*). 
—This paper is deserving of careful consideration by all interested in 
general electrical mining problems and the recommendations made 
should be given weight because of the author’s long experience in deal- 
ing with various problems encountered from the beginning of mine 
electrification. . 

In discussing the paper I will simply make note of some of the more 
important features in which American practice differs from that of 
South Africa. To do more than this would be amiss, as each of the sub- 


divisions of Mr. Bulkley’s paper might readily be made the subject of a 


lengthy paper in itself. 

’ We have read much recently of high-pressure centrifugal compressors 
and I would like to hear a little further from the author with reference 
to the general results obtained with the large units installed at the Robin- 
son Central air station; how they compare in efficiency and cost of opera- 
tion (fixed charges and operating costs) with the reciprocating types, 
and what methods, if any, are used to control the output with varying 
demands for air. 

It is interesting to note the difference between South African and 
American practice in tube-mill drives. It is general practice here to 
gear motors rather than belt them to the mills, and to use squirrel-cage 
type motors rather than the slip-ring type for this service, and as far 
as we have been able to learn, good results have thus far been obtained; 
in fact, much better than I expected, as I rather favored the slip-ring 
motor. We have not had any considerable difficulty in obtaining suffi- 


* Received Feb. 11, 1916. 
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cient starting torque, although the motor must be especially designed 
with this in view. A factor which influences me to favor slip-ring motors 
is the possibility of injuring the stator windings of high-torque squirrel- 
cage motors in starting by the vibration of the portions of the coils 
external to the slot due to the heavy currents during starting. I would 
like to learn whether or not squirrel-cage motors were given a thorough 
test in South Africa before the adoption of the slip-ring type and, if SO, 
for how long a period and what troubles were experienced. 

It is interesting also to note the difference from our practice in motor- 
driven pumps in that the motors are belted to the pumps rather than 
geared, as is common practice in this country. We have experienced 
some trouble from motors geared to reciprocating pumps, but have found 
that in practically all cases the trouble was traceable to faulty installa- 
tion, usually a lack of rigidity in the mounting of the motor, which, 
unless special precautions are taken, may readily be the case with vertical 
pumps. Of course, the motor must be of thoroughly rugged construc- 
tion, but where the installation has been properly made little or no 
trouble has been reported. 

In connection with high-voltage motors underground I wish to point 
out that recently we have made some radical improvements in our in- 
sulating materials so that we feel entirely justified in installing motors 
of 2,300 volts underground, unless the conditions surrounding the opera- 
tion of the motors are especially severe, in which case, either low-voltage 
motors must be used or the conditions improved. In this connection 
it must be borne in mind that it is not practical to make the factor of 
safety in high-voltage installations as great as is readily obtainable with 
low-voltage installations, but with the new special-treated moisture- 
resisting insulations 2,300-volt motors installed underground give re- 
liable service and these motors are standard today with many companies 
for underground service. 

About the middle of p. 144 we note that liquid-rheostat control is 
used with alternating-current mine-hoist motors as small as 100 hp. 
The practice in this country is to use magnetic control for motors as 
large as 400 hp., this control being lower in first cost for these sizes and - 
thoroughly reliable. 

At the bottom of p. 145, in connection with unbalanced hoisting, our 
experience has rather indicated that with alternating-current hoists, 
especially for long lifts, the torque required for unbalanced hoisting 
is the limiting feature rather than the heating, although for shorter 
lifts where the ropes play a less important part, heating may readily be 
the limiting factor. With direct-current hoists with flywheel motor- 
generator sets, to meet the unbalanced condition at full load and full 
speed a prohibitively large flywheel is frequently required. Usually a 
reduction in the load is permissible when hoisting unbalanced. 
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I am much interested in the author’s comments regarding the eddy- 
current brakes as referred to under “Mine Hoists,” as I have always felt 
as Mr. Bulkley does with reference to these devices. 

In connection with the author’s comments, at the foot of p. 148, 
on the maintenance cost of electric winders I take the liberty of quoting 
from a letter received from one of the pioneers of electric hoisting in this 
country. 


“ As to the relative merits of hoisting with electricity as compared with steam, I 
would say unqualifiedly that the electric hoists are more reliable than steam hoists, 


granting that you have, of course, a constant and reliable current. The electric _ 


hoists are more sensitive to handling, are much easier controlled and it is easier to 
apply overwinding and other safety devices to them. The electric hoist gives a steady 
pull on the rope during the acceleration and, in fact, during the entire trip. There is 
none of the flopping of the rope which is apparent in the pull of asteam hoist. We find 
that for this reason our pulley stands, which support the rope between the engine 
house and the shaft house, can be set much farther apart, and that the rope never 
jumps out of the groove in the carrying sheave.” 


J. Norman Buuxiey, New York, N. Y. (communication to the 
Secretary*).—Referring to Mr. Pauly’s question regarding general 
results obtained with the large turbo compressors, I have never seen any 
figures on maintenance costs for them. Judging, however, from the 
operation of the station, the results should be good. There are no 
governing devices, the output being controlled by blowing-off and 
shutting-down units. 

Tube-Mill Drives—I have had no experience with the high-torque 
squirrel-cage motor and so far as I know, the ordinary squirrel-cage 
motor has never been used in South Africa, owing entirely to trouble 
in starting. I believe that heavier pebble loads are carried in African 
practice, which may account for the difference. 

Hoisting —In speaking of heating as the limiting factor for un- 
balanced hoisting I had in mind only inclined shafts. Of course, I agree 
with Mr. Pauly as to the necessity for reducing the load and possibly 
the speed when hoisting unbalanced with flywheel sets. 


* Received Mar. 10, 1916. 
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Researches on Fire-Damp 


BY ENRIQUE HAUSER,* MADRID, SPAIN 
Translated from the French by Bradley Stoughton and G. A. Burrell 


(New York Meeting, February, 1916) 


FIRE-DAMP is a mixture of methane with other inert gases or combus- 
tible gases. The inert gases in question are carbonic acid, water vapor, 
nitrogen, etc. The combustible gases are hydrogen, ethane, etc. The 
study of the properties of fire-damp, therefore, becomes a study of the 
properties of methane and the influence on its properties of the different 
gases we have mentioned. 


Characteristic Properties of Methane 


1. Respirability— Methane being a paraffin is characterized by its 
weak chemical affinities. From the physiological point of view one could 
substitute it for nitrogen of the air at least momentarily, without ex- 
periencing any difficulty in breathing the mixture consisting of 21 per 
cent. O2 + 79 per cent. CH, I have tried this on myself, making the 
gas exhaled from the lungs burn subsequently in a Bunsen burner.! 
From the chemical point of view, this weak affinity permits the gas to 
be burned in certain circumstances with hydrogen and oxide of carbon 
in an oxygenated mixture, with the result that the last two gases 
achieve only a fractional combustion. This practice has been utilized 
with success in the methods of analysis which I have perfected and 
which I describe later in this paper. 

2. Retardation of Flashing Point.—A characteristic Botti of methane 
is its retardation of flashing point, noted by Davy in 1816 and studied 
by Mallard and Le Chatelier in 1883.2 Taffanel and Le Floch have 
recently confirmed these results.® 

Let us recall the nature of this retardation: 

When a mixture of combustible gases with air or with oxygen is 


*Professor, School of Mines, Madrid, Spain. 

1—] Grisi en las Minas de Carbén.—Primera Conferencia Experimental, 1907. 
Legons sur le grisou, Premitre Conférence Expérimentale, 1908, pp. 57-58. 

2 Annales des Mines, 1883, pp. 274-296. 

3C. R. de ]’Ac de S., 19 Mai, 1913. 
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submitted to the action of heat, combustion commences and continues 
slowly without any external manifestation indicating the occurrence of 
a chemical reaction. But, if we raise the temperature little by little a 
point is reached where this combustion takes place rapidly, manifested 
externally in the phenomena of light and finally in the diminution of 
volume of the mixture. It is the occurrence of these latter phenomena 
which is called the flashing point of the gas. Thus, according to the 
experiments of Mallard and Le Chatelier, in a mixture of carbonic 
oxide and oxygen, combustion commences with appreciable rapidity at 
a temperature of 400° C.; at 447° C. the proportion of the mixture which 
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burns in a second is 1 in 1,000; at 615° C. the proportion is 1.5 in 1,000; 

and, at 650° C., the flashing point is immediately reached. That is to 

say, this great change occurs in a temperature interval of only 35° At 
_650° C. the whole mixture is burned in some thousandths of a second. 

The same general result is noted in the case of hydrogen: For ex- 
ample, in an experiment made at 540° C. only one-half of the mass was 
burned, while at 555° C. combustion was completed on the instant. 

In mixtures of methane with air these phenomena of retardation are 
very much amplified: Slow combustion commences at 450° C. without 
arriving at the flashing point. More rapid combustion occurs at 650° C., 
requiring about 10 sec. to accomplish the burning of the mixture. This 
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duration, or this retardation, becomes almost negligible at 1,000°C. In 
mixtures of fire-damp and oxygen, the retardation of the flashing point 
is a little less. , 

In order to represent these phenomena better I have drawn a curve 
(Fig. 1) where the ordinates represent temperatures and the abscissee 
represent the duration in seconds. The value of the abscisse will then 
indicate to us the time required for the gas in question to reach the 
flashing point at any given temperature. In the figure herewith are 
represented the curves of hydrogen, carbonic oxide, and methane, which 
cut the axis of ordinates at the temperature of the flashing point without 
retardation, and which are asymptotic to the axis of abscisse at a distance 
corresponding to the temperature at which slow combustion commences. 
The part shown in cross-section at the interior of the curve for fire-damp 
corresponds to the combustion which is terminated at the flashing point, 
or, in other words, the breaking into flame.* 

The scientific reason for the retardation of the flashing point should 
be sought, in my opinion, at least in part, in the fact that methane is 
an exothermic gas which requires for its dissociation 22.1 calories per 
molecular weight, and which does not arrive at the flashing point until 
the moment of dissociation. The necessary calories must, therefore, 
be supplied by the combustion of a part of the same gas previous to its 
breaking into flame. In order to give an idea of this we will say that 
the dissociation of 100 liters of methane requires a quantity of heat 
equivalent to that produced by the combustion of 32 liters of hydrogen. 
If this is exact, then a mixture of methane and hydrogen containing 25 
per cent. of hydrogen should reach the flashing point without any re- 
tardation. In trials which I have made where heat was applied at a 
single point, the quantity of hydrogen actually necessary was 7.2 per 
cent. higher. 

Be that as it may, it is necessary to consider this phenomenon of 
retardation of the flashing point as a protection which hides a danger 
and which has often been the cause of serious accidents, because of too 
great confidence reposed in the resistance to the flashing point of fire- 
damp. ‘The object of my first researches on this gas was to reach the 
flashing point of methane by means of incandescent wires. During 
this study the phenomenon of retardation became manifest. 

3. Flashing of Fire-Damp by Incandescent Wires.—The flashing of fire- 
damp by means of metallic wires heated to a red heat by an electric cur- 
rent has been the source of many discussions, but, if one studies this 
question profoundly, it becomes evident that what appeared at first to 
be divergencies in reality do not exist as such. In order to study the 
flashing by means of metallic filaments it is doubtless necessary to employ 


4] Grist en las Minas de Carbén, Primera Conferencia Experimental, 1907, p. 19. 
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a current of low tension and a circuit without induction, in order that, 
at the moment of fusion of the metallic wire, sparks shall not be produced 
by the breaking of the circuit, because these sparks would, of course, 
produce the flashing of the mixture. 

That is why I employed in my experiments a current of 4 volts, ob- 
tained from two accumulators with lead bases of the Dinin model, placed 
close to the metallic wire in order to avoid induction effects from long 
conductors. Under these conditions it is not possible to produce ap- 
preciable sparks upon rupture. They would have occurred if I had em- 
ployed a resistance in series to absorb the voltage during the dynamic 
state of the passage of the current, as was often the case in the experi- 
ments of my predecessors on this subject. On the contrary, in the ex- 
periments described below I have never obtained an explosion by 
rupture of the wire and subsequent sparking. 

But there is a very important cause which has contributed without 
doubt to the apparently contradictory results of Couriot and Meunier, 
because these experimenters, according to their own statement, worked 
constantly on the mixture of 9.5 per cent. of fire-damp.' Now, as the 
higher limit of the flashing point of fire-damp is 14.8 per cent. of fire-damp, 
according to the experiments of Burgess and Wheeler, the mixture used 
by Couriot and Meunier contained an excess of air of only 14.8 — 9.5 = 
5.3 per cent., which is only 1.05 per cent. of oxygen more than the con- 
tent required for the higher limit of flashing point. If this 1 per cent. of 
oxygen should be used up by oxidization of the wire there would be left 
a non-inflammable mixture. This is the reason why Wullner and Leh- 
mann found the most diluted fire-damp mixtures (6.66 per cent.) the most 
easily inflammable. It is on these diluted mixtures that I made my ex- 
periments by employing at times methane prepared in the pure state by 
means of carbide of aluminum, or better, natural fire-damp. 

Under these conditions I have obtained the following results:® 

1. With wires of ferro-nickel, 0.3 mm. in diameter, with or without 
fusion of the wire, I did not obtain inflammation of the most sensitive 
mixtures of pure methane. 

2. With platinum wires, 0.5 mm. in diameter, gradually brought to 
a red heat, I have obtained inflammation in six consecutive trials with 
mixtures of from 7 to 7.5 per cent. of natural fire-damp, without seeing 
the filament melt, although it glowed rapidly at the moment when the 
explosion took place. With filaments of platinum of 0.2 mm. diameter, 
I have produced two explosions in three experiments with natural fire- 
damp. 


5H. Couriot and J. Meunier: Recherches sur l’inflammabilité électrique des mé- 
langes d’air et de grisou, p. 12, 1906. 

$ El Grisd en las Minas de Carbén. Primera Conferencia Experimental, 1907, p. 26; 
Legons sur le grisou, Premiére Conference Expérimentale, p. 28. 
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3. With wires of soft iron, of 0.9 mm. diameter, the results obtained 
are very interesting: In employing a straight filament, either horizontal 
or inclined, or a filament curved toward the top or toward the base, I 
have obtained five inflammations in 17 experiments with natural fire- 
damp of from 7.2 to 7.5 per cent. That is to say, one-third of the experi- 
ments resulted in inflammation without fusion of the filament. (In cases 
where inflammation did not result the filament was, however, heated to 
fusion.) On the contrary, by employing an iron wire inclined at an 
angle of nearly 45°, with a spiral tower toward the middle, I obtained 
five inflammations in five experiments, without fusion of the filament, 
and in three of these experiments I employed the same filament for three 
consecutive attempts. In another case I inflamed with a filament of 
twisted wire a mixture which had not been inflamed by fusion of the 
straight wire. The explanation which I offer for these facts is as follows: 

It will happen in the case of a relatively large filament of iron that its 
center will be at a higher temperature than the outside, which becomes ~ 
rapidly covered with a layer of melted oxide of iron. Now, if a point 
exists where the cohesion is somewhat greater than elsewhere, and where 
the oxide runs together in the form of a ball or a pearl, the center of the 
wire will be exposed, and the filament will be partially volatilized and 
become an oxide in the state of vapor, and will produce a flame which 
will set off fire-damp. Such an event could happen with a galvanized 
iron wire at the temperature of the volatilization of zinc, which is 675°— 
or almost 1,000° lower than the temperature of fusion of soft iron. On 
the other hand, if we expose a slight obstacle to the movement of the 
fire-damp, for example, by placing a cold filament on the incandescent 
filament, we would be able to produce the explosion more easily, and we 
can produce it with certainty if by rolling the wire in the form of a helical 
we heat the gas from two sides and require it to pass at least twice across 
the red-hot filament. In this case the explosion occurs at a temperature 
lower than in the case of a straight filament.’ 


7 Couriot and Meunier (Annales des Mines de Belgique, 1908, vol. 1, p. 90 to 91) 
thought that this explanation should be rejected, because they could not admit that, 
at a temperature lower than that of its fusion, “iron would be volatilized and, oxidizing 
in a state of vapor, produce a flame,” and that, even admitting as possible that the 
volatilization and the flame took place, it would be as well produced with a straight 
wire as with a curved wire, and better still with a small than witha largewire. With all 
respect due to these gentlemen, I submit on this point that, being obsessed with their 
theory of a gaseous envelope of oxygen, they did not well understand my experiments, 
which often resulted in a contradiction of that theory. I do not think it necessary at 
the moment to discuss extensively the theory of Couriot and Meunier, but I would say 
that it is not possible to admit that fire-damp can be inflamed by radiation alone, 
because the inflammation must commence at the hottest point, that is, at the contact 
with the incandescent wire. Now, as a single contact does not suffice, because of its 
short duration, one should curve the wire in the form of a helical and incline it, to 
prolong this contact and transform the slow combustion of the fire-damp into a rapid 
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4. To confirm these experiments I made others with soft-steel wires 
0.6 mm. in diameter and with pure methane from pure carbide of aluminum. 
In four attempts I did not obtain inflammation with a straight, horizontal 
filament of about 15 mm. length, but inflamed once with a filament 
about 25 mm. in length and curved toward the top. With an inclined 
filament, having three helical turns, I obtained two explosions in two 
experiments, using the same mixture with which I failed to obtain an 


combustion, that is to say, a combustion accompanied by flame, which combustion is, 
however, only visible at a certain distance from the wire, where there is an unburned 
part of the mixture.. Furthermore, as I have observed previously, the temperature 
of the curved wire at the moment of the inflammation of the fire-damp is lower than in 
the case of the straight wire. It is between clear orange and white, instead of welding 
white or dazzling white. This, therefore, makes the radiation less important and 
makes entirely improbable the production of a flame by volatilization of iron of the 
center, which is not exposed as in the case of a straight wire heated to a dazzling white 
heat. I should remark here that neither the length of the wire employed by me nor 
the duration of my experiments permitted in any case the absorption by the wire 
of oxygen from the explosive mixture, so as to render it non-inflammable. The 
amount of fire-damp in these mixtures was never higher than 7.5 per cent. as I have 
already stated. 

As to the theory of the possible volatilization of the center of large iron wires, 
which has been suggested by the observation of the easy inflammability of fire-damp 
by a galvanized iron wire brought only to a dark red heat, I cite the following facts: 
First, it is without doubt that a large wire, heated by an electric current, will have a 
higher temperature in the interior than on the surface, because of the loss of heat by 
radiation and convection. It is because of this fact that Heraeus has substituted in 
his electric furnace platinum ribbon instead of platinum wire, because the wire becomes 
brittle on account of the high temperature to which its center is submitted, and 
because this part is most distant from the chamber of the furnace. On the other hand, 
it is also a fact that because of the great difference in the temperature which exists 
between the center and the surface of steel ingots in metallurgical works that the molds 
are stripped in order to roll the steel, without first passing through a heating furnace. 
To this end the ingots are introduced into soaking pits, which are not heated from an 
exterior source. It is only necessary to establish an equilibrium of temperature in the 
mass of the ingots before they can be taken directly to the rolling mill. 

In reality, in the case under discussion, the difference of temperature between the 
center and the surface of a wire is not very great, because oxide of iron melts at 1,350° C. 
(Le Chatelier-Boudouard, Mesure des Températures Elevées, 1900, p. 167), and its grad- 
ual formation should liberate enough heat to compensate in part for the superficial 
loss by radiation and so cause the hottest zone to be found near the surface. Now, 


this layer of oxide, gradually formed, prevents in its turn the rapid oxidization of the- 


wire. If now this layer should suddenly disappear by the accumulation of oxide at one 
point, the center of the wire would be exposed and, since it is already near its point of 
fusion, its superficial oxidization would take place in this case very rapidly and the 
heating would be sufficient to melt it, with partial volatilization. This phenomenon 
of partial volatilization of iron by its heat of oxidization is comparable to that which 
takes place toward the end of the second period of the Bessemer process. 

I think that these explanations, once given, enable one to admit the possibility of 
the hypothesis which I have formulated to explain the inflammation of fire-damp bya 
large, straight, incandescent wire. 
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inflammation in the three consecutive attempts with the straight, hori- 
zontal filament of 15 mm. length. This last experiment was repeated 
with the same result, employing natural fire-damp. 

I think that the Pesulis could not be more conclusive, and that, if the 
flame or the electric spark were the most appropriate means for inflam- 
ing fire-damp, it is nevertheless true that incandescent filaments could 
produce inflammation with equal certitude without the intervention of 
the flame, on condition that the wires are not melted during the time of 
the retardation of inflammation of the fire-damp, and provided that the 


temperature of the wire and its heating surface are such that the fire-damp 
mixture in contact with it can be rapidly brought to the temperature of 
quick combustion or of inflammation, before it burns slowly or its oxygen 
is absorbed by the incandescent wire. . 
‘The apparatus which I employed for the experiments of inflammation 
consists, as shown by Fig. 2, of a large cylindrical glass tube of 40 mm. 
diameter and 155 mm. of useful length,’ placed in a bow! filled with water. 
It is closed at the top by a rubber stopper perforated with three holes. 


8 Total length, 180 mm. 
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A glass tube passes through the center hole and is joined to a pet cock for 
introducing the gaseous mixtures. Glass tubes also pass through the 
other two holes and terminate in metallic points at their lower ends, 
between which the spark can be produced. By means of a drop of mer- 
cury the connection is established between the metallic points and the 
wires of the exterior circuit which enter the tubes. By adjusting the 
height of the tubes and points in the cylinder the spark can be regulated 
at the desired height, but, to make the experiment more sure, I employed 
sometimes two pairs of points, one at the upper part of the test tube and 
the other toward the base. To try inflammation with incandescent 
filaments, a curved cable with two conductors, duly isolated so that their 
points are separated in the form of a fork, is introduced at the lower part 


Fie. 3. 


of the test tube through the bowl of water. Between the points of these 
conductors is placed the filament which is to be brought to a red heat by 
the passage of the electric current. The filament is situated about one- 
third or one-half of the distance from the bottom of the test tube. The 
entire system is bound together by iron stays on a solid support of wood, 
as shown in Figs. 2 and 3. 

The results of these experiments have also proved to me that pure 
methane prepared in the laboratory conducts itself in the same manner as 
natural fire-damp as to its inflammation by incandescent filaments, from 
which I have been led to believe that it can be used with an incandescent 
wire of small diameter and serve as a physico-chemical means of char- 
acterizing the influence which other combustible gases have on natural 
fire-damp. 
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4. Influence of Combustible Gases on Properties of Fire-Damp Miztures. . 
—Many discussions have been had on the existence of hydrogen and 
hydrocarbons in fire-damp, as indicated by chemical analysis. The 
discussions have involved especially the consequences which the presence 
of these gases, more inflammable than methane, would have upon our 
knowledge of the properties of so-called “sharp gas.” For my part, I 
believe that, instead of entering into academic discussions based on 
samples of gas which it is impossible to procure twice under the same con- 
ditions, it would be much better to study the properties of synthetic fire- 
damp consisting only of pure methane, and then to examine the influence 
exercised upon the properties of this gas by the addition of variable quanti- 
ties of the combustibles mentioned above, in order to be able to deter- 
mine at just what point their mixture with fire-damp would augment the 
danger. 

This, however, has not prevented me from studying the question of 
the analyses of fire-damp, of which I will speak later. 

The inflammable gases which could accompany methane in fire-damp, 
through circumstances which are fatuitous or a little understood, are 
ethane, ethylene, and hydrogen. None of these gases have an appreci- 
able retardation of the flashing point, so that it would be easy for us to 
study their influence on fire-damp by preparing mixtures of each of them 
with methane in different proportions and seeking to inflame them with 
metallic wires of a diameter which would be incapable of inflaming 
methane alone. 

From the conclusion that the most oxygenated mixtures are the most 
easily inflamed, I have always attempted in my experiments to main- 
tain mixtures close to the lower limit of inflammability, without however 
always accomplishing it. I have obtained the following results, which I 
consider as simply a step in advance, but which give an idea of the in- 
fluence exerted by the presence of other gases on fire-damp mixtures. 

Of ethane, whose limit of inflammability was 3.9, I employed 4.5 parts 
with 1.82 parts of methane, in order to accomplish inflammation by the 
_ fusion of a ferro-nickel wire of 0.8 mm. diameter. In this case the volume 
of ethane was 66 per cent. of the total volume of the two inflammable 
gases. 

Of ethylene, whose limit of inflammability was 3.6, I used 4 parts with 
2.85 parts of methane to obtain inflammation under the same circum- 
stances. In this case the ethylene was 58.5 per cent. of the total volume 
of the two inflammable gases. 

Of illuminating gas, with a limit of inflammability of 8.5, I obtained 
inflammation using 5 parts mixed with 4.5 parts of fire-damp, the illu- 


9 EF] Grist en las Minas de Carb6n. Primera Conferencia Experimental, 1907, p. 44. 
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_ minating gas being, therefore, 54 per cent. of the volume of the two in- 
flammable gases. !° 

With hydrogen and methane I obtained inflammation with a mixture 
containing 2.9 parts hydrogen and 6.1 parts fire-damp, the hydrogen 
therefore representing 32.2 per cent. of the total volume of the inflam- 
mable gases. 

Thus we see that a large quantity of the foreign gas is necessary to 
cause methane to lose its retardation of flashing point under the conditions 
existing in my experiments. This does not prevent a relatively small 
quantity of these same gases from extending the limits of inflammability 
of fire-damp mixtures, but it is interesting to note that methane conducts 
itself in this case like a true paraffin in diminishing the sensitiveness of the 
inflammable mixtures, as is the case with gun cotton impregnated with 
paraffin, which requires a much stronger detonator to detonate it than if 
it were in the dry state. 

The relatively large quantity of these gases, which it is necessary to 
add to pure methane to render it inflammable by means of a thin metallic 
incandescent wire, proves that the presence of traces of hydrogen or of 
ethane reported by chemical analysis would not have any appreciable 
influence on the characteristic properties of fire-damp. In any event, 
this natural gas should not be protected by a “sacred taboo,” which 
would take away the value from experiments made with methane suffi- 
ciently pure, and which can be prepared at a low net cost by a method 
which I will indicate later. On the contrary, the possible influence on 
the properties of natural fire-damp in fuel gases of hydrogen and oxide of 
carbon should be taken into account. 

5. Influence of Inert Gases on the Properties of Fire-Damp Mizxtures.— 
The influence of nitrogen and carbonic acid on the limits of inflammability 
of methane is only appreciable as the diminution in the proportion of oxy- 
gen is felt. My experiments, in accord with those of Le Chatelier, show 
that each 1 per cent. of carbonic acid added to the air up to 8 per cent. 
raises the lower limit of inflammability by about 4/999. But the case is 
a little more complex in mines where the gas coming from the operation of . 
gobbing produces an enrichment of the air in the mines in carbon dioxide 
and water vapor at the expense of the oxygen of the air. The upper limit 
of inflammability descends rapidly and the lower limit is raised slowly 
in direct ratio as the content in oxygen is diminished, until we have only a 
single value toward 13.5 per cent. of oxygen with a content of 6.7 per 
cent. of methane. Without going further in this discussion I should say 
that I have abandoned the studies made by me in this way after having 


10] is appropriate to compare here the resemblance of these results with illu- 
minating gas to those reported by the French Commission on Fire-damp in its experi- 
ments on the inflammability of fire-damp by sparks obtained from a blow of steel on 
stone. : 
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noted the exhaustive work done in the United States by J. K. Clement." 

But there is still another interesting point to note; namely, the influ- 
ence of carbon dioxide on the diminution of the rapidity of combustion 
of fire-damp mixtures, of which it forms a part and from which one can 
draw material for useful deductions. I will recall first that, as noted by 
F. Clowes,” the composition of air when it leaves the flame of a candle 
or of an oil or alcohol lamp is comparable to that exhaled from the lungs. 
Now, since the gas from gob areas is also the result of a slow combustion, 
it is easy to see that the air exhaled from the lungs could be substituted 
in the laboratory’ in experiments with fire-damp, of which those which 
follow have a special interest: 

Let us now consider the relighting, without danger, of safety lamps in 
a fire-damp atmosphere.' The relighting of safety lamps in a mine has 
been the cause of many discussions and Marsaut?® has said relative to 
materials for relighting by friction, which are considered the safest today 
(as based on the experiments at Frameries on this subject): 


“But for those (relighters of white phosphorus) the experiments at Frameries and 
elsewhere do not give the certainty that the lamps submitted to the proof were com- 


- pletely freed from inert gas before the relighting. At Frameries prompt relighting 


with wire gauze made red hot or very warm especially occupied attention, but under 
these conditions could one be sure that the lamp is free from all inert gases of former 
combustion at the moment of relighting? The very capricious results of the tests 
allow one to doubt, or even to think the contrary. 

“The non-explosive phosphorus relighters which are supposed to be almost inoffen- 
sive, were not submitted at Frameries to a sufficient number of tests to lead to a sure 
conclusion.” . 

In consequence of the above I am led to believe that, if we could 
assure ourselves that the atmosphere of the lamp at the moment of re- 
lighting was under the same conditions as when we studied this relighting, 
the problem would be solved. Now, the gas exhaled from the lungs mixed 
with fire-damp diminishes considerably the latter’s rapidity of combustion, 
which becomes comparable to that of mixtures near the limit of inflam- 
mability. Then, if in a safety lamp which has been extinguished some 
time and which no longer contains inert gases of combustion we inject 
air from the lungs, one would then be able to fill the lamp with a fire- 


rr Technical Paper No. 43 of the U. S. Bureau of Mines. - 
12 The Detection and Measurement of Inflammable Gas and Vapors in the Air, 


p. 168. | 
18 Air exhaled from the lungs has the following composition: 


es (oor wee Equiv-. CO.= 4.4 per cent. | =27.3 per cent. (black damp) 


80.4 per cent. N =22.9 per cent. 
ts 57.5 per cent. 


O=15.2 per cent. } bo | O=15.2 per cent. 
(Primera Conferencia experimental, 1907). 


14 B] Grist en las Minas de Carbén, 2° Conferencia Experimental, 1908, p. 125. 
15 Bulletin de la Société de V Industrie Minérale, Mar. 21, 1907. 


=72.7 per cent. (air) 
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damp mixture which is inflammable, but only feebly explosive, and non- 
capable of propagating the flame to the exterior. 

After that it would be easy to judge the effect of the exhaled air on 
the combustion of a safety lamp by blowing softly on the top, an opera- 
tion which could be executed with very little practice. From another 
point of view I have been able to observe with an acetylene safety lamp 
different phases of the extinction of fire-damp mixture through its im- 
poverishment in oxygen and its mixture with residual gases of its own 
combustion, by working as follows: To make this experiment, which has 
never been published before, I used a lamp of the Tombelaine system 
with low admission, which permits the flame to be reduced at will, to 
examine the aureoles.!¢ If now, having reduced the flame to merely a 
luminous point, we introduce the lamp under a glass bell of about 15 to 
20 liters capacity, half filled with methane or fire-damp, and gradually 
raise the lamp, we see the cap first elongate and the inflammation 
en masse of the gas contained within the gauze. But instead of seeing 
the flame extinguished, as would be the case of an acetylene flame thrust 
into an atmosphere which contained 12 per cent. of oxygen,” we see the gas 
first inflame and then become merely extinguished at the wick; then as the ~ 
air entering at the bottom of the lamp dilutes the products of combustion, 
we see the acetylene flame form a new aureole which is elongated in its 
turn with inflammation and new extinction of the fire-damp mixture in 
the same manner as before; and thus we could repeat the same thing 
several times, if desired. 

These experiments allow an answer to be made to a question often 
asked by mine foremen, namely, why one sometimes sees fire-damp 
suddenly inflame at the interior of lamps, accompanied by an explosion, 
while at other times there is formed only a very much elongated aureole 
without sudden extinction. The answer is easy: If the air of the mine 
is pure its mixture with fire-damp is at first explosive, but, if the air of 
the mine is rich in black damp, as the residual from respiration or from 
its mixture with gas from gobbing, the aureoles are more or less elongated 
and the inflammations in the interior of the lamp do not become true 
explosions. 

I think that an extension of these considerations would give us an 
explanation of ‘‘sharp gas.” 


Preparation of Pure Methane by Means of Commercial Carbide of Aluminum 


Admitting that the properties of fire-damp as an inflammable gas 
could be studied starting with pure methane, it remains to explain the 


16 Tombelaine: Informe sobre la ldmpara minéra de seguridad de Acetileno sistema, 
1912. 

711.9 of O2 + 7CO.+81.1 N; (according to Beyling). It is interesting to note in 
this connection that methane will not burn when the mixture contains less than 14 per 
cent. of combustibles. 
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method of preparing this gas under conditions of purity necessary to 
this end and at a price sufficiently reasonable for the purpose. 

My predecessors in these studies have not made sufficiently clear 
the fact that methane prepared by means of the acetate often contains 
unsaturated hydrogen and hydrocarbons,'* and that prepared by means 
of the commercial carbide of aluminum may contain considerable quan- 
tities of hydrogen, especially if it is produced hot.!? It remains to find 
other means to purify the gas, which would require a second operation, 
or to employ pure carbide of aluminum prepared by the Moissan process, 
costing 400 francs per kilogram. This would make a cubic meter of 
pure methane at 0°C. and 760 mm. pressure cost about 1.430 frances. For 
these reasons I have undertaken another study in which I have succeeded 
in preparing pure methane by means of commercial carbide of aluminum 
which only costs 3.30 francs per kilogram.?° 

The principal impurities of carbide of aluminum are the carbides of 
calcium, iron and silicon, together with an excess of aluminum and un- 
combined carbon and of alkalies with a little sulphide of aluminum, and 
perhaps silicide of aluminum. 

The carbides of iron and of silicon are not attacked by cold 

water so that we are not handicapped by their presence. As carbide of 
aluminum is only attacked slowly by cold water the problem resolves 
itself into the separation of the carbides of calcium and the alkalies by 
a simple treatment with cold water, provided the hydrates of lime and 
alkali liberated by this reaction, and which remain inclosed in granules 
of carbide of aluminum, do not later act on the metallic aluminum in 
excess, which the carbide contains, and produce hydrogen, because it is 
this gas mixed with methane which modifies most strongly the properties 
of the latter gas. But even in the absence of alkalies, aluminum de- 
composes water slowly by virtue of the following thermic equation: 


Al, + 6H20 = Al.03.3H20 + 3H- + 186 calories. 


This reaction is more easily disturbed if the aluminum contains traces 
of calcium or alkali metals. On the other hand, the reaction once 
commenced will be immediately lessened in rapidity on one side by a 
slight layer of hydrate of aluminum which covers the metal, and espe- 
cially by the presence of little bubbles of hydrogen which cover it. ‘These 
are easily disengaged either by heating or by forming a vacuum above the 
liquid. By taking note of the different facts which I have exposed, 
I have deduced the following method for the purification of carbides: 


18 See Lecons sur la Grisou, Premitre Conférence Expérimentale, pp. 13 and 14. 

19 #] Grist en las Minas de Carbén, Segunda Conferencia Experimental, p. 9, et. seq. 

20 For more details of this process of purification see Segunda Conferencia Experi- 
mental, pp. 7 to 21, and a note published in Anales de la Sociedad Espafiola de Fisica y 


Quimica, May 5, 1913. 
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It is necessary first to take out the excess of aluminum and this can 
easily be done by pulverizing the carbide between the cylinders of a 
rolling mill which, at the same time, flattens out the metallic aluminum. 
It then only remains to sift the mixture to separate the good part from 
the metal. 

To get rid of the carbide of calcium, the sifted carbide of aluminum is 
treated several times with water until the supernatant water is clear. 
As the hydrate of calcium is only slightly soluble in water we trans- 
form it into a very soluble chloride by means of washing with dilute 
hydrochloric acid. For this purpose use 5 per cent. of acid of 1.19 
specific gravity, then continue washing with water until the wash water 
no longer is acid. For 50 grams of carbide we would require about three 
washes with 500 e.c. of water before the treatment with acid and as much 
again afterward. 

After this purification the carbide is in rhe to be used, but one 
should also add the precaution of rapidly drying by carrying off the water 
by means of alcohol followed by one washing with ether if the carbide is 
to be kept. 

In order to obtain from this carbide a methane almost free from 
hydrogen it is necessary to avoid as much as possible the disengaging 
of little bubbles of hydrogen which cover the aluminum during the 
attack on the carbide. This can be done by giving a certain thickness 
to the mass of carbide on the bottom of a conical flask where the reaction 
is produced. If, on the other hand, we give a certain height to the water 
which the gas has traversed to reach the gasometer one will then find 
it in its best condition and one can obtain in winter, with the tempera- 
ture about 14°C., a methane almost free from hydrogen (about 0.2 per 
cent.). 

But this process becomes incomplete in summer where sometimes I 
have found in the methane as much as 8 per cent. of free hydrogen. It 
is easy to see that under these conditions the liquid has become ocr) 
its analysis showing it to contain aluminate of soda.?! 

To prevent this occurrence it is sufficient to replace daily the water 
which covers the carbide by washing until the wash waters are no longer 
alkaline. Operating thus we can obtain even in summer methane con- 
taining less than six parts per thousand of hydrogen, which is available 
for the greater part of the experiments. For the work of analysis it 
suffices to purify the gas by washing it with potash and passing it through 
a tube containing palladium. 


21 For further details on this subject see my “‘ Nota oe la obtencién del thatane 
puro mediante el carburo de aluminio comercial.’’ Anales de la Sociedad Espafiola de 
Fisica y Quimica, May 5, 1913. 
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Discussion 


GrorcE A. Burret, Pittsburgh, Pa——Mr. Hauser determined the 
influence of inert gases on the properties of fire-damp mixtures, and one 
might take some issue with his work on the effect of hydrogen, on those 
mixtures. It is valuable information to have, but as far as the practical 
application of it goes, it is not of much significance, because one does not 
find it in mines, at least not in any appreciable amount. The same 


Fig. 1.—Apparatus ror Dretectina CompustiBte Gasns In AIR. 


thing can be said of ethylene. Ethylene is formed in considerable quanti- 
ties as a product of heat reaction, but normally, in the coal mines, as a 
result of a great many analyses we have made at the Bureau of Mines, we 
cannot say that ethylene is a combustible gas found in the fire-damp 
in coal mines. 

The author winds up his paper by a very good method for preparing 
methane. I have not tried that method myself, but it has been used by 
the British experimenters at Altofs. We have a rather simple means of 
getting methane ourselves. About 10 miles out of the city there exists 
a natural-gas well under about 200 lb. per square inch pressure, contain- 


. ing 98.8 per cent. of methane, a trace of carbon dioxide, and about 1 per 


cent. of nitrogen. 
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There is a device, which we have recently developed at the Bureau 
of Mines, for detecting combustible gases in air. 

Fig. 1 shows a photograph of the apparatus. It is made of brass 
and aluminum, except the stout glass gage at the right, and weighs 
1.4 lb. 

A diagram of the instrument is shown in Fig. 2. It consists essen- 
tially of a U-tube of which the parts A and B are two limbs. To make 
the machine ready for use one unscrews the head piece C and pours water 


into the tube A until the water rests at the point D opposite the zero 
mark of the scale. The water will then rest at the point E in the brass 
tube A. 

To collect a sample of mine air for test one blows into the tube F 
by means of the mouth, thereby depressing the water in the glass tube B 
to some point in H and raising the water in the other tube A to the valve 
K. Next the water is allowed to fall to its original position (levels at D 
and #) thereby drawing a sample of the mine air into the combustion 
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chamber M. Then the small platinum spiral is electrically heated, thus 
burning methane that may be in the sample. Methane burns as follows: 


1 volume 2 volumes 1 volume 


CH, + 202 = CO.+ 2H.0, 


or a contraction in volume equal to twice the volume of the methane 
takes place. After burning the water rises at EF to take the place of 
the burned-out gas and falls a corresponding distance in the tube D, 

e., falls to a point opposite the scale that shows the percentage of 
methane originally in the sample. 

The electric current for heating the platinum wire is derived from 
the small storage battery of a miner’s electric cap lamp. The instru- 
ment is designed for connecting to this battery for test. 

A determination can be made in two minutes with an accuracy of 
0.10 per cent. 

In Fig. 3 is shown an apparatus similar in principle except the electric 
current for heating the wire is derived from two small ever-ready dry 
cells A and B that are contained in the instrument itself. These cells 
cost about 7c. apiece and last for a minimum of 20 determinations. 
When used up they are as easily replaced as the dry cells in a flash light 
battery. : 

The essential steps in making a determination of methane in mine 
air are these: ' 

1. One blows into the instrument, thereby filling the combustion 
space with water. 

2. The water is allowed to fall, thus sucking a sample of mine air into 
the combustion space. 

3. The electric current is turned on, thereby burning the methane. 

4. The water at D falls showing the amount of methane in the sample. 

An important point is this: After the gas has burned and the electric 
current has been turned off, the instrument is given a shake to force 
water into the combustion space and cool the hot gases. This brings 
the temperature of the gases to the temperature they had before burn- 
ing and hastens the operation of making a test. 

I am indebted to many members of the staff of the Bureau of iter 
for assistance in perfecting these instruments. Dr. G. A. Hulett, Con- 
sulting Chemist, suggested the idea of building an apparatus of this 
principle, and Professor O. P. Hood, Chief Mechanical Engineer of the 
Bureau of Mines, rendered valuable service in perfecting the mechanical 
features. 

W. E. Gress, New York, N. Y.—About two years ago the Bureau 


of Mines undertook the investigation of the causes of accidents, which 
were so often happening in the use of mine-rescue breathing apparatus. 
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The Bureau commissioned me to undertake the investigation of the 
causes, an investigation of the apparatus most generally used, and the 
devising, designing, and construction of something which would over- 
come the difficulties that existed in the machines then used. I may say, 
incidentally, that I found the problem one of extreme difficulty. In the 
first place, there are so many elements in a device of that character that 
each has to be worked out as a separate problem, and the second and 
most important restriction was that a device of that kind has to be made 
so that it will not fail under any conditions that are conceivable, so 
far as human ingenuity and good workmanship can guard against them, 


Fra. 1.—BreratHiIna APPARATUS WITH Fiqa. 2.—BREATHING APPARATUS FOR 
Cover REMOVED Use 1n Minz-Rescur Work. 


as a failure almost always means that the man who wears the breathing 
apparatus dies. 

I have brought with me the apparatus which represents the result 
of my labors as it exists at the present, and my assistant will put it on 
as the best way of illustrating what I want to tell you about it. 

Now, in all mine breathing apparatus, as you doubtless know, there 
is a closed system in which a man breathes, a bag containing oxygen and 
purifying means whereby the carbon dioxide of the contained: air is 
absorbed. After he has taken two or three breaths the amount of oxygen 
converted into carbon dioxide and removed by the purifying substance 
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renders the total amount of oxygen in the whole apparatus inadequate 
to his needs, and the deficiency must constantly be supplied from a 
source of compressed oxygen carried in a steel bottle. All devices of 
this character are alike, as far as that goes. All forms of apparatus 
hitherto used have a breathing bag in front of a man’s chest, and the 
bottles of oxygen and absorbing cartridge on his back. There is some 
advantage in that, because the weight of the apparatus on a man can be 
balanced nicely. To offset this, however, there are necessary connecting 
tubes passing under a man’s arms from the rear to the front part of the 
apparatus which have to be big enough for easy breathing. Many 
loose ends were left hanging which were likely to catch on timbers or 
obstructions in the mines, and the apparatus was liable to be injured 
or the mouthpiece pulled away by such accidents. 

One of the first ideas that occurred to me was that it would be safer 
to put the whole apparatus on a man’s back, and to cover the exposed 
portions with a protecting shield made of aluminum for the sake of light- 
ness. The cover on the apparatus has no function except that of 
protection. 

One of the changes in the apparatus is that we are no longer using a 
helmet. For reasons that I will not go into, the helmet has been dis- 
carded by the Bureau of Mines because it is unsafe. We use a plain 
mouthpiece and nose-clip. These breathing tubes, which are long enough 
to go over the head when the apparatus is put on the back, rest on the 
shoulders and carry the air to the mouthpiece. When the wearer ex- 
hales through the exhalation tube, the air goes past a mica valve, which 
is very light, and rises at each breath to let the air into the copper box C. 
This.has a partition near one end, which forms a flue, and carries the ex- 
pired air down to one end of the absorbing can AC. 

This can contains plates of caustic soda reinforced by wire-gauze 
screens so that as it wears away, the soda is supported by the metal and 
the surface remains the same. A surface of about 20 sq. ft. is maintained 
in this box. The plates are arranged vertically about a quarter of an 
inch apart with air spaces between them. The air goes down this passage 
into the absorbing can where the carbon dioxide is taken out by the 
caustic soda. 

On the reverse side, the air passes up into a shallow box made of copper, 
C, blackened so that it may more readily radiate heat. Considerable heat 
is generated in the absorbing can by chemical action. The temperature 
in it rises to about 190° F., and the air issues with a maximum tempera- 
ture of about 150° F. But by the time it gets up into this box and 
into the bag B, which contracts and expands as the user breathes, and 
through this long rubber tube into his mouth again, the temperature 
sinks to about 98°. It seems to be unnecessary to provide any artificial 
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means for cooling, by the use of sodium sulphate for instance, as is being 
done in some apparatus. 

A special feature of this apparatus is this reducing valve R which we 
hear chattering. That chattering is a little vibration of the valve against 
the seat during the admission of oxygen. That bothered me. at first, 
but all the men in the Bureau of Mines warned me not to do anything 
with it, as it was so comforting. The men said that as long as the valve 
chatters they know that the oxygen is flowing. 

The reducing valve takes oxygen from the bottle O at a pressure of 
2,250 Ib. per square inch, or 150 atmospheres. Instead of a rubber 
diaphragm for regulation, a bronze bellows is used, such as is employed by 
the heating companies, for steam-heat regulation, to operate dampers 
and things of that kind. This expanding bellows works a toggle-joint 
that closes the valve. The gas that issues from the valve has a pressure 
of 2 lb. per square inch, a reduction of 1 to 1,000. 

The valve proved so perfect in operation that the first one I made 
has been used for several months, intermittently, many hours during 
that time, without even taking it apart. When it was finally opened 
for examination, it was again put together, after inspection, and worked 
as well as ever. It has been working for perhaps a year and a half 
without any sign of deterioration or any change in adjustment. That 
will answer the questions which will naturally arise as to its permanency. 

The oxygen passing through the valve to replenish the system goes 
through this tube T and up a small copper tube within this cooling can 
C to the admission valve which is directly in the center of the opening 
into the breathing bag. There the gas is absolutely checked. When 
the man breathes, the bag expands and contracts maybe several times 
before any further oxygen is required. When, however, the supply is . 
insufficient, the bag collapses far enough to permit the weight inside 
the bag to open the admission valve and more oxygen enters. 


E. M. Cuancn, Wilkes-Barre, Pa.—Is there a check valve on the 
exhalation? 


W. E. Grsss.—There is a circulating valve. 


EK. M. Cuancre.—That apparatus does not work on the injector 
principle; the man circulates the air through the apparatus with his 
lungs. Is the whole apparatus under positive pressure? 


W. E. Gspss.—There is always a little positive pressure in it and no 
injector. 

E. M. Cuance.—What is the capacity of the cylinder? 

W. E. Grsss.—Two-liter cylinder charged at 150 atmospheres. 
Under the ordinary conditions, with the older machines, with the oxygen 
current flowing constantly at 2 liters per minute, the charge would last 
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for 2 hr., but we find the average consumption is much less in this 
machine, so that for two hours 90 atmospheres suffices. It has gone 
2.5 hr. on 90 atmospheres, under test conditions. 

I omitted to say that there is a pressure gage, which, instead of having 
a flexible tube carried around in the usual way to the front so that the 
user can see it, it is fixed to the side of the apparatus and is read by 
touch. The danger that the flexible tube may be caught in something 
and injured is thus avoided. Moreover, inside of the pressure gage is a 
little alarm, a movement out of an alarm clock, and if the pressure falls 
to 30 atmospheres the alarm goes off and gives the user notice. The 
alarm does not, under normal conditions, go off unless the apparatus is 
worn more than 2 hr., but if there were a leak in the system it would very 
soon go, and the reserve would presumably give the wearer time to get to 
a place of safety. 


T. M. CHance.—Can you carry a man on your back with that 
apparatus? 


W. E. Gress.—I think not. 


E. M. Cuancz.—I have had eight years’ experience with breathing 
apparatus in connection with the Philadelphia Iron Co., and during that 
time we fought about 15 mine fires, and I had about 1,700 men under 
my direction. The last fire extended over 41 days. 

The usual types of apparatus, with the exception of the Fleuss, are 
adjusted so that 2 liters of oxygen are the limit. Under the ordinary 
conditions of a man standing and walking as usual, that is adequate, 
but under the severe mental stress, high temperature, and excessive 
work that is necessary to be done in recovery work in mine fires, that 
supply of oxygen is inadequate, and many if not all the fatal accidents 
_ which have occurred in rescue apparatus I attribute to the fact that the 
men were using oxygen faster than they could get it; the symptoms of 
suffocation being frightful, the men go down with the apparatus and 
tear it off. 

It seems to me that in this apparatus that source of danger is re- 
moved, and the men receive oxygen as required. I think they will 
require as much as 100 liters of air per minute; they can get it with 
this apparatus, and you will find, under practical conditions, that there 
are men who have used up the air in that apparatus within an hour, 
and it is right that they should. Give a man an adequate supply of 
oxygen for an hour, and his place after that time is not with the apparatus 
on his back, but out on the reserve resting. That, in my mind, is a 
fundamental feature which is most admirable in safeguarding the men 
and permitting them to do heavier work. 

I have found two things essential to satisfactory rescue apparatus 
work, and one of them is the most stringent inspection of the apparatus 
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at mostfrequently recurring periods. Ifthe apparatus has been inspected 
and placed in the corner for a period of 15 min., there really is no reason 
for believing that at the expiration of those 15 min. the apparatus is in 
perfect condition. It must be examined frequently, and these frequent 
inspections are absolutely essential, and in addition to that, the workers 
who wear the breathing apparatus must be under the control of a teacher 
who will keep the working speed of the crew at the rate of the slowest, 
weakest, and most frightened man. You will find that under the con- 
ditions of actual service, in the use of all rescue apparatus, and under 
actual conditions of fire-fighting and recovery work, the men are frightened. 
Their metabolism is speeded up so that the quantity of air they require is 
exorbitant, and unless you can keep their speed of work down to the lowest 
possible limit, there will be fatal accidents. I have had conditions where 
we had to have the men lie down on their backs every 10 min., and every 
10 ft., sometimes, and when we could keep them down to that slow work 
we had no trouble. We have had them fall in 15 and 20 ft., and knock 
the apparatus from their heads, but that is usually in the case of the 
inefficient helmet. 


T. M. Cuancz.—I think your apparatus promises to be most satis- 
factory. What is the weight? 


W. E. Grsss.—lIt is 30 lb.; about 10 lb. lighter than the others. 
T. M. Cuancu.—As to the cartridge? ’ 


W. E. Grssps.—We have decided for the present to throw away the 
cartridge after it is used. It does not seem safe to trust to the re-use 
of the cartridge. 


T. M. Cuance.—Another point, do you know the extent to which 
you were condensing nitrogen? Now, there is a certain volume of oxygen 


in that solution, about 10 cu. ft. Would you say that there was about 


5 per cent. of nitrogen? 


W. E. Grsss.—Before answering that question I will say, as a matter 
of fact, that 5 per cent. is rather an excessive amount. The operator, 
in starting the apparatus, is instructed to take two or three deep breaths 
and exhale through the nose, in order to get as rich an oxygen mixture 
as possible, and this reduces the nitrogen. The danger of excessive 
nitrogen is great, because it is insidious; there is no warning; a man loses 
consciousness much as when poisoned by carbon monoxide. By start- 
ing with an atmosphere of 90 per cent. of oxygen, you experience no in- 
convenience whatever, there is no more oxygen absorbed than the normal 
quantity, and if there happens to be 50 or 75 per cent. of nitrogen in 
the machine by the time you finish using it, you are still on the safe side. 
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The Effect of Aeration and ‘“‘Watering-Out” on the Sulphur Content 
of Coke 


BY J. R. CAMPBELL,* B. 8., M. 8., SCOTTDALE, PA. 
(New York Meeting, February, 1916) 


In order to discuss the subject intelligently, it will be necessary to 
touch briefly on the forms in which sulphur is supposed to exist in coking 
coal to be carbonized in beehive or byproduct ovens. 

Sulphur is known to exist in coal as sulphides and sulphates, as can 
be determined experimentally. Then there is the so-called organic sul- 
phur, 7.¢., sulphur in combination with the carbon, hydrogen, and oxygen 
of the coal, about which much has been written, but nothing definitely 
proven in an experimental way. In fact, so far as we know, there never 
has been developed a satisfactory and conclusive method in the laboratory 
for the direct determination of organic sulphur. 

For most coking coals, it can be safely assumed that the preponderance 
of sulphur is in the form of pyrite (FeS2). When exposed to compara- 
tively low temperatures during the coking process, it loses its sulphur ac- 
cording to the following chemical reaction: 7FeS. = Fe;Ss + 68. It 
will be seen, therefore, that six out of the 14 atoms of sulphur (or 42.8 
per cent.) are expelled, or volatilized. Fe;Ss remains in the coke as 
pyrrhotite, or magnetic sulphide of iron; this accounts for the highly 
magnetic properties of the powdered coke. A more commonly accepted 
- reaction is FeS, = FeS + 8, in which the straight sulphide of iron is 
produced with 50 per cent. volatilization of sulphur. 

In the beehive methods of coke making, air is introduced in sufficient 
amounts to carry on the distilling and the coking processes, and the 
sulphur is oxidized along with the other volatile products: First, into 
sulphur dioxide (SOz), known by the pungent and suffocating odor emitted 
from the trunnel head; second, into sulphuric anhydride (SOs3); and, 
finally, into sulphuric acid, as it comes into contact with the air and 
moisture. In a properly regulated draft on a beehive oven, there is 
never complete combustion of the gases. In other words, the coking 
process should be carried on in a reducing atmosphere, and a low-grade 
producer gas kept issuing from the trunnel head. For coals of about 30 
per cent. volatile matter, the ratio of air to gasis 334 to1. In complete 
combustion, the ratio is 6 to 1, producing an extremely high temperature 
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in the crown of the oven (3,500°F.) more than enough to cause fusion of 
the refractories used. A good coking temperature is 2,500°F. in the 
crown of the oven. 

It follows then that the sulphur remaining in the coking mass as iron 
sulphide cannot in any way be affected by the aeration or draft on the 
oven. Among beehive coke-oven operators there used to be a saying, 
“the hotter the oven, the more sulphur burned out.” In view of the 
foregoing, this probably never was true unless the aeration was carried 
to complete combustion of not only the volatile gases but the fixed 
carbon itself, in which case the iron sulphide (FeS) would, of course, be 
oxidized to Fe,03, and the sulphur liberated, as usual. This condition 
would not be productive of good results, as the percentage of coke yield 
would be abnormally low and the “ashes,” or “braize,”’ correspondingly 
high. This is evidence that so far as the pyritic sulphur is concerned, 
any sulphur that is volatile at all is so at comparatively low tempera- 
tures through the agencies of distillation, and no practical method of 
superaeration will help in the least in the further elimination of sulphur. 

On the other hand, overheating promotes certain chemical reactions in 
which sulphur forms compounds with other bodies on which heat has no 
effect. If the coking process proceeds too quickly, or if the heat is irreg- 
ular, the desulphurization of the coke is apt to be less complete. In 
these matters, much depends upon the skill and judgment of the burner. 

In the byproduct oven, which is essentially a true distillation process, 
the heat being applied externally, and no air supplied to the oven 
itself, the sulphur is distilled from the pyrite as atomic sulphur, as pre- 
viously explained, but, apparently, it afterward combines with the hy- 
drogen of the coal gas, forming sulphuretted hydrogen (HS), for it is 
necessary to remove this very objectionable gas before artificial gas can 
be used for domestic purposes. This is accomplished by the use of 
hydrated oxide of iron, a byproduct now obtainable from mine-water 
purification. 

Here again appears the fallacy of superaerating beehive ovens to 
eliminate sulphur, for in byproduct ovens in which no air is admitted there 
is just as much desulphurization of the coke as in the beehive process; 
in fact, there is more desulphurization when the matter of increased yield 
is considered. For example: Given a yield of 70 per cent. coke by the 
beehive process and 75 per cent. by the byproduct process from coal 
carrying 1 per cent. sulphur, the respective problems are ds follows: 


Beehive Oven, Byproduct Oven, 
Per Cent. Per Cent. 
Sulphtincosliqeniy cael 1.000 1.000 
Sulphur volatilized.............. 0.428 0.428 
Sulphur remaining............... 0.70)0.572 0.75)0.572 


Sulphur'in coke.<;.0ma. geen os 0.817 0.763 
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; Thus the practical volatilization of sulphur from the beehive process 
is only 18.3 per cent., while in the byproduct it is 23.7 per cent. In our 
own beehive practice we have always used 20 per cent. as the amount of 
sulphur eliminated from all sources, figuring from coal to coke, this being 
pete of numerous laboratory and practical tests on the Connelsville 
coal. 

Attention has been directed in the preceding paragraphs to thesulphur 
as pyrite. Let us look into the other forms that may be present in ad- 
dition to the sulphide. Any organic sulphur present remains, for the 
most part, in the coke. It is readily seen how it would be unaffected by 
aeration except in event of total destruction of the carbon itself, with 
which the organic sulphur is supposed to be combined. 

Any sulphates present, such as CaSQu., would also be unaffected by 
aeration or superaeration in the beehive process; no amount of “airing”’ 
would help to eliminate the sulphur. We know of cases in which the 
sulphur in the resultant coke was as high as, or even higher than, in the 
coal, from which it must be concluded that much of the sulphur was present 
in the coal as sulphate, or the so-called organic sulphur; or else the ash 
of the coal was rich in iron, lime and magnesia, for there is a dictum 
that it is never possible to produce a low-sulphur coke from the coal the 
ash of which is high in these elements. Superaeration cannot and will 
not ameliorate these conditions. 


The Effect of Quenching on Sulphur . 


Perhaps everyone is familiar with both the beehive and byproduct 
oven practice in this country, quenching the coke by copious amounts 
of water. In the former case, it is customary to ‘‘ water out’’ in the oven 
itself, while in the latter it is done externally by means of suitable quench- 
ing stations. In beehive practice, it takes approximately 1,000 gal. of 
water to quench a 5-ton charge of coke, consuming about 34 hr., either 
by hand watering with a hose, or with a sprinkler of the Stauft type, which 
is placed in the oven on topof the coke. The byproduct practice is much 
quicker, but the external watering produces darker coke. 

Theoretically, it would seem possible to remove considerable sulphur 
by the quenching process. We have already indicated how iron sul- 
phide (FeS) is formed in the coking process. The action of the water 
on the sulphide is as follows: FeS + H.O = FeO + HS, in which it 
is assumed that the coke is quenched externally. The odor of sul- 
phuretted hydrogen is easily detected (but it will be appreciated that a 
little of this gas goes a long way), and the color of the coke, wherein 
rust spots appear, shows the presence of iron oxide. The practical 
coke burner is always suspicious of what he terms “‘rusty coke,’’ as it 
invariably is an indication of high-sulphur coke. The same holds true 
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in quenching in the oven itself, as in beehive practice. Sulphuretted 
hydrogen (H.S8) is evolved, but, at the same time, the water as steam is 
decomposed by the carbon, H,O + C = CO + Hz, which fact probably 
accounts for a part of the large percentage of carbon monoxide and hy- 
drogen gas found in the gas from trunnels of beehive ovens, the water 
being formed from the combustion of the gases during the coking proc- 
esses, which is virtually a low-grade producer gas of the following 
composition: 


By Volume, 
Per Cent. 
66 Fee AS Gane ican EER Distr. oma ae 3.0 
COV ee Lo 8 Ue ere 9.0 
Tg Rete aa fe Shia w ‘0:0 anvils Sea DISIID Rene nee 11.0 
CU pret tierc ren dtsrs. 5 «wo %aclehe he Ruatie <a man ae ene 0.3 
INR Beschcc ds AAS Cee Moro occ fen od 76.7 


The desulphurization of coke by water cannot be complete. The 
coke mass cools too quickly and its very structure prevents the rapid 
penetration of the water thrown on it, especially in the denser varieties. 
As the temperature is lowered the reaction involved becomes too slow 
to be of practical benefit. Data as to the exact amount of sulphur 
eliminated in this way are rather scarce, but our own experience, based 
on the general laws of volatilization set forth elsewhere, leads us to the 
conclusion that only an infinitesimal percentage of sulphur is thrown 
off during the quenching process. Laboratory and practical tests, in 
which the coke has been allowed to cool naturally, show but little dif- 
ference in the sulphur content from those in which the coke has been 
quenched with water. Certainly there could be only a few hundredths 
of 1 per cent. in favor of the water-quenched coke, at the most, in a coke 
averaging 1 per cent. sulphur. 

. The prime object of the use of water is to lower the temperature 
of the coke for handling, not for desulphurization, and the quenching 
process should be so regarded. However, we are of the opinion that 
quenching by the byproduct practice will eliminate more sulphur than 
by the beehive method, which may partially explain the greater total 
volatilization of sulphur in the former, elsewhere intimated. 

It may not be generally known, in connection with the subject, 
that addition of muriatic acid (HCl) to the water greatly facilitates the 
removal of sulphur during the quenching process. The action of this 
acid on iron sulphide is positive at all temperatures, thus, FeS + 2HCl = 
FeCl, + H2S. There was, of course, a time when the cost prohibited 
the use of this method, but with the depletion of our low-sulphur coking 
coals this may, in the near future, be a factor in the elimination of sulphur. 
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Economies in a Small Coal Mine 


BY HERBERT A. EVEREST, * Bi Bg dis M., M, B., OKLAHOMA CITY, OKLA. 
(New York Meeting, February, 1916) 


THE idea of economical production is usually associated with large 
operations, tonnages, and mines, with even larger capital behind them. 
Nevertheless many small mines operate in the shadow of large competi- 
tors and make a good showing on the capital invested despite larger 
overhead expenses. 

For the purpose of this discussion I will divide the cost of production 
into classes, and specify opposite each the approximate percentage ex- 
pended thereon: 

1. Labor, including miners and company men; 60 to 75 per cent: 

2. Development, including all necessary yardage, room turning, 
crosscuts, etc.; 7 to 12 per cent. 

3. Deadwork, covering payment to miners for handling falls, draw- 
slate, or faults, rock work, water, and in general, all nonproductive labor; 
3 to 7 per cent. } 

4. Supplies: mine timbers, oil, brattice material, lumber, cement, and 
repairs to equipment; 2 to 6 per cent. 

5. Expense: management, selling, office, taxes, etc.; 1 to 5 per cent. 

6. Depreciation of coal reserves and royalties; 6 to 10 per cent. — 

7. Depreciation of equipment and interest on capital invested; 
1 to 3 per cent. 

8. Fuel; 14 to 114 per cent. 

The labor cost for a small mine is relatively much lower than for a 
large mine, particularly the sum paid to company men. Idle-pay ex- 
pense is cut to a minimum; the labor item being larger than all the others 
together, a saving in labor makes a decided showing on the total cost. 

The development charges in small and large mines are about the 
same. There should be a small showing on the deadwork item in favor 
of the small mine. The unit cost for supplies is usually small in the small 
mine. The operator of the small mine finds, owing to a limited tonnage, 
that the expenses of management, selling, etc., are abnormally high. 

The item, depreciation of coal reserves and royalties, is usually about 
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equal for both small and large mines; while the small mine is favored with 
regard to depreciation of equipment and interest on capital invested. 
If the mine is a shallow one, the fuel account is also in favor of the small 
mine—as a rule, not because of any great effort on the operator’s part. 

In the small mine the principal savings are in labor, supplies, equip- 
ment, and capital, because the working places are closer together, thus 
concentrating the working force. Fewer mine cars, less mine trackage, 
fewer entries and air courses are required and need be maintained, and 
the surface equipment is cheaper. 

Concentration of the working force brings the mine labor under close 
supervision; and where fewer men are employed, all work to better ad- 
vantage. The movement of cars is rapid and the miners load a good turn, 
producing a greater tonnage per unit.of area opened. Concentration and 
close supervision result in the operation of the mine on a very small capital 
investment per ton of production, the charge for interest and depreciation 
of equipment being proportionately low. 

Under close supervision supplies are not wasted, misused or lost, in 
many instances materials being used over and over again. Entries are 
usually worked out during the life of one set of timbers so that the 
expense of retimbering is obviated. 

‘The operator of a small mine has a keen regard for the inroad on his 
profits that even one extra man on the payroll would produce. He 
realizes that much valuable time is wasted in the mine—some of it due to 
laziness, but more to misdirected energies and lack of or improper plan- 
ning, so that the men are obliged to wait for material, tools, or cars. The 
chances are, in a small mine, that if a place is to be timbered, a fall is to 
be cleared up, or a room switch to be put down, all of the material is on 
the spot before the man arrives to do the work. The different working 
places are close together, therefore the workman does not waste much 
time in going from one place to another. In this way one tracklayer 
can do the work of two men who move long distances between jobs, 
and must look over the place, order their own material, and probably 
wait for its arrival. 

At the rate of $3 per day, and working 200 days in a year, a man re- 
ceives $600 per year; in 10 years he has received $6,000. During that time 
he has been a liability, because of the possibility, through carelessness 
on his or some other miner’s part, of an accident or fatal injury. Any 
mechanical device, which might supplant a man, the first cost and upkeep 
of which would be less than $6,000 in 10 years, would be a good invest- 
ment. The mechanical device will not lay off or quit; this precludes the 
necessity for training new men on the job, often a costly operation. 
The machine does not come under any workman’s compensation act; 
it does not strike nor get out of repair as often as the human machine 
(provided it is properly designed and cared for). 
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Some of the comparisons made are unfair, but inasmuch as the small 
mine usually has a limited acreage and frequently shallow coal, it follows 
that the mine will never have many long entries, that the haul will be 
short and the work, while it lasts, will be concentrated. 

Reverting to basic principles, the economies in a small coal mine result 
almost solely from close concentration of the working places and a still 
closer supervision of the labor employed. 


Discussion 


Newe.t G. Aurorp, Earlington, Ky. (communication to the Sec- 
retary*).—Mr. Everest’s statement concerning the economies in a 
small coal mine has interested me very much. The majority of dis- 
cussions on coal-mine economy omit the small operator and for this 
reason Mr. Everest’s paper should lead to productive thought. 

I agree that close concentration of working places and constructive 
supervision of labor are two items of salvation to the small operator. 
It is also true that small mines often yield as much profit per capital 
invested as their larger neighbors. 

Mr. Everest also says that the small operator has so keen a regard 
for the inroad on his profits that even one extra day hand is an extrava- 
gance not tolerated, and this is rightly so. But, does not this earmark 
of the small operator in many cases offer a clue to his vital weakness? 

A credit balance is the acid test of success in any enterprise. With 
the small operator who owns practically all the capital stock this is 
particularly significant. He never takes his eyes off the market price 
and at the same time strains every nerve to cut down his payroll. In 
several cases I have noted that the resultant close supervision of labor 
was in fact too close. The “stitch in time’? was not applied to the 
repair of this or that, with a decided increase to the cost of the work: 
when it had to be done at the expense of cutting off the run when orders 
were on the books. 

By nature the small operator is economical. Therefore, he salvages 
and re-uses material, but maximum overall efficiency in his plant is 
often the factor which he heeds not. He seldom partakes of the exchange 
of thought on this line of endeavor because the first cost thereof adds 
directly to his expense. Unless his previous training has been so directed, 
and this is rare, he fails to sense the possibilities of the systematic in- 
vestigation which begets a self-sustaining efficiency. In short, the point 
I have in mind is that over-concentration diminishes the scope of vision 
and often leads to nearsightedness. 

I am of the opinion that the average small operator could add much 
to his final profits by a systematic cutting of production costs through 
_ the application of organized effort in this direction. 


* Received Feb. 8, 1916. 
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Brown-Coal Mining in Germany 


BY GEORGE J. YOUNG, * B. S., MINNEAPOLIS, MINN. 


(New York Meeting, February, 1916) 


During the spring of 1910 I visited a number of open-pit brown-coal 
mines and underground workings in the vicinity of Halle, Halberstadt, 
Leipsic, Cologne and Bonn. The notes which I took and the observa- 
tions which I made at the time have been condensed and make up the 
principal part of this paper. Certain supplementary information has 
been taken from several sources which are given in the paper. 

The mining of brown coal is one of the important industries of 
Germany. ‘The coal varies in color from dark brown to almost black 
and is soft like loam. Pieces of wood and strips of bark and even parts 
of tree trunks are frequently encountered in the excavation although the 
coal for the most part consists of a pulverulent, more or less matted mass 
of small particles of vegetal matter. It is a product between peat and 
lignitic coal. An analysis, taken from Coal Resources of the World 
shows the approximate composition of the material: Moisture, 53.73 
per cent.; ash, 4.98; fixed carbon, 18.08; volatile carbon, 23.31 per cent. 
. The principal characteristic is the amount of moisture. This seldom 
runs less than 48 per cent. The ash is usually low and ranges from 5 
to 10 per cent. The sulphur content is usually less than 0.5 per cent. 
The heating effect of the fuel ranges from 2,000 to 2,500 calories. 

The commercial deposits are confined to the Tertiary period although 


Reserves in Millions of Tons 
Actual Probable and Possible 
Prussia and North German States...... 6,069 3,676 
BARONY oe 215 ics Se eats hake es 3; O00 84 (HME aah Is REE em eee 
BAVATIG w51 5 asian eee ee cat. 75 293 
THOGR6,., sd). atts istrict nn ae I Boreas ha 170 99 
"TOTAL... cos: s nacht meee aii se, 9,314 4,068 


* Professor of Mining, University of Minnesota. 
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some deposits, not of commercial importance, occur in the Pleistocene 
epoch. In Saxony and Thuringia, which produce about 47 per cent. 
of the German output, the deposits are found in the Kocene-Oligocene 
division of the Tertiary. Most of the other deposits are found in the 
ae division. The distribution in Germany is given in the preceding 
able. 
- The important centers about which brown coal is mined are Bonn, 
Cologne, Halberstadt, Halle, Leipsic, Semphenburg and Brunswick. 
The deposits present a great variety in shape and size. They range 
from relatively thin beds, 9 to 30 ft. thick, up to great basin deposits 


Fig. 1.—Brown-Coau Prr Near Borna. 


100 to 300 ft. in thickness. They are contained in clays, sands, sand-— 
stones, marls; in some instances limestone beds are intercalated. They 
are more or less erratic in distribution and extent. Many of them are 
covered by glacial drift consisting of fine sand and light gravel. This 
may be only a thin layer from 20 to 25 ft. thick, or may range from 75 
to 300 ft. in thickness. Faulting was not conspicuous in the pits visited 
with the exception of one in the vicinity of Borna, south of Leipsic. The 
latter deposit was trough-shaped, the main axis of the trough being cut 
by four transverse faults. Fig. 1 shows the edges of two of the blocks. 
The non-conformable glacial drift above the inclosing formations and the 
flat topography of the country south of Leipsic are also shown. 


1From Coal Resources of the World, vol. i, p. 89. 


190 BROWN-COAL MINING IN GERMANY 


Open-Pit Methods 


Wherever the thickness of the overburden permits, the brown coal 
is won by stripping the overburden and excavating the coal by modi- 
fications of the ‘milling method.” In most of the pits visited the 
overburden consisted of glacial drift, remarkably free from boulders, 
composed principally of sand and to a less extent of clay. The flat 
nature of the topography requires the excavation of the pit below the 
general level of the surface and greatly facilitates the placing of the sur- 
face plant and the arrangement of the tracks for the handling of the spoil. 


Fig. 2.—Continvous-Bucker Excavaror ror REMOVING OVERBURDEN. 


The overburden is excavated by a continuous-bucket excavator of a 
type practically unknown in the United States (Fig. 2). The Parsons 
trench excavator is quite similar in principle. The buckets of the 
excavator are attached to a pair of heavy chains which are supported 
by two sprocket wheels and rollers, the latter in turn being supported by 
a steel frame or ladder. The ladder is pivoted at the upper end so it 
can be raised and lowered through an angular range from horizontal 
to 45° below horizontal. The arrangement is somewhat similar to the 
ladder and bucket run of a continuous-bucket dredge. The construction 
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is much lighter and the chain of buckets is operated in the reverse direc- 
tion as compared with the dredge, that is, the empty buckets, mouth 
down, descend on the upper side of the ladder while the loaded buckets 
are drawn up on the lower side. As the buckets pass around the upper 
sprocket wheel the contents are dropped into either a hopper or a metal 
chute. The discharge hopper or chute is set at a sufficient height to allow 
the spoil cars to pass beneath. The digging ladder and driving mechan- 
ism are integral with a platform supported by trucks which run on a 
double pair of rails. The distance between the two sets of tracks is 
sufficient to admit of the placing of another track upon which the spoil 
cars may run beneath the loading platform. The excavator can be 
driven by its own power over a train of spoil cars, filling the cars as 
it goes, or the train of cars can be shunted into position by a light 
* locomotive. 

While there are many modifications of the excavator above described, 
I only saw two types in operation. One is called the tcefbagger (deep 
excavator) used in making a cut below the level of the track upon which 
the machine operates; the other is the hochbagger (high excavator), used 
in making a cut above the track level of the machine. The machines 
are made for different capacities and depths of digging. The following 
table will give the range of sizes and capacities of the machines of this 
type manufactured by the Ltibecker Machinenbau-Gesellschaft: 


TYPE 
B A C PF L 
Capacity in 10 hr. digging time, approximate 
cubic yards: 

CESS Le, oe eee ga 0 a 2,400/ 1,800) 900] 400! 220 

IVT CRATE SOU tapers tts oe, ees. oce pr ecg ener 2,000} 1,500; 700; 300; 170 
obscene och 1,600| 1,200] 500; 200/ 120 
IDGepestreW Teeter sc iseeag pies wo ene os Paeiel eaetete 45 30 24 15 15 
Horsepower (approximate)............-..... 90° 50 38 16 12 
Coal consumption in working time, pounds....| 3,860} 3,200) 1,100} 880) 660 
Capacity of buckets, cubic feet.............. 8.5] 6.4] 3.5) 1.8] 1.25 
Wostior machine’ | NTOM..-. . 2... wercte ots ocuene $11,250 |$8,750 |$6,250 |$4,500 |$2,750 
F.0.b. Liibeck Tot eee 13,000 |10,250| 7,500| 5,500) 3,500 
Shipping weight, metric tons............. Zee 70 48 34 22 12 
Number of men required...................-. 2 to 3 |2 to 3/2 to 3/1 to 2 1 


Approximate cubic yards represent cubic meters in the original table; table taken 
from H. Bansen’s Die Bergwerksmachinen, vol. ii, p. 35. 


The excavator employed in the pits visited makes a cut about 25 ft. 
deep and leaves a face sloped to 45° or less as conditions require. In 
operating, tracks are laid along the line of the cut; when the cut has been 
completed the tracks are shifted back and a new cut taken. Spoil 
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is handled in small cars hauled by light locomotives. The spoil dumps are 
. built up on the surface or backfilled in the pit. They present no particu- 
larly novel features. 
From one to three cuts or benches are sometimes necessary in stripping 
a deposit. As soon as the coal is exposed a steep incline is excavated in 
the coal and extended until a working face from 50 to 100 ft.-in vertical 
height is obtained. From the floor of the pit thus established, drifts of 
small cross-section are driven at intervals of 50 ft. into the base of the 
bench. At intervals of 25 ft. along the course of a drift, chutes are con- 
structed to the surface. At the mouth of each chute a crater is started 


Fia. 3.—Qpren-Pit Mintna SHowine Srpep ‘Craters.’ 


and the coal worked into the chute. The coal is excavated by hand, the 
worker using a single-pointed pick and cutting the coal from the bottom’ of 
the crater upward. Footholds are cut in the sides of the crater, and, where 
extremely steep, ropes are used to prevent falls. The steepness of the 
craters is well illustrated in Fig. 8. The crater is worked out until the 
sides reach a slope on which the coal fails to slide. Drifts extend from 
the open floor of the pit radially or transversely along an axis of the pit. 
The ribs which are left between the drifts are excavated from the floor 
of the pit. By using a movable chute mouth, constructed of wooden 
planks and braced by inclined diagonal struts against a vertical face of 
coal, a large proportion of the coal in the rib can be won without shoveling. 
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The stump of the rib and the coal excavated in squaring up the face 
preparatory to moving the chutes must be shoveled. In excavating thin 
portions of a bed the movable chute is used instead of the drifts and the 
mill holes. 

Drifts are constructed as small as possible and the back is arched so 
that they will be as near self-supporting as possible. Little timber is 
used and that principally at the point where the vertical chutes connect. 
The cars used are from 28 to 30 in. wide and 314 ft. high above the rail. 
The car is round bottomed, 21 cu. ft. in capacity, constructed of steel; it 
is dumped by means of dumping cradles. The chute gates are simple 
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Fig. 4.—AprpEARANCE or A Pir In Wuicu A Mrcuanicat Currer Was UsEp To 
MINE AND Load THE COAL. 


in design, consisting of two or three boards held by cleats on the side 
boards of the chute. 

The general layout for opening up the pit depends upon the shape and 
size of the deposit. I noted two general systems used on the larger and 
thicker deposits. In one the initial cut is started at the foot of the main 
incline and is extended parallel with and on the longer axis of the deposit. 
This can be done by starting three or four parallel drifts from the foot of 
the incline and extending them parallel with this axis. Mill holes are 
developed and follow up the drifting. The ribs are taken out and the 
floor of the pit cleared. At right angles to the first cut, parallel crosscuts 
are extended at intervals of 50 ft. and as rapidly as the flanking walls of 
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the initial cut permit. Craters are then started in the flanking walls. 
In the other system the initial cut is made transversely to the main axis. 
From the pit floor thus developed, drifts are driven parallel to the main 
axis of the deposit. The line of advance of the craters is parallel to the 
main axis. In one working near Bonn this method of opening the pit 
was observed. The coal in the ribs was won by means of a mechanical 
cutter which not only cut the coal from a face which was continuous 
across the pit but also loaded it into cars. The appearance of this pit 
and the face developed by the mechanical cutter is shown in Fig. 4. The 


Fig. 5.—Pir in Operation SHowine System oF TRACKS AND THE “ MILLING” 
Metuop 1n Usn. 


sequence of the stripping influences to a certain extent the method used 
in laying out the pit and usually favors the method first described. 

The transportation problem is of interest as it involves methods which 
have probably been developed in this form of mining. The problem 
consists in the handling of a large number of small units or cars which are 
loaded at a number of points and which must be moved to a common 
dumping point. The carsare hand-trammed from the drifts and crosscuts 
over relatively short lengths of track which may converge at a common 
point or which may be parallel and terminate in a common track trans- 
verse to the drifts. A double track equipped with chain haulage serves 
the secondary tracks or the common points. The chain, consisting of 
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4-in. links, is driven by a sprocket wheel and gears at the end of the run. 
Motor drives are customary. A plate in which is cut a V-shaped slot 
projects upward from the end of each car and engages with the links of the 
chain. The chain is supported by the cars which are spaced at 20 to 40- 
ft. intervals, but is carried around corners on guide sheaves. At each 
turn the track is graded so that the cars gain speed on the chain and dis- 
engage (the chain is elevated sufficiently at the turns to accomplish this), 
gravitating around the turn where they are picked up by the sag of the 
chain and hauled along the next tangent. One or more runs may be 
necessary in a given pit. Loads are taken out on one track and the emp- 
ties returned on another. The incline giving access to the pit is served 
by a chain also. The system is almost automatic and delivers the loads 
to the tipple and returns the empties with but little manual assistance 
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except at the points where the cars are attached and the empties removed. 
The kettenban (chain railroad) works on the same principle as the continu- 
ous-rope haulage system. The system as a whole made a favorable im- 
pression upon me. 

In one of the smaller pits near Halle the upper portion of the overburden, 
consisting of sand and soil, was stripped by hydraulicking and backfilled 
into the lower part of the pit. Retaining dams were put in on the toe of 
the spoil slopes, the sluices discharging back of them. The remainder of 
the overburden, consisting of moderately compact shales and clays, 
was removed in two benches by undercutting, caving, and shoveling by 
hand into cars. The cars were hauled in trains by horses to the backfill. 

Drainage in the pits is a comparatively simple problem. Electrically 
driven pumps connect with a sump in the lowest part of the pit and are 
operated when necessary. 
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Fig. 5 shows a pit in operation and illustrates the system of tracks 
and the milling method in use. Fig. 6 is a sketch plan of an open pit in 
which two beds were being worked. 


Underground Methods 


The conditions which limit the underground methods are: Relatively 
low selling price of the coal, extensive thick deposits, soft spongy material, 
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a cover of sand and soft sedimentaries, depths ranging from 200 to 300 
ft. and water ranging from moderate to excessive quantities. The flat 
topography characterizing most of the mining districts in which the de- 
posits occur permits of a convenient arrangement of the surface plant. 
Access to the deposit is obtained by two shafts which are about 150 
ft. apart. One shaft is used for ventilation, drainage and exit purposes, 
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_ while the other is the working shaft. In a large mine the ventilating 
shaft is equipped with an exhaust fan, in the smaller mines natural ventila- 
tion is sufficient. Practically no dangerous gases are present and open 
lights are used. 

The method of mining is a modification of top-slicing. The sublevel 
interval varies somewhat but approximates 15 ft. All of the coal with the 
exception of a portion 3 ft. in thickness, left in the roof of the room as a 
protection from the overburden and the caved cover is mined. The unit 
attacked is a block from 12 to 15 ft. square. A small crosscut 3.5 by 
54 ft. gives access to the room. The coal is excavated by pick and 
shoveled into small cars, which are trammed to inclines connecting the 
sublevels and the main or haulage levels. From 70 to 80 per cent. of the 
coalis won. The units are mined in sequence, the mining starting at 


‘(Numbers show Sequence of Working Rooms) 


Fic. 8.—Mernop or WorkinG A ‘‘Squarn.” From Bergbaukunde, He1se-HeErsst, 
Vou. I, p. 327. 


the boundaries of the deposit or the edge of a panel. The line of retreat 
is stepped. After mining a room the props are pulled and the cover 
allowed to cave. Figs. 7 and 8 give details of the method. 

The room is supported by three or four lines of props. A lid or head 
board is used on each prop and the sides of the room where necessary 
are supported by light lagging held in place by sprags. The props range 
in size from 5 to 7 in. in diameter. By means of short pieces of lagging 
the lid is given an area of from 3.5 to 4.5 sq. ft. From one-quarter to 
one-third of the area of the roof of the room isthussupported. The devel- 
opment drifts and crosscuts are closely timbered although the timbers 
are usually of small section. Main haulage ways and shafts are supported | 
by masonry. The shaft sections are circular or elliptical. I saw but 
one timbered shaft of rectangular section. At a small mine close to 
Leipsic (the Délitz) the working shaft was 75 m. in depth and of this the 
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top 15 m. was brick, the next 50 m., cast-iron tubbing and the lower 10 m. 
brick. The shaft was 4.5 m. in internal diameter and contained two 
hoisting compartments and one manway. It gave access to a bed of 
brown coal about 40 ft. in thickness. 

The general plan of development of a slice may be called a double- 
entry panel system. The large unit or panel is from 300 to 500 ft. square 
and is divided by drifts and crosscuts intersecting at right angles into 
smaller squares which measure from 40 to 100 ft. onaside. These squares 
are in turn attacked by the working drifts and the smaller units or rooms 
developed. The order of working off a square by rooms is shown in 
Fig. 8. 

The inclines connecting the sublevels are served by chain lifts of a 
type similar to those used in the open pits. Main level haulage is either 
by the kettenban or the seilban. The latter is the continuous wire-rope 
haulage system. The cars used are of the same size and general construc- 
tion as those used in the open pits. 

Pumping is effected by direct-connected, electrically driven, single, 
two- or four-stage centrifugal pumps. Pump chambers are usually 
arched and supported by masonry. Significant features of the installa- 
tion at one mine were the large sump space and the use of screens to 
prevent sand or any suspended matter from getting into the suction 
pipes. At one small mine visited the pumping equipment consisted of 
three steam pumps, one for continuous service of somewhat over 500 
gal. per minute and two in reserve of a combined capacity of 1,500 
gal. per minute. The head against which these pumps operated was 
240 ft. At another and somewhat larger mine the pumping capacity in 
multi-stage centrifugals aggregated 3,200 gal. perminute. Iwas informed 
of a mine which was equipped with a pumping equipment of over 6,000 
gal. per minute capacity. These figures will give some conception of the 
pumping problem. The heads against which the water must be lifted 
are in most cases not excessive, ranging from 100 to 250 ft. 


Preparation of Coal for Market 


Brown coal is graded into large lump, fist, nut and fine sizes.. The 
first three sizes are sold without further preparation. The fine material 
is mixed with water and put through a common brick press. It is molded 
and cut into bricks about the size of the ordinary building brick. These 
are air dried in open sheds and sold as “‘nass brick.’”’? They contain about 
20 per cent. moisture. The greater part of the brown-coal output is 
briquetted. The coal is first passed through crushing rolls which reduce 
it to 14-in. size. It is then elevated and conveyed to driers, which are 
constructed very much like McDougall roasting furnaces. Each of the 
32 hearths is covered by a steam coil. Rabble arms distribute the coal 
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and transfer it from hearth to hearth. The coal enters with about 50 
per cent. moisture and is discharged with about 12 per cent. It is then 
conveyed to bins from which it is fed to the briquetting presses. In all 
the plants visited there was but one type of pressin use. This was driven 
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Fic. 9.—LONGITUDINAL SECTION OF BRIQUET Mo Lp. 


by steam. The die or mold of the press is formed of two steel plates 
which form symmetrical halves and are firmly held in the machine. The 
opening between the plates narrows down from.a rectangular opening of 


Fig. 10.—Briquet TROUGH AND STORAGE SHED. 


the same size as the plunger to the size or section of the finished briquet, 
as shown by Fig. 9. A feed spout delivers the fine coal at the large end 
of the die, which is steam heated, and the plunger gradually forces it 
through the die. The briquets are delivered apparently in a solid bar, 
but can be readily separated. The briquets are forced along a light 
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metal trough, by the impulses of the press, to the storage sheds (Fig. 10). 
The press makes from 60 to 75 strokes a minute. A crank and flywheel 
control the length of the stroke. The capacity of a press is about 130 
tons per 24 hours. 

The briquet is 6 to 7 in. in length, 214 in. wide and 14 in. thick, ellip- 
tical in shape. The analysis of a briquet is given in Coal Resources of the 
World as follows: Water, 14.42 per cent.; ash, 7.10; fixed carbon, 33.85; 
volatile carbon, 44.63. The heating value of brown-coal briquets ranges 
from 4,500 to 5,000 calories. 


Fic. 11.—SuHart FurNnacs& ror Distituation or Brown Coat. 


In one plant visited, the Pfennershaft near Halle, part of the mine 
output was treated by distillation in muffle furnaces of the shaft type. 
The distilling chamber of the furnace is 5 ft. in diameter by 26 ft. high. 
The construction of the furnace is shown in Fig. 11. The brown coal is 
heaped over the mouth of the shaft, being prevented from entering the 
central part of the shaft, by a plate which covers the uppermost ring. 
The space between the walls of the shaft and the cast-iron rings, which 
are in the inner portion of the shaft, is occupied by the fine coal as it 
falls down. The gaseous products of the distillation pass between the 
iron rings and into the gas flues which reach the inner space. The 
combustible gases are used for heating the furnace. The fine coke, which 
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is about pea size, is discharged from the hopper. The tar is used for 
the production of paraffin and in the chemical industries, and the coke 
for heating large halls, museums, etc., being extremely effective for this 
purpose. The coke when used for heating is burned in shallow: open 
pans, burning without flame, very much like punk. 


Surface Plants 


Surface plants are compactly arranged and the buildings constructed 
of brick and steel. Steel headframes are used at the shafts. The smaller 
mines are equipped with a boiler plant, steam hoist, screening house, 
a brick plant for producing “‘nass brick,’”’ a power plant and bins. In 
the more elaborate plants, crushing, drying and briquetting appliances 
are added. Steam power is used in most all surface operations and elec- 
trical power for underground service. In one case the mine pumps were 
driven by steam power. Bins are constructed of steel or steel and brick. 


Production, Costs, Etc. 


The production in 1912 is given as 82,339,583 and in 1913 as 87,116,343 
metric tons. (Mineral Industry, vol. xxii.) The value of the product 
for 1908 is given (Berk Hiitten Kalender, 1911, p. 178) as 67,615,200 
metric tons of a value of $45,230,000. This would give a value of $0.665 
per metric ton. From Braunkohle,! a technical magazine devoted to the 
brown-coal industry, the following information was taken: 


Selling price of brown coal at mine (wholesale)......... $0.72 per short ton 
Estimated cost of removing overburden............... 0.06 to 0.10 per cu. yd. 
Underground mining cost, estimated............... ,... 0.45 per short ton 
Cost of mining coal in open pit, not including cost of strip- 

pinga(COAl Zo. OO t: GOICk)). . assets gekserieletetete o aleicr sje 0.09 to 0.10 per short ton. 


The wholesale price of briquets ranges from $2.38 to $4 per ton at 
market centers, not at the mine. (Bulletin 58, Bureau of Mines, p. 14.) 


Comment 


There is considerable similarity between brown-coal mining methods 
and the methods used in mining soft iron ores such as occur on the 
Mesabi Range in Minnesota. The development of mining practice 
in two widely separated mining fields where somewhat similar physical 
conditions pertain is worthy of comment. The methods used upon the 
Mesabi are steam-shovel stripping and open-pit mining in which the 
steam shovel is almost exclusively used as a loading device, the milling 
system and top-slicing. The methods used in brown-coal mining are 


1 Serial article, “Ueber die Bemessung des Verhiltnisses zwishen Kohlen- und 
Deckgebirgsmachtigkeit fiir Tagebaubetrieb im Braunkohlenbergbau,” Braunkohle, 
July 20, 1909. ‘The figures apply to the district about Halle. 
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stripping with the continuous-bucket excavator and open-pit mining, 
in which the loading is effected by the milling system, and top slicing. 
On the Mesabi a large proportion of boulders in the glacial drift and more 
or less rock makes it almost impossible to avoid the use of the steam 
shovel. In brown-coal mining the overburden is sand or soft sedimenta- 
ries and the mechanical excavator is more economical than the shovel. 
It is worthy of note that in districts in this country where similar material 
must be removed in stripping the scraper bucket or drag-line excavator 
is being used in preference to the steam shovel. ' It does not possess all of 
the advantages that are obtainable with the continuous-bucket excavator. 

The greater hardness of the iron ore as compared with the brown coal 
and the greater cost of labor in the United States explain the use of the 
steam shovel for ore mining. The soft nature of the brown coal on the 
other hand would indicate that a more extended use of mechanical 
appliances would be advantageous for excavating the brown coal. In 
the score or more of pits visited only one mechanical cutter was observed 
and hand picking of the coal ruled. 

Approaches to the German open-pit mines are sea short steep 
inclines served by chain-haulage systems while in the Mesabi open pits 
the approaches are long gentle slopes, seldom exceeding a grade of 6 
per cent. and more often approximating 2 or 3 per cent. The smaller 
outputs, the greater value of the surrounding land, the necessity for 
preparing the coal before it can be marketed, the greater economy in 
haulage and the smaller capital investment required are the probable 
reasons for almost general use of the steep incline in the German open 
pits. In the Mesabi open pits the railroad cars are taken into the pit, 
loaded, hauled out and made up into trains. The large outputs, the 
short mining season, and the flat nature of the orebodies are the principal 
reasons for the expensive approaches. There are cases where a skip- 
served incline and the double handling of the ore would be more econom- 
ical than an approach of the ordinary type. 

The underground methods are essentially the same in principle in 
both localities. The most interesting point is the comparison of the 
size of the top-slice unit and the time required in mining a unit. The 
comparison is given in the table. 


Stra atrantis Mesabi Brown Coal 
Heights feetot artsmavmeneeriee tes sla vic ais S erdeic he SU 13 12 to 13 
Width? footie, wrtosteeraere eerie sls oy eisneto-d oiculeetadeend See 14 12 to 13 
Lengths feats: tach caterer say ol dos) se. schon. cigread vmctah ale 50 12 

Volumeiof Unit; cubletecties siete aks «out amio ds ee 9,100 1,800 

Tons mined per miner per shift..............cscereesens 12 6 to 7 

Estimated time required to mine a unit (1 shift of 2 miners 

per: day); days’: schreiben ine ates sta. Sere. </e.tieaa Paes 24 2 


With 2 shifts of 2 miners per shift....................00- 12 1 
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Two important factors in top slicing are the size of the unit and the 
time required for the maintenance of the unit as an open chamber. It 
is obvious that the harder the ore the larger the unit and the longer the 
time that it can be maintained open with nominal support. Mesabi ore 
is called a soft ore. It is drilled with augers and loosened with light 
powder charges. ‘The unit is timbered with two rows of drift sets spaced 
at 5-ft. intervals. The unit or chamber will remain open without 
serious failure of the supporting timbers for 30 days. This is sufficient 
to mine a unit of the size given. It is estimated that from 5 to 6 per cent. 
of the units begin to fail before they are completely mined out. Brown 
coal is decidedly softer than the Mesabi ore. Obviously a smaller unit 
and more rapid mining are necessary. The unit is approximately one- 
fifth the size of the Mesabi unit and is mined out in one-twelfth the time. 
Fewer and lighter timbers are used. 
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The Stresses in the Mine Roof 


BY R. DAWSON HALL,* BROOKLYN, N. Y. 
(San Francisco Meeting, September, 1915) 


Tue stresses in the simplest structures are often those we find most 
difficult to analyze. The most complex condition in mine stresses is 
found in simple tunnels where the roof, the sides, and the floor are a mono- 
lith. The functions of the parts are like the parts themselves not distinct 
and specialized, and the problems to be solved are like those in a metal 
structure with riveted joints or a redundancy of bars. 

This difficulty explains perhaps why the condition has not been treated. 
But just because it cannot be discussed in its entirety is no reason why 
it should be treated as an action of parts with specialized functions as a 
roof beam with supports and a foundation. The problem cannot be 
ignored on the ground that it is not of sufficient importance to warrant 
careful consideration, because conditions of complete monolithism, of 
which the tunnel is the type, are found materially unchanged in room-and- 
pillar and in longwall work. 

This unity between roof, sides, and floor, which to the coal miner is a 
difficult conception, really deserves a scientific appellation, and perhaps 
holoid (from holos, whole, and ezdos, form) will serve the purpose as well as 
any other. 

In a simple tunnel the roof, the sides, and the floor form integral parts 
of one and the same structure, and the distortion of one cannot be con- 
ceived without a consequent strain in the others. Thus when the roof of 
the tunnel droops by reason of its weight, the upper parts of the sides are 
drawn in because they are integrally connected with the roof and must 
approach each other whenever, by the sagging of the roof, the distance 
between any two points in it is diminished. (See Fig. 1.) 

The sides in their turn operate on the floor of the holoid structure, 
producing a tensile stress. The writer has always been impressed with 
the value of soap as a means of illustrating the action of mine stresses. 
With that idea in mind a cake of naphtha soap measuring 43¢ by 214 by 
134 in. was taken and a tunnel was made through it 134 in. long, 21% in. 
wide and 1}4 in. high. (See Fig. 2.) A load was then placed at the mid- 
span of the tunnel. Eventually, the upper bar, or “‘roof,’”’ broke at the 


*Associate Editor, Coal Age. 
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center line and along both “‘ribs” of the tunnel, the breaks being 
approximately vertical and proceeding, as might be expected, on the 
ribs from the “surface” downward and at the center line from the 
tunnel upward, the failure being from bending moment, not shear. 

This is interesting because it shows that breakage at the ribs is not 
necessarily evidence of shear. It may be only a demonstration of a 
holoid structure. It is the form of failure whenever coal is blasted down 
and not an infrequent form of roof demolition. The test on the soap tun- 
nel further showed that as soon as rupture takes place in the roof of the 
tunnel, there must inevitably come a thrust on the ribs. The tension 
draws them together till rupture occurs and then the two roof units, 
in endeavoring to revolve, crowd each other and push on the opposing 
walls. (See Fig. 3.) 

When a holoid structure, by reason of the weakness of the floor or 
because of a lack of adhesion between the ribs and the floor, ceases to 
engage the floor in its movements, then its shape as a structural element 
roughly resembles the Greek letter + and for want of a better name we 
might term the new element a pyoid structure. (See Fig. 4.) The 
doctors use the word for a totally different purpose with little excuse. 
““Pyonoid”’ is the word which they should use to express the attributive 
“pus-like.”’ 

By reversing the soap tunnel after the roof has been caved the weakness 
of the pyoid structure is made clear. As soon as pressure is brought on 
the new roof (formerly the floor of the tunnel), the two ribs are seen 
to recede markedly and if the floor were intact this would result in a 
well-developed stress in that element of the holoid structure. (See 
Figs. 5 and 6, showing progressive demolition.) 

Probably it is well here to express a belief in the importance of the 
holoid. The general notion is that all the beds shear horizontally along 
the lines of stratification and that it is a mistake to consider the mine 
or even the roof asa monolith. It is true that most of the accidents in 
mines are due to the lack of unity in the roof. What we call draw-slate 

-accidents are almost wholly due to this fact. Nevertheless, it is interest- 
ing to note how firmly roof and coal are usually ‘‘burned” to one another. 
Even when undermined and sheared on both sides the coal often fails to 
fall, being supported by the vertical shearing strength of the one side 
still attached and by the adhesion to the roof. The writer is hardly pre- _ 
pared to state when the holoid structure ceases to exist, and of course the 
time and conditions will vary with the materials under consideration. 

It is obvious that with the holoid structure, the ribs being drawn 
together by the movement of the roof, they must tend more or less to be 
split vertically and in longwall they will then fall down on the advancing 
undercut. In certain sub-bituminous mines the writer has noted a 
tendency toward what he thought was a vertical shear parallel to the 
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Fig. 1 shows in broken lines a cross-section of a tunnel and in full lines the same 
. tunnel distorted by pressure. ‘This is a typical holoid structure. 
Fig. 2 shows a soap model to which reference is made in the article. 
Fig. 3 exaggerates the upper or roof bar in the soap model and shows how the 
collapse of the roof forces back the sides by the arch action. 
Fig. 4 shows the soap pyoid without load. 
Fig. 5 shows the same when the bending of the roof bar takes place, thrusting out 
the ribs, or legs. 
Fig. 6 shows a further action when the revolution of the segments in collapse tends 
to force back the upper parts of the ribs or legs. 
Fig. 7 illustrates a semi-holoid structure. 
Fig. 8 illustrates a semi-pyoid structure. 
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headings. This developed rapidly after the work was opened, especially 
at great depth. 

Whether this was only a vertical shear seems doubtful. It may have 
been due to the holoid character of the structure, the ribs receiving no 
relief by a horizontal shear between ribs and roof. Instead the roof pulled 
off the edge of the pillar as the former bent under the load. It was 
interesting to note that these lines of fracture did not coincide with the 
normal cleavage of the coal. 

This rending along vertical planes eventually throws back the real 
rib lines far into the pillar. Where the draw slate and roof proper leave 
one another, we have probably a plate structure superposing one which 
is holoid or pyoid in character, and in the longwall the breaks back of the 
face which bring coal and roof down together, or which tend so to do if the 
latter is not duly propped, are failures of the semi-holoid or semi-pyoid 
and not of the plate structure above. (See Figs. 9 and 10.) 

The breaking of even the holoid roof is not necessarily a sudden, 
unheralded event, such as one might anticipate from a cursory considera- 
tion of the problem. It is clear that the action of the moments cannot 
destroy the roof without revolving in a degree the elements into which 
the roof is broken, and any revolution inevitably binds these elements 
against one another so that they are less able to fall. Either a recession 
of the ribs or a further demolition of the revolving elements must take 
place or the roof will not fall. One form of demolition which frequently 
occurs in shallow workings is vertical shear along the cracks already 
made by the bending-moment stresses. But horizontal shears may 
make it possible for the roof masses to revolve and yet fit the space they 
occupied by a counter revolution of the strata past each other. Or again, 
the whole mass may be broken up by the rubbing of the opposing faces of 
the elements as they try to fall. 

It is this last action which is in evidence in coal brought down by a 
shot when it is broken considerably in falling, and that vertical shear is not 
an important cause of the fall of coal is shown by the fact that there is a 
distinct tendency for the coal to roll away from the side ribs. 

It is necessary now to consider the plate structure in which the roof is 
considered as a vast plate, a monolith in itself but resting without ad- 
hesion on its suppurts. Whenever there is a mined area the roof is 
depressed, and being elastic it tends to rise on the surrounding supports, 
resting its weight on the edges of the surrounding ribs of the excavation. 
This area of quasi-elevation is followed by another area of depression 
surrounding the central depression and the area of quasi-elevation. Thus 
the roof plate is bent into a series of waves around the central area of 
disturbance just as the surface of the water is rippled round the point 
where a stone has fallen and disturbed its equilibrium. (See Fig. 11.) 

Of course, the elevations are only relative, not actual, and naturally, 
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Fig. 9 shows a semi-holoid such as often occurs in longwall, supporting a cumoid 
which, being separated from the semi-holoid, has freedom of movement except for the 
restraint of frictional contact. 

Fig. 10 shows a semi-pyoid likewise surcharged by an independent cumoid. 

Fig. 11 is a plan of a circular excavation. The sagging of the roof into this area 
produces an area of quasi-elevation; that is, an area which would be elevated if the 
mineral itself and the floor surrounding the excavation were incompressible and inde- 
structible. Outside this area is one of depression, the stiffness of the measures light- 
ening the burden on the area of quasi-elevation and loading with increased heaviness 
the edges of the excavation and the area of depression. It exhibits the fact that the 
action of the roof is cumoidal, or wavelike, and not confined to the area of excavation. 
The depressed area is in its turn followed by another area of quasi-elevation, and this 
again by an area of depression. The size of these waves of course decreases as the 
area of excavation is left behind. 

Fig. 12 shows a cumoid bending over an opening anid crushing two pillars. 

Fig. 13 shows a cumoid bending over a pillar, the center of which is a point of quasi- 
elevation. The roof tends to break over such a support. 

Fig. 14 shows a weak cumoid, such as a loose draw slate which has broken away 
from the stiffer cumoid above and probably has insufficient moment of inertia for self 
support. 

Fig. 15 is a Luten bridge, showing the lower tension member, or paving, which ties" 
the abutments together and prevents their recession, thus adding to the strength of the 
bridge. 

Fig. 16 shows a broken cumoid failing to fall owing to an arching action. 
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like all undulations, as they recede from the point of disturbance they die 
down. But it is essential to remember that while the holoid structure is 
to a large extent a closed force chain, this is not nearly so true of the plate, 
the stresses in which are less locelined and circumscribed. 

This structure we may dub as cumoid (from kwma, a wave). The 
remarkable feature about such a structure is that it develops points of 
great stress far away from the disturbing cause, and it may break over the 
pillar instead of in the opening. The appearance of the Forth Bridge, 
Scotland, is known to almost every one. The light structural work 
over the midspan contrasts most forcibly with the heavy structure over 
the piers. It is the case with all cantilevers and continuous-arch 
structures, and the roof in the mine is like a continuous arch, only it is 
continuous not only in one, but in every direction. 

It is the peculiarity of the cumoid structure that the stresses it in- 
volves may be greater farther from the point of disturbance than at some 
nearer point. But, like the holoid structure and the pyoid, it puts the 
greater burden on the pillar’s edge. The center of the pillar between two 
large open spaces may be relieved from much of the normal pressure be- 
cause of the bending of the cumoid roof over the pillar. (See Fig. 13.) 

There is some evidence that in actual operations in some sections of 
the country the roof soon breaks by horizontal shear into two or more 
separate cumoid structures, of which of course one is free of external load, 
while the others, though below other cumoids, may or may not be loaded. 
If the stiffness of the upper cumoid, or cumoids, exceeds that of the lower, 
the loading may be relievedfrom the open spaces and the upper cumoids 
may restrain the lateral, and therefore the vertical, movement of the 
lower cumoids, thus adding to their resistive strength. 

In an interesting paper read before the winter meeting of the West 
Virginia Coal Mining Institute, the late F. C. Keighley called attention 
to the fact that when the lower roof broke or was preparing to break in the 
mined spaces of the Connellsville region it frequently weakened the lower 
roof inthe rooms and headings nearby, despite the strong support afforded 
by large pillars. This caused in the narrow places many falls which had 
to be loaded out. 

It would seem, therefore, that the breaking of the lower rat or its 
initial stressing tears the lower roof from the upper and from the ribs, 
converting it into a cumoid structure.which is too weak to stand the 
strains to which it is exposed. In cases, however, these primary failures 
may be duetosubstitution of a pyoid for a holoid structure. For it must 
not be forgotten that where the bottom, ribs, and roof are one and in- 
divisible, the floor is an element of strength and prevents the roof from 
breaking. Just as the lower flange in a rail helps the ball of the rail to 
support the weight, so does the floor help sustain the roof so long as the 


former is unbroken. 
VOL. Liv.—14 
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One of the patented features of the Luten bridge construction is its 
holoid structure. Luten does not use the term, but nevertheless the 
construction is closely analogous to the structure I have been describing. 
Luten builds not one bridge but two, one for vehicles to pass on and one 
to bind the feet of the piers together so as to form a perfect holoid. 
Destroy the lower bridge and the upper or traveling bridge is in a pre- 
carious condition. (See Fig. 15.) 
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Fig. 17 shows the large amount of distortion needed to permit the fall of one leaf 
of a broken cumoid, or conchoid, 1,000 ft. deep. 


Fig. 18 shows how this distortion is secured by repeated horizontal shears at places 
of weakness. 


The holoid structure gives the strongest of roofs; the pyoid is less 
strong; the cumoid is still weaker. Every horizontal shear makes the 
roof progressively less stable. Strange to say, vertical cracks permit the 
replacement in many cases of a less stable by a more stable structure. 
The fractures in a vertical direction, which would ordinarily be thought 
more detrimental than those in any other direction, prove not unim- 
portant, it is true, yet in a way strengthening. 

When a cumoid of great depth finds itself inadequate to its own 
support as a cumoid and begins to rend vertically from the surface down- 
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ward to its supports and upward from the span centers to the surface, 
then the cumoid beam becomes an arch, and the cumoid plate becomes a 
dome and until it fails in its new structural relations, it cannot continue 
to extend those rents which threatened its stability. Let us say that the 
cumoid has become a conchoid (from conchus, a shell), the lines of stress 
forming figures resembling the shell of a bivalve. 

As the elements of which the roof consists crowd each other into the 
Opening it is impossible for the roof to rupture or fall until the various 
strata cease to act asa unit and begin to slide past each other. (See Fig. 
16.) If we imagine an element of rock stretching from a rib.to the half 
span, a distance, let us say, of 100 ft.;if we further suppose the excavated 
coal or other mineral to be 10 ft. thick, and regard the rib, floor, and fall- 
ing rock element to be so adamant that none of the three will crush, heave 
or bend, then the inclination of the element when one corner reaches to 
the floor will be 10 per cent. 

If the excavation is 1,000 ft. below the surface, the displacement of the 
block at the surface would have to be 100 ft. (See Fig. 17.) Ata 
greater depth the displacement would be more. It is needless to say such 
a displacement cannot occur even where the crop, broken roof, or the sags 
in nearby workings make a certain amount of lateral adjustment possible. 
But horizontal shear along weak planes, such as beds of clay or coal or 
stratification planes, will permit such a number of readjustments in the 
element of rock itself that it will be able to come down. It will, in fact, 
rather tend to tilt than actually upset forward. (See Fig. 18.) 

This, then, is how the end comes unless the rock is too strong to shear 
horizontally. Subsidence ceases when the required deformation has 
taken place. The choking up of the falls probably has but little to do 
with the final result, though it may have its effect in some cases. In fact, 
the theory as given is comforting to the. conservationist, as the beds 
above the one extracted suffer but little, being exposed only to the 
horizontal shearing process, which is by no means destructive of the 
integrity of the measures. 

However, the rupture at the half span may often result in falls of 
moderate size at that point, for when the monolithic roof is weakening by 
successive horizontal shears, we have a series of superposed cantilever 
cumoids entirely unequal to the task of self support. If the action which 
forms these cumoids does not let them all down to the floor suddenly, they 
will be sure to fracture successively from the bottom upward, and such 
seams of mineral as partake of this independent action will be destroyed. 


Discussion 


R. Dawson Hatt, New York, N. Y.—The general practice in the past 
has been to view the roof as being somewhat subject only to shear. In 
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fact the action of the roof under the stress of its own weight has been 
but little considered, not because the matter is unimportant but because 
it is so complicated that it has been felt that an analysis of it would 
not result in any conclusions definite enough to justify the inquiry. 
The result has been that the consideration of the subject has fallen into 
the hands of persons who are not experts in the study of beam and plate 
stress. They have been disposed naturally to view the destruction of the 
roof as the outcome of the simplest of stresses—vertical shear. 

In the lack of a careful consideration of the conditions of roof fracture 
it was thought that the roof consisted of a number of horizontal layers, 
which were each of them weak, because no matter how strong they might 
be they usually lacked sufficient depth. This view of the condition of 
the roof would naturally lead one to expect that it would yield to bend- 
ing moment, the various layers succumbing one by one to their lack 
of the necessary radius of gyration to meet such severe stresses. But, 
instead, the realization of the mutiplicity of independently strained units 
seems to have paralyzed the mental processes of the investigator. He 
realized at once that, if it were true, he had so many small units of such 
uncertain value to deal with that he could draw no conclusions. He 
therefore fell back on vertical shear in which he could regard the strata 
above as a unit, each element of which aided the one above to sustain 
the burden. 

But as a matter of fact there is every reason to believe that the roof 
is a unit in. its resistance to bending moment. Until it is broken its 
radius of gyration is expressible in terms not merely of the depth of 
individual and unit strata but in terms of the depth of the whole covering 
of the mineral being exploited. This possibility or rather probability 
has been overlooked in America, Germany, England, and France, so 
far as I have been able to discover, and the subject has been treated 
wholly as one of shear. Apart from remarks elicited in reply to my own 
discussion of the subject I have seen nothing on the value of the roof as 
a true plate until Douglas Bunting showed he recognized it, in his inter- 
esting paper on The Limits of Mining under Heavy Wash.! In this 
article Mr. Bunting treats of the consolidated material over the coal as 
a beam. Though he does not go into that side issue of his subject ex- 
tensively, he shows a recognition of an important principle, 7.¢., that the 
roof is not properly treated structurally until its resistance to bending 
moment has been considered. 

The view that the roof was frequently a monolithic plate structure 
that failed first from bending moment and later as an arch and from 
horizontal shear was first broached in an article entitled The Strength of 
Mine Roofs.? This was further discussed at a meeting of the Coal 

1 Trans., li, 177 to 199 (1915). 
* Mines and Minerals, vol. xxx, pp. 474 to 476 (March, 1910). 
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Mining Institute of America at Indiana, under the title Action of the 
Mine Roof.? Other discussions before the same body are Effect of Shear 
on Roof Action and The Last Stand of the Mine Roof.’ 


CHARLES Enzran, Wilkes-Barre, Pa.—It would be interesting, I 
think, if the author would quote some authorities who have adopted the 
conception of mine roof as of monolithic form rather than an arch, and 
on what such authorities based that change. 


R. Dawson Hatu.—I have never been able to find anyone who has 
expressed ideas similar to my own on the action of the roof. I have 
read many references to the subject of roof fracture. It seems the gen- 
eral view in France, England, and America that roof breaks from shear. 
The only exception I have found is the opinion of Douglas Bunting, and 
I did not know of his views when I formulated mine, for they were not 
published until long after I had come to somewhat similar conclusions 
myself. 

There is always a natural disposition to ask for authority and proof 
of such theories. The conclusions are purely theoretical as far as I am 
concerned. Unfortunately it is almost impossible to tell what happens 
over the coal and under the soft surface covering which disguises such 
fractures, but I think if the matter is considered it will be found to be 
based on logical grounds and if the difficulties of giving an ocular demon- 
stration of its truth are considered, exception will not be taken to publish- 
ing the conclusions without such confirmatory data. I have several 
times been asked for proof, but I can give no personal experience. Still 
the breaking of the roof without collapse is a significant confirmation 


- in itself. (Mr. Keighley always declared that the roof broke on the 


surface half the depth of the coal in advance of the line of fracture in 
the mine. At Rimersburg, Pa., it is said that the surface broke over the 
center line of a heading, the pillars of which still stood though the room 
ribs were drawn right and left. Cases without number are quoted where 
the disturbance and breaking of the surface extends farther than the 
area of excavation, and the authorities allege this to be due to oblique 
shear or to the effect of the inclination of the measures or in some cases 
to a somewhat indeterminate action termed “draw.’’) 


Cuarutes Enzian.—I am not taking exception to the author’s theory 
or his ideas, but I do think some reference to tests or investigations other 
than the few he has undertaken should be available. From the reference 
which he made to Mr. Bunting’s paper, I thought perhaps he was familiar 
with some other investigations. Has not the character of the overlying 
strata much to do with the character of the shear? 


3 Proceedings of the Coal Mining Institute of America, June 28, 1911, pp. 62 to 75. 
4 Idem, June 26, 1912, pp. 135 to 153. 
- 5 Coal Age, vol. vi, pp. 982 to 985 (Dec. 19, 1914). 
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R. Dawson Hatu.—My purpose has been to show that, generally 
speaking, the roof does not fail from vertical shear yet I think that there 
is no question but what with most shallow measures the breakage is from 
that stress. The smooth character of the fracture and its verticality 
alike attest the cause of the collapse beyond question. And it must 
readily be conceded that there are measures so easily sheared apart 
horizontally that it would be rather bold to assume that they acted under 
stress as a unit. Still, on the whole, I believe that the evidence shows 
that in most cases the monolithism of the roof is so well developed that 
it plays a principal part in resisting demolition. 


Huau ARcCHBALD, Scranton, Pa.—It hardly matters to the miner how 
you theorize concerning the action of the roof as a whole, for it is the rock 
immediately over the coal with which he is concerned. This may be 
soft and come down as soon as the coal is taken away, or it may be 
hard and break nicely, or it may be a bending roof which never breaks. 
And the rocks above those immediately over the coal act in many ways. 

I know that in the northern anthracite field, the roof is never treated 
as a monolith from the coal to the surface. Nor does it act like a mono- 
lith. For instance there is the roof over the No. 2 Dunmore seam, which 
is a bending roof so that when the pillars are drawn, there is no break in 
the mine, but bends from the pillar to the bottom. The rocks above 
that break and draw apart and the cracks which come are often in ad- 
vance of the mining. With the roof over other seams the cracks may 
occur behind the mining, the rocks hanging over the edge of the pillars. 


T. M. Cuancsz, Wilkes-Barre, Pa.—When you are making an ex- 
cavation in the coal it ought to be the same as rock; you make an excava- 
tion, and why should you not get the bending at a point 75 ft. above 
where the excavation is made? Why cannot you consider the rocks below 
an arching point as a continuous movement which is not restrained at 
the support? If you are going to deal with fixed continuous loads, you 
have one of the most obstreperous things in structural dynamics you can 
find. In steel work the stresses which occur in fixed continuous timbers 
are the subjects of argument, and have been a subject for argument for 
over 60 years. The only way you can consider a monolith is that the 
rock will have tensile stress in order to prevent the arching condition, 
and you will have a high tensile strength in the rock. The rock may not 
break; you can have an arching tendency, as in some large stopes in 
precious-metal mining and copper mining, where we have found an arch- 
ing tendency and the roof does not arch. You must take a whole lot 
of material out before the arch develops. The roof is not arched, but it 
must arch somewhere. 


R. Dawson Hatt.—The point I have endeavored to make is that, 
disregarding the passing phases which I have termed the holoid and pyoid 
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structures, the roof resists destruction by submitting to deformation as 
a beam or plate. This resistance is somewhat speedily overcome as the 
stresses are too great for the structure to sustain, while acting in that 
manner. Broken as a beam, the roof finds it can support itself as an 
arch and doubtless as the arch fails the resistance of the only partially 
separated parallelopipeds comes into play again making the strains 
momentarily those of a beam or plate again. But with further failure 
the arch action again asserts itself and the load is again carried solely 
by the forces of compression. When thearch again fails, the tensions again 
come into play, each time with less power. Eventually the rock mass 
destroyed by tension and horizontal shears is able to sustain itself neither 
as a plate nor as an arch. 

But it must be remembered that by an arch is meant not a physical 
shape but a body acted on by forces such as are made use of in the con- 
struction of an arch. Unfortunately, in discussing this subject every 
one instinctively thinks of the arched vaults which form in the mine as 
a result of breakage. But they might just as truly be arches from a 
structural sense if the roof had never broken. The old Mycenean arches 
of ancient Greece, in which the stones were laid so that each course ap- 
proached the center of the span a little until the opening was bridged, 
were not true arches; they did not depend on compression but on tensile 
strength. 
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The Evolution of Drilling Rigs 


BY R. B. WOODWORTH, * PITTSBURGH, PA. 


(New York Meeting, February, 1916) 
INTRODUCTION 


In the sinking of bore holes, there are but two fundamental operations 
.—drilling and hoisting—which determine in the main the character of 
drilling mechanism and structures. There are endless ramifications, 
however, in the execution of these fundamental operations, according to 
the purposes for which the bore holes are drilled, their maintenance after 
completion, the protection and convenience of workmen, etc. 

The three main lines of use for bore holes are in mineral exploration, 
the sinking of water and salt wells, and the exploitation of petroleum and 
natural gas. This paper has to do more especially with the last. Here 
again there are many divergences. Wells may be drilled by either the 
percussive, the hydraulic, or the abrasive method. Finally, each of these 
methods, as. applied by drillers of diverse nationalities, has followed 
somewhat different lines of development. The American system of cable- 
tool drilling has perhaps had the widest application; the hydraulic 
rotary is also in extensive use; but the Canadian system, the Galician 
system, and the Russian free-fall system all have their points of recog- 
nized merit and are preferred by operators accustomed to their use. 
These differences in drilling procedure, which rest ultimately on essential 
variations in geological conditions, are reflected in the drilling structures 
as well as in the drilling mechanism. 

The purpose of the present paper is to record Pines stages in the 
development of the application of steel to the construction of drilling 
mechanism and structures with which the writer has been intimately 
associated, and to contribute to the history of the art of drilling other data 
acquired in the course of his personal investigations. It is necessarily 
limited by reason of space to American practice, with especial reference, . 
therefore, to the cable-tool system and the hydraulic rotary method of 
drilling wells for oil and gas. 


* Engineer with Carnegie Steel Co. 
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Types of Drilling Structures 


With these limitations in mind we may now proceed to discuss the 
line of development in specific types of drilling structures. It should be 
borne in mind, however, that in addition to the methods of drilling and 
hoisting there are variations in other features, due to the arrangement of 
engines, the depth and size of wells, the character of strata penetrated, the 
preservation and maintenance of wells after completion, the means taken 
for the convenience and protection of workmen, and for the prevention of 
fire, and likewise to the character of the service and to the removal and 
re-use of the equipment. Drilling structures are conveniently divided 
into drilling rigs and drilling machines. Drilling machines are mounted 
on wheels and are intended for transportation, by their own motive power 
or otherwise, from point to point without dismantling, and their essential 
feature is their relatively compact character and their portability as units. » 
Drilling rigs are either intended to remain permanently at the location in 
which they are first placed, or may be removed from place to place only 
by resolution into their component parts by dismantling and by some 
means of locomotion other than their own power. 

Portable drilling machines have been many years in use in a number of 
types. The operating parts have always been made of metal, and in the 
conversion of their frames and other structural parts from wood into 
steel the line of development has been exactly parallel with that of other 
machinery. ‘These machines are equipped as a rule for shallow-well 
drilling only, though in a number of instances quite deep wells have been 
put down with them. This paper has to do with drilling rigs rather than 
drilling machines; hence the latter will receive incidental mention only, 


in the course of the discussion. 


Again, we distinguish between a drilling rig and an outfit. The latter 
comprises not only the drilling structure but also the tools, engine, boiler, 
ropes and other accessories. In sinking oil and gas wells by contract, it is 
customary for the owner to furnish the drilling rig and the casing, while 
the tools, engine, boilers and other parts of the outfit are furnished by the 
contractor. 

The arrangement of the various parts of a complete drilling rig, as 
used in the most modern deep-well drilling for oil and gas, is shown in Fig. 
1, which exhibits diagrammatically the ground plans of the three types of 
drilling rigs in use in the United States together with their combinations. 

With particular reference to oil and gas well practice, the line of evo- 
lution in drilling structures is summarily as follows: 

1. The spring pole and tripod. 

2. The braced mast, single or double. 

3. The four-legged braced wooden derrick intended for permanent 
use, built without idea of removal. 
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4, The four-legged braced wooden derrick, put together with bolts to 
permit removal and re-erection. 

5. The pipe derrick. 

6. The long-panel structural steel derrick, built after the idea of what 
the designer thought the driller ought to use. 

7. The short-panel structural steel derrick, built as nearly as possible » 
along the lines of the braced wooden derrick. 

8. The ‘structural steel drilling rig complete, with machinery sup- 
ports, wheels, house framing, metallic covering, etc. 


Standard Rig—Pennsylvania System 
il Standard Pumping Fig Used Over Wells Drilled with Rorary 


Rotary Rig 


California Rig 


Standard Combination Rig Califorma Combination Rig 
One Engine Two Engines 


Fie, 1.—Drivuine Structures ror Orn anp Gas WELLS. DIFFERENCES IN Loca- 
TION OF OPERATING MECHANISM. 


Our discussion will follow this division, based on the mast or derrick as 
the most outstanding and essential structural feature, but will also 
deal with incidental details of operating mechanism, so far as they are 
pertinent. 

If in the treatment of steel derricks and drilling rigs the writer refers 
most largely to designs made under his supervision and executed by the 
company with which he is associated, it is because this company, while 
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not the pioneer in the manufacture of structural steel derricks in the 
United States, is today the only manufacturer in a persistent and sys- 
tematic way. It is also true that the complete steel drilling rig was first 
designed by the writer and manufactured by that company and the 
development of the steel drilling rig in the United States is, therefore, a 
record of the improvements in manufacture introduced by that company 
under the supervision of the writer and his superiors and assistants in 
office and shops, with such further collaboration and assistance as he has 
been able to obtain from the officials of the Oil Well Supply Co. and like 
companies with whom in the first instance he codperated. The reader 
will pardon, therefore, any note of commercialism there may be in state- 
ments intended solely as the record of a structural development. 


I. Spring Pote anv Tripop 


The records of well drilling in the United States begin in 1806, when 
the first recorded artesian well put down in the United States was drilled 
for salt by David and Joseph Ruffner at the Salt or Buffalo Lick near 
Charleston, W. Va., in the Kanawha Valley, an account of which will 
be found in Vol. 1A of the West Virginia Geological Survey. 


1. Spring Pole and Tripod 


Their original supply of brine came from shallow pits and the flow was 
more or less weakened by the presence of surface water. It occurred to 
them to drill wells to rock, and thus obtain a purer, stronger supply, just 
as in later days it occurred to George H. Bissell to abandon the shallow 
pits from which oil was skimmed at Titusville and tap the source with a 
well. A study of these two events will serve to demonstrate the analo- 
gous character of the conditions. The salt wells were the pioneers of the 
oil and gas industry. 

The appliances of David and Joseph Ruffner were most simple. 
Their walking beam was a spring pole mounted on a forked stick of wood. 
Their bits were 214 in. in diameter, quite primitive in construction, and 
attached to the end of the pole by arope. Their tubing consisted of two 
long strips of wood whittled in half tubes and wrapped with twine. Their 
conductor was astraight well-formed hollow sycamore gum, 4 ft. ininternal 
diameter, sunk to rock in a shallow pit. Yet the essential features of all 
subsequent development in the cable system of deep-well drilling were 
present. Jan. 15, 1808, on which day they drilled into the salt sand, is a 
record date in the art of drilling wells. 

The first well drilled for oil was the Drake well, sunk by hand in 1859; 
but the next three or four wells drilled in the mad rush which followed 
were “kicked”? down with the aid of spring poles, as were hundreds later 
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in shallow territory. This method, as described by J. J. McLaurin in 
Sketches in Crude Oil, second edition, 1898, afforded a means of develop- 
ment to men of limited means with heavy muscles and light purses. An 
elastic pole of ash or hickory 12 to 20 ft. long was fastened at one end to 
work over a forked stick or other fulcrum. To the other end stirrups 
were attached or a tilting platform was secured by which two or three men 
produced a jerky motion that drew down the pole, its elasticity pulling it 
back with sufficient force, when the men slackened their hold, to raise the 
tools a few inches. The principle resembled that of the treadle board of a 
sewing machine. Fig. 3, redrawn from McLaurin, p. 76, illustrates the 
essential features but, like many other similar sketches, it fails to show the 
hoisting equipment which was indispensable even at such wells. 


Fic. 2.—Sprine-Potr Drititinc Mrruop usED By JOBARD AT BrusSELS, 1828. 
(TmcKLensurG, Vou. LV, PL. ll 


It is true that the 3-in. sand pump referred to by McLaurin could be 
hoisted by hand from a considerable depth; but it is obvious that, with 
the exception of the most shallow wells, there must have been some means 
of hoisting provided. W. H. MacGarvey, of Vienna, intimately con- 
nected with the establishment of the petroleum industry in Canada, and 
one of the founders of the great Galician-Carpathian Petroleum Corpora- 
tion, who has done perhaps more than any other single man to develop 
the Canadian and Galician methods of drilling, has given us an exact 
description in the preface to J. D. Henry’s Oil Fields of the Empire. 
Fig. 4, taken from this work, shows in addition to the spring pole the lower 
portion of the tripod with the hoisting windlass. Mr. MacGarvey says: 
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“The early methods were exceedingly primitive, and at the present time many of us 
wonder how with such poor material such splendid pioneering results were secured. 
The first method of drilling in Oil Springs was by means of a spring pole. The process 
of putting down a well was slow and laborious, and many months were necessarily 
spent in drilling a well to a depth which at the present time would occupy two or 
three days. The first great Canadian spouter, the celebrated Shaw well, was drilled 
by this method.” 


According to publications dealing with this class of work and descrip- 
tive of operations in Canada, Ohio, New Zealand and elsewhere, the 
spring pole as a means of drilling oil wells disappeared about 1866. Its 
disappearance was due beyond question to the introduction of steam as a 
prime mover and the development of the portable drilling machine for 
the shallower wells. An excellent idea of the change and the reasons 


Fig. 3.—Sprine-Pote Drituing Metruop. (McLaurin, p. 76.) 


therefor is given by the description of the early wells drilled in New 
Zealand contained in J. D. Henry’s book entitled Ozl Fields of New 
Zealand, 1911. It was seven years after Colonel Drake drilled the first 
well at Titusville that the New Zealand pioneers began their search for 
oil with the inferior spring-pole tools of that day. The first well was sunk 
by Messrs. Carter, Smith, Scott, and Ross, operating as Carter & Co., at 
the root of the breakwater of Moturoa. On Mar. 17, 1866, themen had 
reached the depth of 60 ft. by shaft, but the bottom of the shaft began to 
feel so shaky that they decided to continue their well by boring. Spring 
pole and tripod were taken down and a four-legged derrick erected; and 
boring began at the end of 1866. The derrick bore the placard “To Oil or 
London,” and the well was put down to a depth of 300 ft. 
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The Peoples Petroleum Co. began the second or Beta well about 500 
yd. from the Carter or Alpha. A 4-in. hole was sunk 516 ft. by spring 
pole and tripod, which bore the legend “To Oil or Edinburgh,” and the 
well was named Victoria Well. Both wells were afterward taken over 
and deepened by the Taranaki Petroleum Co. 

It may be noted in passing that these early wells were unsuccessful and 
that the first real oil produced in commercial quantities came from the No. 
1 (Birthday) well of the Taranaki Petroleum Co., Ltd., completed on Sept. 
24, 1906, to a depth of 2,345 ft. A steel derrick, said to be the only one 
then in New Zealand, was over this well at the time of Mr. Henry’s visit 
in 1910. Early efforts to reach oil undoubtedly failed of success because 
of the inability of the operators to sink to the real oil-bearing strata. 


Fie. 4.—Sprine-Pote Drittinc Merruop. (Ww. H. MacGarvey.) 


It must not be imagined, however, that the principle of the spring pole 
based on its resiliency has disappeared from the art of drilling. In the 
fifth edition of a text-book on Coal Mining by Hubert W. Hughes, London, 
1904, will be found on p. 17 the statement: 


“Tn our coal districts the vibratory movement is often given to the rods by the use 
of the spring bar, which consists of a wooden pole having one end fixed to the ground, a 
fulcrum placed further on, and the rods attached to the other end. The blow is 
struck by depressing the beam, the rods being raised by the elasticity of it. The 
lengths of the parts on each side of the fulcrum are usually 1 to 3 or 5. For shallower 
holes the axis may be fixed, but for deeper ones it must be movable. An elaboration 
of this method consists in the employment of two spring poles. The first is from 60 to 
70 ft. long fastened at one end and at two-thirds of its length from the fixed point it 
rests on an upright. To the other end are fixed two cross bars which the workmen 
press down on to a second spring pole, thus producing adancing movement. Between 
the uprights and the cross beams is attached a hook, from which the boring tools are 
hung in the usual manner.” 
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The first edition of this book appeared in 1892 and it may be that the 
practice referred to was current at that date; in any event, it was not 
considered obsolete when the fifth edition was printed. 

Moreover, the principle is now employed in connection with the boring 
system exploited by John R. Thom, manufacturer of boring plants at 


Fie. 5.—Wakine Bream. THom EnauisH Dritiing System. 


Patricroft, England, as is shown by Fig. 5, re-drawn from a recent cata- 
log. The hoisting frame used in connection with this system is a tripod 
with windlass mounted across two of the legs, and a sheave hung from the 
top. This method of hoisting is identical with that still to be found in 


Fig. 6.—Munine Suarr Trirop. (R. A. S. REDMAYNE.) 


present mining practice, as shown in Fig. 6, taken from R. A. S. Red- 
mayne’s Modern Practice in Mining, Vol. I, London, 1908, p. 84, which is 
reproduced here as exhibiting the general resemblance of drilling methods 
whether employed in mineral exploration work or in the sinking of wells. 


224. THE EVOLUTION OF DRILLING RIGS 


The Thom system has found quite a wide application. In Vol. 
XXIV of the Petrolewm Review (1911), for example, will be found a repro- 
duction of the structure used on Plot 233 of the Maikop Oil Proprietary 
Co., Ltd., and on Plot 65 of the Maikop Co-operative Petroleum Co., 
Ltd. In connection with the latter, it is to be noted that drilling was 
begun by hand, and that boring contractors in that field were surprised 
at the rapidity with which wells could be sunk by the Thom system. 


2. Chinese Drilling Methods 


It has long been known that the art of sinking wells for salt by drilling 
had reached a fair state of development in China by the year 1700, and 
that various travelers in that country had been much impressed with 
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Fig. 7.—Cuinest Drittinc Mretuop PER TECKLENBURG. 


the ingenuity exercised in this art by the natives. Before the date 
named, Chinese in the district of Wu-Tung-Kiao had sunk over 10,000 
wells to depths of 560 m., some even to 1,242 m. Von Richthofen nar- 
rates that the Chinese in the province of Ssu-Chan had drilled several 
thousand bore holes and had found salt strata at 600 m. and gas at 900 m. 

Some rather fanciful descriptions have been published in the semi- 
technical journals. One is recalled, in which the Chinese coolies are de- 
picted as running up over a spring board and jumping therefrom with 
great glee as if the business of drilling wells were recreation rather than 
sober industry. Fig. 7, taken from Tecklenburg’s Handbuch der Tiefbohr- 
kunde, Vol. IV, Plate II, is doubtless a more correct representation. It 
will be noted that the spring pole was counterweighted, and that the 
hoisting was done by a sheave suspended from a cross beam carried on a 
three-legged frame, the rope being wound around a windlass. 

The most recent description of the petroleum, gas, and brine wells of 
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Ssu-Chan, based on an original article by Louis Coldre, appeared in the 
December (1914) number of Western Engineering, published at San Fran- 


Fig. 8.—Cuinesz Drit~ting MretruHop PER CoLpre. STARTING DRILLING. 


cisco, and is well worth careful study. It indicates very great skill on 
the part of the Chinese. Fig. 8, taken from this paper by courtesy of the 
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Fic. 9.—Cuinesz Dritting Mrraop PER CoLtpre. REGULAR DRILLING 
OPERATIONS. 


editor, illustrates the methods of use when the wells are begun, and Fig. 


9 the usual routine of regular well-drilling operations. When the well is 
VOL. Liv.—15 


226 THE EVOLUTION OF DRILLING RIGS 


started, hoisting is done by a roller carried at the top of two forked poles. 
When the drilling has progressed to a considerable depth, additional 
poles are run up and braced to carry the crown sheave placed over the 
header beam at the top. The line is carried down to a vertical sheave, 
and thence to a horizontal drum; and the string of tools is suspended from 
the end of a lever made of a thick plank. This is so adjusted that the 
lever is horizontal when the bit just touches the bottom of the hole. 
The four workmen then jump on the plank, depressing it and raising the 
bit a couple of feet. When they jump back on the side benches, the bit 
falls. By jumping two at a time and passing from one side to another 
the men are able to drill at the rate of 12 to 15 strokes per minute. The 
double-tripod derrick, if it may be so called, is built of bamboo and guyed 
with hemp ropes. The equipment, while simple, embodies the necessary 
mechanical features and is structurally adequate. 


3. Present Use of Tripod 


As already noted, the tripod is in modern use in the Thom system of 
boring. Probably its widest use is in connection with mineral explora- 
tion work, and the characteristic feature of the modern exploration outfit 
as used, for instance, on the iron ranges of Minnesota, is a portable drill- 
ing machine with a hoisting equipment consisting of a three-legged frame 
supporting a sheave at the top and carrying a windlass. Such tripods 
are used in heights of 18 and 23 ft., for example, in connection with the 
No. G drilling machine manufactured by the Ingersoll-Rand Co. They 
may be built of wood or of steel pipe. For deeper drilling, however, the 
four-legged derrick is employed. 

The tripod was observed, some five or six years ago, in extensive use 
in the Lima fields for the ordinary routine of pulling the tubing, and the 
cleaning of producing wells. It was made in heights of from 30 to 40 ft. 
In 1907 designs were made for a 40-ft. triangular derrick to be constructed 
of steel for use along the same lines. 

Bansen in Das Tiefbohrwesen, Berlin, 1912, p. 274, illustrates a tri- 
angular boring tower which is in ordinary and regular use by the General 
Exploration Co. in connection with its large diamond-drilling machine. 
This tower, built of steel pipe, five panels in height, is double tapered, 
the apex panel being drawn in very quickly to a point under which the 
single large-diameter sheave is suspended. ‘This type of drilling tower 
is said to be used in sinking wells to 1,200 m. in depth. 


II. Bracep Mast 


If the tripod is the simplest device for raising heavy weights in more 
or less permanent situations, the braced mast is the most convenient in 
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connection with portable or semi-portable drilling equipment. The uses 
of the braced mast go back to the very beginning of the art. It is im- 
practicable to trace their history in detail; and only the main line of 
present-day equipment will be considered here. This has two branches: 
first, the mast in single stick, or built up and supported on the drilling 
frame, the whole structure being mounted on wheels and intended for 
transport by its own or other power (portable drilling machine); and 
second, the braced mast, usually built up in parts and supported on a 
solid foundation, the mast being in many cases independent of drilling 
mechanism (semi-portable drilling machines). 


1. Portable Drilling Machines 


It was several years after the sinking of the Drake well before engines 
and boilers were designed especially for the superior strain of drilling and 
handling oil wells and thus suitable for standard-rig drilling. The Wood 
and Mann portable outfit, in which the small engine was mounted upon 
the boiler, was the popular type for the shallow territory adjacent to Oil 
Creek, Pa. One of these was the cause of the great fire in Cherry Run 
Valley above Rouseville in 1866 (Romance of American Petroleum and Gas, 
Vol. I, p. 125, 1911). 

Among the earliest manufacturers in this line was the Pierce Well 
Excavator Co., with machines worked out about 1880 to 1890, as pictured 
by Tecklenburg, Vol. IV. These were arranged for transport, and also 
for operation, by horse-power. The mast, braced back to the machine 
by two braces, carried a drilling pulley at its extreme top, and a sand-line 
pulley part way up. Drilling was done by cable without walking beam. 
About 1890, the appearance is noted of that type of drilling machine 
usually associated with the name Star, and manufactured, according to 
Tecklenburg, by Gould and Austin, with the observation that the chief 
purpose of this very effective apparatus was to bore for water in the dry, 
treeless plains of Western North America. The first condition was, 
therefore, to replace the high timbered boring tower by an easily trans- 
portable and yet solid boring mast. These machines were suitable for 
depths of 450 m. :, 

a. Side Walking Beam, Center Post.—The drilling machines made by 
the Star Drilling Machine Co., Akron, Ohio, embody today the same 
essential features of a single center mast braced to theside of the structure, 
and a walking beam supported at the side of the machine, the whole. 
mounted on a wooden frame, which carries, in addition, the operating 
machinery, boiler and engine, and is transportable on its own wheels. 
These machines are made for horse transportation or are self-tractors. 
In the smaller machines, made without walking beam, drilling is done 
by spudding with a jerk line drawn over the crown pulley (see Fig. 10). 
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Fic. 10.—Star Drititing Macuing. Heavy Service TRAcTOR. 


Fig. 11.—Sr. Louis Canrer-Bram DriLuer, 
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The same structural features appear also in the Keystone driller, 
manufactured by the Keystone Driller Co., Beaver Falls, Pa., though in 
the larger machines of this type the mast is not set on the frame but is 
placed on a footing piece on the ground, or on the floor framing of the well. 

b. Side Post, Center Walking Beam.—The St. Louis Well Machine 
& Tool Co., St. Louis, Mo., established about 1880, makes a drilling ma- 
chine in which, as contradistinguished from the Star, the walking beam is 
mounted on the center, while the mast is placed on the side of the machine. 
The masts are usually built of wood, and the machines are made under 
the Robbins patent (see Fig. 11). 

c. Braced Mast, Center Walking Beam.—This type of construction is 
an extension of the preceding one, and differs therefrom in that the mast 


Fie. 12.—Cyctronz Dovsiz-Bram DRILLER. - 


is now of the full width of the machine and the walking beam is suspended 
on stirrups, carried by a cross beam or suspended from the mast legs. 
This type of suspension is employed in the National mounted drilling 
machine. The Cyclone driller, manufactured by the Cyclone Drill Co., 
Orrville, Ohio, is in quite extensive use in all kinds of shallow-well drilling, 
mineral exploration, etc. ‘The deep-well drilling machine manufactured 
by this company has double standard beams. These beams are sup- 
ported on a samson post carried on the machine frame and reciprocate 
within the legs of the braced mast. The temper screw is hung from a 
cross bar, fastened to the outer end of the beams (see Fig. 12). 

d. Braced Mast, Side Walking Beam.—The American Well Works, 
Aurora, Ill., was established in 1868 by M. T. and M. C. Chapman, well- 
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known names in the invention of drilling machinery, particularly the 
rotary. Many styles of drilling machines are made by this company, 
most of them utilizing the jerk-line method of drilling rather than the 
walking beam. In the American double walking beam rock-drilling 
machine, however, the walking beam is made double, the mast placed 
within it, and reciprocating motion imparted by two pitmans, one on 
each side of the machine. This machine is made in two sizes and will 
drill 8-in. holes to 1,000 ft. The largest machines are made with steam- 
driven tractors (see Fig. 13). 


Fig. 13.—Amprican Douste WaLKINa Bram Rocxk-Drititinc Macuine. 


The present Oil Well Supply Co. was organized in 1891 and is a con- 
tinuation in lineal succession of the business established in 1867 by John 
Eaton, who is said to be the father of the oil-well supply business. The 
portable drilling machine manufactured by this company is the Columbia 
driller, formerly known as the Glenn driller, and is covered by patent 
No. 472,619, issued to H. 8. and C. E. Glenn, Apr. 12, 1892, with later 
patents covering improvements. It is an all-metal machine. The mast 
is made of steel channels latticed together and to the full width of the 
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machine at the bottom, and the walking beams, built plate-girder fashion, 
are reciprocated by double pitmans outside of the mast. The No. 10 
_ Columbia weighs 18,000 lb. without boiler, and has a normal capacity 

of 2,500 ft. The No. 1 or Columbia Junior drilling machine is intended 
for water wells, test bores or blast drills, and while made with a double- 
braced mast, is without walking beam (see Fig. 14). 

e. The Modern Self-Tractor Drilling Machine.—The essential features 
of this type are shown in patent No. 295,413, issued Mar. 18, 1884, to 
James Gillott Martin, of Bradford, Pa. The object of his invention is 
to provide a drilling machine capable of conversion into a traction engine, 
by which the machinery may be moved in smooth or moderately hilly 
country. Indications in the description of this patent give approximately 
the date of the substitution of steam for horge-power in transportation. 


Fig. 14.—CotumpiA Dritter No. 10. Lowpr Part or Mast Onty SHown. 


2. Semt-Portable Drilling Machines 


A semi-portable drilling machine was patented by I. Overall, Mar. 14, 
1828, utilizing the braced mast with top crown pulley as the means of 
hoisting. Quite a number of the modern methods in operation are to be 
seen in patents Nos. 46,673 and 47,729, issued in 1865 to Walter Hyde, 
of New York, and attention should also be called to the improved rock 
drill patented by J. D. Dale, of Rochester, Feb. 27, 1866, No. 52,827; 
also patent No. 125,355, issued Apr. 2, 1892, to Fred 8. Ward and Emmert 
Cooper, of Theresa, N. Y. This device is particularly significant from 
the fact that it employed a horse treadmill as motive power. Further 
improvements were made in patents Nos. 257,766 and 257,767, issued to 
Oscar Rust, of St. Joseph, Mo., May 9, 1882. 

It is believed, however, that the semi-portable drilling rig of the pres- 
ent owes more to George Corbett, of Bradford, Pa., than to any other 
single person. Patent No. 385,241, issued to him June 26, 1888, discloses 
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a braced mast resting on a solid footing and carrying on its top a single 
sheave pulley for cleaning purposes and about half way up a larger pulley 
for spudding. It may be noted in passing that George Corbett is re- 
sponsible for improvements in the standard drilling rig used with the 
four-legged braced tower, for instance as disclosed in patent No. 216,259, 
issued June 10, 1879. It is also to be noted that this same gentleman is 
responsible for the original design of the bobtail rig mentioned in discuss- 
ing the special development of the steel drilling rig. The walking-beam 
rig ordinarily called a Corbett rig is disclosed in patent No. 396,544, is- 
sued Jan. 22, 1899, which shows in a general way a type which has come 
into very extensive use and consists of a wooden mast carrying two 


Fie. 15.—Corsrtt Semi-Portasie Ria. 


balanced crown pulleys at its top, attachments for sand lines, and a 
double-braced stiff-legged pedestal. The band wheel, bull wheel, and 
sand reel are mounted on their own separate truck. The engine is sepa- 
rated from the other parts of the drilling mechanism. The band wheel 
is driven by a belt from the engine. The sand reel is operated by friction 
applied by lever; the bull wheel is also operated by friction or by a chain 
and clutch (see Fig. 15). 

The Corbett rig was never built for wells much over 1,000 ft. in 
depth, but for shallow wells it came into extensive use, which continues 
down to the present time. 

The National portable drilling rig, manufactured by the National 
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Supply Co., Toledo, Ohio, and Pittsburgh, Pa., is a development of the 
Corbett rig and is constructed under the improvements covered by Clyde 
Selwyn Wright, Quaker City, Ohio, in patent No. 737,545, dated June 13, 
1903. The National Supply Co. was organized in 1894, succeeding Shaw, 
Kendall & Co., and the Buckeye Supply Co., which had been continu- 
ously engaged in this line of manufacture since previous to 1880. The 
No. 2 National driller can be depended on to drill wells 2,500 ft. in depth. 
It is built with a mast 60 ft. high, 39 in. wide at the base, in three sec- 
tions. These masts, while furnished in wood, have also been made in 
structural steel. The National mounted drilling machines made by the 
same company embody the same essential structural features (see Fig. 16). 


Fria. 16.—NaAtTIonAL PortTasLE Drituine Ria. 


The same type of rig, -known by the trade name of the St. Louis 
drilling rig, Rourke patent, is made by the St. Louis Well Machine & 
Tool Co., in accordance with patent No. 705,791, issued July 29, 1902, to 
James Rourke, of Parkersburg, W. Va.—with this difference, that in the 
National driller the walking beam is suspended betwéen the legs of the 
mast, whereas in the St. Louis drilling rig it is mounted on its own inde- 
pendent samson post. 

A machine of analogous character is that known as the Parkersburg 
chain-drilling machine, which is made with a mast 58 ft. high and is 
capable of drilling wells 2,000 ft. or more in depth. The operating 
- mechanism, walking beam, and band wheel of this rig, mounted on the 
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same kind of frame, may also be used with a standard four-legged bolted 
derrick and when so used is known as the Parkersburg bull-rope drilling 
machine. The chain-drilling machine made by the Parkersburg Rig & 
Reel Co. was introduced about 1902. 

A noteworthy drilling rig of the same general character (patent No. 
668,209, Feb. 19, 1901, to Charles Denio Pierce, of Jersey City, N. J.) 
need not detain us further here except to note that the braced mast was 
to be constructed of structural steel and the walking beam was to be of the 
same material. 


3. The Knupp Rig 


This rig, patented Mar. 14, 1905 (No. 784,571) by Jacob C. Knupp and 
James G. Green, of Warren, Pa., was intended to possess portability as well 


Fia, 17.—Tsr Knupp Semi-Portasie Rica. 


as stiffness. The base of the braced mast had been widened. It was also 
stiffened triangularly by braces and guyed with the usual guy lines. The 
band wheel, sand reel, and walking beam were placed on their own 
independent foundation as in the Corbett rig, and this type of construc- 
tion has been used in drilling wells as deep as 3,500 ft. There were unfor- 
tunate circumstances in connection with the operation of several of the 
rigs. Sufficient care was not taken to guy the derricks properly and 
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some of them were pulled over. It is possible that a dozen would cover 
the number of these rigs actually placed in use about 1905. The writer is 
somewhat identified with the Knupp rig (see Fig. 17) for the reason that 
in 1903 and 1904 an endeavor was made to work up a steel structure to 
incorporate the lines of the Knupp construction. These propositions, 
however, came to naught. 


III. Tat Four-Leccep Bracep Woopen Derrick 


I am unable to say when the four-legged braced wooden derrick first 
came into use as a hoisting tower for well sinking. It is probably an 
evolution of the type of head frame customary in sinking mining shafts 
generally; and its form is so well established in the history of the art as to 


\ 


Fria. 18.—Canapian Drituine Rie, 1866. (W. H. MacGarvsy.) 


need no extended comment. It appears, for example, in a patent without 
number issued Mar. 24, 1825, to L. Disbrow, and in a more elaborate form 
in a patent to the same party issued Nov. 1, 1830. Unfortunately the 
descriptions of these two patents are not in my hands; but I note that 
the legs were made of square timbers, and that the girts were mortised and 
inserted into the legs by the use of keys, so as to provide for dismantling; 
also, that in 1825 the drilling line was run up over the crown pulley and 
attached to a treadle so as to permit drilling in treadmill fashion; and 
that hoisting was done by a two-handled windlass with a fly-wheel. The 
four-legged braced derrick made with squared timbers also appears 
in patent No. 47,868, issued May 23, 1865, to John Y. Smith, of. Alexan- 
dria, Va.; in No. 48,006, issued May 30, 1865, to D. H. Wiswell and George 
W. Shaw, of Buffalo, N. Y.; and in No. 52,642, issued Feb. 13, 1866, to 
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S. J. Goucher, of Philadelphia, all of which indicates that by that date the 
framed derrick was in such extensive use as to need no further descrip- 
tion in patent specifications (see Fig. 18). 

In the History of Pithole, written by ‘‘Crocus” (Charles C. Leonard) 
_ and published in 1867, it is said in description of well-sinking methods: 


“First comes the derrick, a lighthouse-looking structure, some 48 ft. in height, and 
a temporary shed to cover it and shelter the operators and afford them sleeping 
quarters as it is not safe to leave the premises or machinery for even a night. If they 
did, they might find every movable thing had disappeared. Even the derrick and 
engine have been stolen in a single night and not long since an enterprising thief stole 
the tubing out of the bottom of the well as fast as the owner let it down to the bottom. 
In this manner he purloined nearly a thousand feet of tubing from a six hundred 
foot well.” ‘ 


It is true that the early oil-well derricks were constructed of poles cut 
from the adjoining forest and framed together in heights of 28 and 30 ft. 
by the use of spikes, wooden pins, and other crude devices. The ladder 
going up one side of the derrick was constructed by means of cleats nailed 
to one of the derrick legs. The essential features of girts and bracing are, 
however, shown on photographs taken at Pithole, Tidioute, Cherry Run, 
and other early oil fields in western Pennsylvania. Modifications in the 
four-legged derrick have been due essentially to their increase in height 
and to the use of sawed timber put together by carpenters instead of 
rough timbers cut out of wood and framed by inexperienced hands. That 
there is so little modification in the structure since the date of the Drake 
well is, beyond question, due to the fact that the essential features of the 
structure had already been worked out in the explorations of the salt 
industry. 

It is, however, important to history that the four-legged braced derrick 
appeared on the labels pasted by Samuel Kier, of Pittsburgh, on the bot- 
tles of petroleum which he sold in 1848 and later for their wonderful 
medicinal virtues and that it was the sight of one of these labels and the 
words 400 ft. thereon which gave George H. Bissell the inspiration to 
undertake the organization of the Pennsylvania Rock Oil Co., under which 
organization Edwin L. Drake drilled the famous well at Titusville. 
McLaurin’s statement in Sketches in Crude Oil, p. 81, is: 


“The first derricks were of poles, twelve feet base and twenty-eight to thirty feet 
high. The ladder was made by putting pins through a corner of a leg of the derrick. 
The Samson-post was mortised in the ground. The band-wheel was hung in a frame 
like a grindstone. A single bull-wheel, made out of about a thousand feet of lumber, 
placed on the side of the derrick next to the hand-wheel, with a rope or old rubber-belt 
for a brake, was used. When the tools were let down the former would burn and 
smoke, the latter would smell like ancient codfish.” 
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IV. THe Bottep Woopen Derrick 


The advantage of wood in the construction of derricks and drilling 
rigs is that it is very cheap and can be made to meet any condition by 
building up pieces. If for any reason the rig builder makes a derrick too 
light and it begins to fall in, or rack to pieces, any one can take a, piece of 
plank and nail it on in the right place to save the day. If the amount of 
wood used is too great for the load it has to sustain, it does not make any 
particular difference and does not add a great deal to the cost of the 
outfit, the large item of expense being in the carpenter work rather than 
in the material itself, though today it behooves us to pay a great deal more 
attention to the economical use even of wood. 

This essential consideration of economy is not an absolutely new thing 
in this year of our Lord 1915. Beyond question, it lies back of the sub- 
stitution of sawed square timber for poles and in the subsequent sub- 
stitution of 2-in. plank in the legs for solid sticks of timber. We are 
prone to believe that the present generation invented the conservation of 
materials. The introduction of plank in derrick construction, say about 
1865, is at once a blow to our pride and an indication of a correct though 
possibly unwritten appreciation of the magnitude and character of 
drilling stresses. 

It has already been noted that L. Disbrow in 1830 intended to have his 
derrick put together with mortises and keys. Samuel S. Fertig, of Titus- 
ville (patent. No. 130,706, Aug. 20, 1872), describes a construction and 
arrangement of the parts of a sectional derrick frame, whereby this 
frame after being built may be readily taken apart, separated into sec- 
tions, or deprived of one or more sections by the removal of a few bolts 
without injury to the timbers, and in such manner that it may be speedily 
rebuilt. Fertig’s derrick was made with staggered joints:in two-panel 
lengths, with the corners, braces, and girts of plank, each part-panel 
piece being put together in sections and removable by bolts at the field. 
The use of bolts is specifically referred to in well-drilling apparatus pat- 
ented by William Lowman, of Marionville, Pa., No. 388,889, Sept. 4, 1888, 
and is also disclosed in the patents of George Corbett. By 1892 the 
bolted derrick had reached such a state of development as to be actively 
exploited by the Oil Well Supply Co. and shown as a specific article of 
manufacture on p. 12 of their catalog with the comment that it is spe- 
cially adapted for being moved from place to place; the various pieces 
being numbered and the parts which join being specially marked. In 
other words, there had been worked out by that date a system of stand- 
ardization which would permit accurate manufacture and accurate 
erection. ‘The purpose of the invention is said to be to construct, easily 
assemble and disassemble a boring tower, which may be sent in separate 
parts to timberless regions, where it can be reassembled with facility. 
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The exploitation of gas has provided a field for their use much more 
extended than contemplated by the original invention, and the bolted 
derrick is, therefore, one of the most modern tools of the drilling con- 
tractor. Those made by the Parkersburg Rig & Reel Co. are perhaps 
in more extensive use today than any other (see Fig. 19). 

The most recent development in this line is what is known in Okla- 
homa as the turnbuckle derrick, which is a derrick built with wooden 
corner ,posts and girts, and with iron rods fitted with turnbuckles for 
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Fie. 19.—ParkKeERsBURG Bottep Derrick. TypicaL PENNSYLVANIA ConsTRUCTION. 


diagonal braces. There was said to be a growing demand for such der- 
ricks in 1913 and they are, beyond question, suitable for use in that shal- 
low territory and for pumping purposes, in spite of the fact that the rig 
builders and drillers have not, as a rule, taken kindly to the use of turn- 
buckles. One of the most recent patents on construction of this char- 
acter was No. 798,021, issued Aug. 22, 1905, to Henry Eck, of Nobleville, 
Ind., which seems to cover the essential features, except that the legs are 
made of square timbers instead of planks. 


ie <x 
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V. Prez Drrricks 


It is natural that the attention of operators should be turned early to 
the use of steel pipe since there are to be found in all oil and gas fields great 
quantities of 2, 3, and 4 in. pipe which has survived its usefulness in 
carrying oil, gas, or water under pressure, but is still good for structural 
purposes, round sections being well fitted theoretically to sustain com- 
pressive stresses. The difficulties in the construction of derricks did not 
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Fig. 20.—Nei~tit Parent Pipze Derrick. MacDonatp, Pa., 1909. 


lie in the legs but in the other parts. Pipe is not fitted for crown blocks, or 
ladders, or even for the heavy girts which take the tops of the bull-wheel 
and calf-wheel posts. In the most modern types of pipe derricks, these 
parts are made of steel beams, angles, and bars. Nor is pipe suitable for 
bases, though it may be said, as a matter of record, that Zahniser Brothers 
& Sten Co., of Washington, Pa., endeavored in 1910 to make this use of 
it, and constructed one or two bases. 

Bent pipe has also been considered for walking beams, as shown in 
patent No. 914,608, issued to Hezekiah Shannon, of Cyclone, an illus- 
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tration of which will be given under the general heading of ‘Structural 
Steel Drilling Rigs.” 

Pipe is suitable for band, calf, and bull wheel shafts, but with these 
exceptions is, as a general rule, inadequate for the construction of more 
than the derrick proper. True economy requires the use of each material 
in the service for which it is adapted; and the use of pipe for derricks is - 
recommended by structural fitness. The same consideration bars its use 
elsewhere in this line, just as it has been long since definitely abandoned in 
structural fabricating shops, because experience shows structural steel 
shapes to be more economical than pipes when both have to be made of 
new. materials. Fig. 20 shows the Neill pipe derrick. 


1. Early Endeavors to Introduce Pipe Derricks 


Many improvements in the mechanism of well drilling were made in 
the early days by Jesse Button, of New York City, whose patent No. 
210,007, dated Nov. 19, 1878, describes a wooden frame, constructed so as 
to support compactly the different parts of the machinery used in drilling 
wells and carrying a removable tower for lifting and lowering the drill 
rods. This removable tower might be made of wood or metal, but Mr. 
Button preferred to construct it of metal tubing, the vertical supports 
and cross braces being made with screw joints, so that it might be taken 
apart and used or not, according to the local conditions. The lower 
bottom panel, made of wood, was built with vertical posts, probably for 
the same reason as influenced the writer in the first design of the short- 
panel steel derrick, mentioned hereafter. The clamps at the joints are 
not fully described, but would probably be made of cast iron. 

Patent No. 331,714, Dec. 1, 1885, was issued to Albert T. Hyde, of 
Oil City, Pa., for improvements in artesian-well rigs, with special refer- 
ence to oil-well drilling. Mr. Hyde proposed a triangular derrick, the 
three legs of which were made of tubular posts, and in which the hori- 
zontal members or girts were made of pipe and the diagonal members of 
rods, the ends of both girts and rods being forged out flat and drilled for 
attachment to the legs through flanges and couplings, as shown in Fig. 21. 
_ Mr. Hyde’s idea was to use one leg of the derrick to replace the samson 
post and so to compress the parts of a drilling rig as to place them all on 
one foundation about the size of an ordinary derrick floor with necessary. 
modifications in the arrangement of engine, band wheel, bull wheel, etc. 
The walking beam of this rig was to be in two parts, one fastened to the 
derrick leg and the other to the derrick floor, and operating like a modern 
pumping jack. 

The pipe derrick does not appear in the Oil Well Supply Co.’s cata- 
log of 1892, which may be taken as fairly covering the state of the art 
at that date. It does appear, however, in the 1900 catalog, constructed 
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in accordance with patent No. 346,466, granted to George Corbett, of 
Bradford, Pa., Aug. 3, 1886. Joints of this derrick were made in slip 
sockets and keyed on—no threads being used except on the turnbuckles 
of the stay rods, which were made of iron or steel rounds. At the joints, 
holes were cored in the castings to receive the ends of the diagonal rods 
on which dependence was necessarily placed for holding the structure 
together. Special castings were also provided at top and bottom for the 
attachment of crown block, etc. 

A construction, in some respects more modern, is disclosed in patent 
No. 566,364, issued Aug. 25, 1896, to Amos C. Wilson, of Butler. The 
coupling sleeves are provided with flanged T-slots and the girts are pro- 
vided with screwed-on T-heads adapted to fit the T-slots of the coupling 


Fig. 21.—Hypr Pripr-Derrick Jornt. 


sleeves, somewhat like the way in which the cheaper grades of iron beds 
are constructed. Projections are formed within the circular portion of 
the couplings, against which the leg sections abut. Diagonal cross 
braces are screwed into socket braces which are connected to the coupling 
sleeves, through ears in their upper and lower surfaces, by bolts. 


2. More Recent Pipe Derricks 


It is impracticable at present to ascertain exactly what number of 
these derricks were actually constructed. It is likely, however, that 
some few of them came into actual use in spite of their crude design and 
expensive construction, just as it is likely that a few wind-mill towers 
were made under patent No. 490,267, issued Jan. 24, 1893, to William He 
Burnham and John H. Miller, Batavia, IIL, assigners to United States 
Wind Engine & PumpCo., of thesame place. These wind-mill towers were 
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triangular and put together with 60° structural angles, clamps, and rod 
braces. 

The use of U-bolts with or without forged clamps for fastening mem- 
bers of the derrick together appears also in derricks that have actually 
been erected and numbers of which have come into use in spite of their 
crude form and their relatively high cost. 

At Supulpa, Okla., in October, 1909, an attempt was made by a Mr. 
Barnes to introduce pipe derricks, one of which, of very crude design, 
with screw joints and badly forged end connections, was on exhibition 
at Kiefer. About the same time the manufacture of pipe derricks was 
carried on at Washington, Pa., by Zahniser Brothers & Sten Co., who 
declared in their advertising literature that they had limited the use of 
bolts to a minimum in the construction of their make of derrick, that 
there were only 16 bolts used in the crown and 16 in the base, and the 
derrick proper could be made complete without the use of bolts; but it 
was believed that the use of bolts in the crown or water table made the 
derrick easier to take apart, if it was to be moved, as is often the case in 

a dry hole or gas well; and that this derrick could be taken down and rebuilt 
in half the time required by any other pipe or steel derrick on the market. 

It was also claimed that the derrick could easily be put in perfect align- 
ment by the use of adjustable rods (made with turnbuckles), and that 
it had no weak spots, since the pipes were not flattened at the ends, as in 
other derricks. This company also manufactured a trussed walking 
beam and a derrick base made of steel pipe. The design of the derrick 
corner coupling is similar to that patented by Amos C. Wilson but in 
simplified and more practical shape. Legs and girts butt against divi- 
sions in the hollow portion of the casting, and the whole structure is held 
together by the diagonal braces connected to bolt holes cored in the up- 
standing ears of the corner casting itself, as shown in Fig. 22. 

Derricks made largely but not exclusively of pipe were constructed ona 
small scale by Simpson Brothers at Oakdale, Pa. The legs were connected 
by ordinary screw couplings. Girts were made of pipe flattened down 9 in. 
or more at each end, and with the extreme end of the flat portion bent in a 
quarter circle to engage the corner leg, to which it was bolted by a bolt pass- 
ing through two girts, leg, and coupling. Diagonal braces were in like 
manner made of pipe flattened down at the ends, and connected not to the 
clamp but to a girt by single bolt passing through two braces and the girt 
(see Fig. 23). The drawing in my possession shows a 59-ft. pumping 
derrickonly. Itis obvious that this method of construction is not adequate 
for derricks made for drilling purposes. The ladders for these derricks are 
made of wood, as also are the crown blocks and bases. 

Many of the derricks in use in the Evans City town-lot development, 
it is understood, are being made by Jacob Morris at Mars, Pa., but I cannot 
now say exactly what type of construction Mr. Morris follows. 
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Pipe derricks are also made in the Pittsburgh district by Frank Kin- 
ney, boiler maker, at Oakdale, Pa.; and the activity of these smaller 
shops and shops owned not by manufacturers but by oil companies them- 
selves, is, no doubt reflected in other places throughout the oil and gas 
fields, where the crude methods of manufacture are counterbalanced by 
the low cost of second-hand material. 


Fig. 22.—ZAHNISER AND STEN Fig. 23.—Simpson Pipz-Derrick 
Pipr-DERRICK JOINT. JOINT. 


Among the noteworthy endeavors to utilize pipe in the construction 
of steel drilling rigs and derricks is a derrick made for his own operations 
by Godfrey L. Cabot, of Boston, Mass., the well-known manufacturer 
of carbon black. The method of joint construction used by Mr. Cabot 
is shown in Fig. 24, in which it will be noted that the splice is a malleable 


Fic. 24.—Casor Prpez-Derrick JOINT. 


casting, with inside rings, against which the 4-in. leg sections bear, and 
with outside wings to which the 5g-in. diagonal rods are attached, hook ~ 
fashion. The girts are made of 2 and 3 in. pipe and are connected to 
shoulder nipples screwed into the joint castings by threaded ends and 
unions. Turnbuckles are used on the diagonal braces; and these, in 
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connection with the unions, permit a great degree of adjustability in 
the members, which obviates the necessity for very accurate cutting to 
length and at the same time permits the maintenance of alignment. 
One of these pipe derricks erected by Mr. Cabot on the McGeary farm, 
some 2 miles south of Worthington, Armstrong County, Pa., has been 
used in drilling five holes. 


3. Neill Patent Pipe Derrick / 


The development of the pipe derrick as a large commercial enterprise 
is due to the successful use of the forged steel clamp patented in the first 
instance by T. A. Neill, Field Superintendent for the South Penn Oil Co. 
In 1908 it occurred to Mr. Neill that a steel derrick suitable for pumping 
and cleaning wells could be successfully fabricated of second-hand pipe. 


Fie. 25.—Neiiit Pren-Derrick CLAMP. 


He constructed a small wooden model indicating his idea of a clamp for 
the purposes of joining two pieces of pipe together without a thread and 
at the same time reinforcing the joint. This model was turned over to 
Lee C. Moore of Lee C. Moore & Co., Inc., and the first 80 ft. derrick was 
built in Mannington, W. Va., with clamps made of cast steel for joining 
the leg sections together. This first derrick demonstrated not only that 
the derricks would prove a success for cleaning purposes but also for heavy 
work as well, and Mr. Neill proceeded to cover his invention by letters 
_ patent No. 933,386, dated Sept. 7, 1909. Rights of exclusive manufac- 
ture passed to Lee C. Moore & Co., with reservation of a shop license to 
the South Penn Oil Co. for the construction of derricks for its own uses. 
Fig. 25 shows the clamping device. 

During 1909 there were made and used by the South Penn Oil Co. 
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and the manufacturers more than 20,000 cast-steel clamps, which were 
sufficient for approximately 500 derricks. Their use demonstrated, how- 
ever, that cast steel was not uniform in strength and it was concluded to 
adopt rolled steel for the purpose. Accordingly in 1909 tools were de- 
signed to make the clamps by the drop-forging process, and since that 
date they have been so made. Improvements in their manufacture are 
covered by patents No. 1,015,821 and 1,082,207, issued to Lee C. Moore 
Jan. 30, 1912, and Dec. 23, 1918. The substitution of wrought steel for 
cast steel reduced the weight of the clamp and its cost without any de- 
crease in the strength of the derrick at the joint, and thus largely guaran- 
teed its success. 

While the manufacturers have distributed a great many derricks 
made of new pipe, the more usual practice is to sell the clamps to users 
for the fabrication of their own derricks; and during the year 1913 the 
manufacturers produced sufficient clamps to construct 1,500 derricks, 
and that in spite of the fact that the lumber yards back of the rig builders 
have opposed the introduction of steel, either pipe or structural, in the 
construction of drilling rigs. 

The extension of the Neill patent pipe derrick into rotary-drilling 
territory, and its use in greater heights than are required in the Appa- 
lachian oil and gas fields, made necessary the reinforcement of the pipe 
itself. Tests were, therefore, made under the auspices of the Bureau of 
Standards at Pittsburgh, which demonstrated the safe carrying capacities, 
under compression, of derrick leg sections built by inserting one or more 
tubes inside the outer section. This made it possible to increase the 
strength of the derrick without the use of large-sized pipe not easily ob- 
tainable and also without the multiplication of a great number of clamps, 
each size of which requires its own special forging equipment. It is 
possible to build up derricks in this manner of tubular leg sections to 
30 Ib. per ft. with a steel area of 8.3 sq. in. 

Clamps are now made to fit all sizes of pipe from 2 to 6 in. inclusive. 
The heaviest derricks made of tubular sections have been of the triplex 
leg-section pattern (three pipes, one within the other) weighing 28 lb. 
per foot, 117 ft. high, 26 ft. base and 5 ft. 6 in. top. The most popular 
styles of this type of derrick are the 59-ft. pumper and the 80-ft. driller. 
These are built regularly with pipe legs, girts, and braces, tops and crown 
blocks of rolled-steel beams, ladders of flat steel bars and round rungs, 
with steel I-beam bull-wheel girts and steel channel bases, the designs 
for crown blocks and bases being the same as on the Woodworth derricks. 
By arrangement between respective manufacturers, the pipe derrick, as 
will be noted later, is used almost interchangeably with the structural 
steel derrick in the construction of complete steel drilling rigs. 

The essential features of the Neill patent pipe derrick are: The design 
is flexible because the strength can be increased to cover any requirement 
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by the use of heavier pipe for the leg section or by the duplex or triplex 
method of construction, and this without change in clamps. There are 
no screwed joints, and the derrick is assembled with clamps and bolts. 
The leg sections are plain, while girts and diagonal braces, which are also 
of pipe, are swedged down at their ends to provide a flat bearing surface 
against the clamp and proper width of material for punching the holes 
through which they are connected to the clamps themselves. U-bolts 
connect the girts and diagonal braces at their intersection. ; 


Fig, 26.—Srmnt Dritiina Ria, Pips Derrick, 1909. Soura Pann Orn Co., 
SHINNSTON, W. VA. 


It is obvious that in this type of construction the overturning of the 
derrick under wind or its pulling in by eccentric distribution of loads is 
resisted entirely by the friction of the clamp on the pipe and in conse- 
quence the bolts should be well tightened. Nine bolts are used at each 
joint in the 80-ft. driller and the spring action of the clamp has been found 
by experience to develop all the strength required. The pipe derrick is, 
therefore, no longer an experiment, more or less crude, but a fully devel- 
oped engineering structure. Fig. 26 shows an 80-ft. derrick of this kind. 
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VI. StructuraL Stee, DeRRiIcKs WITH Lone PANELS 


The first derricks made of structural steel shapes were designed by 
men more familiar with bridge and building construction than with the 
practice of deep drilling. Inasmuch as the structures were supposed to 
remain permanently in position and to be used as structures rather than 
tools, convenience in erection was assumed to be a matter of secondary 
importance. This failure of the structural steel designer to appreciate 
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Fig. 27.—STRUCTURAL STEEL Drinuine Rie. O. W. 8S. Co. Caratoa, 1892. 


the needs and desires of the driller has had somewhat to do with the 
slowness of the substitution of steel for wood. 

The first appearance of the structural steel derrick known to the 
writer is on pp. 14 and 15 of the illustrated catalog issued by the Oil 
Well Supply Co., in 1892, which shows steel derricks 72 ft. high, made 
with steel angle legs, steel base and crown block, the diagonal members 
being made of rods adjustable by the use of turnbuckles. Page 14 shows 
the ground plan and side view of a complete steel rig with steel walking 


248 THE EVOLUTION OF DRILLING RIGS 


beam, samson post, foundation, and sectional wheels. The description 
of the derrick is: 


“Tt is practically indestructible, made of light pieces easily transported and han- 
dled, which are fastened together with bolts; every part is made of steel; power is 
piulied by a rope running through double grooves in engine pulley, band wheel and 
sand reel head. The first rig of this kind was sent to Australia for use in a district 
where wood decayed rapidly.” 


The transmission from engine to band wheel was by rope drive, and the 
sand reel was not driven, as usual, by a friction pulley in contact with 
the rim of the band wheel, but by a rope from the engine. The band 
wheel was, therefore, fitted with grooves instead of a plane surface. The 
impression made by the illustration is that the entire structure was primi- 
tive in form. The panels, however, were made in short length, nine in 
number, for the 72-ft. derrick (see Fig. 27). 

The derrick reappears in the Oil Well Supply Co.’s catalog, edition 
of 1900, p. 13, and on p. 450 of a catalog issued in 1897 by the National 
Tube Works Co. in French and English, and intended for circulation 
abroad, with the additional information that the pieces were fitted, num- 
bered, and painted; that the parts presented but little surface to the wind; 
that the wind strains had been carefully considered and that there was no 
danger of the wind blowing the derrick over; that the derricks were made 
of any height from 40 to 72 ft.; that the construction was particularly 
adapted for use in hot countries; and that the “first steel rig (all the parts 
being of metal) was sent to Australia to be used in a district where wood 
decayed rapidly. The outfit gave complete satisfaction and drilled a 
number of wells.” The wheels for this type rig were exhibited at the 
World’s Fair, Chicago, in 1898. In 1894 a second rig was built and 
shipped : to Teheran, Persia, via Aden. Hauling from port to Teheran 
was via camel train. 

The year 1903 marks a new endeavor to introduce the verdorarel steel 
derrick. In that year the Pittsburgh plant of the American Bridge Co. 
built derricks in heights of .50, 60, and 70 ft., tower fashion, with three, 
four, and five panels respectively; that is to say, with panel heights, on an 
average, of 17, 15, and 14 ft. The weights of the derricks were approxi- 
mately 9,000, 11,000, and 12,500 lb. The legs, braces, and girts were all 
angles. The ladders were made of wood. These derricks had buttresses 
at the base on all four sides to prevent overturning and needed for their 
erection gin poles or other similar scaffolding. They looked well on paper 
and the designer, no doubt, considered them an excellent substitute for 
wood. Many of them were built and some are now to be found over 
pumping wells in the McDonald, Pa., territory (see Fig. 28). 

The same year the Chester B. Ripres Iron Works, of Pittsburgh, Pa., 
built two or three structural steel derricks on the order of the National 
Supply Co. for shipment to Vera Cruz, Mexico. These derricks were 70 
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ft. 8 in. high under the crown block, with a base of 21 ft. 8 in., and with 
buttresses of the same general character as those made by the American 
Bridge Co. They also had an average panel height of about 14 ft., but 
the ladders were of steel flats for sides and round rods for rungs (see 
Fig. 29). 

In the same year the Carnegie Steel Co. built for the South Penn Oil 
Co. and the Carnegie Natural Gas Co. 12 derricks, which were used in 
the Pennsylvania and West Virginia oil fields. They were 80 ft. in 


Fig. 28.—Lone-PanreL STEEL Derricr, 1903. Burtt py AMERICAN BripGE Co, | 
Errcrep at McDonatp, Pa. 


height with a 20-ft. base and were likewise constructed along the lines 
of the structural steel tower, the 80-ft. derrick being built in seven panels 
averaging a little less than 12 ft. in height. The derrick and base weighed 
24,000 lb., and provision was made at the top for a two-pulley crown 
block. They proved to be stiff and steady under strain; and in spite of 
their long panels were removed from their original location and re-erected 
in the drilling of more than one well each. They were probably strong 
enough to drill a well in this territory of a mile and a quarter deep, or 
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about twice as deep as any well over which they were ever erected. It 
may be noted in passing that the 80-ft. structural steel derrick as today 
constructed is built with ten panels and weighs, including crown block, 
ladder, and base, in the neighborhood of 15,000 lb., and will drill as deep 
wells as any of these 12 ever undertook (see Fig. 30). 

No endeavor was made in the construction of these derricks to design a 
complete drilling rig. The next step in this direction was taken in 1904 


Fic. 30.—Lone-PaNnEL STEEL Derrick, 1903. Burtt spy CARNEGIE STEEL Co. 
Erectep BY SoutaH Penn Orn Co., SHinnsTon, W. Va. 


when, in conjunction with the Oil Well Supply Co., the Carnegie Steel Co. 
designed a standard steel oil derrick, California type, 72 ft. high, with a 
20-ft. base, the intention being to furnish, in addition to the derrick 
proper, the necessary machinery supports for bull wheel, calf wheel, 
band wheel and sand reel, and so to detail each part as to permit the 
use of rig irons, wheels, etc., on the steel structure without substantial 
divergences from parts carried in stock by oil-well supply stores and de- 
signed primarily for use on wooden structures. This derrick was likewise 
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* made tower fashion with six panels of an average height of 12 ft (see Figs. 
31 and 42). 

The first two derricks constructed after this design were shipped in 
January, 1908, one to Peru and the other to Argentine, after the lower 
panel of one of them had been erected complete in the shop for the proper 
adjustment of all working parts. In addition to the derrick, the order 
included base, machinery supports, walking beam, and house framing as 
far back as the sand reel, and each outfit complete weighed 34,000 lb. 


Fig. 31.—Souta Amprican SterL Dritiuina Ria, 1908. SHop ASSEMBLEMENT OF 
Borrom PANEL. 


They were shipped to New York by rail, thence by steamer to South 
America, and were hauled inland from 300 to 400 miles (see Fig. 32). 

The performance of the Argentine rig is clearly shown in the report of 
the driller, written from Zapala Sept. 6, 1908, and illustrates the vicissi- 
tudes which may be encountered and successfully overcome by a well- 
built steel structure: 


“T got the rig set up over the Acme Oil Company’s drilling, a little over 1,100 feet 
deep, and drilled to a little less than 1,500 feet deep, when we had an English expert 
come out here to look over the ground and he decided on another location, and then we 
had to move therig. This we did without taking down the derrick. We disconnected 
the sills under the sampson and jack posts from the derrick and moved each of them 
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intact. The derrick we moved on 4” pipe rolling on 3 x 6” plank and pulled with 
block and tackle, using two yoke of oxen for motive power. The band wheel was 
slung on two two-wheel carts and pulled by eight oxen. The boiler was also mounted 
and hauled by four yoke of oxen. We moved the whole rig in four and a half days and 
in two days more had begun work. The derrick can be tumbled around any way and 
does not spring or rack in the least. It surpasses all of our expectations.” 


The third derrick of this design was sold to the Oil Well Supply Co. for 
shipment to the Burmah Oil Co., Ltd., at Rangoon. 


Fig. 32.—72-rr. Lone-Panet Steen Derrick. Burtt By CARNEGIE STEEL Co., 
1907. ErEctep at ZAPpALA, ARGENTINE, 1908. 


VII. SHort-Panet StrRucTuRAL STEEL DERRICKS 


Experience with these derricks indicated, first, that the structures were 
much heavier than the operating conditions in the Appalachian oil and gas 
fields required; and second, that the re-erection and subsequent re-use of 
the derricks would be very much facilitated if the panels were made short, 
approximately as in the wooden rig. It was further observed that, with 
reduced panel heights, the same strength in the legs might be obtained by 
the use of thinner and lighter sizes of angles (the strength of such sections 
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in compression being determined by their ratios of slenderness), and 
the bracing made more effective. 

Derricks were, therefore, designed in 1908 with short panels; and the 
modifications which have been made in them since have been made with a 
view, first, to suit the structure as exactly as maybe to the wishes, and 
even the prejudices, of the driller, and second, to give them such strength 
and stiffness as was required in the light of careful observations on their 
use in different fields. 

The designer had learned that, after all, this field of manufacture is a 
very conservative one; that commercial success lies in giving the driller 
an exact substitute for the wooden rig to which he has been accustomed; 
and that it is impossible to do anything more in the way of standardiza- 
tion than to follow only the broadest lines. Since that date the Car- 
negie Steel Co. has manufactured derricks to the established patterns of 
standard, California, and rotary types and has shipped them, on orders 
placed direct with the company or with dealers in oil-well supplies, to 
practically all the well-known fields with the exception of Europe and the 
Pacific Coast of the United States. 

In the working out of these principles the designer has not hesitated to 
deviate from engineering practice as embodied in other lines of structures. 
He has not failed to abandon what he thought good for that which the 
drillers considered better. Derricks have been made as low as 40 ft. and 
as high as 106, with safe drilling loads from 40,000 to 300,000 lb., with 
capacities for the very shallowest pumping and the very heaviest drilling. 
Their essential feature has been only the use of structural steel wherever 
possible in their construction. 

The short-length structural steel derrick has been manufactured with 
two kinds of bottom panels, in a variety of types and sizes, and with 
different kinds of joints. Under these three general divisions the steel 
derrick will be treated. 


1. Bottom Panels” 


The three 72-ft. long-panel steel derricks built in 1908 deviated from 
the wooden derrick in that the bottom panel was made vertical instead of 
tapering continuously from crown block to base. The earlier designs as 
noted had buttresses at the bottom, because designers considered it 
necessary to provide extra support at the first girt, in consequence of the 
necessary omission of diagonal braces, the use of which is impracticable on 
at least the walking-beam and bull-wheel sides of a standard rig. The 
vertical bottom panel was an endeavor, first, to provide additional work- 
ing room on the derrick floor; second, to carry out a bracing system which 
would make the structure self-contained; and third, to simplify the 
connections for machinery supports, house framing, etc., so as to reduce 
the expense of shop work. It was found, however, that the additional 
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space was not required and in consequence the vertical panels were 
abandoned in 1911; records indicate that the last derrick made in 
this fashion was shipped in January, 1912. It should be said, however, 
that other designs made for derricks as early as 1908 were based on the 
use of a continuous taper; and, as a matter of fact, the derricks made with 
the vertical panel were only used in complete rigs. 


2. Types and Sizes of Derricks 


The first short-panel derricks were built for the Carnegie Natura] 
Gas Co. in September, 1908, and were used in drilling gas wells at Waynes- 
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Fic. 33.—55-rt. SHort-PaNneL Stee. Derrick, 1909. Carter Oi Co., 
SISTERSVILLE, W. VA. 


burg and Export, Pa., and at Burton and Hundred, W. Va.; that is, in the 
gas fields of Washington and Westmoreland Counties, Pa., and Wetzel 
County, W. Va. They were 80 ft. high and, in connection with machin- 
ery supports, made up the first steel rigs ever constructed—as will be 
mentioned later. It may be noted in passing that while intended for 
standard cable-tool drilling, the walking-beam side was constructed to 
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take a calf wheel. This, however, was never used; and after the first 
erection the calf-wheel posts and braces were abandoned. Three more 
drilling rigs of the 1909 design, that is, of the pure standard type and 
somewhat lighter members, were built in the following year and were 
used by the same company in drilling gas wells in Lorain County, Ohio. 
These derricks have withstood safely the strains encountered in drilling 
wells 4,500 ft. deep and while structurally not quite so perfect as those 
now manufactured have been successful in every way. 

In January, 1909, five 55-ft. standard derricks were built for the Car- 
ter Oil Co. and used at Sistersville, W. Va. These were short-paneled, 
tapered from top to bottom, and were used over pumping wells (see 
Fig. 33). 

Otherwise sales in 1909 and 1910 were confined to 80-ft. standard 
derricks and 72-ft. standard and California derricks; but, as will be noted 
later, a new type of derrick was introduced, known as the Oklahoma, 
which has been manufactured in heights of 72 and 80 ft. 


Fig. 34,—72-rt. YoRKE Stern Derrick, 1910. Huaues Speciatry WELL DriLiine 
Co. Biown Down anp RE-ERECTED AT STATESVILLE, ALA. 


The first 80-ft. California derrick with continuous taper was made in 
1911 with Yorke joints and was shipped to Cardenas, Cuba. The same 
year was also manufactured the first 64-ft. Yorke standard derrick for 
use in pumping and cleaning old wells, and also the first 64-ft. Woodworth 
rotary derrick. The latter was sold to the Hughes Specialty Well Drill- 
ing Co., Charleston, 8. C., and has been used repeatedly in drilling water 
wells in Georgia, Alabama, South Carolina, and Florida. In addition to 
the 64-ft. Mr. Hughes also had a 72-ft. Yorke steel derrick in use in his 
water-well operations. This was blown down by cyclone at Statesville, 
Ala., straightened out and re-erected by four men in nine days at a cost 
of $62. Not a piece was lost; only three pieces had been actually cracked 
or broken and these were spliced with plates (see Fig. 34). A wooden 
derrick in the same storm was totally destroyed. Many of the 72-ft. 
California derricks manufactured in this year went to Casper, Wyo., and 
were used in the opening up of the new Salt Creek field. 
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The rotary steel derricks were first offered for sale in July, 1911. 
Their introduction was due to-a first-hand investigation made by the 
writer of drilling practice in Texas and Louisiana. The first 64-ft. rotary 
derrick was used for water-well drilling... The second, 72 ft. high, was 
made in 1912 for the Southern Well Works Co., Chattanooga, Tenn., 
and shipped to Gillespie & Co., San Fernando, Trinidad, for use in that 
field. In the same year was made the first 80-ft. California Combination 
rotary derrick. Four of these were made into complete rigs for the Penn- 
Mex Fuel Co. and were shipped to Tampico, Mexico, for use in the devel- 
opment of its extensive holdings on the Panuco River. In the same year 
also were made the first 40-ft. Yorke derricks for the Duquesne Natural 
Gas Co., Tulsa, Okla. These derricks, while designed primarily for 
pumping and cleaning, were made of sufficient strength and stiffness to 
pull casing. 

The third field of drilling enterprise was entered in 1913 when two 
40-ft. Yorke derricks were sold to the Sullivan Machinery Co. and shipped 
to Montivideo, Uruguay, for mineral exploration. In the same year 
this company purchased also a 64-ft. derrick, which was shipped to Cleve- 
land-Cliffs Iron Co., Negaunee, Mich., for mineral exploration on the 
iron ranges. The derricks were furnished with a different crown block; 
otherwise there was no essential modification. 

The first 80-ft. heavy California derrick was manufactured in 1913 
and it is remarkable that the two then made were not used either for oil 
drilling or for water drilling or for mineral exploration, but were utilized 
by the Duquesne Light Co. at Neville Island, Pittsburgh, in the support 
of light cables and other wires across the river during the reconstruction of 
the Ohio Connecting Bridge of the Pennsylvania Lines West. 

Four super-heavy California Combination derricks were made in the 
same year and used in complete rigs by the Caribbean Petroleum Co. at 
Maracaibo, Venezuela. 

This year is also marked by the introduction of the 59-ft. rotary der- 
ricks, the first of which was shipped to the Cruse Syndicate, Port of Spain, 
Trinidad; the 80-ft. rotary derricks, two of which went to the same com- 
' pany, and others to the Southwestern Gas & Electric Co., Shreveport, 
La., for use in the Caddo field, and also the 106-ft. heavy Woodworth 
rotary derricks, the first of which was made for the Oil Well Supply Co. 
and shipped to the American Trading Co., Buenos Aires, Argentine. 
Mention should also be made of the 86-ft. heavy California derrick which 
was first fabricated-in this same year as a part of a complete drilling rig. 
The 80-ft. derrick is, as a rule, of sufficient height for ordinary cable- 

tool drilling as practiced in the Appalachian oil and gas fields, in Okla- 
homa, Wisconsin, Wyoming, etc. Recently, however, the tendency has 
been in the direction of longer strings of tools and casing, and especially 
more room is required for the heavier sheaves, hooks, etc., used in deep 
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drilling. The 86-ft. heavy California derrick, therefore, constructed in 
1913, was built on account of the increase in heights required by drilling 
improvements. It was followed in 1914 by the 86-ft. rotary derrick, the 
first of which went to F. E. Spence, Semmes, Ala. 

The structural steel derrick, as thus developed, has had a gradual 
but wide distribution. It is to be found in Ohio, West Virginia, Pennsyl- 
vania, Michigan, Colorado, Louisiana, Texas, Wyoming, Oklahoma, 
Montana, Tennessee, Georgia, Florida, Virginia, Peru, Argentine, Uru- 
guay, Trinidad, Venezuela, Cuba, Mexico, Ontario, Alberta, the Orange 
Free State, the Netherlands, and Burmah. It has been used in drilling 
oil wells, gas wells, water wells, salt wells, and in mineral exploration. 
The number of such derricks, while steadily on the increase, has fluctu- 
ated somewhat from year to year. An idea of the variety of designs re- 
quired is gathered from the statistics of manufacture in 1913, in which 
year their use was not seriously affected by the recent depression in the 
oil and gas fields. Sales that year included two 40-ft. Yorke standard 
derricks; one 59-ft. Woodworth rotary; four 64-ft. Woodworth standard; 
two 72-ft. Woodworth standard; three 72-ft. Yorke standard; three 72-ft. 
Yorke California; 62 80-ft. Yorke standard; 15 80-ft. Woodworth stand- 
ard; five 80-ft. Woodworth rotary; five 80-ft. Woodworth California; 
three 80-ft. heavy Woodworth California; four 80-ft. superheavy Wood- 
worth California; one 86-ft. heavy Woodworth California, and one 106-ft. 
Woodworth rotary derrick. Sales that year included 30 complete rigs, of 
which 17 were furnished with structural steel derricks, and 13 were for 
use with pipe derricks. Derricks were furnished with and without bases. 
In addition to more or less complete structures, there were manufactured 
numerous miscellaneous lots of separate bases, house framing, machinery 
supports, bull wheels, band wheels, calf wheels, walking beams, tops, 
crown blocks, and girts for pipe derricks, ete. 


3. Derrick Joints 


The long-panel steel derricks were fully spliced at the joints; that is, 
the structural steel detail designers followed the same method of pro- 
cedure as was in vogue in the detailing of structural steel towers for water 
tanks, etc. They put in sufficient bolts and rivets at each joint to develop 
the full strength of the section, and proceeded in like manner with the 
diagonal braces and the girts. Some of the joints were made even with 
both interior and exterior splices. The strength of a derrick is, of course, 
no greater than the strength of the weakest part; and careful considera- 
tion was, therefore, rightly given to this important feature. Experience, 
however, has indicated that the derrick legs seldom take anything other 
than direct compression and that in consequence it is safe to proceed with 
somewhat fewer bolts and rivets than would be considered necessary in 
structural steel work generally. The tendency, therefore, in the devel- 
opment of the structural steel derrick, as well as in the structural steel 
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rig, has been to eliminate superfluous bolts- and thus to reduce their 
number to a minimum. The splice should be of sufficient length to 
prevent lifting of the leg therefrom under an unequally distributed load 
on the crown block, and there should be sufficient bolts in the girts and 
braces to resist all probable wind pressures. 

In the previous section, reference has been made to different types of 
derricks by name. These names have been adopted as a matter of 
commercial convenience and have particular reference to the character 
of the joint. 

a. Woodworth Derricks——These are covered generally by patent No. 
960,474, of June 7, 1910, and have always been made with the standard 
structural steel splices customary in steel building construction, with the 
proviso above noted. 


Fie. 35.—WoopwortsH Derrick JOINTS. 


The four short-panel steel derricks built for the Carnegie Natural Gas 
Co. in September, 1908, and subsequent derricks of the same type, were 
~ made with the joint shown in a, Fig. 35. The gusset plates at each inter- 
section were riveted to the lower leg sections by eight rivets. ‘There were 
inside sliding bars to form a pocket for the upper leg section. There were: 
four bolts for each of the girts and three bolts for each of the braces,, 
making with the bolts for the leg a*total of 28 to be placed by the tig; 
builders, or a total of 112 at each panel. 

In June, 1909, the joint shown in 8, Fig. 35, was adopted. It will be 
noted that the inside bar was still retained, and that wide gusset plates 
were still used but that the number of bolts of each intersection had been 


reduced to 12. 
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This style of joint continued in use for about two years until Feb. 25, — 
1911, when the joint shown in d, Fig. 36, was adopted. It will be noted 
that now the gusset plate was riveted to the girt, that the holes in the 
legs were all open and that the diagonal braces were run in to take the 
bolts in the angle legs, the number of which has been reduced to eight. 
This type of joint was further simplified Aug. 29, 1912, when square-root 
angles were adopted for splices in the place of plates. This form of joint, 
shown in e, Fig. 36, represents the irreducible minimum. The square- 
root angle is riveted to the lower leg section. The girts and braces are 
punched with only one hole in each end, and there are but eight bolts at a 
joint to be put in and taken out by the rig builders, or a total of 32 at each . 
panel as compared with the 112 which were usedin 1908. This joint has 
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Fig. 36.—Woopworts Derrick JoINTs. 


given entire satisfaction, and has been amply adequate to the needs of the — 
structure. No derrick failures have taken place in the Woodworth 
derricks at the joint, as indeed there have been extremely few for any 
cause. 

The square-root angle joint last referred to is only suitable for the 
relatively lighter drilling derricks. The largest size square-root angle 
rolled by any rolling mill in the United States is 4 by 4 in., which can be 
used on angles with a maximum width of 5 in. The ordinary structural 
angles are not suitable for derrick joints on account of their inside fillets, 
which do not permit them to fit snugly against the derrick legs, and in 
consequence in all the heavy derricks with leg sections 6 in. wide or wider, 
it is necessary to revert to gusset plates. Fig. 36 shows in f the standard 
joint for heavy structures, consisting, at each intersection, of two plates 
riveted to the lower leg section by four rivets, and with all the other con- 
nections open, a total of 14 at each joint or 56 for each panel. This is the 
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type of joint used on the 106-ft. steel drilling rig shown at the Panama- 
Pacific Exposition. It will be noted that while this derrick is figured for a 
safe working load of 223,000 Ib. as compared with the 92,000 lb. com- 
puted as safe for the 80-ft. derrick of 1908, there are now just one-half as 
many bolts, whereas by the older method of computation two and a half 
times that many would not have appeared unreasonable. The leg 
sections are not faced, but the holes in the upper section are spaced on a 
slightly larger spacing than the holes in the gusset plates or square-root 
angles, and in consequence, when erected, the two sections butt smoothly 
and tightly together. The legs are cut by the mills with extreme accu- 
racy, and in consequence the 1/¢-in. play in the bolt holes is amply suffi- 
cient to insure a solid bearing, and this solid bearing is the thing that 
is now relied upon, rather than the full splicing of the joints with bolts 
in shear, to transmit the load from the crown block to the derrick base. 

b. Woodworth Oklahoma Derricks——In 1909, the Oklahoma Iron 
Works secured ten derricks in heights of 55 and 68 ft., from Joseph T. 
Ryerson & Son in Chicago, and endeavored to introduce them in that 
district. So far as the writer can recall, these derricks were of rather 
crude construction, the girts, made of small channels, being extremely 
flexible, and the joints inadequate. An investigation was made of the 
needs of that field and in that year a very light type of derrick was placed 
on the market in the expectation that it would prove satisfactory in the 


' drilling of shallow wells and in pumping and cleaning old wells. 


The type of construction at the joint is shown in c, Fig. 35. _ Splices 
were made by means of short bars riveted to the lower leg section, above 
which were riveted lug angles to take the diagonal braces, which were 
made of round rods. These, however, were without turnbuckles. They 
were made with long threads and were adjusted to proper tension by the 
nuts at their ends. The use of these threaded rods was adopted in the 
first instance to reduce weight and in the second instance because drillers 
had not given any favorable attention to turnbuckles. 

These derricks were offered for sale in heights of 55, 64, 72, and 80 ft. 
Seven 72-ft. derricks and six 80-ft. derricks were placed in service in 1910 
and 1911 in Ohio and in Oklahoma. The use of these derricks did not 
commend itself to the operators, and their manufacture has, in conse- 
quence, been discontinued. They are, however, believed to be suitable 
for light work; but the decrease in weight is somewhat offset by increase 
in manufacturing cost. 

c. Yorke Derricks.—In July, 1908, the writer made the acquaintance 
of Patrick Yorke, of Washington, Pa., a drilling contractor of some 30 
years’ experience in the actual production of oil, who had made a number 
of improvements in the art of drilling. He had patented the bolted 
wooden derrick shown in patents No. 852,486, of May 7, 1907, and No. 
877,624, of Jan. 28, 1908, to which were added subsequently No. 898,027, 
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of Sept. 6, 1908, and No. 946,815, of Jan. 18,1910. The essential feature 
of these patents so far as they applied to derrick construction was the use 
of slots formed on the upper and lower edges of connection plates and 
braces, instead of round holes, the girts and braces being adapted to be 
clamped together at the different sections by bolts. 

The portable steel derricks manufactured in accordance with these 
ideas have been known as the Yorke portable steel derricks, advertised 
as the only derricks which can be dismantled without removing a bolt— 
which is strictly true of the main joints only. 

Inasmuch as the strength of the joints in a structure of this fashion 
is determined not by the shearing resistance of the bolts but by the fric- 
tion of the gusset plates against the main members, when the nuts have 


Fig. 87.— Yorke Derrick Joints. 


been drawn up tightly, the idea did not appeal very strongly at first glance 
to men experienced in the fabrication of structural steel. The Carnegie 
Steel Co., however, undertook the manufacture of the Yorke derrick 
under arrangements with Mr. Yorke and continued to manufacture it 
down to the end of 1913, when the association ceased by mutual consent. 
Mr. Yorke’s experience in the actual drilling of wells combined with the 
experience of the Carnegie Steel Co. in the manufacture of structural 
steel resulted in the development of a drilling structure well suited for the 
lighter kinds of work done in standard-rig drilling practice. 

The first Yorke derrick manufactured by the Carnegie Steel Co. was 
shipped Jan. 8, 1909, to the Manufacturers Light & Heat Co. for use near 
Waynesburg, Pa. It had no steel crown block or steel base, and the 
ladder was made of wood. Steel bases, ladders, and crown blocks were, 
however, added in the development of the derrick, and other improve- 
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ments were made from time to time, so that their manufacture was ulti- 
mately standardized and they were used interchangeably with the Wood- 
worth derricks and made from the same shop detail drawings so as to be 
interchangeable with them in the construction of complete rigs. 

In the first derricks the joints were made as shown in a, Fig. 37. The 
connection plates were riveted to the girts and the derrick legs were over- 
lapped on each other the full depth of the gusset, to form the splices. 
In May, 1909, details were modified as shown in b, Fig. 37, so as to provide 
a longer splice with a somewhat simpler method of erection, by reason 
of the elimination of the countersunk bolt at the center of the gusset plate. 

In August of that year, the detail shown in c, Fig. 37, was adopted. 


Fia. 38.—YoRKE DERRICK JOINTS. 


The legs were made abutting ipstead of overlapping, with the girt riveted 
to the gusset plate. 

This method of construction was followed for two years, during which 
time a number of them were placed in service. There were, however, 
one or two failures by reason of the pulling out of the derrick legs from 
the splices, under the influence of unequally distributed loading on the 
crown block. The difficulty was finally traced to the fact that the splices 
were of insufficient length and in consequence a modification was made 
as shown in d, Fig. 38, which is the same as c, Fig. 37, except that the 
splice was made longer. The slots in the diagonals were now made at 
right angles instead of vertical. 

This solved that problem and there were no further difficulties on 
that score; but when the Woodworth derrick joints were changed from 
gusset plates to square-root angles in August, 1912, the Yorke derrick 
joints were modified in the same manner and in consequence were made in 
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accordance withe, Fig.38, and so continued to bemade until the end of 1913. 
On Mar. 24, 1914, Mr. Yorke was granted patent No. 1,090,950 covering 
further improvements in metallic derricks for use in oil, gas, salt, and ar- 
tesian wells, although equally applicable for mining shafts, hoists, and 
other towers generally, the parts of which were said to be so constructed 
and arranged. that they might be quickly assembled and disassembled 
without putting in or taking out a single bolt. The patent lock-bolt con- 
struction in its latest form is shown in f, Fig. 38, and I understand that 
a number of them have been manufactured by the O’Brien Steel Construc- 
tion Co., Washington, Pa., and placed in service in the Appalachian oil 
and gas Gcidei 

d. The Foukes Joint-—While the Yorke and Woodworth drilling 
derricks have given good service, and their erection has been simplified 
and cheapened by a number of improvements, introduced as already 
stated, the derricks still remain subject to the usual methods of shop 


Section A-A 


Fie. 39.—Fouxers Derrick JoInt. 


manufacture, whereby wooden templates are made, the holes marked 
off in accordance therewith and punched. To do away with these ele- 
ments of shop cost, as well as to simplify the work of erection, various 
expedients have been conceived, none of which have come to actual 
fruition with the exception of that now to be noted. 

The Foukes joint is the invention of Philip Foukes, Superintendent 
of the Upper Union Mills fitting shop of the Carnegie Steel Co., and his 
method of construction is shown in Fig. 39. It consists essentially of a 

-forged-steel plate formed to shape under dies, to take the derrick legs, 
with an outstanding wing to receive the girts and braces. The derrick 
legs do not require any punching, except that a small button is formed 
on their upper ends just below the clamp, which serves as a temporary 
‘support during the process of erection. When the derrick is erected the 
leg section is hoisted into position with the clamp in place, girts and braces 
are inserted, and, when all connections at the joint have been made, the 
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bolts are tightened, and, by reason of the spring action in the plates, not 
only are they rigidly held in place but also the clamp is firmly attached 
to the legs. 

This joint, tested previously in the shop, was first introduced in an 
experimental way by the Carnegie Natural Gas Co., in 1914. Seven 
derricks for drillers and pumpers, 80 ft. and 64 ft. in height, have been 
erected and have given complete satisfaction. 


VIII. Structurat Stee, Drituina Rias 


By the substitution of structural steel for wood in derrick construction 
little reduction is made in weight, for the reason that there is little excess 
of material in the wooden derricks—a result of long experience in their 
construction. This is not the case, however, with such pieces as samson 
posts, jack posts, foundation sills and other heavier portions of the sub- 
structure. With steel, it is practicable to adjust very nicely to exact 
requirements the strength, and with it the weight, of members. While 
some economies have been effected by the use of steel derricks, much 
more has been gained by the substitution of steel for wood throughout 
the entire drilling structure, so that, while a steel derrick of equivalent 
height and strength to a wooden one would weigh approximately the 
same, a complete steel drilling rig will weigh only about three-fourths as 
much as the corresponding structure built in wood. This reduction in 
weight not only reduces the cost but is an important consideration in a 
structure intended to be semi-portable. For this reason, when the intro- 
duction of steel drilling structures was commercially undertaken, endeav- . 
ors were made to carry the substitution of steel for wood to the utmost 
extent. 

1. Rigs Wholly or Chiefly of Structural Steel 


It has been noted that the two 72-ft. California steel derricks shipped 
to South America in 1908 were complete with base, steel walking beam, 
machinery supports, house framing, and ladder. This was good so far as 
it went. The next step was to build a rig complete with derrick, crown 
block, ladders, base, machinery supports, samson post, jack posts, 
knuckle posts, walking beam, bull wheel, band wheel, house framing, etc., 
dll of steel, and to cover it with corrugated steel roofing and siding. This 
step was taken in 1908 when four 80-ft. rigs were built for the Carnegie 
Natural Gas Co. for use in Washington and Westmoreland Counties, Pa., 
and Wetzel County, W. Va. ‘The construction of the derricks for these 
rigs has already been referred to. The working parts were built entirely 
of structural steel, with the exception of the crown pulleys and sand reel, 
which, having been made already in metal, it was not necessary to re- 
design. The house framing, however, was continued out only as far as 
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the sand reel, the remainder of the belt house and the engine house being 
of wood (see Fig. 40). : 

In the same year a complete design was worked out for a 55-ft. rig to 
be used in cleaning and pumping old wells and for shallow drilling. Rigs 
of this sort have not been built. The wheels and walking beam of 
the standard rig have, however, been used with 64-ft. derricks. 

Three 80-ft. Woodworth drilling rigs were built for the Carnegie 
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Fia. 40.—80-rr. Sree, Dritiine Ric, 1908. Carnecin Naturat Gas Co., 
Export, Pa. 


Natural Gas Co. in 1909 and were first erected at Avon, Ohio, and 
Lumberport, W. Va., for the drilling of gas wells. it is usually imprac- 
ticable to follow up the records of drilling equipment manufactured ‘and 
shipped broadcast to the ends of the earth. In the case of these rigs, 
however, records of the Carnegie Natural Gas Co. were available. By 
the end of 1910, one of the 80-ft. rigs made in 1908 had drilled five wells 
with a total depth of 13,901 ft. and up to the end of 1912 one of the 1909 
rigs erected at Avon, Ohio, had drilled six wells with a total depth of 


BM aca 


R. B. WOODWORTH 267 


17,808 ft. One of these wells, C. M. Green No. 1, Avon Township, 
Lorain County, Ohio, reached the depth of 4,440 ft. 

Six 72-ft. California rigs were made in 1909 and shipped to the Burmah 
Oil Co., Ltd., at Rangoon. These rigs, however, while fitted up com- 
plete with derricks, machinery supports, house framing, walking beam and 
samson post, and metal sand reel, utilized wooden bull, calf, and band 
wheels, which is an instance of what has happened all through the course 


of the development. The equipment, while designed primarily to be used 


as a unit, is interchangeable with other types of material, such as wood 
and pipe. This would not be the case had the designer not deliberately 


Fie. 41.—72-rr. StanpDarD STEEL Dritiing Rig. Carnegie Naturau Gas Co., 
‘ Muna, Pa. ReEcorp, Five WELLS. 


chosen to follow the well-recognized lines of oil-well structures and to 
depart therefrom only for very good and sufficient considerations. 
The first standard combination rigs were manufactured in 1912, 80 ft. 
high, and were shipped Apr. 25. The first went to I. N. Knapp, Houma, 
La., and the second to Icacos Development Co., Trinidad. In the Knapp 
rig, it may be noted, the engine was placed between the draw works 
and the band wheel, both of which it drove by sprocket drive. Mr. 
Knapp drilled three wells with this rig in the search for oil in Terre Bonne 
Parish, and after the endeavor was definitely abandoned on account of 
geological conditions, the rig was sold to the Southwestern Gas & Elec- 
tric Co., of Shreveport, La., at a very handsome figure with previous use 
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considered, and has doubtless drilled a number of wells since. The Icacos 
rig drilled a fine oil well at its first location in 62 ft. of sand, at a depth of 
2,859 ft., the first 1,032 ft. of which was drilled with cable tools and the 
remainder with rotary, the diameter of the hole being 16 in. at the top.and 
8 in. at the bottom. 

The first 80-ft. California combination rigs were built the same year, 
three of them going to the Penn-Mex Fuel Co. at Tampico. The first 80 
ft. heavy California combination rigs were made in 1913 for the Carib- 
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Fig, 42.—72-rr. Woopworta CauirorniA Ria. Tae 1904 Srrucrure. 


bean Petroleum Co., and shipped to Maracaibo, Venezuela. The first 
86-ft. heavy California rig was made in 1913 on order of the Oil Well 
Supply Co. for the Calgary Petroleum Products Co., Calgary, Alberta, 
Canada. 

It has been impracticable to follow up the record of these rigs. They 
have been built on the same general lines with California double- 
drum sand reels located on the walk side. In 1913, however, a rig was 
built for the Hope Natural Gas Co. for use in West Virginia to take a very 
long special sand reel set on a bevel. This, of course, necessitated a 
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thorough revision of the general design. While some drillers have 
objected somewhat to the use of the straight-line reel set on the walk side, 
experience has indicated that drilling rigs can be built much more com- 
pactly in that way; and when standard rig drillers become accustomed 
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Fig. 43A.—80-rr. WoopwortsH CatirorniA Drittuinc Ric. Tae Complete 
MopERN STRUCTURE. 


to the modification by practice, the construction is found to be very satis- 
factory; just as in the case of the wooden California rig, in which the use 
of an iron sand reel set on the walk side has been standard practice for 
many years (see Figs. 43A and 43B). 

Practice in the construction of combination rigs is not yet absolutely 
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standardized. The rigs already referred to have been built for use with 
one engine, from whose pulley power is transmitted to the band wheel by 
belt, and from the band wheel to the bull wheel or calf wheel in the usual 
manner, and to the draw works located on the walking-beam side by 
supplementary sprocket on the band-wheel shaft. The 106-ft. heavy 
California combination drilling rig (Fig. 44) now on exhibition at the 
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Fig, 44.—106-rr. CatirorniaA ComsinaTion ,Drituina Ria. 
INTERNATIONAL Exposition, 1915. 


Panama-PaciFic 
Panama-Pacific International Exposition may be considered as repre- 
senting the culmination in this line of development and also as the most 
complete drilling machine ever constructed. It is designed for use with. 
two engines, one to drive the rotary and the other for use with cable tools. 
The walking beam is mounted on revolving center irons, and can thus be 
swung out of the way of the drill pipes when the rotary is in use. -As a 
consequence, the most rapid interchange of drilling tools can be effected, 
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and drilling proceeds with rotary or cable at the option of the operator. 
All the material is structural steel except the floor platforms, the cants for 
band, bull, and calf wheels and the nailing strips to which the corrugated 
iron covering is attached. The bull wheel is 8 ft. in diameter with an 
18-in. O. D. pipe shaft, 16 ft. long over gudgeons: the calf wheel is 7.5 ft. 
in diameter, 16-in. pipe shaft, 90-in. sprocket; the band wheel is 11 ft. in 
diameter, 12-in. face, with 7-ft. tug wheel, double drive; the band-wheel 
shaft is 6 in. in diameter with 42-in. calf-wheel sprocket; the sand reel 
is a California double drum, with 42-in. pulley and 40-in. flanges; the 
walking beam 12 by 24 in., 26 ft. long between centers of bearings, 
equipped with cable protector and spring pitman box. The pitman is 
of. wood. This could be made of steel, and it is understood that steel 
pitmans (Smith and Hess pattern) have come into recent use on 
wooden rigs in the California field. They have also been used experi- 
mentally in West Virginia gas-well drilling. The steel foundation of this 
rig is set on concrete blocks to represent the most recent and best practice. 
The total weight of the rig, not including wooden floor, platforms, and 
nailing strips, is 81,310 lb. It will sustain an ordinary working load of 
223,000 lb. on the usual factor of safety of four. It would probably 
require a direct pull of at least twice this amount before serious injury 
were done to the structure. 

Structural steel drilling rigs adapted to the Canadian method of drill- 
ing with steel derricks 56 ft. high are shown in the 1909 catalog of the 
Deep Well Tool & Boring Co., Ltd., St. Albans, England. They appear 
also in the 1912 catalog of the Oil Well Engineering Co., Manchester 
and London, England. Steel drilling rigs adapted to the Galician method 
of drilling are advertised by the Galician-Carpathian Petroleum Corpora- 
tion. The writer has no specific information as to how far these rigs 
have come into use, nor details of their construction. 


2. Pipe Rigs 


As already noted, the principle of interchangeability has been kept 
‘in mind in this development. Parts of the steel equipment may be, if 
desired, of wood. Such use does not concern the manufacturer. He is 
interested, however, when structural steel drilling equipment is to be used 
with pipe derricks, since in that case he must work out the shop details 
necessary to insure satisfactory operation. 

The first structural steel rigs for use with pipe derricks were made in 
1909 for the South Penn Oil Co. Eleven of them were used in that year 
in the Shinnston district. These were not complete. What the struc- 
tural steel man furnished was the derrick foundations, machinery sup- 
ports, house framing, corrugated sheeting, walking beams, and bull wheels. 
Pipe derricks were made by the South Penn Oil Co. in its own shops, and 
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the band wheels, sand reels, band-wheel shafts, etc., were taken from its 
own stock. Numbers of these rigs, more or less complete, for use with 
pipe derricks, have been built since that date, chiefly in conjunction with 
Lee C. Moore & Co., who are the manufacturers of the Neill pipe derrick, 
as already noted. The South Penn Oil Co. has some three dozen of these 


Fic. 45.—Steet-Pirr Driwiuine Ric ror Caste Drinuinc. Incrrsout-RanpD Co. 
New York, N. Y. 


rigs in use in its extensive drilling work in West Virginia. The very 
heaviest so far built, however, were two 95-ft. California combination 
rigs constructed in 1914 for Lee C. Moore & Co. and shipped to the Anglo- 
Mexican Petroleum Products Co., Tampico, Mexico. These rigs weighed 
53,000 Ib. each, not including the pipe derrick. = 
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3. Parts of Rigs 


Just as improvements have been introduced in the manufacture of 
steel derricks from time to time, generally in the direction of the simpli- 
fication of details and the reduction of weight, so also have improvements 
been made in the separate parts of the drilling rig, which are worthy of 
notice as bearing on the present state of the art and the methods by which 
it was reached. Some of these are covered by letters patent: No. 932,081 
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Fia. 46.—Sree-Pipr Dritiine Rie ror O1r-WeEit Drituine. Sours Penn O11 Co. 
Buur Creek, W. Va. 4 


and No. 1,090,184 on bull wheels, No. 1,020,069 a band-wheel con- 
struction and No. 960,474 on the general assembling and make-up of a 


complete drilling rig. 

a. Crown Blocks.—The first two-pulley crown blocks were constructed 
of steel channels with babbitted top and bottom bearings, and used on 
derricks made in 1908 and 1909. The users, however, did not seem to 
require top bearings and so these were discontinued. As a matter of 
fact, a great many still prefer not to have any metal bearings whatever, 
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but to use pieces of wood. The first crown blocks were without any 
protection against cable wear. The present and most approved method 
in the construction of two-pulley crown blocks for standard drilling is to 
make them of steel beams with babbitted bottom bearings and to line 
the top and bottom flanges with wood, in order (1) to prevent the drilling 
cables from coming in contact with the sharp edges of the beams at the 
bottom; and (2) to provide a proper wearing surface at the top where 
sheaves are hung below the crown block for pulling the casing (see 
Fig. 47). ; . 

The four and six pulley California crown blocks are likewise made of 
beams and protected by wood; but inasmuch as these blocks are used with 
wire lines, the most recent tendency is to omit wood, which is likewise 
done in the case of the five-pulley block used on rotary derricks. The 
106-ft. steel drilling rig at the Panama-Pacific International Exposition 
is furnished with a seven-pulley crown block with babbitted bottom bear- 
ings, and with top steel bent plate covers fitted with grease cups. 


Fic. 47.—Srx-PuLtey CanirorntA Crown Biock. 


The steel crown block has been in use many years on wooden derricks. 
The first known to the writer were used in Texas on rotary derricks in 
1909. Very heavy blocks fitted with special bearings, self-oiling devices, 
etc., have within the last year or two come into use in the California 
fields, and aremade by the larger dealers in oil-well supplies in their own 
shops. Some of them are made to permit adjustment in the position 
of the pulleys at almost any desired location, extra holes being provided 
for that purpose. Such are used by the Standard Oil Co. of California 
in its rotary drilling. 

b. Bull Wheels and Calf Wheels.—Steel drilling rigs are characterized 
by the use of bull wheels built with channel spokes and wood-filled plate 
rims attached to a pipe shaft. The spokes of the first bull wheels made 
in 1908 were constructed of 6-in. I-beams connected to the shaft through 
forged angle flanges and set radially, and the rims were made of steel 
channels with the flanges turned outward and with wooden cants laid 
in and bolted thereto in the line of their depth. The gudgeons were of 
bowl type and were screwed on the outside of the pipe with stand- 
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ard threading with, in addition, four set screws to prevent slipping (see 
Fig. 48). 

The wheels are now made with 16 or 18 in. O. D. pipe shafts and with 
inside gudgeons bolted to the pipe. The spokes are made of steel chan- 
nels, bolted tangentially to the shaft, which method does away with the 
forging required in making the angle flanges. The brake wheel has a 
9-in. face and is made with a plate rim riveted to the channel spokes and 
carrying wooden fillers similar to the standard wooden cants. The tug 
wheel is made in the same way, except, of course, that the cants are 
grooved for double tug, and provision is made for the attachment of a 
wooden dog for drawing the rope on and off. The hard holds for turning 
the wheel are made of gas pipe bolted by 5¢-in. bolts through the entire 
thickness of the wooden cants and the plate rim. 
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Fic. 48.—8-rt. Stern Buti Wuee., 1908. Rims ARE Now Mapk as 
SHown In Fia. 50 


The spool is made of steel angles bolted to the pipe shaft and connected 
to each other by gusset plates so as to form practically a single piece. 
Protection of the drilling cable from the sharp edges of the steel is given 
by two coils of rope wrapped around the shaft next to the tug wheel (as 
is often done in a wood wheel) or by wooden strips bolted to the spokes, 
the latter being the preferable manner. Otherwise, the wheel is ready 
for use as it comes from the maker. 

Bull wheels are usually shipped in four pieces, the two wheels, spool, 
and shaft being separate. Patent No. 1,090,184 discloses a sectional 
wheel designed with a view to facilitate shipment. No wheels made in 
accordance therewith have yet been constructed. Bull wheels with metal 
tug rims, however, have been made for experimental purposes and their 
service is now under observation. 

Some other types of bull wheels may be noted in passing. Ross and 
Seeley, Hollywood, Cal., patented Jan. 10, 1911, No. 981,128, iron bull- 
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wheel and calf-wheel shafts, made of iron pipe with outside screwed 
gudgeons. The rims and spokes are of wood and connected to the shaft- 
ing by heavy castings (hubs). The calf-wheel shafts are lagged with rope 
to make the shaft the proper size and form a cushion for the wire casing 
lines. The bull wheels are not lagged, and the spools are constructed 
by the use of heavy wood friction blocks made of 6 by 16 in. timbers. 
Special bearing boxes are provided for attachment to the wooden bull 
and calf wheel posts. A number of these have come into use in California. 

Within the last year or two, the California fields have seen the intro- 
duction of the Keck and Hively bull wheels and calf wheels. These 
consist of pipe shafts with bowl gudgeons and square wooden friction 
blocks bolted to the shaft for the attachment of the wooden spokes 
necessary to complete the rim. Otherwise, it is a device for utilizing on 
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Fig. 49.—Moore SectionaL BuLL WHEEL. 


a metal shaft regular wooden cants and spokes customary in the construc- 
tion of wooden rigs. 

Moore’s sectional steel bull wheels, However, a few of which have been 
introduced in the Eastern oil and gas fields, are designed to provide an 
all-metal wheel with the exception of the rim. They utilize 16-in. O. D. 
pipe, inside cast-steel gudgeons, sectional hub castings, and tangent 
screwed spokes, carrying at their circumference metal plates on which the 
cants are set, as distinguished from the method employed in the Wood- 
worth wheels, in which the cants are set within the rim (see Fig. 49). 

Woodworth calf wheels have been made in the same manner as the 
bull wheels and indeed with the same size of pipe and same gudgeons, with 
a view to the most economic manufacture. The first wheels made in 1909 
were without flanges; but flanges are employed jn most recent construc- 
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tion. The wheels have been made with wooden grooved rims for manila 
rope drive, with iron rims for manila rope or wire line drive and with 
sprocket rims for sprocket drive. 

c. Band Wheels—The band wheels furnished with the rigs of 1908 
were 11 ft. in diameter, with I-beam spokes, channel rims, and the regular 
cast band-wheel flanges keyed on a 414-in. band-wheel shaft. The flanges 
of the channel rim were turned inward, and a canvas belt was fastened to 
the outside, so as to provide proper friction against the sand-reel pulley. 
The cast flanges proved too weak for this service, and on subsequent 
wheels were replaced with wrought-steel hubs built up of successive plates. 
The flanges on the channel rim were then turned outward, and filled with 

- wooden cants similar to those first employed on the steel bull wheel, which 
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Fie. 50.—10-rr. Stren, BAND WHEEL, 1911. Tue Rimsor tap Stee, Butt WHEELS 
Arr Now MADE IN THE SAME MANNER. 


gave better friction against the iron sand-reel pulley. In both cases the 
tug wheel was made of a channel rim, filled with wooden cants and con- 
nected with the spokes of the band wheel by angle brackets. The 
present type of steel band wheel was adopted in 1911. The hubs are 
made of two solid rolled-steel flanges, abutting at the center of the 
wheel, with channel spokes and plate rims, within which are secured 
the wooden cants. The tug rim is made of grooved cants, faced with a 
plate and supported on brackets. A hub of this character was first used 
on a band wheel by Patrick Yorke early in 1911, but the construction of 
the present wheel deviates very widely from that original form; and the 
manufacture of the hubs by rolling instead of casting is only possible on 
the mill operated by the Carnegie Steel Co. at Homestead Steel Works in 
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the manufacture of a very great variety of annular sections such as car 
wheels, crane-track wheels, locomotive pistons, etc. The band wheel was 
first made 11 ft. in diameter, but experience in their use indicates that a 
10-ft. wheel on a steel rig is as effective a prime mover as an 11-ft. wheel 
on a wooden rig (see Fig. 50). 

d. Walking Beam.—For some reason or other, designers of steel 
walking beams have considered it their duty to depart rather widely from 
the ordinary wooden construction which so admirably served its purpose 


Fig. 51.—SHANNON PIPE WALKING BEAM. 


all these years. This has been done by the use of truss rods over the top 
of a light wooden beam, as was formerly done in the construction of under- 
frames for steam-railway freight cars. Such a reinforced walking beam 
appears even so late as the 1914 edition of the catalog of a large dealer 
in oil-well supplies. The attempt was next made to use pipe. Patent 
No. 914,608, issued to Hezekiah Shannon, of Cyclone, Pa., Mar. 9, 1909, 
shows an all-metal walking beam made of bent pipe and steel bars. 
The writer does not know of any actual use of a beam built in accordance 


Le. 
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Fig. 52.—LoNeTINE STRUCTURAL WALKING BEAM. 
} 


with this particular patent but has seen similar beams in actual use, » 
one in the McDonald oil field in the year 1909 (see Fig. 51). 

He also saw in February, this year, at Brea, Cal., a very ingenious 
affair built up with toggle joints, springs, screw adjustments, etc., by the 
Los Angeles factory of the Oil Well Supply Co. for one of their customers. 
He made no sketch of the structure at the time, but the beam was similar, 
if not identical, with that patented by Robert B. Longtine of Taft, Cal., 
No. 1,009,537, Nov. 21, 1911 (see Fig. 52). , 
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The beams built by the writer have been exact equivalents of the 
standard wooden walking beams.’ They are made in box-girder fashion of 
steel plates and angles, customary tapered shape, and with corresponding 
notches for temper screws. ‘The first beams were made with wooden 
bearings and without any cable protector on the temper-screw end. The 
improvements introduced since 1908 are chiefly a bent pipe at the temper- 
screw end for a cable protector, and babbitted cast bearings for the pit- 
man. The beams are designed for support on a standard cast-iron saddle, 
such as is carried in stock by dealers in oil-well supplies, and are inter- 
changeable on wooden or steel rigs. Combination rigs have been 
equipped with the modern revolving center irons, as already noted. 

A great number of steel walking beams are in use. There has been 
but one real objection to them, and that is that their stiffness made it more 
difficult for the driller to determine exactly what was going on at the bot- 
tom of the well. This stiffness is in part due to the fact that while the 
steel beams are designed to be of the exact theoretical strength of the 
standard wooden beams, for which they are substitutes and are very 
much lighter, yet owing to the greater homogeneity of steel they are 
really much stronger than the wooden beams. Some three years ago the 
Oil Well Supply Co., at the instance of the South Penn Oil Co., devised a 
special spring pitman box, which has been utilized on steel beams and on 
wooden beams as well. 

Steel walking beams with single webs, built up plate-girder fashion 
(I-shape), have also been devised, but have not come into anything more 
than limited use, the preference of the driller for what he has been accus- 
tomed to use being somewhat greater than his desire to save slight addi- 
tional expense. 

In the first samson-post design, made by the writer as far back as 1904, 
he contemplated the support of the steel walking beam on a pin driven 
through its center exactly as is done in other operating mechanism, and 
this method of construction is advocated in recent publications. It did 
not come into use, however, until the present year, when it was employed 
on a heavy California drilling rig built for C. W. Washburne, Angola, 
West Africa. 


CoNncLUSION 


While it is not at all likely that the steel drilling rig will replace the 
ordinary wooden structure to anything more than a limited extent, par- 
ticularly in the drilling of wells for oil, a sufficient number have been 
put into use to justify conclusions as to their advantages, based not on 
theoretical considerations but on actual experience. 

The steel shop methods insure that if the structure goes together at 
all, it will go together with a precision not possible in wooden construc- 
tion. If the sills aré level, the structure will be plumb and square without 
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any particular attention on the part of the rig builder to make it so, and 
simply for the reason that it has been made so in the shop. It is a ques- 
tion, therefore, whether the steel structure should not rather be called a 
drilling machine than a rig, and indeed that method of designation was 
used in the first pamphlets issued by the Carnegie Steel Co. It was 
withdrawn for the reason that the word “‘rig,”’ while designating in ordi- 
nary parlance something more or less crude, is a standard term without 
reproach in drilling practice. 

The necessary consequence of this precision in manufacture is seen 
in the smoothness with which all parts of the mechanism work. The 
structure is stiff and rigid. It does not give like a wooden rig and in 
consequence there is no lost motion in operation. The thing which was 
particularly noted by P. Keegan, who operated a 72-ft. drilling rig at 
Ladybrand, Orange Free State, South Africa, in 1910 on the property 
of the South African Oil Co., was that he only needed to carry 80 Ib. of 
steam on his boiler. His experience in the reduction of boiler load has 
been amply corroborated by others. The difference between the pressure 
necessary on a Woodworth standard drilling rig and a crude wooden 
structure is due to the smoothness of operation resulting from precision in 
manufacture and alignment. 

In 1892 when the Oil Well Supply Co. first described the steel derrick 
in its catalog, the theoretical statement was made that while the first 
cost would be more than that of a wooden rig, it would be amply com- 
pensated for after the completion of the third well. It is reported that 
some of the steel derricks have been used 20 or more times. Records 
have been kept of the use of particular steel drilling rigs and they show 
more than a half a dozen wells each. This argument is, therefore, a good 
one. At present, a steel drilling rig in the Eastern oil and gas fields will 
cost, erected, about 134 times as much as a wooden one, but it represents 
an investment of indefinite use and practical indestructibility. Assum- 
ing that a wooden rig will drill two wells, and a steel rig, say, only four or 
five, the investment in the latter, capitalized at the usual rate of interest, 
will yield larger returns, by reason of its small cost of maintenance. This 
is, of course, particularly true in the case of the very high and powerful 
structures which deep well drilling has recently made necessary. 

In addition to these considerations may be mentioned briefly the > 
fireproof character of the structure, its small wind exposure, and the ease 
of its erection. Not long since, a steel rig was struck by lightning, which 


only destroyed a few wooden planks at the top and some flooring. An- 


other rig suffered not long since from a gas explosion which destroyed 
the cants from the bull wheel and.a portion of the wooden floor, but did 
absolutely no other damage. The surface of the derrick proper exposed 
to wind is not more than half as great as that of the wooden structure of 


‘the same height, strength, and stiffness. 
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DIscussION 


R. B. Woopworty, Pittsburgh, Pa.—This is a very long paper. It 
is a structural engineer’s contribution to the art of mining and is written 
from his standpoint rather than from that of the mining engineer, and is, 
therefore, a study in the development of drilling structures by one who 
has made it his business to design structures rather than mechanism 
and machinery and rather than to utilize those structures in the actual 
exploitation of oil and gas. 

Drilling practice varies widely in different oil and gas fields. The 
problems of western Pennsylvania are much simpler than the problems 
of the Mid-Continent and of the Gulf Coastal Plain and these again 
are simpler than problems of the Pacific Coast. 

The history of the commercial development of oil and gas is recorded 
in the annual publications of the U. 8. Geological Survey and other bodies 
whose business it is to make record of statistics. The mechanical and 
structural features of the art of drilling have not yet received adequate 
treatment by the historian. Scattered references may be found on the 
subject in almost any work dealing at large with petroleum and its 
production. These references, however, are to those particular aspects 
of the matter that were contemporary with the publications themselves, 
but so far as I am aware there is no continuous and comprehensive ac- 
count written of the development of drilling structures from their 
beginnings down to the present time, and certainly the more modern 
application of steel in the construction of such structures has not pre- 
viously had an adequate discussion. 

With this latter phase of the subject I have been intimately as- 
sociated, indeed, taking to myself the credit for having, in a way, been 
_ responsible more than any one else in the United States for the applica- 
tion of steel in the manufacture of drilling structures, and the purpose of 
the paper which is now before you is to record particularly the steps in 
that development while the subject is still fresh and the data available. 

In the very nature of the case, the discussion has been limited to 
structures originating in the United States to the exclusion of well-known 
types of drilling methods and their corresponding structures which are in 
_ use in Galicia, Russia, and elsewhere. While particular attention is paid 
to the use of steel, at the suggestion of Captain Lucas I have embodied 
in the paper a brief discussion of the various stages which have been 
followed in the evolution of drilling structures from the early days of 
the salt wells down to the present time. Though brief, I hope that this 
discussion and the paper itself as a whole will form a basis on which 
may be built some day that comprehensive account of the evolution of 
drilling methods and structures which is the desideratum of engineers 
and operators alike and which, when it is written, will be a record of 


\ R. B. WOODWORTH 283 


the application of inventive genius to the solution of the successive 
problems which the development of the industry has brought forward for 
consideration. 


CuesterR W. Wasupurne, New York, N. Y.—The question that has 
come up, of steel derricks versus wooden derricks, is very close to my own 
work, and I would like to get the opinion of those present who have 
examined the same question. 

In the Comodoro Rivadavia district, in the Southern part of South 
America, wooden derricks were used quite successfully in the beginning 
but they would stand rebuilding on new locations only once or twice. 
It was finally decided to use steel derricks, the deciding point being 
that steamer freight was so much less for steel derricks. That was a 
dry region, a desert, where wood lasts as long as it can stand the wear and 
tear. 

The second job in which this same problem has come up has been in 
the Tropics. There we have insects that eat up wood, and very severe 
‘weather conditions which rust away the steel, but it appeared that the 
steel could be preserved by painting, while there is no certain way of 
preserving wooden derricks. 

The remark about the greater precision of steel derricks in alignment 
and plomb seems to me rather immaterial. Good workmen can build 
'a wooden derrick in perfect alignment and plomb. For long trans- 
portation to distant parts of the earth I think the steel derrick has every 
advantage: it occupies less space in a ship, and therefore it is shipped 
at very much less expense; it can be taken down and set up repeatedly; 
properly painted it stands any climate. 

I notice in the American fields the steel derrick is not yet in very great 
favor, and I would like to obtain more information as to the reason for 
its slow adoption. 

I. N. Knapp, Ardmore, Pa.—Mr. Woodworth’s paper will serve as a 
landmark for those who desire information on the subject, as it authorita- 
tively describes practically all that has been done in America on well- 
drilling structures from the beginning up to the present day. 

Mr. Woodworth designed a combination steel drilling rig for me for 
~ deep (3,000 ft.) drilling. I used it with complete satisfaction on three 
wells and if I had abandoned the steel rig then I would have saved a little 
money over using wooden derricks for the same purpose, buying lumber 
at $24 per thousand and supplying the lumber waste in making two 
moves. 

As it was, I sold the rig for 70 per cent. of the original cost, so really 
the steel derrick was a good investment. 

These derricks have much less wind surface than those made of wood 
so are less liable to be wrecked by storm and also less likely to damage 


by fire. 
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I think the steel derrick will come into general use. 

The reason why the steel derrick has not come into use more rapidly 
in the United States is that those who have sold these derricks have not 
sent out men to erect them the first time. The ordinary driller and 
worker around a derrick is a very conservative man, and he does not like 
to work on a derrick into which he cannot drive nails as he has been 
used to, until some one has shown him he can work with a steel derrick. 
The drillers are very good men, but they are not educated. 

The reason that we have not more written information about well- 
drilling methods and structures is because those who have followed 
up this business have done so from laborers’ positions. Very rarely do 
you find an educated man who can handle the drilling tool efficiently, 
and on the other hand, engineers, geologists, and other persons who write on 
drilling subjects, know practically nothing about them. They go out and 
walk around a derrick once; everything looks simple, and they think they 
know all about how to drill. A bulletin called Well-Drilling Methods 
has been published by the Geological Survey. The first cut in it is 
supposed to represent a spring pole. It is awellsweep. All through this 
bulletin there are many lamentable errors showing that the author had 
no practical ideas of the use of the various tools and methods. I do 
not know how many times I have read descriptions of drilling’‘jars which 
were absolutely ridiculous. A man can drill better in cable-tool drilling 
without the jars than with them. Of what use are jars? ‘To jar the bit 
loose when it sticks and in fishing. In some places in Ohio they do not 
use Jars in the string of drilling tools when drilling. If the drill gets stuck, 
a bumper is run down on the sand line, and the drilling cable pulled 
up tight, then bumping on the rope socket jars the bit loose. 


SamvueL 8. Wrer, Columbus, Ohio.—As a member of the Advisory 
Board of Engineers working jointly with the United States Bureau of 
Standards in the preparation of a National Gas Safety Code, I am very 
much interested in the matter of safety. Can anyone furnish data show- 
ing any difference in accidents (I mean ordinary operating accidents), 
as between steel derricks and wooden derricks? Also, can anyone furnish 
data comparing the lightning hazards of steel derricks and wooden 
derricks? 

There is one feature in regard to the lightning hazard, in every case 
where I have inspected a steel rig, which has always been overlooked, 
namely, that you can make a good lightning rod out of it simply by 
using a jumper around the wooden foundation, and grounding the j aE 
adjacent to the structure. 


Lronarp Watpo, New York, N. Y.—Some time ago a derrick fell 
into an excavation in the construction of the subway in this city, and in 
_ a subsequent suit for damages brought by the people who were injured 
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the question of the reliability of the top derrick hooks came up. It was 
shown that some forms were vastly safer than others. I cannot recall 
the details of the case here, but I think a number of photographs taken 
at the time showed the lines of rupture of steel joints at the upper end 
of the derrick, such as are shown on p. 243 of this paper. 
In regard to the relative safety from lightning charges, the total 
amount of metal in the steel derrick or on a wooden derrick is very 
small. The static charge would be relatively small. The difficulty of 
properly grounding anything in structural engineering is very great. 
Anybody who has attempted to measure grounds in tank construction 
for large oil tanks has been amazed at the difficulty of securing adequate 
ground, and there is not much chance of ordinary structural engineering: 
contractors ever giving the proper grounds for steel derricks, but, on 
the other hand, the danger from the derrick itself is almost a minimum. 
_ The common idea that a piece of metal attracts lightning is erroneous. 

Lightning is not attracted. Lightning is an exchange of two potentials, 
- and I do not think there would be any sensible difference, as far as danger 
is concerned, between a steel derrick and an ordinary derrick of wood 
with steel fittings attached to it. 


CHESTER W. WASHBURNE.—I ask Mr. Waldo what he suggests as 
the most satisfactory method of grounding? 


Lronarp Waxpo.—lI had a friend who occupied a house on a hill. 
He lost his house in three consecutive lightning discharges, and came 
to me to ask how to make his next house safe, because he was determined 
to live at no other place than on that hill. I told him to get several 
hundred feet of barbed wire fencing, with the projecting points sticking 
out everywhere so that there would be many hundreds of the points 
exposed at the ridge poles and other places. Grounding these wires is 
the greatest difficulty. I told him to take a piece of copper sheet, as 
wide as he could get it rolled (42 or 48 in.), about 6 ft. long, dig a big 
hole, and get down below the line of moisture of the sand and the founda- 
tions of that house, put one of these plates at each of two alternate corners 
of the house, carrying the leads down to these places, being careful that 
there were no soldered joints which could not be inspected. He faith- 
fully carried out this suggestion, and his house has since stood through 
many vicious thunderstorms through a period of about 15 years. I do 
not know any better way than that to ground, burying large copper 
plates at oppositely diagonal points of the house, being sure to get below 
the dampness. : 

The lightning conductor or lightning rod has no function for carrying 
off a charge of lightning. You might as well try to stop a swift avalanche 
with a picket fence as to’stop lightning charges once they are started. 
The object of a lightning rod is to offer a number of points, to make a 
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bypass, 'so that as the lightning charge or the potential cloud meets there, 
it eases the pressure between the ground and the clouds, and by diminish- 
ing this pressure the liability to discharge is minimized. 

I have seen a number of powder magazines which were adequately 
protected, and never knew of anything being really struck, when it had 
protection of that nature. 


Davip T. Day.—It seems to me while we are on the subject of the 
protection of derricks against strokes of lightning, there is a good deal 
that can be said. Certainly we are very frequently successful in the 
matter of protecting derricks against lightning. I recall particularly a 
steel observation tower at Mount Weather, in Virginia, on top of the Bue 
Ridge, very much exposed. I remember that the observers used to make 
it a practice in thunderstorms to go up on top of this tower and get an 
electrical bath. They reported that there would be a tingling sensation 
all the time, but it was not too much for them. The construction of the 
tower was such that while it was very evident that there was a great deal 
of electricity around it during heavy lightning storms, there were no 
harmful results to the tower. 


I. N. Knapp.—I never knew of a derrick being struck unless there 
was some gas escaping. Lightning seems to be peculiarly liable to strike 
where there is gas flowing from a well or tank. I have seen lightning 
strike within 500 ft. of a steel derrick, right into the open marsh, and 
the derrick was not affected in any way. 


“Davin T. Day.—The matter of the introduction of the steel derrick 
is practically at an interesting stage. It seems to me, in reply to Mr. 
Washburne’s question as to why the steel derrick is not being introduced 
more rapidly, that the best answer is, that it is. It is, considering 
all conditions, being introduced quite rapidly. I think there is no 
question about the coming of the steel derrick. There is one prejudice 
among these drillers, who have been described as uneducated men; 
perhaps a better way of expressing it is that these drillers are very highly 
educated men in certain lines, but their education has not been par- 
ticularly broadly distributed—they are thoroughly educated in favor 
of the wooden derrick, and they tell me that one reason why they are 
prejudiced in that direction is that when they put a strain on the wooden 
derrick it creaks before it pulls in, and a steel derrick does not creak. 
In closing this discussion Mr. Woodworth could perhaps describe some 
method by which they could make the steel derrick creak before it pulled 
in. I believe it would aid in the development of the steel derrick. 


R. B. Woopwortu.—I will say that in my connection with the 
manufacture and sale of steel-drilling equipment, two instances have 
come to my notice where steel derricks have been struck by lightning 
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or subjected to fire risk. In the first case, lightning struck the derrick 
and consumed wooden planks laid down at the crown block and some 
flooring, but absolutely without injury to the steel structure. Another 
rig suffered not long since from a gas explosion which consumed the cants 
of the bull wheel and a portion of the wooden floor in the derrick proper 
but did absolutely no other damage. 

In consideration of the fact that steel derricks are usually found 
in very exposed situations, it seems to me that the small amount of 
damage which has been experienced in their actual use indicates that 
the metal tends to dissipate the lightning rather than to attract it. 
In any event, the possible damage which might be done is very much 
less than in the case of wooden structures. A steel derrick set on a metal 
foundation is after all not a very bad lightning conductor, especially if 
care is taken to ground the structure below the foundation. 

\ I should say that so far as the use of steel derricks is concerned, 
while their introduction has been gradual like any other new article of 
manufacture, it has been satisfactory when consideration is given to the 
cheapness of wood in most all well-known oil and gas fields. The points 
which were mentioned by Mr. Washburne are exactly the points which 
account for the manufacture of the first derricks in the United States. 
They were shipped to a tropical country where insect ravages were more 
or less acute and where cheapness of transportation due to lightness in 

3 weight was a feature. 

The reason why observers do not see more steel derricks (using the 
word steel to cover both structural steel and pipe) is because of the 
magnitude of the industry. - There are, roughly, 23,000 wells drilled per 
annum for oil and gas in the United States. It is practically impossible 
to have all of these drilled with steel equipment, and I think the manu- 
facturer would be perfectly satisfied if his equipment were purchased for 
1,000 of these in each year. 

C. W. WAsHBURNE.—May I ask for information regarding the tubular 
structure as compared with the structural-steel structure? 

R. B. WoopwortH.—The tube, as you know, is the ideal compression 
member. The pipe derrick iseconomical as compared with the structural- 
steel derrick because it makes use of that fundamental structural ad- 
vantage; viz., the use of a lightweight material with a large radius of 
gyration. This advantage is somewhat offset by the fact that new pipe 
is, as a rule, a much more expensive material than structural steel. The 
pipe derrick as manufactured at present is a perfect structure, but be- 
yond the derrick, pipe has no structural fitness. The crown blocks, 
ladders, foundation, machinery supports, and other similar parts of 
the rig must necessarily be made of structural steel. 

E. G. Spruspury, New York, N. Y.—With reference to the details 
that Mr. Woodworth has just given about the effect of lightning on 
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‘a steel structure, he calls attention to the fact that the head blocks were 
wood and that they were burned out. My attention was called a little 
time ago to some details about the lightning effect on steel tanks in the 
Louisiana field. I was told of a very curious phenomenon. One of the 
managers had made a new departure in that he had erected his tanks 
without any wooden roofs and indeed without any wooden covers to 
them. During all his administration, some four or five years, the 
company never lost a tank. When he was removed to another field, 
the new superintendent, always having been accustomed to wooden 
roofs, was very much exercised by the fact that that protection did not 
exist here. Having occasion to erect a new tank, he constructed it in 
the ordinary way, with a wooden roof. Inside of three months that 


tank was struck by lightning and the whole of his oil was lost and burned’ 


up. Being rather a pigheaded sort of fellow, he made up his mind that 
this was an exceptional case, and could not be considered as really 
demonstrating a fact. So he rebuilt that tank, and rebuilt it with a 
wooden cover. I understand that in less than three months this second 
wooden-roofed tank was struck, and that time he lost another $50,000 
worth of gasolene. The real explanation of it was, I think, that the 
electric current striking the tank was not dissipated at once, as in the 
case of open-steel surfaces, but ran down to a point where the wooden 
roof and the steel tank were separated by only a few inches, jumped 
across, and at once perforated the steel tank, and, therefore, it looks to 
me as though possibly there is danger in having any composite material 
in the construction of the derrick. 

Mr. Woodworth says that the wood on the top of his steel derrick 
was burned, but the derrick was not injured. In this case the wooden 
roof was struck, and at the point where the current jumped off onto the 
side of the tank, the tank was perforated and the oil burned. 
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The Control of Petroleum and Natural Gas Wells 


BY ALFRED G. HEGGEM, * M. E., TULSA, OKLA, 
(New York Meeting, February, 1916) 


Ir is the purpose of this article to describe methods recently intro- 
duced into the oil and natural gas industry to safeguard the lives of the 
workmen and to protect property from destruction. Only sueh drilling 
methods are described as pertain directly to the operations neta to 
maintain the well under uae control at all times. 


Wells Formerly Drilled Without Controlling Equipment 


It may seem incredible that practically all wells, until recently, were 
drilled without the provision of any means for control. To drill a hole 
into a boiler carrying high-pressure steam without first providing means 
to control the escape of steam would be unthinkable, yet in oil fields wells 
are drilled into-a gas or oil formation with a possible pressure of 300 to 
1,800 lb. per square inch and a daily flow of 20,000,000 to 80,000,000 cu. 
ft. of gas or 1,000 to 15,000 bbl. of oil per day. Some wells have pro- 
duced in excess of 100,000 bbl. of oil per day, but these are exceptional 
cases. In addition to the loss of product, one must consider the great 
danger attendant upon the promiscuous liberation of such an amount of 
explosive and inflammable substance. 


Introduction Metal Casing for Deep Drilling 


The introduction of metal casing to secure a permanent and impervi- 
ous wall in a well made the drilling of deep wells possible and removed 
many of the original problems encountered in well drilling, but it did not 
insure the control of the well. To obtain the full value of the casing it 
was essential that a pressure-tight joint be made between the wall of the 
well and the lower end of the casing. Many materials in various forms 


‘ were used, including cotton, hemp, stable refuse, oats, rice, cloth, leather, 


cork, rubber, lead, clay and cement, resulting, after a slow process of 
evolution, in the general adoption of two types of bottom fittings for 
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casing. These are the “long shoe,” having a diameter approximately 
that of the casing couplings, and fitting into a hole especially prepared to 
insure a solid and close contact; and the rubber ‘‘packer,” consisting of 

a rubber cylinder forced into tight contact with the wall-of the well and 

the exterior of the casing respectively. 

The other materials mentioned are used now only under special 
conditions, except clay and cement, each of which is used extensively, 
generally in combination with either the long shoe or with a packer. 

Under general conditions, the weight of the casing, together with the 
friction between the casing and the walls of the well, is sufficient to with- 
stand ‘the lifting force of the gas or oil. The friction between the casing — 
and the walls of the well is likely to vary greatly, and is uncertain at best. 
Additional friction is often obtained by cementing the casing within the 
well, and where very high pressures are encountered it is customary to 
secure together the several strings of casing by means of clamps, thus 

_adding the weight of the outer strings of casing, as well as the friction, to 
that of the inner string. 

Another practice is to bury heavy wood sills some distance below the 
derrick floor and, by means of heavy anchor bolts and suitable clamps, 

-make connection to the top of the casing. . 


Gate Valve Does not Insure Control 


With the bottom of the casing securely in place, and forming a 
pressure-tight, non-leaking joint, the top of the casing remains to be 
considered in the matter of control. Valves of various types were 
tried, and while not accomplishing as much as was desired, they were 
in many cases a necessity. 

In its highest form, this type of equipment consisted of a gate valve, 
of inside diameter greater than that of the casing, surmounted by the 
casing head, the two being connected by a short nipple. This arrange- 
ment provided the usual casing head to which flow connections could be 
made and through which the usual drilling operations could be conducted. 
In addition, the gate valve furnished means by which the well could be 
shut in when the drilling tools were removed. 

It was thought by many that a gate valve so placed on the head of a 
well insured control, but in practice many failures of this arrangement 
demonstrated that it did not safeguard.either life or property and really 
caused a false feeling of safety. In fact, because of inability to close the 
valve promptly at a critical moment, oil or gas has become ignited and 
burned with great violence, making approach to. the well impossible. 
The gate valve had to be removed by shooting off with a cannon ball, or 
other means, before the well, thus supposedly safeguarded, could be 
brought under control. 
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Requirements for Efficient Controlling Device 


A proper closing and controlling device for the head of an oil or gas 
well must meet the following requirements: It must permit all drilling 
operations to be carried on without interference; permit of immediate 
and tight closing; control the flow without back pressure; insure safety to 
workmen; be simple in construction; compact in size ; sufficiently strong 
to control maximum pressures; proof against injury in handling; un- 
affected by sand; and unaffected by fire. 


Fig. 1.—Om Wet Firrep with Fiow Lines Bperors “ Drivtune In.” Gate 
VALVES ARE PLAcED on HAcH BRANCH OF THE FLOW LINE BUT THE WELL ITSELF IS 
WITHOUT Mrans or Controu. THE Common Casing Hmap Is CAPPED WITH A 
SEPARATE Top WHEN FLOW PRESSURE SUBSIDES SUFFICIENTLY TO PERMIT. 


The Control Casing Head 


The “control casing head,” combining the functions of a gate valve 
and a casing head, was designed to meet these requirements, which are 
considered necessary to safeguard life and property during the operations 
of well drilling. 

This device is similar in general appearance and size to the common 
type of casing head in general use (Fig. 2). It can be placed above or 
below the derrick floor, at the will of the operator, and is arranged to 


~~ 
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receive the standard fittings commonly used with casing heads. The top 
opening is threaded to receive a drilling nipple or other top connections 
usually employed in gas wells. 


Fig. 2.—Tur Conrrot Castine Heap. 


The interior of the head is bored out to a true vylindrical form into 
which is closely fitted the plug or valve (Fig. 3). This valve is open at 
one end to provide a lateral passage for the oil or gas; the other end is 


‘ 
Fig. 3.—Dertait or Vatvn Piua anp Bopy. 


reduced in diameter to form a stem, which extends through a suitable 
stuffing box, and by which the valve may be operated. On the stem side 
of the valve a flat surface, or flange, fits closely against the base of the 
stuffing box, making a tight joint, thereby to a large degree relieving the 
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stuffing box of duty in preventing leakage. The extending stem is hex- 
agonal in form to accommodate a wrench, but a transverse hole through 
it provides a more convenient means of operating by use of a bar of iron, 
such as a bolt or piece of 1-in. pipe. 

To provide for the convenient operation of the valve ata distance, 
when the casing head is below the floor or is otherwise not readily ac- 
cessible, the end of the stem is bored out and threaded to take an exten- 
sion of standard 2-in. pipe. 

The back of the valve is broad enough to close completely either top 
or bottom opening in the body, and provide sufficient lap to prevent 
leaking. 


Fig. 4.—PxHantom Virw SHOWING Top OrENING CLosEeD To DariEct FLow INTO 
Tank. THE DrinuInG LINE IS SHOWN IN Position Ir ASSUMES WHEN VALVE IS 
CLOSED wITHOUT WITHDRAWING THE DRILLING TooLs. 


On each side of the back of the valve is a groove, or notch, of sufficient 
size to encompass the drilling line, sand line, or torpedo line. By this 


' provision the valve, when closed, while completely shutting in any flow, 


does not injure the line. | : 
By means of the end opening, as well as by recessing the batk of the 
valve, the pressures within the casing head are to a large degree counter- 


- balanced, making the operation of the valve easy. 


The device is simple, consisting of but four pieces, and having but one 
moving piece. It cannot be damaged by any of the usual drilling opera- 
tions or by rough handling. 

Stops are provided within the body to prevent the valve from being 
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turned too far in either direction. With the valve in normal position but 
a quarter turn of the stem is required to close the top or the bottom 
opening, turning the flow into the tanks or entirely shutting in a well. 

The control casing head is used in much the same manner as gate 
valves and common casing heads, but it has many special uses that have 
developed largely from experience with the great number in operation in 
various oil fields. 


Fia. 5.—PHANTOM ViEW SHOWING WELL Suour In ENTIRELY. 


The Control of Wildcat Wells 


When drilling a well in unknown territory it is not possible to foresee 
what conditions may be encountered, and many wells so drilled have 
“gone wild” with great destruction of property and in a number of cases 
with loss of life. . 

Some such wells have ruined fields of good prospective value by 
letting water in on the oil in such quantities as to render further 
operations in that district unprofitable. 

For such cases it is desirable to place a control casing head on the 
first string of casing landed in the well and maintain it there through all 
subsequent drilling operations. This insures that the well can be kept 
under control, and if at any time oil or gas is encountered unexpectedly 
the well can be instantly shut in until provision is made for taking care 
of the yield. It is not necessary to withdraw the tools as the valve will 
close tightly around the line, so no time need be lost in bringing the well 


ess 
. . 
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under control. Also, with the flow stopped or controlled, there is no 


? force acting to expel the tools, so this danger is avoided. 


When a new string of casing is set inside of the one carrying the 
controlling device, the string may be set with the top below the head in 
order not to interfere with the free action of the valve; or the control 
head may be set on the inner string by using a swage nipple; or a smaller 
head of suitable size may be used. 

If it is desired to shut in gas between the two strings of casing, a 
packing ring may be screwed into the larger casing head and a gas-tight 
joint made on the outside of the inner casing. 

This process may be repeated with each string of casing inserted in the 
well. Of course where several heads are used on the same well, the 
larger ones should be placed below the derrick floor in order that the last 
casing head may not extend to such a height above the floor as to inter- 
fere with the ready wrenching of the tools or limit the length of temper 
screw that may be let out. 


Use of Control Head in Established Oil Field 


When drilling in an established field the control casing head is placed 
on the last string of casing to be seated in the well. Since it is about the 
same height as the common casing head, it does not interfere with the 
wrenching of the tools or other drilling operations. 

If a pocket of gas is encountered, the well may be instantly shut in 
without removing the tools, all fires may be safely extinguished and the 
boiler moved back to a safe distance, when drilling may be resumed. 

On reaching the oil sand, if the well starts to flow it may be shut in, or 


if flow-line connections have been made the entire flow may be diverted 


to the flow tank. When the flow ceases, drilling may be resumed and 
continued without loss of time until the well again starts to flow. 

If the well flows continuously, an oil saver is placed on the line 
immediately above the control casing head, while same is closed. 


‘When ready, the valve is turned to allow the oil saver to enter the seat in ~ 


the top of the casing head. This may be accomplished without loss of 
oil, wells producing as high as 10,000 and 12,000 bbl. of oil per day having 
been drilled in this manner without any oil showing on the derrick. 

The prevention of waste of oil in drilling means not only asaving to the 
operator, but also the reduction of the fire hazard to a minimum. The 
driller and ‘“‘tool dresser’? do not get drenched in oil and thereby risk 
fatal injury by fire, which under the usual conditions prevailing before 


the introduction of the control casing head occurred with appalling 


frequency. 
Moving the boiler away from the rig did not remove all hazard, 


for cases are known in which a tool dresser, in clothes soaked with oil 
from a spraying well, has approached the boiler to try the water cocks 
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and had the flames from under the boiler set fire to his clothing. Such = 
accidents are almost always fatal. , 


The Control Head Useful in Shooting an Oil Well . 


It often happens that, while a well still flows or sprays oil continu- | 
ously, the yield has reduced to such an extent that shooting must be J 
resorted to in order to save the well. There are, infact, many reasonsfor — 
shooting a well, even though the flow pressure is such as to make the 
placing of the shot a hazardous undertaking. 

In the history of the petroleum industry, one finds that frequently a 
well would flow during the placing of a shot, causing the shell to be 
ejected from the well to explode in the derrick, with frightful loss of life 
and property. 

The use of the control casing head on the inner string of casing makes 
the shooting of any well a safe operation. The shell containing the 
“shot” is lowered until the top is below the casing head, when the valve 
in the latter is turned to close the top opening, and the oil, which under 
former conditions would spray into the air and be lost, is now all caught 
in the flow tank. -The slight opening in the rope notch of the valve to 
permit the torpedo line to slip through is not sufficient to permit an 
appreciable amount of waste. 

The valve is maintained in this closed position until the shell is landed 
on bottom and the torpedo line withdrawn. It is then opened to permit 
the introduction of the squib, or other means employed to explode the 
shot, and is kept open until the well has cleaned itself, when it may be 
closed in time to catch the “second flow.” 

While usual practice demands that the well be open during shooting 
to permit the well to cleanse itself of the torpedo shells and of the sand 
and other material loosened by the shot, yet by the use of the control 
casing head all of this may be deflected into a tank without putting a back 
pressure on the well. Not only will all of the oil be saved, but a more 
complete record of the effect of the shot will be found in the accumulations > 
arising from fragments of rock broken off and thus trapped. 

The introduction of the control casing head has made it possible to 
shoot wells of any size regardless of the amount of flow, and it has in 
practice demonstrated its value by checking the flow in a well which 
threatened to expel the shot, consisting of 20 qt. of nitroglycerine con- 
tained in two shells joined together. In this case, of course, the valve was 
turned to close the bottom opening and entirely shut in the well. This 
_ was done instantly and without injury to the torpedo line. 


Application of Control Head to Gas Wells 


While the name “casing head”’ would seem to imply a use limited to 
oil wells, the control casing head is equally useful in drilling gas wells, and 
is used in the same manner as in drilling wells for oil. 
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In many places it is customary to drill gas wells during daylight only 
and to allow the well to remain open during the night, thus wasting a 
large volume of gas and reducing the rock pressure on the gas that 
remains in the sand after the well is completed. With the control casing 
head on the well the gas can be shut in during the time when active 
drilling operations are suspended. Not only is the waste of gas stopped. 
and a higher rock pressure insured, but also the fire hazard is practically 
eliminated. 

When the well is completed the control casing head is utilized in the 
same manner as the common T fitting. The usual top and side con- 
nections are made to the head, with the advantage that in the event of 
leaky gate valves, or damage to the lines, the gas may be instantly shut 
in and repairs made without waste of gas or danger of fire. 

After a gas well is completed, it is the usual custom to limit the flow of 
gas into a pipe line by partially closing the valve at the head of the well. 
This, in the case of a gate valve, leaves a crescent-shaped opening of 
great length and slight width, with the result that all of the gas in passing 
through is forced to rub the sides of the opening, causing rapid wear 
of the gate and seats and destruction of the valve. The control casing 
head, in contrast, gives a small round opening gradually increasing to an 
oval-shaped opening, thus presenting a minimum rubbing surface in 
contact with the gas and reducing the wearing action. 

The tight closing of the valve’ in the control casing head and the 
freedom from leakage are very important advantages in securing long life 
and freedom from accidents. ) 


Effect of Sand on Control Casing Head 


Owing to the absence of recesses and projections within the body of the 
control casing head, there is no place in which sand can lodge to interfere 
with the action of the valve. The sand carried by flowing oil during 
drilling operations, therefore, has not in any way disturbed the easy 
operation of the valve. nih 

While sand cannot lodge and interfere with the action of the valve, 
there is a possibility of injury from the cutting action of sand. To 
meet this condition the valve portion is made with a curved surface to 
deflect the flow gradually from vertical, in the casing, to horizontal, in 
the flow line. This curved surface is backed by a great thickness of tough 
metal which will for a long time resist the scouring action of the sand. 
By thus gradually changing the direction of flow, no flat surface is ex- 
posed to the direct impact of the sand and cutting action is materially 


reduced. 
Some operators prefer to cushion the flow when the well is making 


-much sand. ‘This can readily be done by screwing a short joint of pipe 
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into the top of the casing head and closing the top of the pipe by a metal 
plug. Sometimes a plug of wood is driven into the cushion pipe to 
protect the metal plug from being cut by the sand. 

This cushion pipe may be assembled and secured in place, while the 
casing head is closed, after which the valve may be turned to the side 
position out of the path of the oil and sand. 


Flow Line 


_ Fic. 6.—Controt Casing Hrap on WELL SHOWING THE CURVED DEFLECTING 
Surrace To CHANGE GRADUALLY THE DIRECTION OF FLOW AND PREVENT THE 
MEcHANICAL VAPORIZATION OF THE OIL. Tor AREA OF THE PASSAGE THROUGH THE 
Casing Heap Brina GREATER THAN THAT OF THE CasING INSURES A REDUCED 
-VELOCITY AND PREVENTS FRICTIONAL BACK PRESSURE ON THE WELL. 


The Control Head as an Aid in Killing a Gas Well 


Gas is frequently encountered in drilling for oil and interferes with 
the further drilling of the well. Experience has shown that gas may be 
found in large volume and at high pressure above a formation containing 
oil in paying quantities. This fact has led to enormous waste of gas in 
an endeavor to reduce the pressure so that drilling could be continued to 
the deeper oil-bearing formation. 

For a long time this waste of gas was considered necessary and was 
condoned on the ground that the value of the gas so wasted was less than 
that of the oil subsequently secured. 

Aside from the loss due to the waste of the gas, the delay in drilling 
adds greatly to the expense of the well, and postpones the recovery of oil, 
entailing a further loss of oil through offset wells which have previously 
-tapped the oil sand and are drawing from the common pool. 

It behooves the operator to complete his well in the shortest time 
possible; therefore, the modern method is to seal off the gas sand and 
continue drilling without further delay. 

The use of mud-laden fluid in killing a gas well is too well known to 
require a description here, but it may be interesting to know that the 
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“lubricator” method of introducing mud into a gas well presented some 
practical difficulties in operation and was attended with some hazard. 

The large gate valves which were used became difficult to operate, 
partly because they were not designed to operate in mud. 

By using the control casing head already on the well, these difficulties 
and the expense of buying and the loss of time in securing special gate 
valves are avoided. : 

On top of the control casing head are set one or more joints of any size 
casing available (two joints of 10-in. casing are my own preference). To 


Oasing Extension Blow-off Pipe 


Ay 2B low-off 
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Fig. 7.—‘‘LUBRICATOR”’ oF IMPROVED Form For IntTRODUcING Mup F.iuip Into 
A Wet To “Kitt Gas.” ALL OPERATIONS ARE CONTROLLED FROM THE DERRICK 
FLoor witHout Extra HELP BEING REQUIRED. 


the top of the casing extension thus provided, a 2-in. pipe line is connected 
and brought down the outside of the extension to within about 4 ft. of the 
floor, the end being fitted with a valve or stop cock (Fig. 7). 

From the side outlet of the control casing head a 2- or 3-in. con- — 
nection is made to the pump discharge. This line should be provided 
with a check valve and a stop cock. 

All fittings should be of suitable strength, and as the control casing 
head is designed for a safe load of 1,800 lb. per square inch all other fittings 
should be selected from extra heavy stock. 

The 2-in. down pipe from the top of the extension should be securely 
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clamped to the extension, and the valve-controlled outlet should be 
turned in a direction away from the operator. 

These fittings are all made while the wellis shut in. The pump is then 
started and mud-laden fluid pumped into the extension chamber until 
it is full, as indicated by mud showing at the outlet of the blow-off pipe. 
This butlers is then closed and the valve in the casing head opened permit- 
ting the mud to pass into the well. As soon as the extension chamber has 
emptied, the valve in the casing head is again closed and the outlet valve 
on the down pipe opened. This operation is ‘repeated until the well is 
filled and the gas killed. 


The advantage of this arrangement lies in the fact that everything is 


controlled from the derrick floor and no extra help is required. Also 
time is saved, since the pump will start delivering mud into the extension 
chamber as soon as the gas pressure is reduced, and, further, it is possible 
to pump directly into the well without any change of fittings. 


Control Head on Flowing Well Reduces Oil Loss and Fire Hazard 


With the old method of closing in a flowing well, a flat top was set in 
the old-style casing head several inches above the side outlet. The col- 
umn of oil would strike this flat top at high velocity and be broken up into 
a fine spray, which, upon mixing with the gas, would appear as a blue 
“smoke” over the flow tank. This spray would float in the air for a con- 
siderable distance, wasting a large amount of oil and covering the sur- 
rounding trees and grasses with an inflammable oil. It would also settle 
in so-called “gas.pockets”’ along the road, frequently becoming ignited 
by passing automobiles, with attendant loss of life and property. 


As previously mentioned, the curved form of the valve in the control — 


casing head gradually deflects the current of oil into the flow line. There- 
fore, the oilis not broken up into a spray, more good oil is put into the 
tank, and the fire hazard is reduced. 


The Control Casing Head Now Largely Used 


The control casing head fills a want that has been long felt and is 
rapidly being adopted as standard equipment in the drilling of wells for 
petroleum and natural gas. 

At present (September, 1915) approximately 1,000 trol éasing 
heads are in use, and, although a great variety of conditions has been 
encountered in drilling wells, ranging from dry holes to oil wells pro- 
ducing 12,000 bbl. a day, and gas wells having a rock pressure of 
1,150 lb. per square inch and volumes in excess of 40,000,000 cu. ft. per 
day, there has not been a single failure of the head to safeguard life and 
property, and not one well has burned or become unmanageable. 
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Development of the Law Relating to the Use of Gas Compressors in 
Natural Gas Productiont 


BY SAMUEL §. WYER, * M. H., COLUMBUS, OHIO 


(New York Meeting, February, 1916) 
, 


THE art of natural-gas compressing is now over 25 years old, and has 
grown at practically the same rate as the increase in domestic natural- 
gas consumers. There are now over 200 natural-gas compressing stations 
in North America, aggregating more than 320,000 hp. of compressor cap- 


_acity and representing a property value of more than $22,000,000, and 


compressing more than 85 per cent. of all the gas used. The age and 
magnitude of the art make it evident that the use of gas compressors is a 
recognized integral part and universal. custom of the natural-gas business. 

The public also is not without its rights and vital interests in this pro- 
blem. Approximately 1,700,000 domestic natural-gas consumers in North 
America are dependent upon gas compressors for their natural-gas service. 
That is, if the use of compressors were to be prohibited, the majority of 
these consumers would be unable to secure adequate natural-gas service. 

Each consumer represents between four and five persons, and it there- 
fore follows that the comfort and well-being—as far as natural-gas service 
is concerned—of at least 8,000,000 persons would be affected if the use of 
natural-gas compressors should be prohibited. These 1,700,000 con- 
sumers have invested, in services, house piping, fixtures, and appliances, 
an average of about $90 each, or an aggregate of $153,000,000, which is 
much more than the companies’ investment in gas compressors. Further- 


more, in all cases where the rate paid by the consumers is fair to the gas 


company—considering the value of the service rendered by the gas 
company—the consumers are entitled to continued service and protection 
of the investment they have made on the faith that the gas service would 
be continued in the future. 

Since “Customs adopted and acquiesced in, if not in conflict with 
federal or State legislation, have the force of positive law,’’! and “Courts . 


will take notice of whatever ought to be generally known within the 


limits of their jurisdiction,’’? there ought to be no question as to the un- 


* Consulting Engineer. ; 

+ Reference should be made to the succeeding paper, Necessary Use and Effect of 
Gas Compressors on Natural Gas Field Operating Conditions; see also Is It Feasible 
to Make Common Carriers of Natural Gas Transmission Lines?, vol. xlviti, 471 to 
480 (1914). , 

1Lindley on Mines, Sec. 271, vol. i, 3rd ed. 

2U. S. Supreme Court, Brome vs. Spilman, 155 U. S., 670. 
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qualified right to use gas compressors. However, many small gas-pro- ‘ 
ducers, not using gas compressors, have sought to secure permanent in- 
junctions from courts to prevent other gas-producers from using such 
compressors. This has resulted in much expensive litigation. The fol- 
lowing is a chronological arrangement of all the court decisions relating 
to this question, and shows the logical development of the common law. 
To expedite cross-reference work, each case is given a serial number; also, 
abbreviations used in citations are given in full in the accompanying table. 


Che Divas. nace: Chancery Division, British Law Reports. 
INES cy icotceneneta vie Northeastern. Reporter. 

Lhe ls ere ote Indiana Reports. 

Fed. Rep........ Federal Reporter. 
U.S............United States Reports. 

Pave rodon anaes: Pennsylvania State Reports. 

Pac. Rep........ Pacific Reporter. 

S. W. Rep....... Southwestern Reporter. 

Ohio State...... Ohio State Reports. 
Oklahoma....... Oklahoma Reports. 


There are four classes of cases, namely, those that relate to: 


Common-law rights in use of gas compressors. Nos. 1, 3, 7, 10, 12, 
13, 26. 

Rights under State laws regulating use of gas compressors. Nos. 4, 
14, 16, 17, 19, 20. 

Judicial recognition of declining gas volumes. Nos. 7, 8, 10, 12, 
13, 21, 22, 23, 29,. 

Questions of ‘‘ownership,” “possession,” or “right of transportation” 
of natural gas. Nos. 2, 5, 6, 7, 8, 9, 11, 13, 15, 18, 21, 24, 25, 27, 28, 
29, 30, 31. 


. 


9) 66 


1885 


' No. 1.—Ballard vs. Tomlinson, 29 Ch. Div. 122, 

“The plaintiff, if he has a right to use anything in nature, has the right to exercise 
that use by all the skill and invention of which man is capable, and it seems to me that 
as long as the plaintiff uses only lawful means as against his neighbor, however in- 
genious and however artificial those means may be, his right to appropriate the com- 
mon source is not diminished because he uses the most artificial or the most i ingenious 
methods.”’ Cited in: 

No. 12.—Jones vs. Forest Oil Co., 194 Pa. 379. a 


1889 


No. 2.—State vs. Indiana & Ohio Oil, Gas & Mining Co., Supreme Court of . 

Indiana, 22 N. E. 778. 
_ “Natural gas is as much an article of commerce as iron ore, coal, pouolena or 

_ any other of the like products of the earth. It is a commodity which may be trans- 
ported, and it is an article which may be bought and sold in the markets of the coun- 
try. * * * The power to regulate commerce between the States is exclusively in the: 
federal congress. An action by congress will not authorize the States to legislate in 
matters of interstate commerce.” * * * Transportation of commercial commodities 
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from State to State is interstate commerce, and the State legislatures can neither 
burden nor restrict it.” Cited in: 
No. 4.—Jamieson vs. Indiana Natural Gas & Oil,Co., 128 Ind. 555. 
5.—People’s Gas Co. vs. Tyner, 131 Ind. 277. 
9.—Townsend vs. State, 147 Ind. 624. 
* 15.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 155 
Ind. 545. 
18.—Federal Oil Co. vs. Western Oil Co., 121 Fed. Rep. 674. 
19.—Richmond Natural Gas Co. vs. Enterprise Nat. Gas Co., Appelate 
Court of Indiana, 66 N. E. 782. 
28.—Haskell vs. Cowham, 187 Fed. Rep. 403. 
30.—West vs. Kansas Nat. Gas Co., 221 U.S. 229. 


1889 


No. 3.—Westmoreland, etc., Co. vs. DeWitt, Supreme Court of Pennsylvania, 
130 Pa. 235. 

“Gas, it is true, is a mineral; but it is a mineral with peculiar attributes, which 
require the application of precedents arising out of ordinary mineral rights, with much 
more careful consideration of the principles involved than of mere decisions. Water 
also is a mineral; but the decisions in ordinary cases of mining rights, etc., have never 
been held as unqualified precedents in regard to flowing, or even to percolating, waters. 
Water and oil, and still more strongly gas, may be classed by themselves, if the analogy 
be not too fanciful, as minerals fere nature. In common with animals, and unlike 
other minerals, they have the power and the tendency to escape without the volition 
of the owner. Their ‘fugitive and wandering existence within the limits of a particular 
tract was uncertain’ * * * They belong to the owner of the land, and are a part of 
it, so long as they are on or in it, and are subject to his control; but when they escape, 
and go into other land, or come under another’s control, the title of the former owner 
is gone. Possession of the land, therefore, is not necessarily possession of the gas. 
If an adjoining, or even a distant, owner drills his own land, and taps your gas, so that 
it comes into his well and under his control, it is no longer yours, but his * * * the 
one who controls the gas—has it in his grasp, so to speak—is the one who has posses- 
sion in the legal as well as in the ordinary sense of the word.” Cited in: 

No. 5.—People’s Gas Co. vs. Tyner, 131 Ind. 277. 

8.—Brown vs. Spilman, 155 U. S. 665. 
9.—Townsend vs. State, 147 Ind. 624. 
12.—Jones vs. Forest Oil Co., 194 Pa. 379._ 
13.—Ohio Oil Co. vs. Indiana, 177 U. S. 190. 
25.—Kansas Natural Gas Co. vs. Haskell, 172 Fed. Rep. 545. 


1891 


No. 4.—Jamieson vs. Indiana Natural Gas & Oil Co., Supreme Court of Indiana, 
128 Ind. 555. 

“The Indiana statute prohibiting the transportation of natural gas through pipes 
at a greater pressure than 300 lb. per square inch, or otherwise than by its natural 
flow, is a valid exercise of the police power of the State, since natural gas is an intrin- 
sically dangerous substance, and the legislature having determined what pressure is 
reasonable and safe the courts cannot review its action. * * * That natural gas is a 
dangerous agency is a matter of common knowledge; and hence courts take judicial 
notice of that fact. We know, as the legislature knew, and as every one knows, that 
natural gas is in a high degree inflammable and explosive. * * * It would be unreas- 
onable to hold that the courts know judicially that natural gas is a public necessity so 
far as to warrant the exercise of the right of eminent domain, and yet hold that they 
do not know that it is inflammable and explosive. Knowing the one thing, they must 
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know the other. We hold without hesitation that natural gas is so dangerous that its 
use may be made the subject of a police regulation. Decision after decision recog- 


nizes the principle we have stated, and upholds laws regulating the use of property. ; 
* * * The public safety and welfare is the highest consideration in all legislation, and. 


to this consideration private rights must yield. No man has a right to so use a dan- 
gerous species of property as to put the safety of others in peril. Liberty does not 
imply the right of one man to so use property as to endanger the property of others; 
nor does ownership imply any such right. This isrudimental. It must therefore be 
true that the owner of property of such a dangerous nature as to require regulation to 
prevent injury to others can have no right paramount to the police power. It is not 
too much to say that, as against the police power, there is no such thing as a vested 
right. * * * No investment, however great, can so vest a right as to preclude 
the just exercise of a great governmental power, such as that under which regulations 
for the protection of the health and safety of persons are enacted. This principle is 
supported by many decisions. * * * We have already declared that it is a dangerous 
substance, requiring regulation, and we shall only add to what we have said a quotation 
from the opinion. * * * ‘It was notnecessary,’ said, the court, ‘to aver that coal-oil 
is inflammable, or to prove it. Courts and juries will take cognizance of such matters 
as are of common knowledge, and pertain to the experience and affairs of almost every 
man’s daily life. Courts do not require proof that fire will burn, or powder explode, or 
gas illuminate, or that many other processes in nature and art produce certain known 
effects.’”’ Cited in: 
No. 5.—People’s Gas Co. vs. Tyner, 131 Ind. 277. 
9.—Townsend vs. State, 147 Ind. 624. 

15.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 155 

Ind. 545. 
- »  19,.—Richmond Natural Gas Co. vs. Enterprise Natural Gas Co., 66 N. E. 782. 
(It is important to note that Case No. 19 distinguishes between the use of gas com- 

pressors for transporting gas and for pumping wells.) 

25.—Kansas Natural Gas Co. vs. Haskell, 172 Fed. Rep. 545. 

380.— West vs. Kansas Natural Gas Co., 221 U. S. 229. 


1892 


No. 5.—People’s Gas Co. vs. Tyner, Supreme Court of Indiana, 131 Ind. 277. 

“Tt has been settled in this State that natural gas, when brought to the surface of 

the earth and placed in pipes for transportation, is property, and may be the subject of 

interstate commerce. Water, petroleum oil, and gas are generally classed by them- 

selves as minerals possessing in some degree a kindred nature. As to whether the 

owner of the soil may dig down and divert a well-defined subterranean stream of water, 

there is much diversity of opinion and conflict in the adjudicated cases; but the authori- 

ties agree that the owner of a particular tract of land may sink a well and appropriate 

to his own use all the percolating water found therein, though it may entirely destroy 


the well on his neighbor’s land. * * * Itis a familiar maxim that in contemplation of ~ 


law, land always extends downward as well as upward, so that whatever is in a direct 
line between the surface of any land and the center of the earth belongs to the owner 
of the surface. * * * When it is once conceded that the owner of the surface has the 
right to sink a well and draw gas from the lands of an adjoining owner, no valid reason 
can be given why he may not enlarge his well by the explosion of nitroglycerine therein 
for the purpose of increasing the flow. The question is not as to the quantity of gas 
he may take, but it is a question of his right to take the gas atiall.” Cites: 
No. 2.—State vs. Indiana & Ohio Oil, Gas & Mining Co., Supreme Court of 

Indiana, 22 N. E. 778. 

3.—Westmoreland, etc., Co. vs: DeWitt, 130 Pa. 235. 

4.—Jamieson vs. Indiana Natural Gas & Oil Co., 128 Ind. 555. 
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Cited in: 
No. 6.—Tyner vs. People’s Gas Co., 131 Ind. 408. 
9.—Townsend vs. State, 147 Ind. 624. 
11.—State of Indiana vs. Ohio Oil Co., 150 Ind. 21. 


18.—Federal Oil Co. vs. Western Oil Co., U. 8. Circuit Court of Appeals, 121 
Fed. Rep. 674. 


1892 


No. 6.—Tyner vs. People’s Gas Co. Supreme Court of Indiana, 131 Ind. 408. 

This merely reaffirms the doctrine in the preceding case. Cites: 

No. 5.—People’s Gas Co. vs. Tyner, 131 Ind. 277. 

j 
1893 

No. 7.—Hague vs. Wheeler, Supreme Court of Pennsylvania, 157 Pa. 324. 

“A court of equity will not interfere by injunction to compel alandowner who has 
sunk a gas well on his own premises without malice or negligence to stop the flow of 
gas therefrom, which has proven insufficient in quantity to enable him to utilize it, at 
the suit of the adjoining owners, whose wells yield gas in sufficient quantities to enable 
them to utilize and market it, though defendant’s well drains the common reservoir, 
and thus will ultimately reduce the flow of plaintiffs’ wells. * * * The mere fact that 
the defendants, by operations upon their land, are taking gas from the earth, and there- 
by diminishing the quantity of gas which would otherwise come to the plaintiffs’ wells, 
furnishes no ground for complaint or equitable interference.’’ In speaking of oil and 
gas the Court said, ‘‘ But they are not, like coal and iron ore, fixed in their place in the 
rocks, so that the owner may know his own, protract his lines downward to mark his 
boundaries, and take them when he pleases. As water percolates by untraceable rills 
through the gravel, so these ‘minerals fere nature,’ as they have been aptly called in a 
recent case, permeate the porous rocks deep in the bowels of the earth, and rush to 
the surface through any opening made through the impervious cap by which the basin 
which contains them is sealed. No landowner gets through his wells oil or gas exclu- 
sively from his own land. That which saturates his rocks may be lawfully taken by 
his neighbor through wells on his land, tapping the common reservoir. From the 
very nature of the case, the right of each owner is qualified. It is common to all 
whose land overlies the basin, and each must of necessity exercise his right with some 
regard to the rights of the others. * * * The common law is a growing tree; its 
principles must be continually adapted to new facts, and the changing conditions of 
modern life. Only the legislature can grub it up, but the courts are charged with the 
duty of pruning its branches, and sometimes grafting a new scion on the old stock. 
* * * it is said that the oil and gas are unlike the solid minerals, since they move 
through the interstitial spaces or crevices in the sand rocks in search of an opening 
through which they may escape from the pressure to which they are subject. This is 
probably true. It is one of the contingencies to which this species of property is 
subject. But the owner of a surface is an owner downward to the center, until the 
underlying strata have been severed from the surface by sale. What is found within 
the boundaries of his tract belongs to him according to its nature. The air and water 
he may use. The coal and iron or other solid minerals he may mine and carry away. 
The oil and gas he may bring to the surface and sell in like manner, to be carried away 
and consumed. His dominion is, upon general principles, as absolute over the fluid 
as the solid minerals. * * * He cannot estimate the quantity in place of gas or oil, 
as he might of the solid minerals. He cannot prevent its movement away from him, _ 
toward an outlet on some other person’s land, which may be more or less rapid, 
depending on the dip of the rock or the coarseness of the sand composing it; but so 
long as he can reach it and bring it to the surface it is his absolutely, to sell, to use, to 
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give away, or to squander, as in the case of his other property. In the disposition 
he may make of it he is subject to two limitations: he must not disregard his obligations 
to the public; he must not disregard his neighbor’s rights. If he uses his product in 
such a manner as to violate any rule of public policy or any positive provision of the 
written law, he brings himself within the reach of the courts. If the use he makes of 
his own, or its waste, is injurious to the property or the health of others, such use or 
waste may be restrained, or damages recovered therefor; but, subject to these limi- 
tations, his power as an owner is absolute, until the levialatito shall, in the interest of 
the public as consumers, restrict and regulate it by statute.” Cited in: 
No. 13.—Ohio Oil Co. vs. Indiana, 177 U. 8. 190. 


- 1895 


No. 8.—Brown vs. Spilman, U. S. Supreme Court, 155 U. S. 665. 

“Petroleum gas and oil are substances of a peculiar character, and decisions in 
ordinary cases of mining for coal and other minerals which have a fixed situs, cannot be 
applied to contracts concerning them without some qualifications. They belong to the 


owner of the land, and are part of it, so long as they are on it or in it or subject to his — 


control; but when they escape and go into other land, or come under another’s control, 
the title of the former owner is gone. If an adjoining owner drills his own land, and 
taps a deposit of oil or gas, extending under his neighbor’s field, so that it comes 
into his well, it becomes his property. * * * When oil or gasis found in paying quan- 
tities, it is not usual to consume it or reduce it to use at the wells, but it is conducted in 
iron pipes to large tanks or reservoirs, whence it is distributed by other pipes to the 
places of consumption, often many miles distant. These are m&tters within the com- 
mon experience or knowledge of all men living in those portions of the country where 
oil and gas are produced, and courts will take notice of whatever ought to be generally 
known within the limits of their jurisdiction.’”’ Cites: 
No. 38.—Westmoreland, etc., Co. vs. DeWitt, 130 Pa. 235. 
Cited in: 
No. 13.—Ohio Oil Co. vs. Indiana, 177 U. 8. 190. 
22.—Brewster vs. Lanyon Zine Co., U. 8. Circuit Court of Appeals, 140 Fed. 
Rep. 801. 
25.—Kansas Natural Gas Co. vs. Haskell, U. 8. Circuit Court, 172 Fed. Rep. 
545. 
i 1897 


No, 9.—Townsend vs. State, Supreme Court of Indiana, 147 Ind. 624. 

Affirms State’s right in preventing the burning of natural gas in flambeau lights on 
account of the wasteful use of natural gas in this manner, since the wasteful use of gas 
which is drawn from a common storage not reduced to individual possession is an 
injury to others. Cites: 

No. 2.—State vs. Indiana & Ohio Oil, Gas & Mining Co., 22 N. BE. 778. 

3.—Westmoreland, etc., Co. vs. DeWitt, 130 Pa. 235. 
4,—Jamieson vs. tadiene. Natural Gas & ‘Oil Co., 128 Ind. 555. 
5.—People’s Gas Co. vs. Tyner, 131 Ind. 277. 
Cited in: ; 
~ No. 11.—State of Indiana vs. Ohio Oil Co., 150 Ind. 21. 


1897 ‘ 


No. 10.—Thomas C. Kelly vs. Ohio Oil Co., Ohio Supreme Court, 57 Ohio State 
317. 

“When @ person has the legal right to do a certain act, the motive with which it is 
done is immaterial. The right to acquire, enjoy, and own property carries with it the 
right to use it as the owner pleases, so long as such use does not interfere with the legal 
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rights of others. * * * Whatever gets into the well belongs to the owner of the well, 
no matter where it came from. In such cases the well and its contents belong to 
the owner or lessee of the land, and no one can tell to a certainty from whence the oil, 
gas, or water which enters the well came, and no legal right as to the same can be estab- 
lished or enforced by an adjoining landowner. The right to drill and produce oil on 
one’s own land is absolute, and cannot be supervised or controlled by a court or an 
adjoining landowner. So long as the operations are legal, their reasonableness cannot 
be drawn in question. * * * Petroleum oil is a mineral, and while in the earth it is 
part of the reality, and, should it move from place to place by percolation or otherwise, 
it forms part of that tract of land in which it tarries for the time being, and, if it moves 
to the next adjoining tract, it becomes part and parcel of that tract; and it forms part 
of some tract until it reaches a well, and is raised to the surface, and then for the first 
time it becomes the subject of distinct ownership, separate from the realty, and be- 
comes personal property—the property of the person into whose well it came. And 
this is so whether the oil moves, percolates, or exists in pools or deposits. In either 
event, it is the property of, and belongs to, the person who reaches it by means of a 
well, and severs it from the realty, and converts in into personalty.. While it is gen- 
erally supposed that oil is drained into wells for a distance of several hundred feet, the 
matter is somewhat uncertain, and no right of sufficient weight can be founded upon 
such uncertain supposition to overcome the well-known right which every man has to 
use his property as he pleases, so long as he does not interfere with the legal rights of 
others. * * * While the drilled oil well is artificial, the pores and channels through 
which the oil reached the bottom of the well are natural.’’ Cited in: ~ 
No. 25.—Kansas Natural Gas Co. vs. Haskell, 172 Fed. Rep. 545. 


1898 


No. 11.—State of Indiana vs. Ohio Oil Co., Indiana Supreme Court, 150 Ind. 21. 

“The title to natural gas does not vest in any private owner until it is reduced to 
actual possession. A statute making it unlawful to permit the escape of natural gas 
into the open air from a well for longer than two days after it is constructed is not 
unconstitutional. The continuous and persistent waste of natural gas to the detri- 
ment of the community at large and in violation of statute is a nuisance which may be 
abated by injunction. * * * In the light of these facts, one who recklessly, defiantly, 
persistently, and continuously wastes natural gas, and boldly declares his purpose 
to continue to do so, as the complaint charges appellee with doing, all of which it » 
admits to be true by its demurrer, ought not to complain of being branded as the enemy 
of mankind. * * * It isnot the use of unlimited quantities of gas that is prohib- 
ited, but it is the waste of it that is forbidden. The object and policy of that inhibi- 
tion is to prevent, if possible, the exhaustion of the store house of nature, wherein is 
deposited an element that ministers more to the comfort, happiness, and well-being of 
society than any other of the bounties of the earth. * * * But we cannot have the 
blessing of natural gas unless the measures for the preservation thereof in this State are 
enforced against the lawless. We therefore conclude that the facts stated in the com- 
plaint make a case of public nuisance which the appellant has a right to have abated by 
injunction, and that the complaint states facts sufficient to constitute a cause of 
action.” 

Affirmed by U. S. Supreme Court in: 

No. 13.—Ohio Oil Co. vs Indiana, 177 U.S. 190. 
Cites: 

No. 5.—People’s Gas Co. vs. Tyner, 131 Ind. 277. 

No. 9.—Townsend vs. State, 147 Ind. 624. 
Cited in: 

No. 25.—Kansas Nat. Gas Co. vs. Haskell, 172 Fed. Rep. 545. 
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1900 


No. 12.—Jones vs. Forest Oil Co., Supreme Court of Pennsylvania, 194 Pa. 379. 

A gas pump may lawfully be used to increase the production of an oil well, al- 
though the production of wells on adjoining property is thereby diminished. * * +d 
The question here is to what extent an owner of oil wells may use mechanical devices 
for bringing the oil to the surface. In operating his own wells, may he use appliances 
which diminish the production of his neighbor’s wells? It is not denied that a gas 
pump will to some extent affect the production of oil wells located in the immediate 
neighborhood of the well to which the pump is attached, if the sand from which the oil 
is obtained is of a porous, pebbly nature, as is the case in the McCurdy field. * * * 
An owner of land may dig a well upon his property, and if, in so doing, he taps the 
hidden flow of water, which supplies his neighbor’s spring, it is a loss to the neighbor 
for which the law provides no remedy. * * * ‘It must be conceded, we think, that 
every man is entitled to the ordinary and natural use and enjoyment of his property; 
he may cut down the forest trees, clear and cultivate his land, although in so doing he 
may dry up the sources of his neighbor’s springs, or remove the natural barriers against 
wind and storm. *-* * In sinking his well he may intercept and appropriate the 
water which supplies his neighbor’s well.’ In this case the defendant has the exclusive 
right to bore for oil. * * * The right being a lawful one, the defendant is at liberty 
to use all lawful means to obtain all the gas and oil contained in, or obtainable through, 
the land.’ * * * And to that end it may resort to the use of all known lawful modern 
machinery and appliances. The plaintiff’s claim is that the use of a gas pump in the 
production of oil is unlawful, because, as he alleges, by its powerful suction the oil and 
gas are drawn from his adjoining farm, thereby decreasing his production. Plaintiff 
assumes that there is a certain fixed amount of oil and gas under his farm, in which he 
has an absolute property. True, they belong to him while they are a part of his land; 
but when they migrate to the lands of his neighbor, or become under his control, they 
belong to the neighbor. * * * The principle of natural user does not apply at all. 
The plaintiff, if he has a right to use anything in nature, has a right to exercise that use 
by all the skill and invention of which man is capable, and it seems to me that as long 
as the plaintiff uses only lawful means as against his neighbor, however ingenious or 
however artificial those means may be, his right to appropriate the common source is 
not diminished because he uses the most artificial or most ingenious methods.’ If it is 
lawful to take water from a substrata by the ‘‘exercise of all the skill and invention of 


' which man is capable,’ we see no reason why it is not lawful to produce oil by those 


means, especially as the possession of the soil for purposes of tillage gives the owner no 
actual possession of the oil and gas underlying it. The evidence shows that the gas 
pump has been in constant use in all fields, except one, toa greater or less extent, since 
the discovery of oil; that its use has been generally recognized by all operators; and 


that it is only used on wells in territory which is almost exhausted. * * * In view of 


the testimony and authorities above cited, we conclude that the use of a gas pump by 
defendant, under the circumstances of this case, is not an unlawful act that should be 
restrained by injunction; that the plaintiff is not entitled to the relief prayed for; and 
that the bill should be dismissed. Cites: 
No. 1.—Ballard vs. Tomlinson, 29 Ch. Div. 194. 
3.— Westmoreland, etc., Co. vs. DeWitt, 130 Pa. 235. 


- Cited in: 


No. 13.—Ohio Oil Co. vs. Indiana, 177 U. S. 190. 


1900 


No. 13.—Ohio Oil Co. vs. Indiana, Supreme Court of the United States, 177 U.S. 
190. ; c 
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** * “oil and gas, like other minerals, are situated beneath the surface of the 
earth, but except for this one point of similarity, in many other respects they greatly 
differ. They have no fixed situs under a particular portion of the earth’s surface 
within the area where they obtain. They have the power, as it were, of self-transmis- 
sion. No one owner of the surface of the earth, within the area beneath which the 
gas and oil move, can exercise his right to extract from the common reservoir, in which 
the supply is held, without, to an extent, diminishing the source of supply as to which all 
other owners of the surface must exercise their rights. * * * Now, it is doubtless 


- true that the public has a sufficient interest in the preservation of oil and gas from waste 


to justify legislation upon this subject. Something has been done in this direction 
already by the acts regulating the plugging of abandoned wells. * * * In the dis- 
position he may make of it (private property) he is subject to two limitations. He 
must not disregard his obligations to the public. He must not disregard his neighbor’s 
rights. If he uses his product in such a manner as to violate any rule of public 
policy, or any positive provisions of the written law, he brings himself within the reach 
of thecourts. If the use he makes of his own, orits waste, is injurious to the property or 
the health of others, such use or waste may be restrained, or damages recovered therefor; 
but, subject to these limitations, his power as an owner is absolute until the legislature 
shall, in the interest of the public, as consumers, restrict and regulate it by statute. 
* * * the rule of property in the state of Indiana to be as follows: Although in virtue 
of his proprietorship the owner of the surface may bore wells for the purpose of extract- 
ing natural gas and oil until these substances are actually reduced by him to possession, 
he has no title whatever to them as owner. That is, he has the exclusive right on his 
own land to seek to acquire them, but they do not become his property until the effort 
has resulted in dominion and control by actual possession. It is also clear from the 
Indiana cases cited that, in the absence of regulation by law, every owner of the surface 
within a gas field may prosecute his efforts and may reduce to possession all or every, 
part, if possible, of the deposits, without violating the rights of the other surface own- 
ers. * * * But whilst there is an analogy between animals fere nature and the 
moving deposits of oil and natural gas, there is not identity between them. Thus, 
the owner of the land has the exclusive right on his property to reduce the game there- 
found to possession, just as the owner of the soil has the exclusive right to reduce to 
possession the deposits of natural gas and oil found beneath the surface of his land. 
The owner of the soil cannct follow game when it passes from his property; so, also, 
the owner may not follow the natural gas when it shifts from beneath his own to the 
property of someone else within the gas field. It being true as to both animals 


fere nature and gas and oil, therefore, that whilst the right to appropriate and become 


the owner exists, proprietorship does not take being until the particular subjects of the 
right become property by being reduced to actual possession. ~The identity, however, is 
for many reasons wanting. In things fere nature all are endowed with the power of 
seeking to reduce a portion of the public property to the domain of private ownership 
by reducing them to possession. In the case of natural gas and oil no such right exists 
in the public. It is vested only in the owners in fee of the surface of the earth within 
the area of the gas field. * * * as to gas and oil the surface proprietors within the 
gas field all have the right to reduce to possession the gas and oil beneath. They 
could not be absolutely deprived of this right which belongs to them without a taking 
of private property. * * * In view of the fact that regulations of natural deposits of 
oil and gas and the right of the owner to take them as an incident of title in fee to the 
surface of the earth, as said by the Supreme Court of Indiana, is ultimately but the 
regulation of real property, and they must hence be treated as relating to the preserva- 
tion and protection of rights of an essentially local character. Considering this fact 
and the peculiar situation of the substances, as well as the character of the rights of the 
surface owners, we cannot say that the statute amounts to a taking of private 
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property, when it is but a regulation by the State of Indiana of a subject which 
especially comes within its lawful authority.” Affirms: 
No. 11.—State of Indiana vs. Ohio Oil Co., 150 Ind. 21. 
Cites: , 
* No. 3.—Westmoreland, etc., Co. vs. DeWitt, 130 Pa. 235. 
7.—Hague vs. Scealagy 135 Pa. 324. 
8.—Brown vs. Spilman, 185 U. 8. 665. 
12.—Jones vs. Forest Oil Co., 194 Pa. 379. 
Cited in: 
No. 18.—Federal Oil Co. vs. Western Oil Co., 121 Fed. Rep. 674. 
19.—Richmond Natural Gas Co. vs. Bateentiee Nat. Gas Co., Appellate Court 
of Ind., 66 N. E. 782. 
"99. —Brewster vs. Lanyon Zinc Co., 140 Fed. Rep. 801. 
25.—Kansas Nat. Gas Co. vs. Haskell, 172 Fed. Rep. 545. 
28.—Haskell vs. Cowham, 187 Fed. Rep. 403. . 
30.—West vs. Kansas Natural Gas Co., 221 U. S. 229. 


1900 


No. 14.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas. & Oil Co., 
‘Supreme Court of Indiana, 155 Ind. 461. 

“The question to be determined here is not whether natural gas, when reduced to 
possession, is property, but as to the right of well owners to use certain extraordinary 
means to reduce it to possession. * * * Natural gas is a fluid mineral substance, 
subterraneous in its origin and location, possessing in a restricted degree the properties 
of underground waters, and resembling water in some of its habits. Unlike water, it 
is not generally distributed, and, so far as now understood, it can be used for but few 
purposes; the most important being that of fuel. Its physical occurrence is in lim- 
ited quantities only, within circumscribed areas of greater or less extent. * * * but 
the difference between natural gas and underground waters, whether flowing in 
channels or percolating the earth, is so marked that the principles which the courts 
apply to questions relating to the latter are not adapted to the adjustment of the 
difficulties arising from conflicting interests in this new and peculiar fluid. Natural 
gas, being confined within limited territorial areas, and being accessible only by means 
of wells or openings upon the lands underneath which it exists, is not the subject of 
public rights in the same sense or to the same extent as animals fere nature and the like 
are said tobe. Without the consent of the owner of the land, the public cannot appro- 
priate it, use it, or enjoy any benefit whatever from it. * * * Natural gas in the 
ground is so far the subject of property rights in the owners of the superincumbent 
lands, that while each of them has the right to bore or mine for it on his own land, and 
to use such portion of it as, when left to the natural laws of flowage, may rise in the 
wells of such owner and into his pipes, no one of the owners of such lands has the rights, 
without the consent of all the other owners, to induce an unnatural flow into or through 
his own wells, or to do any act with reference to the common reservoir, and the body 
of gas therein, injurious to, or calculated to destroy it. Cited in: 

No. 18.—Federal Oil Co. vs. Western Oil Co., 121 Fed. Rep. 674. 

19.—Richmond Natural Gas Co. vs. Enterprise Natural Gas Co., 66 N. E. 782. 


1900 
No. 15.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 


Supreme Court of Indiana, 155 Ind. 545. 


“The statute prescribing that it shall be unlawful to conduct natural gas to any 
point outside of the State is unconstitutional, as affecting interstate commerce, natural 
gas, when reduced to possession, being an article of commerce, and hence, the Court 
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will not enjoin such transportation, no undue appropriation, nor the use of artificial 
means to produce an unnatural flow from the wells being alleged. * * * the dis- 
tinction between animals fere nature and natural gas in respect of their ownership 
before reduction to possession is a very plain one, and has been clearly pointed out in 
numerous decisions. * * * In the case of wild animals, before they are reduced to 
possession, the ownership is in the public, and not in any private person; and they 
are, therefore, held to be subject to the protection of the sovereign. The privilege of 
taking, killing, and transporting them may, on this ground, be regulated by the legis- 
lature. As to natural gas, however, the public has no title to or control over the gas in 
the ground. On the contrary, so far as it is susceptible of ownership, it belongs to the 
owners of the superincumbent lands in common, or, at least, such landowners have a 
limited and qualified ownership in it to the entire exclusion of the public.” Cites: 
No. 2,—State vs. Indiana & Ohio Oil, Gas & Mining Co., 22 N. E. 778. 
4.—Jamieson vs. Indiana Natural Gas & Oil Co., 128 Ind. 555. 
Cited in: 
No. 19.—Richmond Natural Gas Co. vs. Enterprise Natural Gas Co., 66 N. E. 782. 
28.—Haskell vs. Cowham, 187 Fed. Rep. 403. 
30.—West vs. Kansas Natural Gas Co., 221 U. S. 229 


1900 


_ No. 16.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., Su- 
preme Court of Indiana, 155 Ind. 566. 

‘In a suit to prevent the transportation of natural gas through pipes at a pressure 
in excess of the natural rock pressure, and by means other than the natural pressure of 
the gas flowing from the wells, as prohibited by Burns’ Rev. St. 1894, Sec. 7507 
(Acts 1891, p. 89), a complaint which does not aver that complainants’ property is 
endangered by the defendant’s alleged wrongful acts, nor that they are likely to sus- 
tain any special injury peculiar to themselves, is demurrable.’’ Cited in: 

No. 19.—Richmond Natural Gas Co. vs. Enterprise Nat. Gas. Co., 66 N. E. 782. 


1901 


No. 17—Manufacturer’s Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 
Supreme Court of Indiana, 156 Ind. 679. 

This involved the same demurrable law points as the preceding case. Cited in: 

No. 19.—Richmond Nat. Gas Co. vs. Enterprise Natural Gas Co., 66 N. E. 782. 


1902 


No. 18.—Federal Oil Company vs. Western Oil Company, U. S. Circuit Court of 
Appeals, 121 Fed. Rep. 674. 

“The nature of property in natural gas and oil contained in the earth, and the legal 
effect of the instrument here in question, have been settled authoritatively by the 
rulings of the Supreme Court of Indiana,” Cites: 

No. 2.—State vs. Indiana & Ohio Oil, Gas & Mining Co., 22. N. E. 778. 

5.—People’s Gas Co. vs. Tyner, 131 Ind. 277. 
13.—Ohio Oil Co. vs. Indiana, 177 U.S. 190. 
- 14,—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 155 
Ind. 461. 
1903 


No. 19.—Richmond Natural Gas Co. vs. Enterprise Natural Gas Co., Appellate 
Court of Indiana, 66 N. E. 782. 

“The Indiana law providing that natural gas shall not be transported through 
pipes at a pressure exceeding 300 lb. per square inch, nor otherwise than by the natural 
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pressure of the gas flowing from the wells, does not prohibit the use of pumps to aid 
transportation where the pressure is not thereby increased beyond the legal limit, nor 
does it prohibit the waste of gas; and hence a right in an adjoining owner, tapping a 
common reservoir, to injunctive relief, is not made out by merely alleging the use 
of pumps whereby gas is wasted. * * * We cannot agree with counsel for 
appellees that the legislature, by this statute, has conclusively determined that 
the effect of the use of pumps is necessarily injurious, and has absolutely pro- 
hibited their use. Appellee’s case is not made out by merely showing the use of pumps 
for the purpose of transportation. The use of pumps or compressors for such purpose 
is not ipse facto unlawful. The constitutional validity of the statute is not ques- 
tioned. * * * It is no longer an open question in this state that natural gas, when 
reduced to possession, becomes private property, and is a commercial commodity, 
which the owner may dispose of in whatever manner he may consider most advanta- 
geous. * ** Whatever gas, through natural causes, rises to the surface of the ground 
through the wells of an individual owner, and is carried by such natural forces into 
tanks, pipe lines, or other receptacles of such owner, becomes absolutely his property. 
The only limitation upon such owner taking the gas is the manner in which he shall 
take it from the wells. * * * ‘Natural gas in the ground is so far the subject of 
property rights in the owners of the superincumbent lands that while each of them has 
the right to bore or mine for it on his own land, and to use such portion of it as, when 
left to the natural laws of flowage, may rise in the wells of such owner, and into his 
pipes, no one of the owners of such lands has the right, without the consent of all the 
other owners, to induce an unnatural flow into or through his own wells, or'to do any 
act with reference to the common reservoir and body of gas therein injurious to 
or calculated to destroy it.’ * * * Thesole question here is whether the special find- 
ings show that the'use of the pumps and compressors will work such injury to appellees, 
by increasing the flow of gas from the wells, as entitles them to injunctive relief. Itisa 
property of gas, that, while easily compressed, it is always ready to expand and occupy 
more space. This expansive force or tension imparted to it by some pressure brings it 
through the wells to the surface, and into pipes or other receptacles. The quantity of 
the gas that this expansive force or tension, overcoming the atmospheric pressure, will 
bring to the surface, and into the pipes or receptacles, is the natural flow of the wells. 
The natural import of the term ‘natural flow’ as used in the statute, necessarily 
means the entire volume of gas that will issue from the mouth of a well when retarded 
only by the atmospheric pressure. If certain wells will bring into a receptacle at the 
surface 1,000,000 ft. of gas per day, that is their natural flow. Suppose a valve in this 
receptacle permits one-half this volume to pass into pipes to consumers. Opening an 
additional valve, and permitting one-half the balance to pass from the receptacle to 
other consumers, does not increase the natural flow, in the sense in which the term is 
used in this statute. With the additional valve a greater portion of the natural out- 
put of the wells is taken, but the natural flow of the wells has not been increased. And 
as illustrated in appellant’s brief, suppose pumps are attached to a well naturally pro- 
ducing 1,000 bbl. of water per day, for the purpose of forcing 500 bbl. daily to a higher 
altitude, in order that it may be utilized. Although the water flowed from the well 
into a main to which the pumps were attached, and the total output put under control, 
it could not be claimed that the natural flow of the well had been increased by the use 
of the pumps in carrying half the natural flow to a place for convenient distribution. 
It must be conceded that the appellant has the right to use all the gas that naturally 
comes through its wells to the surface of the ground. When we speak of this as the 
‘natural flow of the wells,’ we necessarily mean the total output of the wells from 
natural causes. The term ‘natural flow,’ as used in the statute, can be given no other 
reasonable meaning. * * * Increasing this natural flow of gas or this total output of 
the wells from natural causes is the thing that is prohibited, and so long as the appli- 
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ances take less than this natural flow, as thus understood, it cannot be said that they 
have increased the natural flow. Upon the facts found, all the gas that goes into the 
pumps on the intake side goes in by reason of its own expansive force or tension. ‘This 
expansive force or tension must necessarily exist as long as back pressure is main- 
tained at the pumps. * * * Unless the pumps were so operated as to entirely re- 
move this back pressure and create suction in the wells, it could not be said that they 
would increase the natural flow or natural output of the wells. From the facts 
found, the only effect of the use of the pumps is to decrease the force of this back pres- 
sure, but this the statute does not prohibit. It is true that through the use of the 
pumps a greater portion of the natural flow or total natural output of the wells will 
be taken than would be taken without their use, and that the back pressure in the 
wells will be correspondingly decreased. * * * It cannot be denied that appellant 
might lawfully dispose of the total product of its wells to consumers near the wells, and 
the total natural flow be consumed by them, without maintaining any back pressure in 
the wells. * *.* While the court found, as an ultimate fact, that the use of the 
pumps has the effect of increasing the general flow of gas from the wells, it also found 
the primary facts from which it appears that the use of the pumps would not increase 
the amount of gas coming from the wells through the natural laws of flowage. In such 
case the ultimate fact will be disregarded on appeal.”’ Cites: 
No. 2.—State vs. Indiana & Ohio Oil, Gas & Mining Co., 22 N. E. 778. 
4,—Jamieson vs. Indiana Nat. Gas & Oil Co., 128 Ind. 555., 
13.—Ohio Oil Co. vs. Indiana, 177 U. S. 190. 
14.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 155 


Ind. 461. 

15.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 155 
Ind. 545. 

16.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 155 
Ind. 566. / ‘ 


17.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 156 
Ind. 679. 
1903 


No. 20.—Consumers’ Gas Trust Co. vs. American Plate Glass Co., Supreme Court 
of Indiana, 68 N. E. 1020. 

“The mere fact that the complaint disclosed that the gas company was using a 
pumping station in the winter time, at a point some 6 miles from the land in question, 
for the purpose of overcoming the friction incident to the flow of gas through many 
miles of pipe, does not stamp such company as a lawbreaker. ‘There is nothing to 
suggest that by means of such pumping station the natural pressure of the gas at the 
wells was increased, or that the pressure in the pipe exceeded 300 lb. per square inch.” 


1903 


No. 21.—Acme Oil & Mining Co. vs. Williams, 74 Pac. Rep. 296. 

“leases are only valuable on development, and are then only valuable to both par- 
ties to the extent that the product may be secured and disposed of; and when the only 
consideration for the lease is the share which the lessor will obtain of what is produced, 
there is always an implied covenant that diligence will be used toward such produc- 

tion. ‘There are few other mining enterprises where delay is so dangerous, and where 
diligence in securing immediate possession of the mineral is so necessary, as is mining 
for oil. As to the precious metals, fixed in the veins which hold them, they remain 
intact until extracted. Oil, on the contrary, is of a fluctuating, uncertain, fugitive 
nature, lies at unknown depths, and the quantity, extent and trend of its flow are 
uncertain. It requires but a small surface area, in what is known as an oil district, 
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upon which to commence operations for its discovery. But when a well is developed 
the oil may be tributary to it for a long distance through the strata which holds it. 
This flow is not inexhaustible, no certain control over it can be exercised, and its actual 
possession can only be obtained, as against others in the same field, engaged in the 
same enterprise, by diligent and continuous pumping. It is anybody’s property who 
can acquire the surface right to bore for it, and when the flow is penetrated, he who 
operates his well most diligently obtains the greatest benefit, and this advantage is 
increased in proportion as his neighbor similarly situated neglects his opportunity.” 


1905 


No. 22.—Brewster vs. Lanyon Zinc Co., U.S Circuit Court of Appeals, 140 Fed. 
Rep. 801. : 

“Experience in other oil and gas fields has demonstrated that wells drilled in the 
vicinity of producing wells were not infrequently unproductive. The only method of 
_certainly determining whether or not particular lands contained oil or gas in 


paying quantity was by drilling thereon to considerable depth. * * * Light will be 


thrown upon the language used, and the intention of the parties will be better reflected, 
if consideration is given to the peculiar and distinctive features of the mineral deposits 
which are the subjects of the lease. Oil and gas are usually found in porous rock at 
considerable depth under the surface of the earth. Unlike coal, iron, and other min- 
erals, they do not have a fixed situs under a particular portion of the surface, but are 
capable of flowing from place to place and of being drawn off by wells penetrating their 
natural reservoir at any point. They are part of the land, and belong to the owner so 
long as they are in it, or are subject to his control; but when they flowelsewhere, or 
are brought within the control of another by being drawn off through wells drilled in 


- other land, the title of the former owner is gone. So, also, when one owner of the 


surface overlying the common reservoir exercises his right to extract them, the supply 
as to which other owners of the surface must exercise their rights, if at all, is propor- 
tionally diminished. * * * By reason of the conditions on which the lease is 
granted the lessor retains at least a contingent interest in the oil and gas, to the profit- 
able extraction of which the operations are directed. This interest in the subject of 
the lease, and the fact that the substantial consideration for the grant lies in the pro- 
visions for the payment of royalty in kind and in money on the oil and gas extracted, 
make the extent to which and the diligence with which the operations are prosecuted of 
immediate concern to the lessor. If they do not proceed with reasonable diligence, 
and by reason thereof the oil and gas are diminished or exhausted through the operation 
of wells on adjoining lands the lessor loses, not only royalties to which he would other- 
wise be entitled, but also his contingent interest in the oil and gas which thus passes 
into the control of others.’’ Cites: 
No. 8.—Brown vs. Spilman, 155 U. S. 665. 
13.—Ohio Oil Co. vs. Indiana, 177 U. 8. 190. 


1908 


No. 23.—Calor Oil & Gas Co. vs. Franzell et al., Court of Appeals of Kentucky, 
109 8. W. Rep. 331. 

“One who illegitimately wastes or destroys the gas of a district may be punished 
under the criminal statutes of the State, and may also be enjoined from committing 


such wrongful acts; but all parties owning gas wells in the district are free to make any 


legitimate use of the gas they choose, and the fact that this legitimate use tends to 
exhaust the supply gives the other owners of gas wells in the district no just ground of 
complaint. The Court knows, asa part of the history of the country, that natural gas 
districts after flourishing for a while are frequently entirely exhausted, and that manu- 
facturing and power plants established in a district, and dependent upon the use of 
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the gas for fuel, are forced to move elsewhere. This may happen to the district under 
consideration; Sues as said before, if this results from legitimate sales by the various 
' owners to other customers, no one of them has a just ground for complaint. They 
have all enjoyed the property while it existed, and when it is exhausted they, of course, 
can no longer enjoy it.” 

1908 


No. 24.—Louisville Gas Co. et al. vs. Kentucky Heating Co., Court of Appeals of 
Kentucky, 111 8. W. Rep. 376. 

“The right of the surface owners to take gas from subjacent fields or reservoirs is a 
right in common. There is no-property in the gas until it is taken. Before it is taken 
it is fugitive in its nature, and belongs in common to the owners of the surface. The 
right of the owners to take it is without stint; the one limitation being that it must 
be taken for a lawful purpose and in a reasonable manner.” 


1909 

No. 25.—Kansas Natural Gas Co. vs. Haskell, United States Circuit Court, 172 
Fed. Rep. 545. 

“From all of which it becomes apparent the contention of defendants that the 
natural gas found within the territorial limits of the State is the common heritage of the 
people of the State, which may be conserved and preserved by the State as trustee of 
those things in which the people have a common interest, as flowing streams, wild 
animal life, etc., is unsound and must be denied. On the contrary, it must be held he 
who by lawful right reduces to his possession mineral, gas, or oil, has the same abso- 
lute right of property therein, with the same power of barter, sale, or other disposition, 
including, of necessity, the right of transportation and delivery under such reasonable 
rules and safeguards as the exigencies of the case may demand and the State employ, as 
the farmer has of his corn, his wheat, or his stock, or the merchant of his wares, and 
such absolute right therein as the State cannot deny him without making just compen- 
sation, and any attempt to do so would bei in violation of the fourteenth amendment to 
the federal Constitution.” Cites: 

No. 3.—Westmoreland, etc., Co: vs. DeWitt, 130 Pa. 235. 

4,.—Jamieson vs. Indiana Natural Gas & Oil Co., 128 Ind. 555. 
8.—Brown vs. Spilman, 155 U. 8. 665. 

10.—Thomas C. Kelley vs. Ohio Oil Co., 57 Ohio State, 317. 

11.—State of Indiana vs. Ohio Oil Co., 150 Ind. 21. 

13.—Ohio Oil Co. vs. Indiana, 177 U. S. 190. 

Cited in: 
No. 30.—West vs. Kansas Nat. Gas Co., 221 U. 8. 229. 7 


1910 
No. 26.—Ilo Oil Co. vs. Indiana Naburst Gas & Oil Co., 174 Ind. 635. Indiana 
Supreme Court. 
“A plaintiff that is pumping oil by the use of artificial means has no standing in 
court to enjoin defendant from doing the same thing, but in a greater degree, since the 
plaintiff must do equity and come into court with clean hands.” 


1910 


No. 27.—Kolachny vs. Galbreath, 26 Oklahoma 772. 

“‘Qil and gas, while in the earth, unlike solid minerals, are not the subject of owner- 
ship distinct from the soil, and the grant of the oil and gas, therefore, is a grant, not of 
the oil that is in the ground, but of such part as the grantee ney find and passes nothing 
that can be the subject of an ejectment or other real action.”’ Cited in: 

No. 29:—Frank Oil Co. vs. Bellview Gas & Oil Co., 29 Okla. 719. 


' 
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1911 
No. 28.—Haskell vs. Cowham, United States Circuit Court, 187 Fed. Rep. 403. 
“The right of a private citizen by means of his ownership of, or of his mining leases 
on, land to draw gas or oil from beneath its surface is property and sometimes valuable 
property. * * * Interstate commerce in natural gas, including the transportation 
thereof in pipe lines, is a subject national in its character and susceptible of regulation 
by uniform rules, and the silence or inaction of Congress regarding it is a conclusive 
“indication that it intends that interstate commerce therein shall be free and laws of 
States, and acts of its officers which either prohibit or substantially burden it are 
without justification violative of the Constitution and-void. * * * Neither a State 
nor its officers may prevent or unreasonably burden interstate commerce in the natu- 
ral gas within it by preventing the use to transport it of pipe lines across the highways 
of the State by means of the exercise, or the refusal to exercise, the police powers or 
the proprietary powers of the State over them.” Cites: . 
No. 2.—State vs. Indiana & Ohio Oil, Gas & Mining Co., 22 N. E. 778. 
13.+-Ohio Oil Co. vs. Indiana, 177 U. S. 190. 
15.—Manufacturers’ Gas & Oil Co., vs. Indiana Natural Gas & Oil Co., 155 
Ind. 545. 
1911 


No. 29.—Frank Oil Co. vs. Bellview Gas & Oil Co., 29 Okla. 719. 

‘Oil and gas, while in the earth, unlike solid minerals, are not the subject of owner- 
ship distinct from the soil, and the grant of the oil and gas, therefore,.is a grant not of 
the oil that is in the ground, but of such part as the grantee may find, and passes 
nothing except the right to explore for the same under the terms of such contract. 
* * * A different rule of construction obtains as to oil and gas leases from that 
applied to ordinary leases or to other mining leases. Owing to the peculiar nature of 
the mineral, and the danger of loss to the owner from drainage by surrounding wells, 

“ such leases are construed most strongly against the lessee and in favor of the lessor. 
Cites: 
No. 27.—Kolachny vs. Galbreath et al., 29 Okla. 772. 


; 1911 


No. 30.—West vs. Kansas Natural Gas Co., United States Supreme Court, 221 
U.S. 229. 

“The case is a valuable one and clearly announces the rights of an owner to the soil 
beneath it, and the relation of his rights to all other owners of the surface of the soil. 
The right of taking the gas, it was said, was common to all owners of the surface, and 
because of such a common right in all land owners, and unlimited use (against a waste- 
ful use the statute was directed) by any it was competent for the State to prohibit. 
This limitation upon the surface owners of property was justified by the peculiar 
character of gas and oil, they having the power of self-transmission, and that therefore 
to preserve an equal right in all surface owners there could not be an unlimited right in 
any. Gas and oil were likened to, not made identical with, animals fere nature, and, 
like such animals, were subject to appropriation by the owners of the soil, but also, 
like them, did not become property until reduced to actual possession. But an impor- 

tant distinction was pointed out.. In things fere nature, it was observed, all were 
endowed with the power of reducing them to possession and exclusive possession. In 
the case of natural gas, only the surface proprietors had such power, and the distinc- 
tion, it was said, marked the difference in the extent of the State’s control. In the 
one, as the public are the owners, everyone may be absolutely prevented from seeking 
to reduce to possession. No devesting of private property, under such a condition, 
can be conceived, because the public are the owners, and the enactment by the State 
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of a law as to the public ownership is but the discharge of the governmental trust 
resting in the’State as to property of that character. * * * On the other hand, as 
to gas and oil, the surface proprietors within the gas field all have the right to reduce to 
possession the gas and oil beneath. They could not be absolutely deprived of this 
right which belongs to them without a taking of private property.’ And this right, it 


-was further said, was coequal in all of the owners of the surface, and that the power of _ 


the State could be exerted ‘for the purpose of protecting all the collective owners, by 
securing a just distribution, to arise from the enjoyment by them of their privilege to 
reduce to possession, and to reach the like end by preventing waste.’ And further 
characterizing the statute, it was said, viewed as one to prevent the waste of the com- 
mon property of ‘the surface owners, it protected their property, not devested them of 
it. And special emphasis was given to this conclusion by the comment that, to assert 
that the right of the surface owners to take was, under the 14th Amendment, a right to 
waste, was to say that one common owner may devest all the others of their rights 
without wrongdoing; but the lawmaking power cannot protect all the owners in their 
enjoyment without violating the Constitution of the United States.’ The case, there- 
fore, is an authority against, not in support of, the contention of the appellant in the 
case at bar. The statute of Indiana was directed against waste of the gas, and was 
sustained because it protected the use of all the surface owners against the waste of 
any. The statute was one of true conservation, securing the rights of property, not 
impairing them. Its purpose was to secure to the common owners of the gas a pro- 
portionate acquisition of it—a reduction to possession and property—not to take away 
any right of use or disposition after it had thus become property. It was sustained 
because such wasits purpose. * * * Gas, when reduced to possession, is a commod- 
ity; it belongs to the owner of the land; and, when reduced to possession is his indivi- 
dual property, subject to sale by him, and may be a subject of intrastate commerce 
and interstate commerce. * * * These propositions were announced: (1) Natural 
gas is as much a commodity as iron ore, coal, or petroleum, or other products of the 
earth, and can be transported, bought and sold as other products. (2) It is not a 
commercial product when it is in the earth, but becomes so when brought to the 
surface and placed in pipes for transportation.” Cites: 

No. 2.—State vs. Indiana & Ohio Oil, Gas & Mining Co., 22 N.E. 778. 

No. 4.—Jamieson vs. Indiana Natural Gas & Oil Co., 128 Ind. 555. 

No. 13.—Ohio Oil Co. vs. Indiana, 177 U. 8. 190.: 

No. 15.—Manufacturers’ Gas & Oil Co. vs. Indiana Natural Gas & Oil Co., 155 
Ind. 545. 

No. 25.—Kansas Natural Gas Co. vs. Haskell, 172 Fed. Rep. 545. 
Cited in: 

No. 31.—Haskell vs. Kansas Natural Gas Co., 224 U. S. 217. 


, 1912 


No. 31.—Haskell vs. Kansas Natural Gas Co., United States Supreme Court, 
224 U.S. 217. f 

“Natural gas after severance is a commodity which might be dealt in like other 
products of the earth, as coal and other minerals, and is a legitimate subject of inter- 
state commerce; and that no State, by such laws as were involved in the case, can 
prohibit its transportation in interstate commerce beyond the lines of that State. 
The court held, after considering and construing the provisions of the act of 1907, 
that it was, upon its face, a law undertaking to prohibit the transmission or trans- 
portation in interstate commerce of natural gas to points beyond the State; that it 
was an unconstitutional interference with the rights of the complainants, who were 
legitimately engaged in that commerce, and that therefore the act was null and void.’ 


Cites: 
No. 30.—West vs. Kansas Natural Gas Co., 221 U. S. 229. 


~ 
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DISCUSSION 


Davip T. Day, Washington, D. C.—I would like to ask whether the 
court decisions quoted in the paper are general, or do they represent 


one side of the case; if so, are there any decisions that represent more - 


than one side of the case? Are they of general application, or do they 
affect only one side? 

Also, what is the difference between a pump and a compressor from 
the standpoint of the natural-gas industry? I notice stress is laid on the 
word “pump” in connection with some of the legal decisions, and then 
it is stated that they must not pump or compress above 300 lb. The 
question is, is a pump a compressor and a compressor a pump, under 
certain conditions? 


SamuEL 8S. Wyer, Columbus, Ohio.—Answering the first question, 
I will say that the decisions cover both sides of the case very thoroughly, 
and are uniformly on the side that a company is justified in the use of gas 
compressors; in other words, there are no decisions holding it to be illegal 
to use gas compressors, with the exception noted in Indiana, Kansas, and 

Oklahoma where you cannot go below atmospheric pressure. 

In regard to the second question, I think the engineers and the gas 
operators themselves are responsible for the confusion. It is because 
the use of the term “pump” is almost universal, arid so many people 
have obtained the idea that the primary function of a gas compressor 
is to pump air into the gas, in order to increase the consumers’ gas bills. 

I appreciate that it is very hard to draw a clear line of demarcation 
between a pump and a compressor. The distinction I have always made 
myself, and which I think is a logical one, is that you do not get the 
pumping action until you get below atmospheric pressure. 

As far as the compression end is concerned, there is only one State, 
namely, Indiana, that has any statutory limitation with regard to how 
high the pressure may be increased in order to put the gas into the trans- 
mission lines. The State law in Indiana limits the maximum pressure 
to 300 lb. per square inch. 


I. N. Knapp, Ardmore, Pa.—I think the way the confusion in terms 
between a pump and a compressor originated was that years ago when gas 
compressing was first attempted it, was done with a vertical pump cylinder 
placed at one well and operated from the walking beam. This was called 
gas pumping. Afterward when several wells by long suction lines were 
attached to a regular compressor, this was called gas compressing. 


_ W.1L.Saunpmrs, New York, N. Y.—I am rather surprised that there 
should be any question as to the difference between a pump and a com- 
pressor in gas compression. A compressor may become a pump at any 
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time, if it is so applied to its work that it is expected to suck from a well 
or from a retort, where the pressure may be less than the atmosphere, 
or greater than the atmosphere, and then, on the other side of the piston, 
it becomes a compressor; in other words, it is common practice in the 
manufacture of machinery for gas compression and gas transmission 
to use practically the same apparatus, both for pumping (sucking) and 
for compressing (raising the pressure to a higher degree and discharging 
it into a line or into a retort). 


Davip T. Day.—Is it a fact that a State Legislature has taken 
cognizance of the idea that air is pumped in with natural gas, to include 
in their definition of a pump something that takes air and pumps it 
into natural gas? 


SAMUEL S. WyER.—Not to my knowledge. 


I. N. Knapp.—In a gas case in Omaha, Neb., the complainant alleged 
that air was pumped into the gas. By expert testimony it was established 
that if air was pumped into this manufactured gas, as alleged, its illumi- 
nating value would be destroyed and so it would have no merchantable 
value. The Judge of the Court discredited this testimony by saying, 
“I believe this gas company does put air in their gas and they do sell 
God’s free air for $1.35 per foot.” 

This is not 'an unusual exhibition of the “judicial mind” in gas 
cases. 

The gas rate was $1.35 per thousand cubic feet. 


W. L. Saunpgers.— Will Mr. Wyer explain why in Indiana, or any- 
where else, the pressure should be limited to 300 1b? It is not uncommon 
to carry compressed air to 2,000 or 3,000 lb. pressure. I fail to see why 
there should be a limitation. The strength of the vessel containing 


‘the compressed air should be the limit of the pressure, and the vessel 


should be properly inspected. I fail to see why there should be any dis- 
tinction in the matter of gas. 


SamugEL S. Wyer.—In passing a law like that, the Supreme Court 
of the United States, upholding the authority of the Legislature, under 
the general police power, really answered the question by sustaining the 
power of the legislature to fix some limit which would be safe, but refused 
absolutely to say that 300 lb. per square inch was a safe figure to use 
in that case. That law, of course, was passed a number of years ago in 
the early days of the art, and the people at that time thought if they 
had more than 300 lb. pressure in the line it became unsafe, and, there-_ 
fore, under the general police powers, it was held that the State had the 
right to regulate it. At the present time a number of lines in other States 
are operating at about 400 Ib. pressure. 
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Harrison SoupsEr, Cornwall, Pa.—I would like to ask why the ail 
producers object to the larger producers having a compressor or pump 
on the line. 


Samurt 8. Wyrer.—There are two reasons for their objections. In 
the first place it is generally purely a blackmailing proposition. The 
small producer, upon finding that the production is going down and he 
is unable to make money, in many cases takes one last chance by black- 
mailing the fellow who has been successful. 

The other reason is the misapprehension as to the ownership of gas. 
Many men do not appreciate that there is no ownership in gas until it is 
reduced to possession. In other words, there is not a single conflicting 
opinion on the point that there is absolutely no property right and no 
ownership of the gas under the realty until that gas has been reduced 
to possession, so that it can come under the owner’s control. 


I. N. Knapp.—Mr. Wyer speaks of the little gas producer blackmailing 
the large producer. Now I would like to present the other side of that 
question. 

I have had a large producer with a market for his gas come to me 
when I was a small oil producer and say: ‘‘ Well; Knapp you are in the 
oil business and we hear you have found some pretty good gas wells. 
Now, as an oil man you can’t have much use for all the gas you have; 
those wells must be sort of dead stock on your hands. How would you 
like to get back the money the gas wells cost you?” 

“Well,” said I, “if I drilled a lot of dry’ holes you would not come 
around here asking me how I would like to get my money back. My 
gas wells are worth several times their cost.’ 

“Oh, well, you eannot sell the gas. It is not worth anything to you. 
You are mighty lucky to get the offer we make. If you do not accept 
we will drill around here on our leases and get all the gas anyway.” 

This shows the other side of the question. 


F. G. Cuapp, New York City——I would like to ask Mr. Wyer 
regarding the laws in fields where the sands are wet as distinguished 
_ from those where they are dry. 


SamvueL 8S. Wyrer.—There is no law on the subject, outside of the 
recent conservation order of the Oklahoma Corporation Commission. 


I. N. Knapp.—I believe Mr. Clapp asked a question about water 
raising in a gas sand. I once operated in a small field where the pro- 
ductive gas sand appeared to be about 14 mile wide by 114 miles long. 
The sand was 10 to 15 ft. thick, somewhat like the Berea grit, only 
softer. The State Geologist considered this pool was in the bottom of a 
synclinal trough. There were five or six wells in it. 

If you drew too strong on any one well salt water would appear very 
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promptly. I imagine the water drew up toa cone shape in the sand with 
the apex entering the well. By shutting off such a well for a few days 
the water disappeared or rather seemed to level off. 

The best results indicated that the wells should all be drawn on 
evenly. The top of the sand was quite level as near as could be measured 
with a steel line and anticlinal conditions cut no figure at all. 


F. G. Crapp.—It would seem pertinent here to mention the dis- 
crepancy between fields where the sands are wet, or saturated with water, 
and fields where the sands are dry. It is a fact that the Clinton sand of 
Ohio, which is so full of gas, has scarcely any water in it, while, on the 
other hand, in the Oklahoma, Kansas, and Texas fields, the sands are 
saturated with water. 

It is a question whether the law should apply with the same weight 
in fields of the two types. For instance, when a field is being developed 
in Ohio, gas can be drawn out with or without compressors, and no 
matter how hard it is drawn upon, no water will enter the space sur- 
rounding the well, to take the place of the gas exhausted, unless, of 
course, the casing be faulty. On the other hand, if we suppose a common 
instance, where an individual or a company opens a well on the down- 
dip side of the field, and allows the gas to flow out under its own pressure, 
the pressure is caused to decline and the water at once commences to 
encroach on that side of the field. If the gas companies are using com- 
pressors in that pool the encroachment of water is much more active. 
Should not the laws, in all cases, be worded so as to distinguish carefully 
between the use of compressors in fields where the sands are wet and > 
those where they are dry; also to distinguish between local use of com- 
pressors in a single well or group of wells and their more general use 
through the entire field? I would like to ask Mr. Wyer if it is not 
desirable to-enact laws which will distinguish between the different 
classes of fields and different phases of compressor use? 


Samueu 8. WyrER.—My own idea, based on the development of the 
common law principles, as given in the paper, is that there ought to be 
no restriction at all with regard to the removal of the gas; in other words, 
every foot of gas in the ground that can be removed ought to be, and 
the only way that it can be thoroughly removed, in practically all cases, 
is by the use of gas compressors. 

Answering the other phase of your question, in this particular case 
of litigation, the producer who brought the suit operated about 70 
wells in the Ohio field, and he had only one market, namely, Mount 
Vernon, Ohio. The wells were scattered all around the town, and he 


had three main lines from these wells going into that one market, and 


therefore his length of haul for his own gas was very much shorter than 
the large company that had markets all over the State of Ohio. 
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That made such a marked difference that, as stated in the last para- 
graph, out of 4,510 hourly pressure comparisons, the small producer, 
without any compressor 90 per cent. of the time, was maintaining lower 
pressures than prevailed on the adjacent wells which discharged into the 
intake of the large compressing station, and 25 per cent. of the time he 
had a lower pressure on those wells than was maintained at the intake 
of the station, I mean right within a few feet of the intake side of the 
compressor. That shows that if market conditions are favorable, 
in many instances the pressure can be reduced very much lower merely by 
large lines of short length than is possible even with a large compressing 
station. 


F. G. Crarr.—If we should consider that matter a little further, 
I presume we would all agree regarding dry sands, since no harm can 
come to the field, no matter how strongly the gas is drawn out with a 
compressor, but there still remains the question of a wet sand, as in 
Texas and Oklahoma. As Mr. Wyer says, a company should be allowed, 
for the good of the public and itself, as much gas as can be drawn out. 
But then I would raise the question, if a company enters a wet field and 
pulls too strongly on part of it, whether as much gas can be drawn out 
as if it were taken out through a slower process. 

In certain fields which I have in mind, particularly a long, narrow 
one in Texas, like Mr. Knapp has mentioned, the field is about 15 miles 
long and a little over 44 mile wide. The salt water saturates the sand 
along the eastern side, and in a very few months the wells drawn upon 
along that side have been flooded by water, necessitating the abandon- 
ment of some of them. It is a serious question whether there should 
not be some regulation, not one to hamper the companies, but some 
sort of regulation or provision so that an engineer placed in charge of 
the entire field should insist that the gas be taken out uniformly and 
scientifically to prevent any drowning by water. 

This seems to me a very important subject, as so many fields have 
been ruined by influx of water. Probably that, more than anything 
else, has caused the failure of so many of our good gas fields early in their 
history. 

We would presumably all agree that whatever laws be enacted, 
or whatever regulation be made, should be for the best interest of the 
companies, especially the public utility companies, because they are, 
as a rule, honestly doing their best to supply the people with gas, and 
my opinion is that no gas field, no matter how large it is, whether it be 
the central Ohio field, or one in Texas, should be operated by more than 
one company. In my mind, a gas field can be operated to best ad- 
vantage and for the greatest good of a company and its consumers only 
if the company is unrestricted in developing the particular field in which 
it is operating. 
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; In the gas business we may say, as opposed to our ideas in many 
lines of business, that we believe in monopoly. We know that the 
large gas companies understand their business, they know how to take 
out the gas, how to sell it, and most of them know what the rates should 
be. While we can wisely restrict them in certain particulars, we should 
allow them as much freedom as possible in developing the field for the 
best interests of the people. 

That, I think, has been done by the large gas companies which are 
operating in Pennsylvania, West Virginia, and Ohio, and which have 
generally developed their fields wisely, operating individual fields for 
many years, and practically all these communities are still being supplied 
with gas. This is largely due to the moderate degree of competition. 
But in Oklahoma, on the other hand, sometimes half a dozen or more 
companies are located in and around a single section, and several wells 
are drilled within a radius of a few thousand feet, which is very bad for 
the business, resulting in a great economic loss. Sooner or later one of 
the companies is obliged to jump in with a compressor, then the others 
follow suit, and the field is rapidly drowned through influx of water. If 
that development were carried on through the operations of a single 
company, however, it would be done more wisely, and in a scientific 
manner, rather than in a haphazard way, as is the case where a number 
of individuals or companies have control. 

I must return to the point first mentioned, and still raise the question 
whether the law should take cognizance of the fact that some fields are 
wet and some are dry, so as to require the companies developing the wet 
fields to do so at the best possible advantage. 


SamureL S. Wyer.—In answer to Mr. Clapp’s suggestion, I will 
say it is physically impossible to do that, on account of the mani- 
festly unfair attitude of the United States Department of Justice. For 
four years the Department has been hounding the companies (I happen 
to be familiar with the facts) with a view to trying to get them to stop 
doing the very things Mr. Clapp has recommended, in other words, 
working in harmony and in unison in the development of the fields. 

According to the Department of Justice, the public is not well served 
unless there is cut-throat competition in the field. That, as any one 
knows, is of course decidedly wrong, and until such time as the United 
States Department of Justice turns about face and works in harmony 
with the Bureau of Mines and the Geological Survey on conservation 
matters it will not be possible to get unified control conditions in the 
natural gas fields that are absolutely essential to true conservation and 
to the best development of our natural resources. 

The attitude of the Department in preventing regulated, unified 
control has cost the public many thousands of dollars in the depletion 
of fields that could have been maintained for a large number of years 
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had they been properly operated, which operation, however, could have 
been properly continued only by an absolute unified control of the entire 
field, such as Mr. Clapp suggests. This, however, is the very thing the 
agents of the United States Department of Justice have tried to prevent 
at all times up until the present time, as well as at the present time. 


W. L. SaunpErs.—I would like to ask Mr. Wyer a question. Has 
this subject been brought to the attention of the Federal Trade Com- 
mission? The Federal Trade Commission is a mediator between the 
public and the Department of Justice, and in many things similar to this 
the Federal Trade Commission has been very helpful to the business 
interests, by hearing the case, giving special advice, and avoiding contact 
with the Department of Justice in certain cases. 

We must bear in mind that the Department of Justice is created to 
enforce the law; it has no authority except to enforce the law. It cannot 
change the law. It simply must tell you that the law (in these cases 
I presume it is the Sherman Law), goes contrary to what you are doing, 
and you must stop, but the Sherman Law is not a law like that of the 
Medes and Persians. The Sherman Law is capable of a good deal 
of elasticity, and since the establishment of the Federal Trade Com- 
mission, the business men in various lines have found it advantageous 
and very profitable in the interest of good business to codperate 
with the Federal Trade Commission in avoiding contact with the 
Department of Justice. 

I should like further to ask Mr. Wyer if this trouble with the Depart- 
ment is a recent or an old one? 


SAMUEL 8S. WrER.—Answering the two inquiries in the order in which 
they were made, so far as I know, no attempt has been made to secure 
relief through the new Commission. I believe, however, thereis an oppor- 
tunity there of bringing about adequate relief as Mr. Saunders suggests. 

With regard to the second query, the trouble is not a new one; it 
has been going on ever since the Department became active in looking 
up the alleged unification of interests in the gas business, which, of 
course, dates back a number of years. 
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Necessary Use and Effect of Gas Compressors on Natural Gas Field 
. Operating Conditions* 


BY SAMUEL 8. WYER, { M. E., COLUMBUS, OHIO 
(New York Meeting, February, 1916) 


1. Tux following is an abridgment of a recent report made by the 
author, covering an investigation of: 

(A) The necessary use of natural-gas compressors; 

(B) The effect of gas compressors on natural-gas field operating 
conditions in Ohio, with special reference to the working pressure relations 
of gas wells of one company discharging by natural rock-pressure flow 
without compressors, and adjacent wells of other companies, discharging 
into intake lines to gas-compressing stations. 

Tests were made at 107 different places in the counties of Fairfield, 
Licking and Knox, Ohio, which required 7,000 miles of automobile driv- 
ing, and consumed 6 months’ time. 

2. A proper conception of the necessary use and effect of natural-gas 
compressors in natural-gas production necessitates a clear understanding 
of certain fundamental definitions and judicial doctrines, which are given 
herein. : 

3. Gas is a fluid composed of a large number of molecules which are 
vehicles of energy continually in motion, and having an inherent tendency 
to get farther and farther apart. The range of motion of the molecules is 
limited only by the volume of the closed containing vessel in which they 
constantly move to and fro. The most distinguishing characteristic of 
gas is its universal property of completely filling an inclosed space. 

4, Gas pressure is the result of the combined efforts of all the moving 
molecules in the mass trying to get farther and farther apart, that is, a 
mass of gas inclosed in a vessel expands and fills it, and being restrained 
from further expansion, it exercises a pressure against the walls of the 
vessel. ‘This pressure is the same in all directions on equal areas of sur- 
face, as shownin Fig. 1. With a given mass of gas, any increase in 
volume of containing vessel will give the molecules more range of motion, 


* The public’s interest in the age and magnitude of the art of gas compressing and 
development of the law relating to the use of gas compressors in natural gas produc- 
tion is discussed in the preceding paper, Development of the Law Relating to the 
use of Gas Compressors in Natural Gas Production; see also Is It Feasible to 
Make Common Carriers of Natural Gas Transmission Lines, vol. xlviii, 471 to 480 
(1914). 

+ Consulting Engineer. 
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and thereby lower the pressure. Thus, if a part of a given mass is re- 
moved from a closed vessel or reservoir, the remaining mass of gas will 
expand instantly and keep the vessel or reservoir filled, but at a lower 
pressure. 

5. The pressure per unit of area exercised inward upon a mass of fluid 
is transmitted undiminished in all directions, and acts with the same force 
upon all surfaces in a direction at right angles to those surfaces. Hence, 
the pressure applied to any area of a confined fluid is transmitted to every 
other equal area through all the fluid, to the walls of the containing cham- 
ber, without diminution. This is known as Pascal’s law, and is shown in 
Fig. 1. According to this, the gas pressures in the various parts of a 


Fig. 1—Dracram ILLustratine Pasca’s Law. 


“continuous and connected reservoir” must be equal. If they are not 
equal, the various parts of the reservoir are not continuous or connected. 

6. As long as energy of any form undergoes no transformation it 
tends to gravitate to a lower degree of intensity, that is, become more 
stable and approach a universal level of stable equilibrium. Without 
external assistance fluids can flow only from higher to lower levels. Thus, 
water always seeks the lowest level, and confined gas tends to expand to 
lower pressures, and gases confined in “connected or continuous reser- 
voirs” always tend to and must ultimately equalize their pressures, and 
gas flow in pipes or underground reservoirs is always in the direction of 
the point of lower pressure. 

7. Boyle’s law is ‘The volume of gas is inversely proportional to the 
absolute pressure to which the gas is subjected; or, what is the same thing, 
the product of the absolute pressure and the volume of a given quantity 
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of gas remains constant.” This law is not followed literally by natural 
gas, but various gases deviate from it slightly, varying with the composi- 
tion of the gas itself, and the pressure to which the gas is subjected.! 

8. The word “‘barometer’”’ means instrument for measuring weight, 
and it indicates merely the pressure of the air at the point where it is 
placed. Sea level is the datum from which atmospheric pressures are 
reckoned. At that point dry air at 32°F. exercises a pressure of 14.7 lb. 
per square inch. The relation of atmospheric pressure to the other pres- 
sure terms is shown in Fig. 2. ; 

9. The term “‘vacuum”’ has three distinct meanings. 

(A) Literally, a space entirely devoid of matter. This is merely a 
theoretical conception. 
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ABSOLUTE VACUUM, STARTING POINT OF ALL GAS 
ACTIVITY AS FAR AS PRESSUFE /S CONCERNED 


Fig. 2.—Dracram Iuuustrating Gas-PREssuRE TERMS. 


(B) A space nearly devoid of matter, or a vessel from which the air 
has been exhausted to a very high degree, as may be done by apparatus in 
a scientific laboratory. Such high exhaustions are called by courtesy, 
vacua, as they are the nearest approaches that scientists have been able 
to make to absolute vacuum by the most refined methods known to 
science, and yet they are far from an absolute vacuum. 

(C) Ordinary use of the term means merely a partial diminution of 
pressure below the normal atmospheric pressure. This is the engineering 
conception, and the maximum attainable degree with ordinary engineer- 


1 This deviation is discussed in detail in a paper presented at the Spring Meeting 
(April, 1916) of the American Society of Mechanical Engineers. 
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ing appliances is about 14 lb. below atmosphere. This is the sense in 
which the term is used herein. 

10. The various gas-pressure terms are illustrated in Fig. 2. 

Gage pressure is simply the pressure indicated by a pressure gage. 

Barometric pressure is the atmospheric pressure, measured by a . 
barometer. - 

Absolute pressure is the sum of the gage pressure and the atmospheric 
pressure. 

Differential press ire is simply the difference between the pressure at 
the inlet and outlet of a gas line. In gas transmission it is necessary to 
have a high differential pressure in order to secure enough driving power 
to force the gas through the main. 

11. In measuring vacuum it is important to note that this is always 
reckoned downward from atmospheric pressure toward absolute vacuum; 
that is, it is measured in the direction opposite that which ordinary gage 
pressure or absolute pressure is measured, as shown in Fig. 11. 

12. The movements of gases in pipes are controlled by definite laws. 
The three that relate directly to the gas-compressing problem are: 

(A) ‘Increasing the length of a pipe four times reduces the quantity 
of gas discharged by the pipe one-half.” 

(B) “To double the quantity of gas delivered by a pipe it is necessary 
to quadruple the differential pressure.” 

(C) “The differential pressure required to pass a given quantity 
of gas varies exactly as the length of the pipe.” 

The primary function of gas compressors is to increase the available 
differential pressure in the line so as thereby to increase the line’s carrying 
capacity. 

13. “The term ‘natural flow’ necessarily means the entire volume of 
gas that will issue from the mouth of a gas well when retarded only by the 
atmospheric pressure” (Appellate Court of Indiana. 66 N. E. 782. 
Richmond Natural Gas Co. vs. Enterprise Natural Gas Co.). 

The courts have used the term “natural flow” synonymously for the 
engineering term “open flow,” both, however, meaning exactly the same 
thing. The marked difference etek the open flow of a gas well and the 
actual flow that may be obtained under routine operating conditions is 
emphasized in Fig. 9. 

14. Rock pressure and volume must decline as gas is removed. When 
nature generated or deposited the natural gas in the rock reservoir a fixed 
amount of gas was placed in a fixed inclosing space. The pressure in the 
rock—called “rock pressure’’—was the result of the pressing into this 
fixed rock space of a larger volume of gas than the mere free air capacity 
of this rock reservoir. The degree of compression employed by nature in 
the formation process determined the intensity of the resulting pressure 
in the reservoir; that is, a high degree of compression produced a high 
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rock pressure, and a low degree of compression produced a low rock 
pressure. 
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15. Coming now to the removal of this natural deposit of gas, we are 
confronted with the following: 
1. A fixed volume of the reservoir. 
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2. A fixed amount of gas inclosed in this fixed reservoir. 

3. A certain rock pressure resulting from the contraction of the gas 
volume into the fixed reservoir. 

Now, if a part of this fixed volume of gas is removed by tapping the 
reservoir from the surface of the earth, the remaining gas expands and 
keeps the reservoir completely filled, in accordance with the principles 
stated in Sections 4 and 5. The change in pressure will be in accordance 
with the law stated in Section 7. From this it is evident that, regardless 
of how the gas may be removed—whether by natural flow or by means of 
compressors—a decline in the rock pressure and total volumeis inevitable. 
The decline in rock pressure in two typical fields in Ohio is shown in graph- 
ical form in Fig. 3. 

16. Decrease in rock pressure always lowers compressor capacity. 
The rock pressure of wells has a direct bearing on the intake pressure that 
may be maintained at the gas compressors. The output of a typical 
compressor operating against a discharge pressure of 300 lb. gage is as 
follows, for the respective intake pressures: 


Capacity in Cubic Feet Free Gas per 


Intake Pressure 24 Hr. Based on 14.4 Lb, Atmos- 
above Atmosphere pheric Pressure 

150 : 30,800,000 

100 20,700,000 
75 15,600,000 
50 10,500,000 
30 6,550,000 
20 4,170,000 


Thus the decline of the wells reduces the capacity of the compressing 
station anfl necessitates the installation of more compressors as the field 
grows older. 

17. Judicial recognition of declining gas volume: 
United States Supreme Court: 


“Oil and gas have no fixed situs under a particular portion of the earth’s surface 
within the area where they abound. They have the power, as it were, of self-trans- 
mission. No owner of the surface of the earth within the area beneath which oil and 
gas move can exercise his right to extract from the common reservoir in which the 
supply is held without to an extent diminishing the source of supply as to which the 
other owners of the surface must exercise their rights.” 

“Tf possession of the land is not necessarily possession of the oil and gas, is there 
any reason why an oil and gas operator should not be permitted to adopt any and all 
appliances known to the trade to make the production of his wells as large as possi- 
ble.””—Ohio Oil Co. vs. Indiana. 177 U.S. 190. 


United States Circuit Court: 


“Oil and gas, unlike coal and iron, and other minerals, do not have a fixed situs 
under a particular portion of the surface, but are capable of flowing from place to 
place and of being drawn off by wells entering their natural reservoir at any point. 
They are part of the land and belong to the owner so long as they are in it or subject 
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to his control, but when they flow elsewhere and are brought within the control of 
another by being drawn off by wells drilled in other land, the title of the former owner 
is gone. So, also, when one owner of the surface overlying the common reservoir 
exercises his right to extract them the supply as to which other owners of the surface 
must exercise their right if at all is proportionately diminished.”—Brewster vs. 
Lanyon Zine Co. 140 Fed. Rep. 801. 


Supreme Court of Pennsylvania: 


“The mere fact that gas-mining operations upon one tract of land are taking gas 
from the earth and thereby diminishing the quantity of gas which otherwise would go 
to wells on adjacent tracts of land furnishes no ground for complaint for culpable 
interference.’”’—Hague vs. Wheeler. 157 Pa. 324. 


18. Relation of known and unknown features of gas compression 
question: 


Known 


1. Gas is a mineral with a fugitive and wandering existence, and has a 
tendency to escape without the volition of the owner. 

2. Gas flow follows definite physical laws. 

3. There is no regeneration, as shown by the large number of aban- 
doned wells. 

4. There are reservoirs of fixed volume, each containing a fixed amount 
of gas. 

5. The removal of a part of the volume of gas in the reservoir must 
reduce the reservoir pressure. 


Unknown 


1. Gas cannot be located from the surface, as so well stated by the 
Indiana Supreme Court» 

“We judiciously know, as a matter of common knowledge, that gas or oil does not 
exist in paying quantities under all the lands within the recognized district, and there 


is no other generally acknowledged way than putting down a well to determine 
whether or not it does exist.’’—162 Ind. p. 326. Consumers’ Gas Trust Co. vs. Littler. 


2. The existence of the underground reservoirs cannot be determined 
from the surface. 

3. There is no way of determining the direction or magnitude of 
underground gas flow. There is absolutely no way of determining how 
much of the gas removed comes from under the leases owned and how 
much may be supplied by adjacent leases, or what the limits of the under- 
ground reservoirs supplying the various wells may be. 

4, There is no way of definitely determining the origin of natural gas. 


19. Judicial dicta relating to possession of gas: 
United States Supreme Court: 


“Petroleum gas and oil are substances of a peculiar character. They belong to 
the owner of the land and are part of it so long as they are on it or in it, or subject 
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to his control, but when they escape and go into other land, or come under another's 
control, the title of the former owner is gone. If an adjoining owner drills his own 
land and taps a deposit of oil or gas extending under his neighbor’s field so thatit 
comes into his well it becomes his property.””—Brown vs. Spilman. 155 U. 8. 665. 

“‘The property of the owner of lands in oil and gas is not absolute until it is actually 
in his grasp and brought to the surface.”—Ohio Oil Co. vs. Indiana. 117 U.S. 190, 
affirming Indiana Supreme Court. 


Pennsylvania Supreme Court: 


“Plaintiff assumes that there is a certain fixed amount of oil and gas under his 
farm in which he has an absolute property. True they belong to him while they are a 
part of his land, but when they migrate to the land of his neighbor, or become under 
his control, they belong to the neighbor.’’—Jones vs. Forest Oil Co. 194 Pa. 379. 


“Possession of the land is not necessarily possession of the gas. If an adjoining 


or even a distant owner drills his own land and taps your gas so that it comes into his 
well and under his control, it is no longer yours, but his. The one who controls the 
gas—has it in his grasp, so to speak—is the one who has possession in the legal as 
well as ordinary sense of the word.’’—Westmoreland, etc., Co. vs. DeWitt. 130 Pa. 
235. 


20. The engineering features relating to possession of gas are shown 
in Fig. 4. By means of the rubber, the packer is firmly anchored into 
the rock, and in this way compels the gas to go up to the surface on the 
inside of the tubing. Wells are ordinarily about half a mile deep, and as 
2-in. tubing is usually used, it is evident that considerable friction must 
be overcome from the bottom of the well to the surface. In general, for 
this reason, several pounds of vacuum at the surface would require more 
than atmospheric pressure at the packer to bring the gas from the packer 
to the surface of the ground. Hence, even a marked vacuum at the 
mouth of the well does not necessarily mean less than atmospheric pres- 
sure at the gas sand. From an engineering point of view, as soon as the 
gas enters the gas well packer it comes “into the grasp” or ‘under the 
control”’ of that well owner. 

21. Gas is compressed merely to expedite transmission—for the same 
reason that makes it necessary to compress cotton, hay, or straw, for 
shipment. The first feature is to contract the volume, and secondly, 
to secure large enough differential pressure drop between the intake and 
discharge of the transmission line to force the gas through the line. The 
effect of gas compression on its volume is shown graphically in Fig. 5. 

22. The practical necessity for using gas compressors is evident from 


the graphical data shown in Fig. 6. It will be noted here that the average - 


intake pressure at Homer is about 1 lb., and that this must be increased 
to 200 lb. by the compressors in order to transmit gas a distance of 137 
miles to Cincinnati, Ohio. Furthermore, the terminal pressure at the 
Cincinnati end of the line is much larger than the intake pressure at 
Homer. It is necessary to maintain this terminal pressure in order to 
get the gas through the medium- and low-pressure lines to the Cincinnati 
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distributing system and service lines to consumers’ house piping. The 
large variation in the consumers’ demands on this transmission line is 
shown by the volume curve, and ability to take care of this large variation 
in volume is necessary in order that adequate service may be rendered 
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to the consumer. ‘This shows at once how the entire production end of 
the natural-gas business must be subordinated to the consumers’ 
demands. 

23. The terms “gas compressing” and “gas pumping”—unfortu- 
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nately—are almost universally used synonymously to describe the con- 
traction of volume of gas by compressing it with a machine known as a 


gas compressor. 
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24, Contrary to a widespread popular notion, the compression of 


natural gas does not decrease its heating value. 


While a certain amount 
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of gas is used to drive the compressors, this does not in any way affect 
the heating value of the gas passing through the compressors. The only 
shrinkage will be gasoline that condenses in the transmission lines, and 
the percentage thus removed is usually so small, considering the large 
volume of gas handled, as to be negligible. In a recent test this was 
found to be less than 1 of 1 per cent. In view of the preceding facts, 
the heating value per cubic foot of gas at the end of the transmission 
lines will be substantially the same as in the gas field. 

25. Features of natural-gas business making gas compressors 
necessary : 

(A) The natural-gas business is unique in that it combines a hazardous 
mining operation with a public utility service. 

(B) Natural gas, though a mineral and obtained by mining opera- 
tions, with more uncontrollable and uncertain features to cope with than 
exist in the mining of coal or other minerals, when served to the public 
becomes a utility service and requires constant attention from the time it 
is reduced to possession at the bottom of the well, and embodies an un- 
broken chain of service features until it is burned at the consumers’ 
fixtures. 

(C) The consumer’s interest and rights extend clear back to and de- 
pend on the gas wells and reserve acreage that a producing company 
maintains to protect such wells and insure an adequate present and con- 
tinuous future service. 

(D) Natural-gas service is instantaneous. There can be no delays 
in rendering service, as is possible—and universally practiced—in other 
transmission agencies, such as railroad and traction lines. For instance, 
a railroad train can very easily start an hour later, in case of congestion 
of traffic, but natural-gas service that delivers gas for cooking breakfast 
an hour after the consumer needs it would not only be useless to the con- 
sumer, but would not be tolerated in any community. 

(E) The market for natural gas is not fixed, but varies largely with the 
seasons of the year, time of day, temperature of atmosphere, locality, and 
consumer’s caprice in using or not using gas on his premises. 

(F) The gas consumers will not contract for or agree to use a fixed 
amount of gas each day, but are entitled by law to take gas as they need it. 

(G) Storage facilities are not commercially feasible for storing natu- 
ral gas at the intake end, in transit, or at the delivery end of transmission 
line. 

(H) Gas must be sold at the delivery end at a price fixed by law for 
a period of years. 

(I) When the fixed price is fair and reasonable—that is, when its 
operation will yield a net return to the gas company commensurate with 
the value of the service it is rendering and the hazards of the business it 
is engaged in—it becomes the duty of the gas company: 
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First, to conserve the supply of gas in every way possible. By con- 
servation is meant not merely saving, but using in the most effective 
manner. This means that it is the duty of the gas company—under such 
conditions—to remove every foot of gas from the ground that can be 
obtained. 

Second, every appliance known to the art ought to be used to bring 
about the most economical mining of the gas and most effective method 
of transmission and distribution. 

(J) A normal characteristic of every gas field is that its rock pressure 
decreases each year as the gas is being removed from the ground, as shown 
in graphical form in Fig. 3. 

(K) In the face of a marked decline in rock pressuré, the number of 
domestic consumers is on the increase (see Fig. 3), thus augmenting the 
difficulties under which the natural-gas company must operate in order 
to render service to its consumers. This means that as the fields grow 
older it is necessary for the gas company to supplement the rapidly de- 
clining pressure by artificial means. 

26. In the tests herein described two general classes of data were 
obtained, as discussed in the following two sections: 

27. Simultaneous recording pressure-gage records were made, show- 
ing actual routine operating conditions in various parts of the field; 17 
standard recording pressure gages with 8-in. charts were used for this 
service; 290 recording pressure-gage charts, made at 43 different places 
in the field, were obtained during the months of August, September, 
October, November and December, 1913. 

28. The relation of the natural or open flow to actual line flow from 
various wells was obtained by the use of ordinary Pitot tubes. The open 
flow was determined by the Pitot tube arrangement shown in Fig. 7. A 
short length of pipe was screwed into the top of the well gate, and as the 
well discharged into the atmosphere the dynamic pressure corresponding 
to the velocity of the gas was measured in the U-tube of the pressure gage 
shown at the right. The actual line flow was determined by the Pitot 
tube arrangement shown in Fig. 8. This was placed in the discharge 
line of the well when the well was working under routine conditions. The 
static pressure was observed by the spring pressure gage at the top and 
the dynamic differential pressure was obtained by the U-tube fluid gage 
as shown. A square-jawed micrometer caliper was used for measuring 
the difference in liquid elevations in the U-tubes. The volume passing 
both Pitot tubes was computed by the ordinary Pitot tube tables. A 
summary of some of the tests is given in Fig. 9. 

_ 29. The precautions taken to secure accuracy were as follows: All 
the recording gages used were new, and these and all other gages used in 
this series of tests were carefully calibrated before being placed into serv- 
ice and during service by testing.on a standard gage-testing apparatus. 
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A dependable watch, running on central standard time, was used as the 
basis for starting the clocks of the various recording gages. This watch 
was carefully checked at least three times a week against the standard 
time furnished by the Western Union Telegraph Company, and every 
time a chart was set on a gage the clock was carefully set to correspond 
with the correct time by the watch. In this way it was an easy matter to 
attain synchronous action from all the recording gages. Each recording 
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The end of the Pitot tube A and the- 
end of the pipe B are in the same hori- 
zontal plane. The end of tube A is 
beveled so that its inside circumference 
will present a sharp annular edge against 
the flow of gas. 


gage, when in service, was also locked and sealed, to prevent tampering. 
Every chart in this entire series of tests was set and removed from the 
gage by the author. ‘ 

30. The data obtained by the recording gage charts were plotted on 
116 sheets of uniform size and scale, of which two are given in Figs, 10 and 
11. Each sheet gives the results of 48 consecutive hours of service. ‘The 
gage-pressure scale is given on the left-hand side of the sheet and the 
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absolute-pressure scale on the right-hand side, while the dates are always 
marked at the bottom. 

31. The observations and data obtained led to the following 
conclusions: 

(A) Ordinarily only a relatively small percentage of the natural flow 
may be obtained from a natural-gas well under routine operating condi- 
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tions, even when such a well is discharged into the intake line to a gas- 


compressing station. 

(B) That this Ohio field is not made up of one large “connected and 
continuous reservoir,’ but rather composed of many separate and discon- 
tinuous reservoirs, is evident from: 

(a) The large number of dry holes drilled. . 

(b) The large number of wells that have been abandoned in close 


proximity to producing wells. 
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(c) The continuous difference in rock pressure in adjacent wells that 
have been shut in for a period of years. 

(d) The marked variation in working pressures of adjacent wells. 

(e) The marked variation in rock pressure in different parts of the 
field. 

(C) The diminution in rock pressure has simply been the normal 
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decrease that is inevitable with the removal of the gas from the various 
reservoirs. 

(D) The water troubles that are experienced with certain wells in the 
field are due to the decrease in pressure in the local reservoir supplying the 
particular well, caused by the removal of the gas from such reservoir, 


regardless as to whether such removal was by letting the wells discharge 


into lines without compressors, or with compressors. 
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(E) A comparison of the area of territory held to maintain and pro- 
tect each producing well shows that the large companies using gas com- 
pressors maintain about 10 times more protection for their wells than the 
small companies not using gas compressors. 

(F) Gas compressors do not induce wasteful conditions, but, on the 
contrary, they stimulate conservation, for the reason that, by their use, 
gas wells may be operated in a more economical manner. 

(G) The relation of the natural or open flow to actual line flow from 
various wells, as determined by Pitot tube measurements, is shown in 
graphical form in Fig. 9. 

(H) The short range of the low pressures that may be maintained in 
the gathering line of the gas field going to the intake side of a gas com- 
pressor is emphasized in Fig. 10. 

(I) The working pressure relationship of wells discharging into in- 
take lines to gas compressors and wells of other companies discharging 
into main lines not connected to gas compressors is shown in Fig. 11. 

(J) 4,510 hourly pressure comparisons were made between wells 
of the Upham Gas Company discharging into their lines without compres- 
sors, and the wells of adjacent companies discharging into gas compres- 
sors. 90 per cent. of these showed the Upham wells to be lower than the 
adjacent wells, and in 26 per cent. of these the Upham wells were lower 
than the intakes at the gas-compressing stations drawing on the adjacent 
wells. 
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Geology of the Ore Deposits of the Tintic Mining District 


BY GUY W. CRANE,* B. A., EUREKA, UTAH 
(New York Meeting, February, 1916) 


I. InTRODUCTION 


Tue geology of the Tintic mining district, fully treated, would occupy 
an elaborate monograph. This less comprehensive paper is devoted 
primarily to the occurrence and origin of the orebodies of the district, 
while space is given to those phases of the general geology only which 
seem necessary to a proper setting of such a discussion. 

The first geological report on the Tintic district to be issued was that 
by Tower and Smith, published in 1899, in the form of a paper in Part 
III of the Nineteenth Annual Report of the U.S. Geological Survey, and 
also as Folio No. 65, Geologic Atlas of the United States. About four years 
_ ago a second investigation was begun by Waldemar Lindgren and G. 
F. Loughlin, of the U. S. Geological Survey. With the exception of a 
paper on the oxidized zinc ores of the Tintic district by Mr. Loughlin, 
- the results of their work are still unpublished. The writer’s acquaint- 
ance with the district began in the fall of 1913, and has extended over a 
period of about two years. 


1. Location 


The Tintic district lies about 65 miles due south of Salt Lake City, 
and on the west central slope of the Tintic Mountains, a short range, 
which forms the connecting link between the Oquirrh Mountains on the 
north and the Canyon Range on the south—the group constituting the 
first of the Basin ranges to the west of the Wasatch Mountains. 

The productive portion of the district embraces an area about 6 miles 
long and 2 miles wide, which is divided between Juab and Utah Counties. 
Within this area are the towns of Eureka, Mammoth, Robinson, Silver 
City, and Knightsville. All these points are tapped by the Denver & 
Rio Grande and §. P., L. A. & 8. L. Railways. 


2. Topography — 


As in most of the Basin ranges, topographic relief is strong, dropping 
rapidly from peaks of 8,100 ft. above sea level to elevations of 5,600 ft. 
in Tintic Valley on the west and 4,500 ft. in Goshen Valley on the east. 
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The regularity of the range is broken by many lateral valleys, one 
of which has cut well back into the range, forming the low divide above 
the town of Eureka, through which the D. & R. G. Railway enters the 
district. ; 

3. History 


Tintic is among the oldest mining camps in Utah, being antedated 
only by Bingham, Rush Valley, and Little Cottonwood. Ore was first 
discovered in the monzonite about 1 mile east of Silver City in December, 
1869, and the district was organized in the following spring. The first 
claim recorded was the Sunbeam, located Dec. 13, 1869, on the first dis- 
covery. Thesecond location was made Jan. 3, 1870, on the Black Dragon, 
a little farther to the north. This was followed in quick succession by 
locations in the limestone, first on the Mammoth ledge near the middle of 
the district, and shortly after on the Eureka Hill ledge near its northern end. 

Mining operations began at once with the construction of two mills 
and as many smelters during the first 12 months. Once located, the 
orebodies have been found to be fairly persistent, with new discoveries 
from month to month, and today there is good reason to believe that 
this record can be maintained for some time to come. 


4. Production 


During the early days of the district the production was.about equally 
divided between the deposits in the igneous rocks at the south end of 


Total Metal and Gross Values Production of the Tintic Mining District to 


Jan. 1, 1914.2 
1869 to 1879, 1880 to 1903, 1904 to 1913, Totals to 
inclusive inclusive inclusive Jan. 1, 1914 
| Kolditee OUTCES >. .c.cacsalic sce etas eae egeotne ree SSL Lag rotenone 
Wislleainn cen: $475,451 | $11,096,747 | $17,180,602 $28,752,800 
Silver: Ounces........ 1,300,000 | 50,400,000 | 51,613,173 | 103,313,173 
Waltioue ne 1 $1,616,130 | $38,620,870 | $27,343,438 | $67,580,438 
Copper: Pounds........ 1,700,000 | 37,235,000 | 89,233,411 | 128,168,411 
Value......... $478,852 $6,081,148 | $13,473,378 $20,033,378 
Lead: Pounds........ 11,000,000 | 269,000,000 | 299,176,172 579,176,172 
Walton cit $631,146 | $12,073,854 | $13,869,125 | $26,574,125 
Zine: #Pounds........ ate OR Tere al ibas is 7,306,281 7,306,281 
NTE M TT ie ene glee Wey PR cot hese tel ae! Bina che eRe $457,378 $457,378 
‘ 
Total value........ $3,201,579 | $67,872,619 | $72,323,921 | $143,398,119 


« Compiled from statistics of G. W. Tower and G. O. Smith, U.S. Geological Survey, 
V. C. Heikes in reports of 1904 to 1913, inclusive. and other sources. 
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the district and those in the limestone at the north end. But upon the 
exhaustion of the oxidized ores in the igneous rocks, due to high water- 
level, the balance of production was shifted to the deposits in the lime- 
stone; and since the closing of the Swansea mines at Silver City, in 1913, 
the entire production has been from the latter deposits. 


II. AREAL GEOLOGY 


The rocks of the Tintic district consist of Paleozoic sediments and 
a variety of igneous rocks of Tertiary age. 


1. Sedimentary Rocks 


These consist mainly of quartzite and limestone having a total thick- 
ness of 12,000 ft. or more. For economic and lithologic reasons they have 
been subdivided in descending section as follows: 


Humbug sandstone Constituting the Humbug formation of the U. 8. Geological 
Humbug limestone-} Survey. 

Tetro limestone | 

Carbonaceous shale 

Blue Fossiliferous limestone } Constituting the Godiva limestone of the U. 8. 
Chief Consolidated limestone | Geological Survey. 

Gemini limestone 
White-lime-shale 
Centennial limestone 
Golden Ray limestone 
Tintic slate Constituting the Tintic or Robinson quartzite of the U. S. Geo- 


Constituting the Eureka limestone of the U. S. Geological 
Survey. 


Tintic quartzite | logical Survey. 


At the top of the section is the Humbug sandstone, on the east slope 
of the Godiva Mountain, which is 224 ft. thick, consists mainly of cal- 
careous sandstone with a few intercalated beds of arenaceous limestone, 
and is not known to be ore bearing. 

The Humbug limestone, 378 ft. thick, consists mainly of nearly pure, 
coarse-grained, gray limestone with a few intercalated beds of arenaceous 
limestone of a yellowish buff color. This formation is well exposed on the 
upper east slope of Godiva Mountain and has carried most of the ore in 
the Godiva-Sioux Mountain and Iron Blossom ore zones. 

The Tetro limestone, 355 ft. thick, consists with little variation of hard, 
fine-grained, blue, cherty limestone which is not known to be ore bearing. 

The Carbonaceous shale, 160 ft. thick, is essentially a thinly bedded, 
black, shaly limestone, containing bands of black chert, and weathering 
to a platy or shelly surface. It is most unpromising as an ore-bearing 
medium and is nowhere known to be mineralized. 

The Blue Fossiliferous limestone, 542 ft. thick, consists of 300 ft. of 
blue, cherty limestone in beds from 1 to 8 ft. thick, resting upon 242 ft. 
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of blue, highly fossiliferous limestone in thin beds separated by thin part- 
ings of impervious clay shale. This formation has been quite extensively 
prospected, and found to carry no orebodies of importance. 

The Chief Consolidated limestone, 615 ft. thick, consists of a series 
of contrasted horizons which, in descending order, have the following 
characteristics: 

80 ft. of very coarse-grained, massive, dolomitie limestone, on the 

whole quite favorable to mineralization. 

64 ft. of fine-grained, siliceous, hard, brittle, black limestone, which 
is generally barren, though running the entire length of the ore 
zone in the Chief Consolidated mine. 

38 ft. of medium-grained, fairly pure, blue limestone in thin beds, 
but with a few black shaly partings which appear -to offer some 
resistance to mineralization. 

31 ft. of coarse-grained, pure white to light-gray limestone which 
appears to be especially favorable to mineralization. 

120 ft. of blue, flaky and fairly pure limestone which also appears to 
be especially favorable to mineralization. 

72 ft. of coarse, mottled, light-gray, massive dolomitic limestone, 
readily susceptible to mineralization. 

212 ft. of fine-grained, ashy gray, impure limestone with 14 or more 
intercalated thin beds of quartzitic sandstone. The horizon lies 
to the west of the ore zone proper, and its character is such as to 
discourage exploration for ore within its limits. 

The Gemini limestone, 902 ft. thick, consists of 45 or more relatively 
thin alternating horizons of blue, gray, light-gray, and white limestone 
of varying texture and hardness, but all generally distinctly bedded. 
The formation is especially characterized by its purity, 7.e., lack of siliceous 
members, and general susceptibility to mineralization. 

The White-lime-shale, 920 ft. thick, consists throughout of fine- 
grained, bluish gray, thinly bedded, shaly limestone with a few thin con- 
glomeratic beds of the interformational type. It is generally extensively 
sheeted where folded, and weathers to a yellowish white, whence its 
name. It is characteristically unfavorable to mineralization, and is not 
known to be ore bearing. 

The Centennial limestone, 798 ft. thick, consists of four relatively thick 
horizons of massive, dark-blue limestone interspaced by as many relatively 
thin horizons of thinly bedded, light-gray limestone and one 6-ft. member 
of thinly laminated, light-green shale. Except for the shale and two 
20-ft. impure, sandy horizons, the entire formation is apparently favorable 
to mineralization. 

The Golden Ray limestone, thickness 1,559 ft., consists of five 
thich" horizons of heavily bedded, dark-blue to bluish gray, dolomitic 
limestone interspaced by five relatively thin horizons of fine-grained, light- 
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gray to white, thinly laminated, impure limestone. While this for- 
mation is not known to be ore bearing, a large part of it possesses char- 
acteristics which are apparently favorable to ore deposition in other 
ore-bearing horizons. 

The Tintic slate, thickness 358 ft., consists essentially of thinly lami- 
nated, green slate with intercalated bands of impure, gray, banded lime- 
stone near the top and thin bands of brown, quartzitic slate near the 
bottom. The formation is highly sheeted due to folding. Its highly 
siliceous and wholly barren nature does not invite exploration. 

The Tintic quartzite, the lowest member in the stratigraphic series, 
is not fully exposed, but has an estimated thickness of from 5,000 to 
7,000 ft. Itis for the most part a pure, compact, fine-grained quartzite, 
white to pink in color. Bedding indistinct and readily confused with a 
pronounced sheeting due to folding. Occasional interspaced thin beds 
of pebble-quartz-conglomerate break the general massive nature and 
lend a clue to the structure. 

No special effort has been given to the determination of the age divi- 
sions in the above succession. The section affords, however, no evidence 
of an important stratigraphical break, such as a real erosion uncon- 
formity. The thin conglomerates in the White-lime-shale are of the 
interformational type, and represent only temporary disturbances of the 
normal state of deposition during a period of shallow-sea conditions. 
If the chronology as determined by Tower and Smith! is to stand, 
the succession certainly represents continuous deposition from Middle 
Cambrian well into Pennsylvanian time. 


2. Igneous Rocks 


Packard Rhyolite—The igneous rocks consist of rhyolite, andesite, 
tuff and breccia, and monzonite, all of Tertiary age. 

The Packard rhyolite, locally referred to as porphyry, occurs as 
surface flows and intrusive dikes. It occupies a large area in the 
northern end of the district and, underlying the town of Eureka, extends 
.to the north and east in a range of hills of which Packard’s Peak is the 
most prominent. Its thickness at this point probably exceeds 1,000 ft. 
The rhyolite varies in color from pink and light purple to light and dark 
gray. In texture it ranges from glassy to highly granular, with flow 
banding as a common characteristic. 

No metalliferous deposits are known to occur with the Packard rhyo- 
lite. Its chief economic interest lies in the numerous springs issuing 
from the lower slopes, from which the entire water supply of Eureka and 
the mines in that section of the district is obtained. 


? Tower and Smith: Geology and Mining Industry of the Tintic District, Utah, 
19th Annual Report, U. S. Geological Survey, Part III, p. 627. 
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Andesite, Tuff, and Breccia.—Large areas of andesite with associated 
tuff and breccia lie to the east and south of the productive portion of the 
Tintic district. They are, for the most part, older than the metallif- 
erous deposits and, having no genetic relation to the latter, they need 
not receive further attention here. 

Sunbeam Monzonite—The monzonite is confined to the southern half 
of the district, where it forms the country rock over an area 4 miles in 
length, north and south, and 2 miles wide. It is the youngest of the 
igneous rocks, and occurs in the form of an intrusive stock, cutting and 
enveloping fragments of all the earlier formations. On the north it 
lies in an irregular, but nearly vertical, contact with the limestones, which 
it has metamorphosed through a zone varying from 300 to 500 ft. in 
width. On the east and south it is in irregular contact with the andesite. 
Its western boundary is obscured by the overlapping, alluvium-filled 
valleys, Ruby Hollow and Diamond Gulch, which show it to have been 
deeply eroded. 

In color it is light to dark gray, usually with greenish brown tinge. In 
texture it is normally evenly granular, but varies from porphyritic on its 
east and west boundaries to granitic where it is in vertical contact with 
the limestones. 

What is known as the Swansea rhyolite is probably a rhyolitic phase 
of the monzonite and belongs to the same period of intrusion. 

The monzonite is a formation of first importance, since it has been the 
mineralizing source of all the important orebodies in the Tintic district. 


3. Structure 


Folding.—The sedimentary formations are folded into a simple and 
fairly symmetrical overturned syncline, the major axis of which strikes 
north and south and pitches slightly to the north. The axial plane of the 
fold dips about 60° to the west, resulting in vertical and often overturned 
dips in the beds of the west limb of the syncline, while the angles of the 
dip of the beds in the east limb are correspondingly low, rarely exceeding 
40°. By reason of its pitch, the syncline becomes wider to the north 
where the trough is folded into a series of crenulations, forming a wide 
synclinorium. South of the Ajax fault, which extends from the Mam- 
moth mine east to the Iron Blossom No. 3 mine, no synclinal structure 
is obtained. While the beds on the north of the fault are steeply in- 
clined, conforming to the normal structure of the syncline, those on the 
south are relatively flat, lying with gentle dips to the east, in which direc- 
tion no return dips are observable, because of a thick covering of volcanic 
rocks. | 

Faulting. —The folding of the sediments was accompanied by extensive 
faulting, fracturing, fissuring, and sheeting. The major faults are of the 
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’ transverse type, striking in a nearly east-west direction across the line of 
the major fold. These faults show lateral displacements ranging from 
500 to 3,000 ft. The direction of throw is usually to the east on the south. 
Connecting the major faults at various angles are numerous minor faults 
showing displacements ranging up to 200 ft. Rotary faulting is common, 
as is shown by marked disparity in the attitude of the beds along the plane 
of the faults. The major faults are usually accompanied by one or more 
parallel faults, inclosing a breccia or sheared zone. The occasional oc- 
currence of breccia zones and slickensides parallel to the bedding planes 
must be interpreted as evidence of some faulting of this type. None of 
the faults are known to extend into the igneousrocks, which are evidently 
of later origin. While it is probable that most of the faulting occurred 
during the period of folding, it is not unlikely that some faulting and frac- 
turing accompanied the intrusion of the monzonite, though none of this 
origin has been recognized. 

Fractures, Fissures, and Sheeting.—Fractures and fissures occur in both 
the igneous and sedimentary rocks. Sheeting is confined to the latter. 

In the Sunbeam monzonite and its porphyritic phase, the Swansea 
rhyolite, are numerous ore-bearing fissures which have a general north- 
south direction, but vary from as much as N. 20° W. to N. 45° E. These’ 
fissures are of the stretch type, due to shrinkage accompanying the con- 
solidation of the igneous intrusives. For this reason they do not extend 
into the adjacent sedimentary rocks. . 

The sediments during the period of their deformation were extensively 
fractured and sheeted, generally along shearing planes. The fractures, 
which are usually steeply inclined, are most numerous in the steeply 
dipping beds and in the vicinity of the major faults. They trend at all 
angles, those in the northeast and southwest quadrants being the 
most abundant. 

Sheeting has occurred in the quartzite, slate, and more impure shaly 
limestone beds, where these have been closelyfolded. It is best developed 
in the Tintic slate, and the White-lime-shale, along the western limb of 
the syncline. The Tintic quartzite also is extensively sheeted. 


ae GroLoaic History 


The geologic history of the district is, briefly, somewhat as follows: 
During Paleozoic time the area was under water, as is evidenced by 
the 12,000 ft., more or less, of sediments of Paleozoic age. That conditions 
of sedimentation fluctuated considerably between shallow and deep waters, 
is confirmed by the alternation of thinly bedded shaly limestone, and 
shale with relatively pure massive limestones; but there is no evidence 


that, during this age, any portion of the area was elevated above sea - 


level even for a brief interval. 
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Karly in Mesozoic time extensive earth movements began, which 
resulted in the elevation and deformation of the Paleozoic sediments into 
virtually their present highly disturbed condition. Throughout this 
period of folding and faulting, erosive agents were active in carving the 
distorted strata into mountain ranges closely approaching the present 
forms. While folding had probably ceased some time before, the 
erosion continued right up to the Tertiary. 

During Tertiary time, the greater portion of the area was buried be- 
neath extensive flows of rhyolite and andesite, which were interspaced 
by short periods of erosion. Where the rhyolite flows overlapped the 
sediments, considerable quantities of iron oxide and ferruginous jasper 
were formed. ‘These are described under the head of limestone-igneous 
contact deposits. 

Following the extrusion of the Packard rhyolite and andesite, with 
at least a short period of erosion intervening, came the intrusion of the 
Sunbeam monzonite and its quartz-porphyry phase, the Swansea rhyolite. 

This event brought about the second period of ore deposition, which 
resulted in the formation of the replacement deposits in limestone and 
was accompanied or soon followed by the deposition of the fissure-vein 
ores in the Sunbeam monzonite and Swansea rhyolite. Since the last 
of the volcanic eruptions and the period of ore deposition, there has been 
uninterrupted erosion, which has cut deeply into the accumulations of 
volcanic materials, exposing extensive areas of the sediments and, at a 
few points, the inclosed orebodies. 

The products of this last period of erosion form the alluvium in the 
valleys and the talus on the upper slopes. 


IV. THe Ort Deposits 


There are three types of ore deposits in the Tintic district: (1) 
limestone-igneous contact deposits; (2) deposits in igneous rocks; and 
(3) limestone replacement deposits. 


1. Limestone-Igneous Contact Deposits 


At numerous points along the contact of the limestone and the 
igneous rocks, particularly the Packard rhyolite, are thin deposits of 
iron and manganese oxide associated with more or less red and greenish 
yellow jasperoid and clay-ironstone. The jasperoid has been observed 
in contact with the limestone of which it is a replacement. The iron- 
manganese deposits occur both at the contact and filling cavities in the 
limestone near the contact. 

» Deposits of this type are widely distributed over the district, par- 
ticularly its northern end, where, because of the resemblance of the 
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associated jasperoids to certain phases of the quartz in the pro- 
ductive limestone replacement deposits, they have received considerable 
attention from prospectors. 

Locally small quantities of silver and gold have been reported; but, 
except for the iron ores which have been mined intermittently for flux- 
ing purposes, these deposits have no economic importance. 


2. Deposits in Igneous Rocks 


The ore deposits in the igneous rocks are confined to the southern 
half of the district, where they occur as veins in well-defined stretch 
fissures in the Sunbeam monzonite and Swansea rhyolite. The veins 
are as a rule nearly vertical with frequent croppings at the’surface. They 
have general north-south courses but vary from N. 20° W. to N. 45° E. 
One, the Sunbeam, has been worked through a length of 2,000 ft. on the 
strike, but most of them pinched out at a distance of a few hundred feet. 

As shown by the old workings, the veins vary in width from a few 
inches to 10 ft., usually pinching with depth. The average width is 
about 2 ft. The ore in its unaltered state consisted of silver-lead sul- 
phides and sulpharsenides, occurring in bands and lenses in a gangue of 
quartz and pyrite. These materials constituted about three-quarters 
of the mass of the vein. Considerable copper occurred in some of the 
southern mines, while those in the north have produced lead and silver 
almost exclusively. Gold occurred sparingly in but few of the de- 
posits. Ground-water level was usually encountered at a depth of 
from 200 to 700 ft., depending upon the proximity of the sediments. 
Above water level, the ores assumed the usual oxidized character, with 
some secondary enrichment. Below ground-water level there was 
marked decrease in the value and size of the orebodies. This and water 
troubles usually caused an early cessation of mining, and today all 
these properties, with one or two exceptions, are indefinitely abandoned. 
Since the closing of the Swansea mines in 1913 there has been no note- 
worthy production from deposits of this type. 


3. Replacements in Limestone 


The orebodies of this type are confined to the northern half of the 
Tintic district, and include all the now productive mines. Mining 
operations have developed four nearly parallel ore-bearing zones, within 
which the orebodies appear to be virtually continuous, though at inter- 
vals the connections may be mere seams of quartz. These zones have a 
general north-south direction and may be defined as follows: 

1. The Eureka zone, including the Centennial Eureka mine on the 
south and extending through the Eureka Hill, Bullion Beck, and Gemini 
mines to the Ridge and Valley mine on the north. 
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2. The Mammoth zone, beginning at the Black Jack mine on the 
south and extending through the Lower Mammoth, Phcenix, Gold Chain, 
Mammoth, Grand Central, Victoria, Eagle, and Blue Bell mines to the 
Chief Crnsoibied mine on the north. 

3. The Godiva-Sioux Mountain zone, beginning at the North Star 
mine on the south and extending through the Red Rose, Carisa, North- 
ern Spy, Utah, Uncle Sam, Yankee, May Day, and Apex mines to the 
Godiva mine on the north. 

4. The Iron Blossom zone, beginning at the Dragon Consolidated 
mine on the south and extending through the Black Dragon, Governor, 
Iron Blossom Nos. 1 and 3, Sioux Consolidated, Colorado Nos. 1 and 
2, and Beck Tunnel No. 1 mines to the Beck Tunnel No. 2 mine on the 
north. 

As might be inferred, these four zones include all the mines that have 
produced this type of ore. The Eureka zone is the shortest, and at its 
northern end is divided into two or more channels. At its southern end, 
it appears to connect with the Mammoth zone, through the Grand 
Central mine, in which case it isa branch of the Mammoth zone. These 
two zones lie on the west limb of the syncline, where the beds are nearly 
vertical and their orebodies have great vertical range. 

The other zones are well defined throughout their length of about 2 
miles and apparently have no interconnections. They lie near the trough 
of the syncline and their orebodies are correspondingly shallow. 

Occurrence of the Ore.—Like replacement deposits in general, those of 
Tintic are very irregular in form, but in both shape and size they are 
governed within certain. limits by the associated structures. This ex- 
plains the dissimilarity in occurrence of the orebodies in the different 
zones. 

In the Eureka and Mammoth zones, which are in the nearly vertical 
beds of the west limb of the syncline, ore has been mined from the surface 
to the depth of 1,800 ft.; the orebodies as a rule conforming very closely 
to the bedding in both strike and dip. 

If any one form of orebody can be said to be typical of these zones, it 
is that of an irregular sheet, pinching and swelling along the line of the 
beds, and feathering upward into chimneys or pipes. 

In an earlier report on the Tintic district? reference is frequently made 
to the north-south fissures, which, it is contended, have governed the 
course of the ore channels. The writer’s investigations have not con- 
firmed the common presence of such north-south fissures within the ore 
zones, but, on the contrary, have gone to show that practically all the 
major faulting and fissuring in the district is of the nearly east-west or 
transverse type. 


2 Tower and Smith: Geology and Mining Industry of the Tintie District, Utah. 
19th Annual Report, U. S. Geological Survey, Part III. 
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Where the ore channel is crossed by faults or zones of fracture, there 
is usually an enlargement of the orebody along the line of intersection of 
the faulting and the bedding. This gives rise to another very common 
type of orebody, characteristic of the western zones, where it is usually the 
most largely productive form. 

At the intersection of the ore channel by a fault, it is not an uncommon 
occurrence to find that the line of mineralization turns from the plane of 
the beds and follows the fault for distances up to 100 ft. or more, before 
again taking the usual course along the beds. Occurrences of this kind 
probably also account for the occasional division of a single ore channel 
into two or more parallel ore channels. 

In the Godiva-Sioux Mountain zone, the known orebodies have 
smaller vertical extent but greater lateral variation than do those in either 
the Eureka or Mammoth zones. This is probably due to the fact that 
the Godiva-Sioux Mountain zone lies nearer the trough of the syncline 
where the beds dip at relatively lower angles, seldom exceeding 60° and 
sometimes as low as 15°. 

In the Iron Blossom zone, particularly in its northern half, we find | 
still greater restriction in both vertical and lateral extent of the ore than 
in any of the other ore zones. This, again, can be attributed to the con- 
trolling influence of the structure, since this portion of the zone takes 
a course directly in the trough of the syncline. The south half of the zone 
traverses beds dipping at angles up to 30°, and here the orebodies re- 
semble more closely in form those of the Godiva-Sioux Mountain zone. 

Influence of Texture and Composition——Next in importance to struc- 
tural control is that of the texture and composition of the limestone. 
Other things being equal, the coarser-grained, softer, and less siliceous 
limestones are more susceptible to mineralization than are the fine-grained, 
more siliceous and harder ones, while the associated shales, sandstones, 
slates, and quartzite are uniformly barren. This principle is well ex- 
emplified in all the Tintic replacement deposits, as well as in the replace- 
ment deposits of other districts. 

Among the several formations described above, there are only four 
which are known to be ore bearing. These are the Centennial, Gemini, 
Chief Consolidated, and Humbug limestones. In each case the ore- 
bearing formation contains several horizons of coarse, soft, and relatively 
pure limestone, while the remaining formations are more generally fine- 
grained, hard and siliceous, in that they carry varying proportions of 
shale and sand. 

The influence of magnesia in the limestone is not clearly shown One 
dolomitic horizon in the Chief Consolidated formation is quite generally 
mineralized, while another is only sparingly so. The dolomites are 
usually coarse grained—a favorable factor, which may offset the disad- 
vantages of difference of solubility. 
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Zone of Oxidation.—By reason of the folded and broken state of the 
limestone beds, the ground-water level is lextremely low (about 4,765 ft. 
above sea level), in the sedimentary rocks. This puts it at depths be- 
neath the surface of from 2,300 ft. in the higher properties to 1,500 ft. in 
those having shafts at relatively lower positions. This condition has led 
to more or less complete oxidation of the original sulphide ores, with some 
downward segregation of the ore minerals, and some enrichment due to 
shrinkage in volume. 


V. Tue ORE 


Very little ore has been mined below ground-water level; but develop- 
ments have demonstrated its continuity into that zone, and something 
as to its original sulphide character. Above the water table the ore is 
largely oxidized. 


1. Physical Character 


The oxidized ore is usually massive and granular and quite lwithout 
structure. A distinct banding, observed locally, is attributed by some 
to the preservation of an original banding in the replaced limestone. 
Some soft ocherous material, which usually caps the orebodies, is thinly 
laminated or stratified—the effect of transportation and redeposition 
during the process of oxidation. Material of this type is usually found 
capping the larger bodies of oxidized ore and is’ encountered more 
particularly in the higher levels of the oxidized zone. 


2. Mineral Composition 


The ore minerals contain gold, silver, lead, copper, and zinc, in a 
gangue composed mainly of quartz and some pyrite in the unaltered 
ore, but with important quantities of calcite and iron and manganese 
oxides, and smaller amounts of barite and dolomite in the oxidized ore. 

Gold is seldom visible, but occurs locally in the native state. Silver 
occurs native, and where unoxidized as the sulphide (argentite) and the 
antimonial sulphide (stephanite) ; but the original compounds are usu- 
ally altered to the chloride (cerargyrite, or horn silver). Lead occurs 
originally as the sulphide (galena), but is largely altered to the car- 
bonate (cerussite), with smaller amounts of the sulphate (anglesite), and 
one or two rarer forms. Copper occurs originally as the sulpharsenide 
(enargite), but is usually altered to the hydrous silicate _(chrysocolla) 
and the hydrous carbonates (malachite and azurite). Some native 
copper has been observed which may be in part original. Zine occurs 
originally as the sulphide (sphalerite), but is usually altered to the 
carbonate (smithsonite) or the hydrous silicate (calamine), with small 
amounts of one or two rarer forms. 

VOL. Liv.—23 


ees 5 


354 GEOLOGY OF THE ORE DEPOSITS OF THE TINTIC MINING DISTRICT 


3. Distribution of the Ore Minerals 


From the earliest days an important variation in the north and 
south distribution of the ore minerals in the several ore zones has been 
noted. It appears that gold-copper ores predominate at the south end 
of the zones, gradually giving place to increasing proportions of silver- 
lead ores to the north, where the latter minerals predominate. As a re- 
sult, the mines in the vicinity of Mammoth have been chiefly producers 
of copper and gold, while those in the vicinity of Eureka are chiefly pro- 


ducers of silver and lead. Zinc is found associated with the ore of both é 


ends of the district, probably more frequently in the mines at the north. 
Vertically the ore zones show no such striking variation in mineral 
content; but generally the good gold stopes are in the upper levels. 

The vertical extent of an ore zone is governed primarily by the 
accompanying structures. The more nearly vertical are the inclosing 
beds the greater the vertical range of the orebody. The presence of 
faults and fissures also favors greater vertical range, irrespective of the 
angle of the bedding. Their influence is greatest, of course, where the 
bedding is nearly vertical. The large orebody in the south end of the 
Chief Consolidated mine, which has a vertical range of 1,000 ft. or more, 
rakes along the inclined line of intersection of vertical beds and a large 
cross break. 


4. Origin of the Ore 


The occurrence of the Tintic deposits both within the monzonite and 
in the immediately adjacent limestones; the character of the mineraliza- 
tion, which is now generally considered to be due to the action of hot 
solutions; the progressive change in the mineral composition of the 
ore with increased distance from the monzonite—all point to this rock 
as the prime factor in the mineralization. In this respect, the deposits 
of Tintic are like the many others in the southwestern part of the United 
States, and particularly in western Utah, which are as a rule closely con- 
nected in origin with igneous (commonly monzonite) intrusions. 

The localization of the deposits within the monzonite was determined 
by the formation of stretch fissures within the congealing magma, which 
furnished channels of circulation for the hot solutions that were given off 
during the period of cooling. These hot solutions chloritized the ferro- 
magnesian minerals, sericitized the feldspars of the wall rocks, and 
filled the fissures with an aggregate of quartz, pyrite, galena, sphalerite, 
barite, and some copper, silver, and gold minerals, probably because of 
a decrease in pressure and temperature as the solutions approached the 
surface. Alteration above ground-water level has changed these minerals 
to their oxidized equivalents, with some secondary enrichment. 

The localization of the deposits in the limestone was controlled in 
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part by the attitude and character of the beds andfin part by the presence 
of fissures, some of which were probably produced during the period of 
monzonite intrusion. 

Following the fissures caused by the intrusion, the hot mineral- 
bearing solutions found their way through the fractured and meta- 
morphosed zone into the unaltered limestone, where they naturally took 
the easiest avenue afforded. This, in the absence of open faults and 
fissures, was the plane of the bedding. 

Where the dip of the beds approached the vertical, the solutions 
found channels at various elevations, ascending or descending as con- 
ditions allowed, but laterally confined to relatively narrow limits. Flat- 
lying and low-pitching beds, on the other hand, have tended to confine 
the solutions to a more nearly horizontal course, at the same time per- 
mitting greater lateral shift. 

At the intersection of faults, the solutions were allowed to spread 
out both vertically and laterally, producing orebodies of large size and 
great vertical range. 

The process of mineralization has been primarily a replacement of 
the limestone with quartz and varying proportions of copper, lead, 
zinc, and silver sulphides, presumably due to decreasing temperature 
and pressure in the solutions as they run their northerly course. 

Soft, coarse-grained, nearly pure limestones have been much more 
readily replaced by the solutions than the harder, fine grained, and 
more siliceous beds. Certain horizons of the latter type, even where 
directly in the course of the mineralized zone, are found to be uniformly 
barren. 


VI. PRosPEcTs FOR THE FUTURE 


Of the four zones so far developed, not one has been traced to a 
logically demonstrated terminus; and it is by no means established that 
similar and equally productive zones do not exist, still undiscovered, in 
the district. 

Since the inception of mining, following the first discovery in 1869, 
the trend of production in the district has been steadily upward. Great 
mines have come and gone; but there have been always new ones to 
take their places. ‘The greatest production in the district’s history was 
attained but two years ago, and that of the coming twelve months 
promises to exceed it. In view of these facts, and of the tendency to 
better and more improved methods of mining as our knowledge of the 
deposits is extended, the conclusion is inevitable that the Tintic district 
has still to experience the most prosperous period in its history. 
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I. Primary MINERALIZATION 


1. Introduction 


a. Scope of Work.—The first part of this paper deals with the country 
rock, its pegmatitic, pneumatolytic, and hydrothermal alterations; also, 
the effect of magnetite on the deposition of the primary chalcopyrite and 
pyrite. 


tics) \ 
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The second part of the paper includes a detailed account of the proc- 
esses of secondary enrichment which have been effective in producing the 
disseminated ores. While both parts present new features, it is hoped 
that the discussion on secondary chalcopyrite and bornite may be of inter- 
est to those who are engaged in the study of secondary processes in other 
districts. 

The excellent work,! Economic Geology of the Bingham Mining 
District, by J. M. Boutwell, was published in 1905. Since that time the 


- extensive development work—surface cuts and underground drifting—of 


the Utah Copper Co. has made possible the collecting of samples for 
more detailed microscopic study. The writer has taken advantage of 
this fact and presents the following work, not as a criticism, but as a 
continuation of the work which was begun by Mr. Boutwell. 

b. Acknowledgments.—The present study was undertaken at the sug- 
gestion of Dr. A. F. Rogers; to him, and to Prof. C. F. Tolman and Prof. 
S. W. Young, the writer wishes to express his thanks for criticism in 
the preparation of this paper. 

The writer also expresses his thanks to D. C. Jackling, Vice-President 
and Managing Director of the Utah Copper Co., for permission to pub 
lish this paper, and to William Spencer, D. W. Wadleigh, T. 8. Carnahan, 
J. A. Caulfield, Perey Dayer, and Edward Norsefall, for the courtesies 
extended to him while a co-worker in the mines. 

c. The. Bingham Mining District—The Bingham mining district is 
situated in the Oquirrh Mountains, 18 miles southwest of Salt Lake City, 
Utah. The productive region is limited to an area of about 15 square 
miles; but the largest producing mines are included in an area of about 
2 square miles in the southwestern end of the district. 

d. General Geology.—Since the general geology, maps, sections, and_ 
detailed descriptions of the different types of ore deposits appear in Mr. 
Boutwell’s report, the writer will only summarize briefly the gen- 


. eral geology, emphasizing certain important points mentioned by Mr. 


Boutwell. 

The sedimentary section exposed in this district embraces several 
thousand feet of massive quartzite, thin interlaced limestones, and cal- 
careous shales of the Upper Carboniferous (Pennsylvanian) age. These 
sediments have been cut by an intrusive quartz-monzonite which forms 
connected irregular dikes and masses, in a strip about 1 mile wide and 4 
miles long, extending across the southern corner of the district in a north- 
east-southwest direction. , 

Bordering the quartz-monzonite are contact deposits, replacement 


1J. M. Boutwell: Economic Geology of the Bingham Mining District, Utah. 
Professional Paper No. 38, U.S. Geological Survey (1905). 
J. M. Boutwell: Genesis of the Ore-Deposits at Bingham, Utah. T'rans., XXXVI, 


541 to 580 (1905). 
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EZ] Fractures in mineralized Porphyry. 
Ez] Sulphide grains showing distr ibufion. 


Puate I 


Mineralized Quartz-Monzonite from Utah Copper Underground Mine. Natural size. 
Puate I 
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A.—Quartz-Monzonite from near Silver B.—Quartz-Monzonite from near High- 
Shield Mine. X 10diameters. Ordinary land Boy Mine. %X 26 diameters. Ordi- 
light. : nary light. 


C.—Pegmatite Vein from Commercial D.—High-Temperature Quartz Vein 
Mine.  X 6 diameters. Parallel nicols. from Commercial Mine. X 27 diameters. 
Crossed nicols. 


Puate II 
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dol a 


A.—Metasomatic Replacement of Feld B.—Chalcopyrite in Altered Crystal of 

spar Groundmass by Secondary Quartz, Biotite. From hand specimen B, Plate I. 

* Mineralized Quartz-Monzonite. xX 8 di- xX 12 diameters thin section. Crossed 
ameters thin section. Crossed nicols. nicols. 


Beate Be 


. C.—Pyrite Grains in Biotite, Chalcocit®, D.—Enlargement from Same Specimen 
Covellite, along Cleavage Planes. Miner- as C, showing Chalcocite as Gashes in 
alized Quartz-Monzonite. > 5ldiameters Biotite Crystal. 100 diameters. Pol- 
thin section. Ordinary light. ished section. 
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A.—Covellite Replacing Chalcopyrite. C.—Covellite Replacing Enargite. X 72 


< 96 diameters. diameters. 
B.—Chalcocite Replacing Pyrite. 241 D.—Covellite Replacing Galena. 
diameters. diameters. 


Prats IV 
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MMR Chalcopyrite [] Covellite Sericite ; 
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A.—Covellite Replacing Chalcopyrite. B.—Covellite Replacing Chalcopyrite. 
Covellite Ores, Underground Mine. X  Covellite Ores, Underground Mine. X 
129 diameters. Polished section. 103 diameters. Polished section. 


C.—Pyrite, Chalcopyrite, Bornite. D.—Pyrite, Chalcopyrite, Bornite, 
Covellite Ores, Underground Mine. X96 Chalcocite, Covellite. Covellite Ores. 
diameters. Polished section. xX 55 diameters. Polished section. 


PLATE V 
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A.—Chalcopyrite Replacing Covellite. B.—Chalcopyrite Replacing Covellite. 
Covellite Ores. X 96 diameters. Pol- Covellite Ores. x 212 diameters. Pol- 
ished section. ished section 


C.—Chaleocite Replacing Bornite. D.—Chaleocite Replacing Sphalerite. 
Covellite Ores. XX 55 diameters. Pol- Covellite Ores. > 96 diameters. Pol- 
ished section. ished section. 

Puats VI 
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A.—Chaleocite Replacing Chalcopyrite B.—Chaleocite Replacing Pyrite and 
with Bornite as an Intermediate Product. Chalcopyrite. Chalcocite Ores. XX 116 
Chalcocite Replaced by Melaconite. % diameters. Polished section. 

58 diameters. Polished section. 


C.—Chalcocite Replacing Pyrite. Mel- D.—Covellite Replacing, Chalcopyrite. 
aconite Replacing Chalcocite. Chalcocite Chalcocite Replacing Covellite and Chalco- 
Ores. > 55 diameters. Polished section. pyrite. X64diameters. Polished section. 
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The successive Steps in the replacement of 
Chaleocife by the copperjron sulphides thus: 
Chalcocite(?}Blue chalcocite ~ Bornite + 


[==] Chalcocite 
CL] Blue-chalcocite 


Chalcopyrite. 
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Chalcopyrite Replacing Chalcocite, as Borders and Parallel Gashes, showing Partial 


to Almost Complete Replacement. 
A.—Partial Replacement of Chalcocite by Bornite and Chalcopyrite. X 111 
diameters. 
X 341 diameters. 


B, C.—Enlargements of A. Chalcocite Ores. 

D.—Primary and Secondary Chalcopyrite. > 63 diameters 
E.—Secondary Chalcopyrite Replacing Secondary Bornite. > 431 diameters. 
F.—Secondary Chalcopyrite almost completely Replacing Bornite and Chalcocite. 


< 95 diameters. 
Puate. VIII 
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A.—Synthetic Chalcopyrite Replacing B.—Synthetic Chalcopyrite Replacing 
Chalcocite. > 57 diameters. Polished Bornite in Veinlets and Bordering Quartz 
section. Grains. X 51 diameters. Polished section. 


C.—Synthetic Chalcopyrite Replacing D.—Synthetic Chalcopyrite Replacing 
eaten’ Covellite. X 59diameters. Covelliteand Chalcocite. 55 diameters. 
Polished section. Polished section. 

Puate 1X 
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deposits in the limestone lentils, and fissure veins; but the orebody pro- 
ducing more copper than the combined output of all other mines in the 
district is located in one of the larger masses of quartz-monzonite and is 
of the disseminated type. 

e. The Utah Copper Mine.—In the mass of monzonite porphyry, lo- 
cally termed the Bingham laccolite, forming the larger part of a mountain, 
about 1,600 ft. high, between Bingham and Carr Fork Canyon, the devel- 
opment work of the Utah Copper Co. has proved the existence of an enor- 
mous orebody. A description of this property and its development is 
given in the following quotation, from a report issued in August, 1914:? 


“The orebody of the Utah Copper Co. consists of an altered siliceous porphyry, 
containing small grains of copper minerals, very uniformly disseminated throughout 
the mass, both in fracture seams and in the body of the rock, averaging about 1.5 per 
cent. copper, 0.15 oz. of silver and 0.015 oz. of gold. 

“The total area of lode mining claims in Bingham owned by the Utah Copper Co. is 
736 acres, within the boundaries of which development has shown that at least 225 
acres contain mineralized porphyry of commercial value. The entire porphyry area 
has not yet been developed; and the maximum thickness of the orebody in the 225 
acres has not been fully demonstrated, but the existing development in this area 
shows now an average thickness of 445 ft., which is equivalent to about 1,500,000 tons 
of ore per acre, or a total of about 361,220,000 tons. In making the calculations to 
determine the tonnage of ore and its average assay, there were used 50,761 assays, 
representing 23,465 ft. of diamond-drill and churn-drill holes, 285,913 ft. of drifts, 
raises, and winzes, and 7,130 linear feet of steam-shovel cuts, or a total of 316,508 
linear feet of development work. The orebody, as at present developed, has a maxi- 
mum length of a little over one mile and a maximum width of more than one-half 
mile. Further development of the property will add materially to its ore reserves.” 


From 1906 to 1913 this property was developed on a large scale by 
steam-shovel and underground methods. In1913, the underground work 
was discontinued, and since that time the entire production has been 
handled with the steam shovels. 

The steam-shovel output has increased from 300 tons of ore daily in 
1906 to 22,000 tons daily in 1914. At present 21 steam shovels are en- 
gaged in the development work. Some of the shovels are working in ore 
and others are removing capping. In the future the number of shovels 
working in the ore will be increased, while those working in capping will be 
decreased; thus the daily production will gradually increase as the work 
proceeds. . 

f. Field and Laboratory Work.—In 1912, the writer was employed by 
the Utah Copper Co. for six months as underground sampler, and in the 
summer of 1914 three months were spent on the surface. During this 
time a suite of about 300 specimens was collected. This collection in- 


* American Institute of Mining Engineers: One hundred and eighth meeting, Salt 
Lake City, Utah, Aug. 10 to 14, 1914. 
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cludes surface and underground samples of the quartz-monzonite from 
many parts of the district in and outside the area of mineralized porphyry. 

From a selection of the material collected the writer has made and 
studied—in the Laboratory of Economic Geology at Stanford Univer- 
sity—70 thin sections and more than 100 polished sections, with the 
view of determining the possible stages through which the copper has 
passed from the time it existed in the earliest magma to its present con- 
dition as disseminated copper minerals, enriched by secondary processes. 


2. The Quartz-Monzonite 


The quartz-monzonite in the hand specimen is usually a dark-gray 
fine-grained, or light-gray porphyritic rock, containing locally a few 
exceptionally large phenocrysts of orthoclase—}4 to lin.long. A andB, 
Plate I, ear photographs (natural size) of hand specimens of the miner- 
alized porphyry. The photographs show both the fine and coarse tex- 
tures of the porphyry, even after intense silicification. The finely 
crystalline porphyry—A—predominates throughout the district; but 
locally the coarse-textured rock may be present. In general, thin 
sections of the unaltered quartz-monzonite show uniformity in mineral 
constituents regardless of the texture. 

The chief minerals of the quartz-monzonite, named in the order of 
their abundance, are orthoclase, and plagioclase, occurring in well- 
developed phenocrysts and in the granular groundmass; biotite, in 
phenocrysts and in small flakes; augite, often surrounded by alteration 
rims of uralitic hornblende (A, Plate II), and interstitial quartz. 

The accessory minerals are magnetite, in large and small irregular 
grains, and rutile, occurring as sagenite webs in biotite. Apatite and 
zircon are present in very small well-formed crystals. 

A and B, Plate II, are photographs of thin sections of the quartz- 
monzonite. A is from a sample collected on the mountains above the 
Silver Shield mine; B is from an outcrop near the Highland Boy mine. 
These localities are about 1 mile apart and both are about 1 mile from the 
disseminated ore deposit. In A the plagioclase is more prominent than 
-orthoclase; while in B orthoclase is the chief mineral in the groundmass. 
The illustrations show the principal minerals; also the association of 
biotite with magnetite. 

The interesting features of the rock are the association of biotite with 
the magnetite, and the occurrence of interstitial quartz. 

The magnetite is present in larger amounts than is common in igneous 
rock of the monzonitic type. It occurs as large and small anhedral 
grains, often in biotite crystals or surrounded by a narrow margin of 
small crystals of this mineral. A careful study of these margins shows 
that they have assumed their present position later than the solidification 
of the feldspar groundmass. There are two possible interpretations of 


— 
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‘this phenomenon: (1) the biotite was formed by a reaction between the 


magnetite and certain late magmatic products; (2) the magnetite is of a 
late magmatic period and is replacing the biotite. The fact that the 
same phenomenon was observed in slides from the Sudbury district and 
was evidently caused by a partial replacement of the biotite by the 
sulphides, inclines the present writer to favor the second interpretation. 
In either case, this occurrence of biotite and magnetite explains the 
apparent replacement of biotite by the sulphides in the hydrothermal 
period, as will be explained later. 

The interstitial quartz occurs in spaces about previously formed 


crystals and was the last silicate mineral to solidify. It ispresent in all 


slides, but usually not in large amounts. However, when the amount 
is large, certain changes take place; in some slides the phenocrysts of 
feldspars appear to have been attacked and changed into the finer-grained 
granular feldspars of the groundmass, while the augite shows alteration 
rims of hornblende. A further concentration of this quartz in the form 
of small pegmatite veins produces similar changes but to a greater degree. 


3. The Pegmatite Veins 


Specimens of porphyry from the Commercial mine—outside the area 
of mineralized porphyry—contain small white veinlets, 1 in. in thick- 
ness, composed of quartz and feldspar which are visible to the naked eye. 
The large amount of quartz in the country rock gives it the appearance 
of a granite rather than of the typical quartz-monzonite. 

Examination of the thin section under the microscope shows an 
increase in the interstitial quartz, accompanied by the formation of a 
graphic intergrowth of quartz and orthoclase, as shown in C, Plate II. 
This intergrowth occurs on the edge of the veinlet, while the main body of 
the vein is composed of irregular grains of quartz and orthoclase. The 
pyroxene has been completely changed to hornblende, which still possesses 
some of the petrographic properties of the original pyroxene. Biotite has 
almost completely disappeared and epidote is present instead. Rutile is 
absent and titanite seems to have taken its place. The magnetite and 
pyrite are present in separate and connected anhedral grains but not in 
amounts that would indicate a considerable addition of iron. The mag- 
netite appears to have been attacked and it is possible that hydrogen 
sulphide was responsible for the change of magnetite to pyrite. The 
polished section shows the presence of a very small amount of 
chalcopyrite. 

The relation between the pegmatite and the high-temperature quartz 
vein was not. apparent in the field, so only a limited number of specimens 
were taken; however, the similarity in the mineral constituents suggests a 
close relation between the two. 
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4. The High-Temperature Veins 


A sample from the same location as the pegmatite veins—according to 
Lindgren’s Mineral Classification—proved upon microscopic examina- 
tion to be a high-temperature vein. 

The vein was composed of massive quartz containing a considerable 
amount of metallic sulphides. A narrow strip of green hornblende sepa- 
rated the quartz and the country rock. 

Examination of the thin section showed the hornblende strip to be 
composed of hornblende, formed from pyroxene, together with consider- 
able amounts of epidote, titanite, and apatite. The main body of the 
vein is composed of quartz in which magnetite and pyrite, with a small 
amount of chalcopyrite, occur in such relations that they do not appear 
to have replaced any of the silicate minerals or to have replaced one 
another. It is very probable that they assumed their present form upon 
the solidification of the quartz. 

An interesting feature of the quartz is that many of the crystals are 
clear in the center but in the outer zone contain many small inclusions 
which appear to be apatite and zircon. D, Plate II, shows the contact 
between the hornblende strip and the quartz; also the occurrence of the 
minerals which have been described. 

In the Silver Shield mine and also in the Sulphide mine, near the 
Highland Boy, samples of the porphyry near certain veins showed altera- 
tions similar to those which have just been described, except quartz, 
titanite, and apatite, which were practically absent, while biotite and 
epidote were both present. In some slides the biotite and pyroxene were 
both altering to chlorite. : 

The pyrite and chalcopyrite are not magmatic sulphides, because 
secondary quartz, epidote, or other minerals,—which indicate the action 
of mineralizers,— are present in the same slide. 

The vein minerals and rock alterations which have been described 
are common in the high-temperature veins, in the quartz-monzonite, in 
different parts of the district, but are not found in the disseminated ores; 
furthermore, the alterations which are found in the disseminated ores are 
characteristic of hydrothermal conditions; thus there is little doubt that 
the disseminated ores were deposited by heated aqueous solutions rather 
than under gaseous or magmatic conditions. 

The pegmatite and the high-temperature quartz vein, from the Com- 
mercial mine, may be considered as rock extracts, and indicate, to a cer- 
tain degree,-the composition of the mineralizers which were active during 
the solidification of the magma. 

The processes which have been effective in the formation of these 
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mineralizers and also in the bringing about of the alterations which have 
been described are clearly given in the following words by Harker.* 


‘“‘Pneumatolytic Action.—With the completion of crystallization in a rock-magma 
the contained water and other volatile substances, excepting such portion as has been 
incorporated in some of the crystallized minerals, must be disengaged. Since the 
critical temperature for water is about 365 degrees centigrade, and for other substances 
lower, they must be in the gaseous state, however great the pressure to which they may 
be subjected. 

“The active réle of the volatile constituents does not terminate with the completion 
of the crystallization. Having fulfilled the constructive office of mineralizers, they 
now enter upon a new activity which is partly of a destructive kind. As cooling 
proceeds, some of the compounds crystallized at higher temperatures, cease to be 
stable in the presence of the concentrated gaseous residuum, and are decomposed with 
the production of new minerals. The volatile substances themselves may or may not 
enter into the composition of these new minerals, but in general they do so to a greater 
extent at this stage than during the magmatic crystallization. 

“Pneumatolytic action in plutonic rocks is not confined to their pegmatoid modi- 
fications. In many cases it clearly follows joint-fissures in the body of the rock, 
sufficient nee that it belongs to a stage distinctly posterior to the completion of 
consolidation.” 


At lower temperatures these gases become liquids and the changes due 
to hydrothermal activity follow. 


5. The Early Hydrothermal Period 


The early part of the hydrothermal period marks the most important 
period of mineralization in the disseminated ores, because the solutions 
in this period caused the comparatively uniform dissemination of chal- 
copyrite and pyrite in an area more than 1 mile long and in some places 
more than 14 mile wide. 

Although faulting and intense fracturing in the rock are widespread 
throughout the district it does not appear that in the disseminated area the 
early mineral-bearing solutions were confined to fractures or fissure veins, 
but, on the contrary, these solutions have caused exceptionally uniform 
distribution of fine-grained secondary quartz and sulphide grains through- 
out the entire mass of the rock in large areas. / 

The following quotation from Mr. Boutwell’s report describes clearly 
the mineralized quartz-monzonite of the disseminated ores and also sug- 
gests the possible relation between the magnetite, chalcopyrite, and 
pyrite. 


“A specimen of highly altered monzonite has lost the dark color and compact body 
and shows instead a dull, light gray color, a slightly porous structure, and abundant 
quartz in veinlets and blotches upon the walls of parting planes. Conspicuous areas 
of granular quartz are numerous, the orthoclase is highly sericitized and femic minerals 


* Alfred Harker: The Natural History of Igneous Rocks, p. 266 (1909). 
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are represented by numerous irregular patches of small individuals or flakes of dense 
brown biotite. The quartz and sericite are clearly secondary and though no direct 
proof of the age of the biotite has been found, it resembles secondary biotite and may 


_besecondary also. Magnetite, excepting occasional grains, has disappeared, and large 


amounts of chalcopyrite and pyrite are present in the form of rounded grains, chains, 
and veinlets embedded in secondary quartz, flaky biotite, and sericitized feldspar. 

“The observed stage of metasomatic alteration of magnetite, culminating in the 
occurrence of minute, ill-defined cores of magnetite without secondary sulphides and 
finally in the total disappearance of magnetite, indicates one source of iron of the — 
chalcopyrite and pyrite. Additional iron was doubtless derived from original augite 
and biotite. Any additional sulphur which may have been required was probably 
supplied from without, perhaps in the form of sulphurous gases.”’ 


The alterations just described and the conclusions drawn in this quo- 
tation are in harmony with the present paper. 

A detailed study indicates that the first alterations were as follows: 

The feldspar groundmass in large areas of the quartz-monzonite has 
suffered complete metasomatic replacement by a very fine-grained 
secondary quartz, the feldspar phenocrysts have been partly, and in 
some cases completely, replaced by this secondary quartz; but in spite of 
this intense silicification some of the remaining feldspar fragments are 
perfectly fresh and free from sericite, while others have varying amounts, 
which may have been formed later than this period. The sericite which 
is present in the slides showing the least amount of this mineral is con- 
fined to the feldspars and does not replace the secondary quartz. There 
are two possible explanations for the small amount of sericite: (1) sec- 
ondary biotite may have been formed instead of sericite; (2) the amount 
of carbon dioxide in the first period of mineralization was either small or 
inactive. 
_- 1. In the mineralized monzonite least affected by sericitization there 
are usually large amounts of small green and brown crystalline aggregates 
of secondary biotite. This biotite may have formed instead of sericite 
because of the excess of iron present, part of which was probably in the 
form of more or less complex molecules which formed in the break-down 
from the original augite, which in this altered rock has completely dis- 
appeared, leaving no direct evidence as to its alteration products. In 
this case the secondary biotite may have the formula of sericite in which 
part of the aluminum has been replaced by iron, giving the formula 
Al,Fe(SiO.)sKHs, described by Clarke. However, in many slides the 
secondary biotite is clearly derived from the primary biotite—B, Plate III, 
which is broken up into smaller crystals, many of which are still oriented 
in parallel position in the space occupied by the primary crystal, and prob- 
ably have the same relation to the primary biotite as sericite has to 
muscovite. 


4F, W. Clarke: The Constitution of the Natural Silicates, Bulletin No. 588, 
U. S. Geological Survey, p. 51 (1914). 
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2. The formation of sericite often assumes the presence of carbon diox- 
ide; its formation from orthoclase may be represented by the following 
equation:® 


38KAISiO;,0s + CO, + H.O = KHeAl;(SiO«)s + K2CO; + 65102 
Orthoclase Carbon Water Sericite Potassium Quartz 
dioxide carbonate 


In the early hydrothermal period the amount of carbon dioxide was 
either small or in the presence of the other components of the solution it 
was not effective in producing sericitization. Lindgren in speaking of 
volcanic gases says:® 

‘Among the volcanic gases nitrogen, carbon dioxide, and hydrogen sulphide are 
the most important and their emission, particularly that of carbon dioxide, may con- 
tinue long after the igneous activity has subsided. . . . Evidence of this is furnished 
by the exhalations of carbon dioxide and nitrogen in the mines at Cripple Creek, of 


nitrogen at Creede, and of carbon dioxide in the Tertiary gold deposits of New 
Zealand.” 


The alterations in the disseminated ores give strong evidence that 
sericitization for the most part has been effective after the formation of the 
fine-grained secondary quartz and also after the deposition of the dis- 
seminated primary sulphides, for in many of the slides the feldspars are 
completely replaced, and small lath-shaped crystals of sericite penetrate 
into the chalcopyrite (A and B, Plate V), but seldom into the pyrite 
grains; thus the sericite which is present in the slides showing the least 
amount of this mineral is probably of a later period than the first alteration. 
The author favors the second explanation. 

The replacement of the sulphides by sericite was first described by 


Rogers in a magmatic ore deposit in Plumas County, Cal.7. The occur- 


rence in Bingham presents a parallel case. 

A, Plate III, is a microphotograph showing the irregular cross- 
sections of comparatively fresh feldspar phenocrysts imbedded in a 
groundmass of fine-grained secondary quartz. The accompanying 
outline plate—drawn from the slide—shows the distribution of the 
secondary biotite and also the other minerals which are present in the 
rock containing the least sericite. 

The sagenite webs of rutile may still be seen in the fragments of 
primary biotite, but as the alteration proceeds these crystals separate out 
in small crystalline aggregates and in larger crystals which are evidently 
formed by recrystallization. 


'F. W. Clarke: The Data of Geochemistry, Bulletin No. 491, U. S. Geological 
Survey, p. 512 (1911). 

6 Waldemar Lindgren: Mineral Deposits, p. 445 (1913). 

"H. W. Turner and A. F. Rogers: A Geologic and Microscopic Study of a” Mag- 
matic Copper Sulphide Deposit in Plumas County, California, and Its Modification 
by Ascending Secondary Enrichment. Economic Geology, vol. ix, No. 4, p. 386 
(June, 1914). > 
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The pyroxene and hornblende have completely disappeared. Oc- 
casionally in the porphyry outside of the mineralized areas magnetite 
appears to form when the pyroxene is undergoing alteration; it is there- 
fore probable that some of the iron present in the sulphides was derived 
from this source. 

Zircon and apatite are more noticeable than in the unaltered mon- 
zonite, but are probably unaltered minerals which were present in the 
original rock. 

Magnetite has almost completely disappeared and in its place there 
are chalcopyrite and pyrite, the distribution of which bears a striking 
similarity to that of the magnetite in the unaltered quartz-monzonite. 

Occasionally pyrite or chalcopyrite occurs in altered crystals of the 
primary biotite in such a way that the replacement of biotite by the 
sulphides is suggested. B, Plate III, is a good example of this apparent 
replacement, but it will be noted here that a small crystal of secondary 
biotite, showing no signs of replacement, is present as an inclusion in the ~ 
sulphide. These inclusions are not uncommon in grains of chalco- 
pyrite and occasionally in pyrite. In some slides the secondary biotite 
cuts the sulphide grains and also the secondary quartz in such a way as to 
indicate that it is later than either. Considering the fact that secondary 
biotite is present in such large amounts forming simultaneously with and 
probably following the deposition of the sulphides, it is not reasonable to 
suppose that the biotite has been replaced by the sulphides. 

The only conceivable way in which the sulphides could have been so 
evenly distributed, in a deposit of hydrothermal origin, would have 
been through the medium of a precipitating agent which was itself dis- 
seminated throughout the original quartz-monzonite. This precipitating 
agent was evidently confined to the quartz-monzonite because in the 
quartzite, which has been silicified by the action of the same solutions as 
have produced silicification in the quartz-monzonite, there is at most only 
a narrow margin which is mineralized. 

In the Physical Chemistry Laboratory of Stanford University recent 
work has shown that alkaline solutions charged with hydrogen sulphide, 
alone or in the presence of carbon dioxide, under pressure are capable 
of carrying considerable amounts of metallic sulphides in colloidal 
suspension; furthermore, upon the escape of hydrogen sulphide the 
metallic sulphides are precipitated. A discussion of the experiments 
together with the geologic evidence supporting these results appears in a 

recent paper by Tolman and Clark.® 

In C, Plate III, the sulphides appear along the cleavage planes of the 
primary biotite. The polished section D, Plate III, highly magnified, 


8 C. F. Tolman, Jr., and J. D. Clark: The Oxidation, Solution, and Precipitation of 
Copper in Electrolytic Solutions, etc. Economic Geology, vol. ix, No. 6, pp. 559 to 592 
(Sept., 1914). 
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shows the sulphides in the biotite to be pyrite in small grains, and covel- 


lite and chalcocite replacing the primary chalcopyrite which was deposited 
in small gashes along the cleavage planes of the primary biotite. Occur- 
rences of this kind are rare but they certainly suggest a precipitating 
agent within the biotite. 

Comparison of C, Plate III, with B, Plate II, shows the similarity in 
the occurrence of pyrite in biotite—in the mineralized area—to that of 
magnetite in biotite in the unaltered monzonite. Occurrences of this 
kind together with the similarity in the distribution of magnetite in the 


unaltered rock, and the sulphide in the mineralized monzonite, furnish © 


good evidence that the magnetite is responsible for the precipitation of 
the sulphides, and also explain the apparent replacement of biotite by 
pyrite and chalcopyrite. 

The following equation, though experimental work tends to prove it,° 
is given merely to suggest the possible reactions which have taken place 


in the heated alkaline solutions carrying the copper and probably some — 


iron as colloidal sulphides: 


4H.S + 2CuS + Fe304 = 2CuFeS8, + FeS. = 4H,O 
Hydrogen Cupric Magnetite Chalcopyrite Pyrite Water 
sulphide sulphide 


CuS is used here merely to balance the equation, but another copper or 
copper-iron sulphide could be substituted. 

In the foregoing equation the removal of hydrogen sulphide from the 
solution and the formation of the less soluble sulphides chalcopyrite and 
pyrite, have both been factors in the precipitation. Magnetite has fur- 
nished iron for both chalcopyrite and pyrite, but there may have been an 
addition of iron at this time. 

Another possibility is that the change of magnetite to pyrite by the 
action of hydrogen sulphide—proved experimentally by Doelter!® and 
others—has removed hydrogen sulphide from the solution, thus causing 
the precipitation of chalcopyrite directly. In either case there has evi- 
dently been a molecular rearrangement of the iron, because biotite inclu- 
sions are present in both pyrite and chalcopyrite. 

In many of the slides and polished sections chalcopyrite and pyrite 
occur in separate grains in such a way as to indicate that the pyrite has 
not been replaced by chalcopyrite—for instance, in a certain area, say 
there are 12 sulphide grains; five may be composed wholly of pyrite, two 
of pyrite with a partial border of chalcopyrite, and five of solid chal- 


® Prof. S. W. Young. Personal communication: When chalcocite or covellite and 
magnetite are placed in the same test tube in slightly acid, alkaline, or neutral solu- 
tions in the presence of hydrogen sulphide under pressure the chalcocite or covellite 
is rapidly coated with chalcopyrite and the magnetite is probably changed to pyrite. 

10F, W. Clarke: The Data of Geochemistry, Bulletin No. 491, U. S. Geological 
Survey, p. 317 (1911). 
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copyrite, without any cores or residual fragments of pyrite in the chal- 
copyrite. These grains have no special arrangement with respect to 
veinlets or parting planes in the rock. Occurrences of this kind are 
considered evidence that in certain parts of the deposit chalcopyrite 
does not replace pyrite. Ores from the “Pit” do show a replacement 
of pyrite by chalcopyrite; this will be discussed later. After considering 
other evidence it is not at all impossible that chalcopyrite and pyrite 
were formed in many parts of the deposit at about the same time. 
Where chalcopyrite and probably a small amount of bornite appear 
with but little pyrite it is simply due to solutions richer in copper than 
those which have formed pyrite with less chalcopyrite and the direct 
change of magnetite to pyrite has taken place. 

It is true that the rocks in all parts of the district are intensely shat- 
tered, but the uniformity in the distribution of the fine-grained secondary 
quartz throughout the mass of mineralized monzonite would suggest that 
if these fractures existed they were extremely small under the great pres- 
sure at depth. Outline Plate I, made from the photographs and polished 
sections, natural size, shows the distribution of the sulphide grains with 
reference to the small fractures. 

The precipitation of sulphides in the way which has just been described 
favors a great vertical range for the deposition of the chalcopyrite and 
pyrite. The present development work of the Utah Copper Co.—surface 
and deep drilling—has proved this range to be a minimum of 2,500 ft. 


6. The Late Hydrothermal Period 


The late hydrothermal period is probably a continuation of the early 
period, occurring after a more intense fracturing and faulting throughout 
the district. Although this period was probably an important one in the 
mineralization of the lower-temperature replacement deposits and fissure 
veins bordering the monzonite, it has been of less importance in the dis- 
seminated deposit, because in the disseminated ores the small veinlets, 
though quite numerous, seldom exceed 2 or 3 in. in thickness and are 
never included in the regular mine samples. With these sulphides, covei- 
lite or chalcocite is generally present in such amounts that it is not possi- 
ble to determine with certainty the order of formation of the different 
minerals. 

Molybdenite is common as very thin coatings on slickensides and 
parting planes in the porphyry. This mineral is usually formed at high 
temperature and may have been formed in the early hydrothermal period. 

Enargite, sphalerite, and galena are rare. To the writer’s knowledge 
there are only four places in the entire area of mineralized porphyry where 
these minerals are found in veinlets. 

Typical examples of some of the small veinlets together with enlarge- 
ments from their polished sections are shown in A, B, C, and D, Plate IV. 
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The alterations accompanying and following this later period of min- 
eralization have been silicification and sericitization along the parting 
planes in the rock. The intense silicification usually extends not more 
than an inch on either side of the veinlets in the black porphyry, but in 
the workings of the underground mine, located below the top of the 
mountain, a strip of monzonite about 200 ft. thick, bordering the quartz- 
ite, has been so intensely silicified and sericitized as to produce a light- 
colored rock which has been thought to be a separate intrusive mass. 
This light-colored rock is locally termed the ‘Payroll porphyry,’’ after 
the Payroll group of claims, and hereafter will be called by that name. 
The Payroll porphyry outcrop forms the top of the mountain, where its © 
resistance to weathering has governed the topography to a considerable 
degree. 

The light color and the small brown specks visible to the naked eye in 
the hand specimen, serve to distinguish the Payroll from the ‘Black”’ 
porphyry—altered quartz-monzonite containing a large amount of pri- 
mary and secondary biotite. 

Examination of thin sections of Payroll porphyry proves beyond doubt 
that it is the same porphyry as the darker quartz-monzonite, which it 
grades into without a well-defined contact. The light color is due to the 
large amount of quartz and sericite, while the brown spots are shown to 
be small aggregates of rutile crystals occurring in bleached biotite or in 
the spaces once occupied by the primary biotite crystals. 

While the later period may not have been important as one of miner- 
alization, the sericitization in this period has been of great importance in 
increasing the porosity of the rock, in the Payroll porphyry throughout 
the entire mass, and in the Black porphyry along numerous small frac- 
tures in the rock, thus promoting uniform enrichment by surface waters. 


II. Szconpary ENRICHMENT 


1. Author’s Note 


In the following pages the term secondary will be used in the sense of 
changes, alterations, and enrichment caused by sae ere: surface waters 
or solutions. ‘ 

The reader will keep in mind that the photographs of the polished 
sections in this paper, as in most of the recent papers, show areas which in 
the natural size are extremely small (compare sulphide grains, Plate I, 
with enlarged grains, Plate V, etc.) and thus the replacements shown are 
on a very small scale. 

The conventional design on the outline plates indicating a certain min- 
eral has been retained for that mineral, so far as possible, in all of the plates. 
The drawings have been made from the photographs and also by the use 
of the microscope and are therefore accurate. No attempt has been made 
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to show the different silicate minerals bordering the sulphide grains in 
the polished section, because determination of these minerals by reflected 
light is at best only a guess. In this paper determinations of silicate 
rhinerals have been made in thin sections. In the thin section the sul- 
phide grains are usually surrounded by fine-grained secondary quartz 
(shown in A, Plate III), small flakes of green and brown biotite, and in 
most of the specimens a large amount of sericite is present. 


2. Factors Governing Enrichment 


The principal factors governing the enrichment of the disseminated 
copper ores in Bingham Canyon are as follows: 

(a) The intense fracturing of the rock has formed numerous channels, 
affording uniform circulation of surface waters. A, Plate I, shows this 
fracturing, also faulting on a small scale. Often it is difficult to obtain 
hand specimens of the ordinary size without many small fractures running 
through them. 

(b) Sericitization has increased the porosity, and thus the permeability 
to surface waters, along the fractures and in large areas throughout the 
entire mass of the rock. 

(c) Erosion has taken place more rapidly than oxidation because, as 
the canyons have been cut on each side of the mountain, rather steep soil- 
covered slopes have been formed; the impermeability of these slopes has 
caused a large part of the surface water to run down the mountain side, or 
soak into the soil for only a short distance; thus only the water from heavy 
precipitations—rain water or that from thawing snow—has passed down 
through the rocks. Oxidation has been slow, and only a comparatively 
thin blanket of oxidized leached capping covers the orebody. Variation 
in the thickness of the capping is governed by the topography of the moun- 
tain and the permeability of the rock. 

(d) In recent geologic periods, at least, the elevation of the dissemi- 
nated ores has been high—at present about 7,300 ft.; therefore cold win- 
ters and warm summers have doubtless governed to a certain degree the 
rate of oxidation. 


3. The Enrichment 


The occurrence of the two principal secondary copper minerals divides 
the enrichment of the disseminated ores into two different types: (1) 
where covellite is more abundant than chalcocite; (2) where chalcocite is 
more abundant than covellite. Although the ores of these two types 
blend into each other they are still distinct enough to be taken up under 
separate headings. 

The greatest depth to which the enrichment extends is about 800 ft. 
below the surface, but the average thickness of the entire known orebody 
is 445 ft., and it is covered by an average thickness of capping of 114 ft. 
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4. The Covellite Enrichment 


The ore in which covellite is the most important secondary mineral is 
located below the top of the mountain and upper levels. A rough bound- 
ary might be taken to include the surface and underground ore above 
Sub-level 5 of the underground mine, as shown on the longitudinal section, 
Fig. 1. 

In the summer of 1914 the writer spent three months working on the R 
level. Observations made here will hold good for the levels from the top 
of the mountain to a number of levels below R. 

The steam shovels and drills along some of these levels are working ~ 
part of the time in ore and part of the time in capping; thus a good oppor- 
tunity is afforded for studying both. 

(a) The Capping above the Covellite Ores——The capping is usually 
composed of several feet of soil and 50 to 100 ft. of leached porphyry. The 
leached rock is colored with the characteristic browns of the iron ores. 
Near the soil the brown color is lighter, but passing downward it shades 
into a darker brown until, in a transition zone of a few feet, the rock 
assumes the dark-gray color of the ore. When the bank is freshly broken 
by a blast these colors are most noticeable; after a few days the moisture 
dries out, and the brown fades, but the gray appears wet, due to the pres- 
ence of sulphuric acid, together with copper and iron salts. A short 
time after this surface is exposed a greenish stain appears on the gray rock, 
extending from 5 to 20 ft. below the brown, and in the course of a few 
days the evaporation of moisture causes a thin coating of copper sulphate 
crystals to form. 

On the R level a churn drill was used to drill 6-in. holes for blasting 
purposes. The holes were drilled along the edge of the bank, 40 ft. apart, 
and to an average depth of 45 ft. While drilling in the brown capping the 
bit was scoured and clean, but when working near the contact of the ore 
green spots appeared on it, and in the ore just below the surface or brown 
capping it was often covered with a visible coating of coppef. 

The latter is remarkable because while the drill was in operation the 
scouring action of the grit in the slime would prevent the formation of this 
coating; therefore it must have been formed between the stopping and 
the hoisting of the bit, which at most was not more than 4 or 5 min. , thus 
indicating a fairly concentrated solution of copper sulphate. 

In general, the observations point to the fact that during the warm 
dry months of the summer, when the rock is moistened only by an occa- 
sional shower, oxidation is rapid and the iron and copper sulphates, 


11 It must be understood that this rock was only slightly moist, but while delhag 
enough water was poured into the hole to make a fluid slime and the copper sulphate 
was dissolved in this water. 
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together with sulphuric acid, accumulate in considerable amounts just 
below the capping. 

The water from the first heavy precipitation, percolating through the 
rocks, dissolves the accumulated salts, producing a more concentrated 
solution than those which follow for some time. In regions similar to 
Bingham, where the snow lies on the mountains for a number of months 
during the winter, oxidation may be slow during the cold weather and 
thus the solutions which pass down through the rocks will be almost 
barren of copper and iron salts—possibly until about the same time in the, 
next year. In this case it would be remarkable if the periodic solutions _ 
were always of uniform acidity and always carried the same amounts of 
copper and iron sulphates in solution. 

If the secondary minerals showed no signs of periodic changes little 
would be gained by discussing conditions which would produce changes 
in the descending solutions, but the disseminated ores do show these 
changes to a marked degree, as will be shown under the heading “‘Second- 
ary Chalcopyrite and Bornite.” 

Another interesting phenomenon which was noted in connection with 
the churn-drill holes was as follows: In the brown capping a candle 
burned brightly while being lowered to the bottom of the hole, but in the 
ore the flame was extinguished a few feet below the surface, or the brown 
capping. Running the bailer up and down in the hole did not mix the 
gas and air insuch amounts that the condition wasimproved. No odor of 
sulphur gases could be detected. It is therefore probable that the oxygen 


of the air was being rapidly used up, probably by the ferrous sulphate 
thus: 
2FeSO, + H2SO,4 + O, = Fes(SO.)s + H;O + Ne. 


Ferrous Sulphuric Air Ferric Water 
sulphate acid 21+ %O:2 sulphate 
78+Na 


From this it would appear that the ferric sulphate had been reduced to 
ferrous sulphate a short distance below the capping. Whether this be so 
or not this phenomenon would indicate reducing rather than oxidizing 
conditions. It is usually supposed that the ferric sulphate may extend 
some distance below the oxidized zone, but if the sulphuric acid does 
become concentrated just below the brown capping, its tendency to 
produce hydrogen sulphide by reactions with certain sulphides would be 


increased. The hydrogen sulphide thus generated would rapidly reduce 
the ferric to ferrous sulphate thus:!? 


Fe2(SO.4)3 + HoS = 2FeSO, +S + H.SO, 
Ferric Hydrogen Ferrous Sulphur Sulphuric 
sulphate sulphide sulphate acid 


An excess of this hydrogen sulphide under low pressure might precipi- 


2wW, H. Emmons: The Enrichment of Sulphide Ores, Bulletin No. 529, U.S. Geologi- 
cal Survey, p. 91 (1913). 
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tate both iron and copper sulphides. The remaining hydrogen sulphide, 
together with that which may be generated at a greater depth, passes 
downward with the sulphate solution, carrying with it small amounts of 
colloidal copper and iron sulphides. Sphalerite is one of the sulphides 
which produce hydrogen sulphide most readily by the action of sulphuric 
acid, but it has been found experimentally" that under a pressure of two 
atmospheres the reaction ceases or becomes extremely slow; thus this 
reaction would take place near the surface, but at comparatively shallow 
depth the sphalerite may remain unchanged in the presence of acid 
solutions. Other sulphides will build up greater pressures, but in 
general the generation of hydrogen sulphide by descending acidic surface 
solutions is probably a reaction which takes place a short distance below 
the surface in fairly concentrated acid solutions. 

The minerals present in the capping are shown in thin section to be a 
large amount of secondary quartz which the surface waters have not 
affected; sericite is partly changed to kaolinite, and often the sericite and 
kaolinite fill the space once occupied by the original feldspar crystals. 
In some ‘slides biotite has completely disappeared, leaving only small 
yellow crystals of rutile in its crystal outline; in other slides the biotite 
is bleached until it has the appearance of muscovite. The sericitization 
and bleaching of the biotite is largely a hydrothermal alteration, but the 
kaolinization is undoubtedly an alteration produced by acidic surface 
waters. The carbonates, azurite and malachite, are noticeably absent 
along the upper levels. The sulphides when present in the capping are 
often surrounded by the brown and yellow oxides of iron. One occur- 
rence of gypsum was noted on the R level, but this was confined to small 
veinlets in a clay-like gangue about 30 ft. thick. 

Aside from the kaolinite and small amount of gypsum there are no 
alteration products which would indicate a considerable neutralization 


of the acid solutions by the silicate minerals. It is therefore reasonable 


to suppose that the copper minerals in and just below the capping will 
show the effects of acid solutions to a marked degree while the sulphides 
at depth will show these effects to less degree. 

Polished sections made from ores, taken from the upper levels just 
below the capping, show the disseminated sulphide grains to be coated 
with covellite. The coating of covellite is usually much deeper on the 
chalcopyrite grains than on the pyrite; and when it is found as a coating, 
partly or completely encircling the pyrite grains, it is usually possible to 
see fragments of chalcopyrite in the covellite, indicating that the covellite 
was formed by the replacement of chalcopyrite rather than pyrite. 

A, B, C, and D, Plate IV, are photographs of polished sections showing 
small veinlets, full width, together with the enlargements of small areas 


18 Laboratory of Physical Chemistry, Stanford University. 
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of each vein. These veinlets were all collected along the R level just 
below the brown capping. In these sections, as in others from the same 
vicinity, covellite is shown to be the predominating secondary copper 
sulphide. 

The formation of covellite from chaleopyrite—A, Plate [V—may have 


been quite simple, as shown in the following equation: 
CuSO, + CuFeS, = 2CuS + FeSO, 
Copper Chaleo- Covellite Ferrous 
_ sulphate pyrite sulphate 


But in the replacement of galena—D, Plate IV—the reaction was prob- 


ably more complex and could not be indicated by a simple equation ~ 


because free sulphur was among the other products. The replacement 
of enargite by covellite would also represent a more or less complex 
replacement. 

In the hand specimen a small veinlet may appear to be composed of 
pure chalcocite, but a polished section often shows this veinlet to be com- 
posed almost wholly of pyrite with microscopic veinlets of chalcocite 
passing through the pyrite; an example of this is shown in B’ and B, 
Plate IV. .B’ shows the vein composed of pyrite while B shows the 
microscopic veinlets of chalcocite. 

b. Conclusions Drawn from a Study of the Capping and the Covellite 
Ores.—There is a transition zone of only a few feet, between the oxidized 
brown capping, carrying practically no sulphides, and the gray rock con- 
taining large amounts of sulphides. 

In the brown capping oxidizing conditions exist, while in the gray 
rock just below it reducing conditions predominate. 

The copper and iron sulphides, together with sulphuric acid, accumu- 
late just below the capping during the warm summer months, and are 
dissolved by the water from the first heavy precipitation after the dry 
season, producing a solution with a higher concentration of these salts 
than the solutions which follow for some time. 

The solutions producing enrichment are periodic. The relative con- 
centrations of dissolved salts and acid vary in different periods. 

The solutions passing downward through the orebody are probably 
slightly acid to a considerable depth unless neutralized by the reactions 
with sulphide minerals. 

Covellite is the predominating eananiaed copper mineral, formed 
under slightly acid conditions, in the porphyry below the upper levels. 

c. Covellite Enrichment at Depth—From the underground mine located 
directly below the top of the mountain and the upper levels, which have 
just been described, the writer has collected about 125 samples. These 
samples were taken on the three main levels, Sub 1, Sub 5, and Sub 8, 
at varying intervals along the crosscuts, perpendicular to the plane of the 
longitudinal section (Fig. 1). These crosscuts extend from the quartzite 
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on one side, directly across the intrusive nearly to the surface of the 
mountain on the other side, a total distance of about 2,100 ft. on Sub 8, 
and a somewhat greater distance on the levels below. 

The polished sections of these ores invariably show that the enrich- 
ment has been similar to that of the disseminated ores of Ely, Nev., 
described by Mr. Spencer’ in the following words: 


“Both chalcopyrite and pyrite have been replaced by chalcocite but the coatings 
of this secondary mineral are commonly much deeper on the chalcopyrite than on 
pyrite, much of which has not been coated at all.” 


Covellite, however, is more abundant than chalcocite in the ores of 
the underground mine and is formed in these ores chiefly from chalco- 
pyrite by slightly acid or neutral solutions carrying a considerable amount 
of copper and ferrous sulphates. Covellite is often replaced by chalcocite, 
and in some sections it appears that the reverse order may have taken 
place. 

Typical examples of the ores from the underground mine are shown in 
A, B, C, and D, Plate V. These illustrations also show the replace- 
ments which have just been described. In A and B it will be noted that 
there are small lath-shaped crystals of sericite penetrating the sulphide 
grains. ‘These sericite crystals are invariably surrounded by covellite, 
chalcocite, or the secondary mineral, showing that they are not inclusions 
but have penetrated the grains from the outside and are therefore later 
than the primary and earlier than the secondary sulphides. The sericite 
crystals, although microscopic in size, have formed sub-capillary channels 
into the sulphide grains, thus permitting a more complete replacement 
by the secondary minerals. These examples also emphasize the impor- 
tance of sericite as a mineral which increases the porosity of the rock. 

_D shows bornite and chalcocite forming the center of a grain, while 
covellite appears to have replaced part of the chalcocite; then a change in. 


’ the solutions has caused a part of the covellite to be replaced by a border 


of chalcocite. 

Chalcocite is formed more commonly from bornite—C, Plate VI— 
than from chalcopyrite, but under certain conditions the blue chalcocite 
may develop directly from the chalcopyrite and in a few small fissure veins 
white chalcocite may replace sphalerite—D, Plate VI. In general, there 
are probably two factors which govern the formation of chalcocite in the 
disseminated ores: (1) decreasing acidity in the solutions, probably to the 


extent of neutral or alkaline conditions; (2) relative concentration of 


copper sulphate to ferrous sulphate; the latter will be discussed under 
the heading “Secondary Chalcopyrite and Bornite.” 


. 14 Arthur C. Spencer: Chalcocite Enrichment, Economic Geology, vol. viii, No 
7, p. 622 (Oct., 1913). 
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5. The Chalcocite Enrichment 


The ores in which chalcocite is most prominent include those of the 
Pit and a number of levels above it. 

While the capping in this area has many minerals in common with the 
capping which has been described, the most noticeable difference is the 
presence of the green and blue carbonate stains in the capping and gray 
ore. 

a. The Carbonates in the Capping above the Chalcocite Ores.—The car- 
bonates, together with the oxides and sulphides of copper, are present in 
the capping in such amounts that this capping is being deposited in large 
dumps where it will be treated in the future by leaching processes. 

The formation of the carbonate ores may have been effected by a 
number of different processes, among which the most probable are: (1) 
The direct action of the copper sulphate solutions with lime carbonates 
in the rock. But the thin sections have failed to show the presence of 
calcite or gypsum, either or both of which should be present if this action 
had taken place. (2) The waterrunning down the canyon from the lime- 
‘stone ridges higher up carries small amounts of H,Ca(COs)2 (acid calcium | 
carbonate), which might produce carbonates, but again gypsum should be 
present in the ores. (3) The presence of carbon dioxide—both of atmos- 
pheric and organic origin—in the surface waters, in sufficient concentra- 
tion, will produce copper carbonates when these waters come in contact 
with copper sulphate and sulphides. The geologic evidence shows that 
the latter has been the most effective process in the formation of the car- 
bonate ores in the disseminated deposit. 

Before steam-shovel operations began in 1906 the orebody was a 
short distance below the surface of a brush-covered mountain. It appears 
that during the summer months the decay of organic matter produced 
‘carbon dioxide, part of which remained in the soil; this carbon dioxide, 
together with atmospheric CO2, was evidently dissolved in the water which 
passed down the mountain side. At the top, the carbon dioxide content 
was probably small, but as the water passed down the mountain side the 
concentration of this gas and alkaline carbonates evidently increased until, 
about half way down, the concentration was sufficient to produce car- 
bonates when these waters came in contact with the accumulated copper 
sulphate. The atmospheric oxygen also present in these solutions was 
probably used up in the oxidation of the copper and iron sulphides and 
also in the formation of melaconite and cuprite. The sulphuric acid 
formed in the zone of oxidation would doubtless be partly neutralized by 
the surface waters. Thus the presence of the carbonates indicates that 
the solutions were~probably slightly acid to alkaline. 

b. The Formation of Chalcocite.—It is safe to say that the chalcocite in 
the ores below this area was formed by weakly acid to slightly alkaline 
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solutions. A, Plate VII, shows the replacement of chalcopyrite by chal- 
cocite, with bornite as an intermediate product. Later, the chalcocite 
has been replaced by melaconite and malachite. The melaconite may or 
may not be an intermediate product between chalcocite and malachite. 
In D it appears that chalcopyrite has been partly replaced by covellite; 
then a change in the solutions has caused the chalcocite to replace in part 
both covellite and chalcopyrite, leaving the covellite as residual crystals in 
the chalcocite. C shows chalcocite replacing pyrite, and a later replace- 
ment of chalcocite by melaconite; this replacement of pyrite by chalcocite 
may be a deep-seated change brought to the surface by erosion. In this 
specimen crystals of chalcocite shown by etching are at least 3¢ in. long 
and are formed by replacement of bornite, chalcopyrite, and pyrite by the 
copper in the descending solutions. Etching with nitric acid or potassium 
cyanide develops a structure almost identical with that which has been . 
attributed to primary chalcocite; it is therefore doubtful whether etch- 
ing tests can be used as criteria to distinguish primary and secondary 
chalcocite. 

In general, the chalcocite is formed in these ores by the replacement of 
chalcopyrite, bornite, pyrite, and occasionally covellite. The chalcocite 
usually forms directly from these minerals without intermediate copper- 
iron or copper sulphides; however, under certain conditions chalcopyrite 
may be an intermediate product between pyrite and chalcocite; also 
bornite may be an intermediate product between chalcopyrite and chal- 
cocite; the latter is not common, and in the same specimen the writer has 
not observed pyrite passing through the intermediate stages of chalco- 
pyrite, bornite, and covellite to chalcocite, as the theoretical replacement 
should proceed. 

In the disseminated sulphide grains the replacement by chalcocite may 
vary from a thin coating to complete replacement, but here, as is common 
throughout the orebody, the enrichment as a whole is very regular. 

Whether or not the intermediate products will be formed in the re- 
placement of iron or copper-iron sulphides by chalcocite is doubtless gov- 
erned by the concentration of the ferrous sulphate in the solutions produc- 
ing the reactions. 


6. Secondary Chalcopyrite and Bornite 


Secondary chalcopyrite may be formed as an intermediate product 
between pyrite and chalcocite; and bornite as an intermediate mineral 
between chalcopyrite and chalcocite, as has already. been discussed, but 
the most interesting occurrence of these minerals is where they are formed 
in the reverse order by the replacement of chalcocite and covellite. 

In different parts of the disseminated chalcocite and covellite ores, 
_ especially in the deeper ores, the sulphide grains appear, in the hand 
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specimen, to be composed wholly of chalcopyrite; but in the polished 
section the chalcopyrite is often shown to be only an extremely thin 
coating surrounding the grain. It was probably these ores which Mr. 
Emmons referred to in the following quotation:'® 


“In much of the ore, especially in that of lower levels, chalcopyrite is an important 
ore mineral, and considerable masses . . . carry very little chalgocite. It is not 
known whether the chalcopyrite is a primary or secondary sulphide.” 


In the masses referred to as carrying very little chalcocite, it is prob- 
able that there was considerable chalcocite present, but it was covered by 
a chalcopyrite coating. 

There are unquestionably two generations of chalcopyrite: (1) the 
primary, which is the most important ore mineral in the disseminated 
ores; (2) the secondary, which composes a minor part of the chalcopy- 
rite. In D, Plate VIII, the primary and secondary chalcopyrite are 
shown. ‘The primary chalcopyrite, marked P, forms a center surrounded 
by chalcocite and bornite and also one end of the grain, while the second- 
ary forms a thin coating which in the photograph is shown as a border 
surrounding the grain. 

The photographs in Plate VIII show the different stages in the replace- 
ment of chalcocite by chalcopyrite. In A, B, and C it appears that the 
white chalcocite has changed to a pale-blue chalcocite, due to a slight 
addition of iron, leaving the white chalcocite only as narrow gashes along 
crystallographic directions in the sulphide grain. By a gradual addition of 
iron the impure blue chalcocite is changed to bornite, and a further addi- 
tion of iron and bornite is replaced by chalcopyrite in the form of a thin 
coating completely surrounding the grain, and also as small fissures and 
gashes extending into the grain. In A, B, and C the bornite and chal- 
copyrite are undoubtedly later than the blue and white chalcocite; the 
only question is the relation of the blue and white chalcocite. In the 
chalcocite ores which do not show the reverse reaction the white chalco- 
cite is often formed by the replacement of the blue and it is possible that 
the white chalcocite in A, B, and C was formed by a replacement of 
originally blue chalcocite and is thus later; but if this has taken place 
there has also been a later replacement of part of the white by the blue 
chalcocite. 

Experimental work!® tends to show that the white chalcocite is the 
purest form of chalcocite, while the blue is an impure variety containing a 
small amount of iron; thus it might easily be formed as an intermediate 
product in ordinary replacements of chalcocite or in the reverse reaction 
where chalcocite is replaced by bornite and chalcopyrite. . 


**W. H. Emmons: The Enrichment of Sulphide Ores, Bulletin No. 529, U.S. 
Geological Survey, p. 179 (1913). 


16 Laboratory of Physical Chemistry, Stanford University. 
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The a Saat a A and B, Plate VI, and A, B, C, D, E, and F, 
Plate VIII, were selected from specimens in hich all of the sulphide 
grains showed the reverse reactions, so these illustrations show charac- 
teristic replacements common to the Peet rather than selected 
grains picked to prove a certain point. 

In some of the sulphide grains it appears that a border of chalcopyrite 
and bornite is formed; the chalcocite assumes the pale blue color; then 
the chalcopyrite appears to build from the center of the grain toward the 
outside and from the outside toward the center. In this way chalcocite 
and chalcopyrite with bornite often occur as very irregular patches in the 
grain, but in no case has the typical graphic intergrowth of chalcocite and 
bornite been observed. However, the irregular formation of chalcocite 
with bornite and chalcopyrite often approaches a structure almost as 
irregular as that of the graphic intergrowth formed by eutectic mixtures 
of chalcocite and bornite as described by Laney" in the Virgilina ores. 

In some grains this occurrence of chalcocite, bornite, and chalcopyrite 
could be explained by an incipient breakdown of the bornite into chal- 
cocite and chalcopyrite, as described by Graton and Murdoch, '* if it were 
not for the fact that in some grains (A, Plate VIII) the ratio of chalcocite 
to chalcopyrite is too large, and in other grains (F) the ratio of chalco- 
pyrite to chalcocite represents a larger amount of chalcopyrite than could 
be accounted for by iron in bornite. Other sulphide grains show the 
chalcopyrite as gashes in, and bordering, sulphide grains, the centers of 
which are composed wholly of bornite. 

Some of the sulphide grains suggest that the chalcocite in the center of 
the grain might have been formed by the replacement of bornite, but in 
grains where bornite containing gashes of chalcopyrite is being replaced 
by chalcocite—C, Plate VI—the replacement proceeds from the outside 
toward the center. The bornite is more readily replaced than the chal- 
copyrite and thus the gashes of chalcopyrite are seen extending from the 
bornite into the chalcocite, and often are not replaced even after the com- 
plete replacement of bornite. In the grains showing the reverse reactions 
this selective replacement does not occur. C, Plate VI, might be taken 
to show the appearance of a sulphide grain similar to EH, Plate VIII, 
after chalcocite-forming solutions had completely replaced the chalco- 

pyrite border and partly replaced the whole grain. 

In studying the specimen from which the photographs of Plate Vill 
were taken, the writer has observed, in one or two grains, two generations 
of chalcocite, but usually it occurs in such a way as to show that there has 


17F, B. Laney: The Relation of Bornite and Chalcocite in the Copper Ores of the 
Virgilina District of North Carolina and Virginia, Economic Geology, vol. vi, No. 4, 


pp. 339 to 411 (June, 1911). 


18J,, C. Graton and Joseph Murdoch: The Sulphide Ores of Copper. Some Results 
of Microscopic Study. Trans., xlv, 49 (1913). 
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been a gradual migration of the iron from the chalcopyrite border veinlets 
and gashes. This strongly suggests that a part of the blue chalcocite and 
bornite is formed as in the chalcopyrite by an addition of iron from the 
solutions acting on the outside of the grain. 

It is interesting to find that in the covellite ores the reverse reaction 
also takes place and the covellite appears to be replaced directly by 
chalcopyrite. In some of the sulphide grains a small amount of second- 
ary bornite is formed, but this bornite does not appear to be an ‘interme- 
diate mineral between the covellite and chalcopyrite. A grain of sulphide 
composed almost wholly of covellite is often covered by a thin coating of 


chalcopyrite; A and B, Plate VI, show this replacement. In A there is — 


an indication of two distinct borders of chaleopyrite—marked I and II— 
separated by a narrow strip of covellite, which indicates that there have 
probably been two generations of secondary covellite and chalcopyrite. 
In both the covellite and chalcocite ores the chalcopyrite is formed by an 
addition of iron, the larger part of which has unquestionably been sup- 
plied by solutions acting on the outside of the sulphide grains. 

The author believes that the secondary chalcopyrite has been formed 
by descending surface waters rather than the primary solutions, because 
chalcocite grains coated with chalcopyrite are often found near the top of 
the sulphide ores where enrichment extends 400 to 500 ft. below. If the 
chalcocite and chalcopyrite coating had both been formed by primary 
solutions, the thin chalcopyrite coating would undoubtedly have been 
replaced by secondary chalcocite or covellite. The only conclusion which 
can be drawn is that the local concentration of iron in the descending 
solutions has been responsible for the reverse reactions. 

The formation of chalcopyrite by cold descending solutions has often 
been questioned, but recent work in the Laboratory of Physical Chemis- 
try, Stanford University, has shown that chalcopyrite can be formed in 
cold solutions by the action of ferrous sulphate on chalcocite, covellite. or 
bornite. The data in the following paragraph, together with the photo- 
graphs appearing in Plate IX, are published by the courtesy of Prof. 
S. W. Young. 

Experimental work shows that chalcopyrite can form by the direct 
replacement of copper in chalcocite, covellite, or bornite, by the iron of the 
ferrous sulphate. The reactions take place in acid, neutral, or slightly 
alkaline solutions in the presence of hydrogen sulphide under pressure, 
but are more rapid in neutral than in acid or alkaline solutions. 

The photographs in Plate IV show synthetic chalcopyrite as borders 
and small veinlets covering and passing through fragments of chalcocite, 
bornite, and covellite which have been subjected to the action of ferrous 
sulphate for a period of about six weeks at a temperature of 30°C. Avis- 
ible coating of chalcopyrite is formed on small fragments of chalcocite, 
covellite, or bornite in about three days; longer periods show an increase 
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in the intensity of the chalcopyrite color, and polished sections made from 
these fragments show, under the microscope, unquestionable chalcopy- 
rite borders and small veinlets passing through the sulphide fragment. B 
shows quartz fragments in bornite, the contact completely surrounded by 
narrow borders of chalcopyrite. Future work will probably show that 
bornite can be synthetized in a similar way. 

Hydrogen sulphide probably plays the part of a catalytic agent, 
and its expansion from a liquid state in the sealed tube causes considerable 
pressure, which is probably a factor in the reverse reaction. The fact 
that the reaction takes place in acid, neutral, or alkaline solutions empha- 
sizes the fact that the reactions are governed by the mass law; thus it 
appears that in the presence of certain concentrations of copper sulphate, 
covellite is formed from chalcopyrite thus: 


CuSO, + CuFeS. = 2CuS + FeSO,, 


but if the concentration of the ferrous sulphate is increased beyond a 
certain point the reaction takes place in the reverse direction, thus: 


FeSO, + 2CuS = CuFeS, + CuSO. 


_ Similar equations might be written to show the reverse reaction with 


chalcocite and bornite. 

Strong evidence supporting the reversibility of some of the equations, 
common to the chemistry of secondary enrichment, is given in the 
disseminated ores. Thus the alternating borders of covellite and chalco- 
pyrite in the covellite ores, A, Plate VI, are easily explained by changes in 
the concentration of the iron and copper in the descending solutions. 
These changes might be caused in the following manner: Certain veins, 
pockets, or zones in an orebody are often rich in copper and others are 
composed almost wholly of pyrite. While the sulphides higher in copper 
are being oxidized the descending solutions will carry a considerable 
amount of copper sulphate and chalcocite, and covellite will be formed 
to a considerable depth; but when pyrite is undergoing oxidation the 
amount of ferrous sulphate will be larger and a part of the chalcocite and 
covellite at depth may be changed back into chalcopyrite. ‘The change 
in the concentration of the iron and copper is often gradual and thus 
bornite replaces part of the chalcocite; then as the concentration of iron 
increases chalcopyrite is formed. 

If the solutions are periodic, as indicated in the capping above the 
covellite ores, the concentration of copper sulphate and ferrous sulphate 
might vary considerably in different periods, and therefore it would be 
quite possible to have two or more generations of secondary copper and 
copper-iron sulphides. Where such changes take place the relation of the 
primary and secondary minerals will be very complex. It is very 
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probable that the concentration of the ferrous sulphate must be high 
before the order of the replacements is reversed. 

Analyses of waters from copper mines usually show the ferrous 
sulphate in considerable excess of the copper sulphate. Of the 18 
analyses given by Emmons’ the iron sulphate (ferric near the surface and 
ferrous sulphate at depth) is present in excess of the copper sulphate in 
all but two samples. 

In any event to a certain depth the net result is enrichment, because 
either chalcocite or covellite is present and a considerable amount of the 
pyrite is replaced by chalcopyrite. C, Plate V, shows a pyrite grain 
partly replaced by chalcopyrite. The chalcopyrite appears to be formed 
by a replacement of chalcocite rather than by a direct replacement of 
the pyrite. 

At present it is impossible to say to what extent ferrous sulphate 
has effected enrichment, but possibly some of the reverse reactions in the 
Butte ores, described by Sales 2° in the following quotation, were caused 
by ferrous sulphate rather than by primary solutions. 


“‘Bornite . . . is often seen to be a transition product between pyrite and chal- 
cocite; also in the reverse reaction where chalcocite passes by gradual alteration stages 
through bornite to chalcopyrite . . .. While bornite is commonly an alteration 
product, and therefore secondary, it probably does not often result from the action . 
of downward moving surface waters, but is generally a product of ascending solutions. 

The alteration of massive chalcocite to bornite is common, as is the change 
from enargite to chalcopyrite, and covellite to chalcopyrite.” 


Similar replacements have also been described by Graton and Mur- 
doch,?! and Ray,?? but in general the primary solutions are favored. 
The author has not made an extensive study of the Butte ores, and as 
reverse reactions in them might be caused by the primary solutions as 
well as the secondary, the matter is open for discussion. 


III. ConcLuUsIONS AS TO THE FORMATION OF THE IMPORTANT SULPHIDES 
IN THE DISSEMINATED ORES 


Pyrite, chalcopyrite, and probably a minor amount of bornite are the 
primary copper minerals. The primary sulphides do not occur in these 
ores as magmatic sulphides, but owe their present distribution to the 
magnetite which was a magmatic mineral. 


19 W. H. Emmons: The abehslent of Sulphide Ores, Bulletin No. 529, U.S. 
Geological Survey, pp. 60 to 61 (1913). 

20 Reno H. Sales: Economic Geology, vol. v, No. 7, p. 682 (Oct.—Nov. ., 1910). ° 

21 L. C. Graton and Joseph Murdoch: The Sulphide Ores of Copper. Some Results 
of Microscopic Study. Trans., xlv, pp. 44 and 50 (1913). 

22 J.C. Ray: Paragenesis of the Ore Minerals in the Butte District, Montana. 
Economic Geology, vol. ix, No. 5, p. 477 (July, 1914). 
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Covellite is the most abundant secondary copper mineral forming by a 
replacement of chalcopyrite in slightly acid to neutral solutions. 

Chalcocite is the most important secondary copper mineral formed 
under slightly acid to alkaline conditions. 

Secondary chalcopyrite may be an intermediate mineral between 
pyrite and chalcocite; and bornite may be formed as an intermediate 


product between chalcopyrite and chalcocite. 


Secondary chalcopyrite and bornite may also be formed by the re- 
placement of the copper in chalcocite or covellite by the iron of the fer- 
rous sulphate. 

The concentration of the ferrous sulphate in the descending solutions 
is probably an important factor in secondary enrichment. 
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Observations on Certain Types of Chalcocite and Their Characteristic 
: Etch Patterns 


/ 


BY Cc. F. TOLMAN, ani, STANFORD UNIVERSITY, CALIFORNIA 
(New York Meeting, February, 1916) 


In February 1913, Prof. L. C. Graton and Dr. Joseph Murdoch! pre- 


‘gented to the American Institute of Mining Engineers a notable contribu- 


tion to.economic geology under the title The Sulphide Ores of Copper. 
The value of the work was recognized by mine operators, and Mr. Graton 
was assisted in his plan to extend his investigations, by the organization 
of a commission to undertake a “secondary enrichment investigation.” 
In this work he secured the coéperation of the Geophysical Laboratory of 
the Carnegie Institution of Washington. The report? on the chemical 
phases of the investigation has just been published. 

Incidental to investigations’ carried on in our laboratory of Economic 


*Associate Professor of Economic Geology, Stanford University. 

1 Trans., vol. xlv, 26 to 81 (1913). 

2 Posnjak, Allen, and Merwin: The Sulphides of Copper, Economic Geology, vol. 
x, pp. 491 to 535 (1915). 

8 J. J. Beeson: The Disseminated Copper Ores of Bingham, Utah, T’rans., this vol- 
ume, pp. 356 to 401. 

J. C. Ray: Paragenesis of the Ore Minerals in the Butte District, Montana. 
I. The Covellite Zone, Economic Geology, vol. ix, No. 5, pp. 463 to 481 (July, 1914). 
II. Final paper in press (Economic Geology). 

A. F. Rogers: Upward Secondary Sulphide Enrichment and Chaleocite Forma- 
tion at Butte, Montana, Hconomic Geology, vol. viii, pp. 781 to 794 (December, 1913); 
(with H. W. Turner), A Geologic and Microscopic Copper Sulphide in Plumas County, 
California, and its Modification by Ascending Secondary Enrichment, Economic 
Geology, vol. ix, No. 4, pp. 359 to 381 (June, 1914). Secondary Sulphide Enrich- | 


- ment of Copper Ores with Special Reference to Microscopic Study, Mining and 


Scientific Press, vol. cix, pp. 680 to 686 (October, 1914). Sericite a Low Temperature, 
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Geology by advanced students and myself, and along mineralogical 
lines by my colleague, Prof. A. F. Rogers, we have collected data that 
seem to have a bearing on points raised in the papers mentioned. It 
was planned to delay the publication of certain of these results until 
further information and more definite conclusions had been obtained. 
However, the chemical data presented by Posnjak, Allen, and Merwin, 
bridge in part the gaps in our work, and the interest aroused by their 
research justifies the publication of a preliminary statement of the results 
of investigations not as yet completed. 

In addition to accurate descriptions of the occurrences and structures 
of the copper sulphide minerals, Graton and Murdoch ventured to suggest 
a definite criterion to distinguish chalcocite formed from ascending solu- 
tions from that deposited by descending solutions. They believed the 
former to possess ‘‘a good cleavage,’’4 further defined as ‘‘three cleavages 


at right angles,” andthelatter . . . ‘usually shows, instead of cleavage, 
countless irregular cracks . . . These closely spaced cracks commonly 
form the outlines of individual grains . . .”5 These structures, of 


course, are developed by etching. If this criterion could be established 
and readily applied it would have great practical value. 

These suggestions of Graton and Murdoch are modified by the investi- 
gators of the Geophysical Laboratory as the result of their exact research 
work. They verify the suggestion of Hittorff* that cuprous sulphide is 
dimorphous. They find it to be orthorhombic below 91°C. and isometric 
above-this temperature. Artificial chalcocite formed at high tempera- 
tures shows, on etching, an isometric cleavage, equally well developed 
along three planes mutually perpendicular to each other. Orthorhombic 
chalcocite, on the other hand, shows a basal “etch cleavage.” According 
to my observations, the etching of that variety of orthorhombic chalcocite 
which is an aggregate of minute crystals develops the outlines of the ir- 
regular but roughly equi-dimensional grains, each grain having a fine 
lining or striation in one direction (Figs. 26 and 34). Coarsely crystalline 
orthorhombic chalcocite, however, is characterized by an etch pattern 
which is stronger and more regular in one direction than in the other 
directions (Figs. 38, 39 and 40). z 

The chemical investigations mentioned above show that both artificial 
and natural cuprous sulphide may contain cupric sulphide in solution, a 
fact also discovered by Hittorff in 1851. If more than 8 per cent. of 
cupric sulphide is present no inversion point from one form into the 
other was detected. If, therefore, chalcocite containing more than 8 per 
cent. of CuS is formed above 91°C. it should retain its isometric cleav- 
age. Chalcocite from the Bonanza mine, Alaska, contains -more than 


‘Loc. cit., p. 54. 


5 Toc. cit., p. 57. 
6 Poggendorff’s Annalen der physik und chemie, vol. Ixxxiv (1851). 
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the requisite amount of CuS, and it is suggested, on account of its per- 
fect isometric cleavage (Figs. 6 and 7), that it is ‘“primary,”’ and 
formed above 91°. My microscopic investigation does not verify this 
conclusion. 

A discovery resulting from the chemical investigations pened out in 

the Geophysical Laboratory is that the blue color of chalcocite increases 
with the amount of cupric sulphide in solution. Of interest in this re- 
gard, I find chalcocite of pronounced blue color occurring as follows: 
(1) In small veinlets cutting bornite, chalcopyrite and pyrite, especially 
near the top of the zone of sulphide enrichment; (2) as borders around 
residual masses of bornite. These blue borders are evidently an in- 
termediate product between bornite and white chalcocite and contain 
fragments down to sub-microscopic size of residual bornite; (3) as 
complicated patterns (Figs. 9, 10 and 11) in what we have designated 
in the laboratory as “‘two-colored chalcocite.”’ The best examples of the 
latter were found in the ores from the Bonanza mine, Alaska. On ac- 
count of its supposed isometric (high temperature) etch cleavage, its 
high content of cupric sulphide in solid solution, and the mooted question 
as to the genesis of the enormous masses of pure chalcocite outcropping 
at the surface, the Bonanza chalcocite is of especial interest. In this 
paper I will show that it has been derived from bornite (Figs. 4, 8, and 
12); that the cleavage is inherited and is oriented with the two-colored 
patterns of the chalcocite; that the patterns are pseudomorphic after 
certain stages in the replacement of bornite, and therefore, in general, 
by these patterns we may find clues as to earlier minerals which sub- 
sequently may have been completely destroyed by the processes of 
chalcocitization. 

I also present below examples of the control which the original bornite 
structure retains over the development of chalcopyrite from bornite 
(Figs. 19 and 20), of blue and white chalcocite from bornite (Figs. 22 
and 23), and even over the development of malachite from chalcocite 
which in turn is secondary after bornite (Fig. 26). 

Graton and Murdoch* recognized that bornite, breaking down along 
crystallographic lines, transmitted its etch pattern to chalcocite, but 
believed that the latter could be distinguished from true isometric cleav- 
age of chalcocite. My studies indicate that the pseudomorphic etch 
pattern may develop great regularity (Fig. 27), and that a triangular or 


7 The authors appear to give the word “primary” a geological meaning; that, is 
they use it to designate ores formed from ascending solutions. In this paper, I use 
the terms “ primary” and “secondary” in a strictly mineralogical sense, and there- 
fore a statement, for example, that one sulphide is secondary after an earlier one 
carries with it no hypothetical inference as to whether the ore-forming eohstlors 
were ascending or descending. 

_ 8 Loc. cit., xlv, p. 58. 
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rectangular pattern (Figs. 5, 6, 7 and 8) in natural chalcocite, in which 
all three directions of cleavage are equally regular, proves it to be a re- 
placement of an earlier mineral, generally of bornite. I have found the 
two types of etching in a single grain of chalcocite (Fig. 28), a beautiful 
isometric etch figure in the center where the original bornite structure 
controls, and a fine mosaic of striated orthorhombic crystals on the out- 
side, where the replacement destroys instead of preserves the original 
bornite structure. 

A type of chalcocite (Figs. 29 to 37) is figured and described below 
which has not been recognized by Graton and Murdoch or by the in- 
vestigators of the Geophysical Laboratory. Microscopic study indicates 
this to be a meta-colloid. It occurs in the upper portion of the sulphide 
zone, and all occurrences studied so far suggest that it is formed by 
descending solution. ._ It shows a characteristic and extremely minute 
etch structure (Fig. 34). The texture and porous character of meta- 
colloidal chalcocite, the manner in which it replaces pyrite, and the 
structure it develops upon etching are shown in photographs (Figs. 29 
to 37). 

To illustrate the foregoing points I have selected as far as possible ores 
from deposits, the geology and paragenesis of which have been carefully 
studied. For examples of blue and white chalcocite (Figs. 1, 9,10 and 11) 
I have had to use ores from the Kennecott-Bonanza mines, Alaska. 
Heretofore the ore has been wrongly described as primary, and the 
earlier cycles of mineralization have not been recognized. This makes 
it necessary to summarize briefly the results of my microscopic study 
of this ore. The control of bornite structure through successive genera- 
tions of minerals (Figs. 18 to 28) is well shown in ores from the Apache 
mines, Pima county, Ariz. Meta-colloidal chalcocite is figured from 
Bingham, Utah (Figs. 29, 30 and 31), and the disseminated deposits of 
Miami, Ariz. (Figs. 36 and 37). Two examples (Figs. 32, 33 and 34) from 
museum specimens, (locality unknown) are included, as they are the 
most beautiful and instructive specimens of the meta-colloidal type of 


- ores that I have seen. 


In order to make the data as complete as possible, the geological and 
mineralogical history of the ores is described, and in certain cases rather 
definite evidence is presented as to the temperature at which the minerals 
were formed and as to the source of the mineralizing solution, whether 
from below or from above. 


Blue and White Chalcocite from the Bonanza Mines, Alaska 


The ore deposits at the Kennecott-Bonanza mines in southeastern 
Alaska are unique in that they contain enormous masses of practically 
pure chalcocite outcropping at the surface. If we assume that these 


be 
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masses of chalcocite represent the extreme concentration of sulphide 
ores developed by the processes of downward enrichment, we are con- 
fronted by the fact that the oxidized zone, in which the enriching solu- 
tions had their origin, has been completely removed. Under present 
climatic conditions, oxidation, solution and reprecipitation are so slight 
that in most of the ore their results can only be recognized by the micro- 
scope, and they produce impoverishment rather than enrichment. How- 
ever, the theories as to the origin of this orebody have been based largely 
on the belief that the chalcocite is “primary.” Lindgren? states, “. 
there is no evidence that it”? (chalcocite) “has replaced pyrite, and it is 
in all probability of primary origin.’”’ According to Moffit and Capps,’° 
“|. noevidence was found . . . to indicate that the orebody has 
ever been anything other than what it is at present. The copper 
sulphides appear to have been deposited as such, and a careful examina- 
tion of the ore has failed to discover the presence of other minerals 
than those produced by the alteration of the chalcocite.” 

The Group of Early Minerals.—Microscopic study of ore specimens! 
shows that there is an early generation of minerals, the remains of which 
are now shown by corroded residual microscopic specks. ‘These are 
bornite (Fig. 4), galena, and klaprothite (?) (Fig. 1). The last two occur 
in minor amounts and by far the greater portion of the chalcocite is 
derived from bornite. 

Blue and White Chalcocite of the First Generation —That the Bonanza 
chalcocite is derived from bornite is proved by its intricate patterns in 
blue and white (Figs. 9, 10, and 11). The writer has observed that in 
ores from many localities, triangular patterns of blue and white chalcocite 
form only where bornite has suffered disintegration along its planes of 
cleavage in the initial stage of chalcocitization. Furthermore, examina- 
tion of the Bonanza ores under high magnification was successful in dis- 
covering residual stringers of bornite (Figs.8 and12). These are arranged 
in rows, and these rows represent the last remnants of large crystals of 
bornite destroyed by chalcocitization. The rows, in general, are parallel 
to the patterns in blue and white, characteristic of the first genera- 
tion chalcocite, and to the isometric etch pattern inherited from the 
bornite. 


9 Mineral Deposits, p. 383 (1913). 

© Geology and Mineral Resources of ‘the Nizina District, Alaska. Bulletin 
448, U. S. Geological Survey, p. 82 (1911). 

+7 The photographs of the Bonanza ores were taken during the preliminary study 
ot a small suite of specimens presented by Theodore Chapin of the U. 8. Geo- 
logical Survey and Stephen Birch, President of the Kennecott Copper Corporation. 
Extensive collections have since been received from the U. S. Geological Survey 
and from Dr. J . F. Newsom, and up to date, the conclusions presented above need 
no serious revision. 
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It appears certain, therefore, that the Bonanza chalcocite is the result 
of an unusually complete alteration of a great coarsely crystalline mass of 
bornite, and that a million tons or so of iron have been completely re- 
moved from the orebody arid an equivalent amount of copper has been 
added by the processes that have caused this transformation. 

A second pattern commonly developed (Fig. 11) seems to be pseudo- 
morphic after the so-called ‘“‘ice cake” structure. The latter is produced 
by the attack on the surfaces of each bornite crystal with little or no “‘eat- 
ing in” along cleavage lines. This leavesirregular residual masses of bor- 
nite set in a matrix of chalcocite (Fig. 13). 

These patterns are rarely noted on freshly polished surfaces but in 
short time (30 sec. in one case) the design begins to develop, and 
within a day or two reaches a maximum contrast, after which there 
often appears to be a slight fading of the color contrast. It would appear 
that the color is due to the unmixing of the solid solution which develops 
submicroscopic crystals of covellite.!! 

White Chalcocite of the Second Generation.—This appears as veinlets in 
the older blue and white chalcocite, and around crystal boundaries. This 
later generation of chalcocite is shown best by etching with potassium 
cyanide. In Fig. 5 are seen the large crystals of blue and white chalco- 
cite with etch pattern inherited from the bornite, between which veinlets 
of white chalcocite of the second generation are injected. In Fig. 6 
the parallel striations of the second generation of chalcocite contrasts 
strongly with the regular isometric etch pattern of the first generation 
of chalcocite. These later veinlets connect directly with the series of 
veinlets filled with malachite, and along which rosettes of melaconite 
are developed (Fig. 14), proving that this later chalcocitization is the 
result of the oxidizing solutions passing through the orebody today. 
Along the chalcocite veinlets, covellite needles (Figs. 15, 16, 9 and 10) 
“eat out” into the older chalcocite crystals. A further stage in the 
alteration results in the complete penetration of the large crystals of 
chalcocite by covellite (Fig. 15) and the transformation of the blue and 
white chalcocite with regular etch pattern into white chalcocite with an 
irregular fine etch pattern (Fig. 7). This is an example of the unmixing 
of the solid solution (blue chalcocite into white chalcocite and covellite) 
brought about by late supergene action. Chalcopyrite is developed 
in connection with covellite. At high magnifications specks of chalco- 
pyrite are seen at the points of the covellite needles (Fig. 16). The 


11 The investigation of the Geophysical Laboratory proves that the blue color of 
the chaleocite increases with the amount of CuS in solution. It does not follow 
necessarily, that this is the only cause for the various colors of chalcocite. For another 
explanation of the blue chalcocite of the type that occurs in the complicated patterns, 
see article by Young and Moore cited above. 
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chemistry of the process is plain. A small amount of iron remains as an 
impurity in the early chalcocite. It is a legacy from the bornite stage. 
The covellite needles grow into the chalcocite pushing the iron along in 
front of the crystal points until it is present in sufficient amount to force 
the formation of the chalcopyrite. 


Summary 


. The paragenesis of the ore minerals of the Bonanza deposit may be 
summarized as follows: 


First Group of Minerals.—Bornite, klaprothite (?) and galena. Tem- © 


perature of formation probably relatively high for copper deposits, as 
Prof. Rogers has found klaprothite, bornite and chalcocite to be grouped 
together in most of the chalcocite deposits thought to have been formed by 
ascending solutions, and at temperatures above those at which downward 
enrichment takes place. 

Second Group of Minerals.—Blue and white chalcocite of the first 
generation, secondary after bornite. The temperatures governing, and 
the source of the solution causing this alteration are unknown. 

Third Group of Minerals—This includes a set of minerals forming 
progressively under conditions of increasing oxidation and represented 
as follows: 
covellite and 
chalcopyrite 
(and cuprite) — malachite — azurite. This group is formed at about 
0°C., as much of the ore is frozen throughout the year. It is the result 
of the present vadose circulation, and the copper is migrating largely as 
malachite (Fig. 3). f 

As to the structures of the Bonanza chalcocite, the two-colored pat- 
terns are portraits of earlier stages in the breakdown of bornite to chal- 
cocite. The regular cleavage, instead of proving a primary origin of the 
chalcocite, indicates a secondary origin. 

The original ores were coarsely crystalline bornite with accessory 
minerals such as galena and klaprothite (?). The process by which these 
have been changed almost completely into chalcocite belongs to a cycle of 
ore deposition which is not active at present. 

The present low-temperature vadose circulation is developing the 
third group of minerals mentioned above, and results in an impoverish- 
ment rather than an enrichment of the ore. 

The above conclusions should be taken into account in the formulation 
of any theory as to the origin of the first generation of chalcocite. I leave 
to Prof. Graton (who has had every opportunity to study the ore and the 
mine) the task of deciding as to whether the extreme chalcocitization that 


« Second generation of white chalcocite — 


| tenorite 


18 Unpublished manuscript. 
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has taken place at the Bonanza mine was the result of descending solu- 
tions acting in the past under warm climatic conditions, or whether the 
chalcocite, undoubtedly secondary in the mineralogical sense, was the 
product of ascending solutions, as affirmed by Sales for the Butte ores. 


Ores from the Apache Mines, Santa Catalina Mountains, Pima County, 
Arizona 


Ores from this mine were chosen to illustrate the breakdown of bornite 
along crystallographic lines, and the preservation of these directions in 
minerals of subsequent generations. The geology and mineral paragenesis 
of these deposits has been worked out in detail by the writer during the 
mapping of the Tucson quadrangle for folio publication for the United 
States Geological Survey. The salient features are summarized below: 
in order to show clearly that the first formed copper minerals, chalcopy- 
rite and bornite, were deposited at elevated temperatures, and that the 
complex breakdowns and replacements described in detail are the result 
of alterations which are taking place at or near the surface. 


Summary of the Genesis of the Ores 


The deposits are of contact metamorphic origin, formed at and near 
the contact of a quartz diorite sill with Paleozoic limestone. The series 
of events which culminated in the formation of workable ores are: 

I. The intrusion of a quartz diorite sill and smaller sills of albite 
diorite porphyry. 

II. Development of contact metamorphic silicates and ores, especially 
in those localities where the sills contain lenses and segregations of acid 
pegmatitic material. This is of importance in showing the relation of 
the ores to the processes of magmatic differentiation. These minerals 
are grouped according to their order of formation as follows: 

Group 1. Garnet, green pyroxene and magnetite. These are very 
high-temperature minerals. . 

Group 2. Pyrite, epidote, quartz, molybdenite, chalcopyrite (Figs. 
18 and 21), bornite, all cut by tremolite. Temperature of formation 
moderately high, as tremolite is the latest mineral of the group, and here 
is an after effect of contact action. The copper minerals replace pyrite 
in part. Minerals of this group cut and replace minerals of the first 
group (Fig. 17). 

III. Oxidation and enrichment of the orebody. 

Group 1. Chalcopyrite (second generation), blue and white chalco- 
cite, covellite. These are formed locally near the top of the orebody by 
descending solutions; ore unimportant. Temperature 0°-20°C. 

Group 2. Chrysocolla and indefinite mixtures of copper oxides and 
carbonates forming at or near the surface. Temperatures 0°-25°C. 
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Pegmatite dikes and high-temperature quartz-epidote veins (or 
dikes) cut the orebodies, and are believed to have been injected between 
the formation of groups 1 and 2 of the contact metamorphic stage. Basic 
dikes cut the orebody and are undoubtedly later than all the minerals 
of stage II. The contact minerals and ores, therefore, fall within the 
period of the activity of magmatic process connected with the intrusion 
of the quartz diorite. 

The Structures of Minerals Secondary After Bornite——Special atten- 
tion is directed to the decomposition of the bornite. The alteration 
is undoubtedly here due to superficial solutions. 

Fig. 17 shows garnet cut and replaced by chalcopyrite and bornite, 
and Fig. 18 the high-temperature chalcopyrite and bornite cut by, and 
earlier than, the tremolite needles (see also Fig. 21). The bornite in 
this slide (Fig. 18) has been attacked by solutions locally rich in iron 
and the second generation of chalcopyrite develops along the cleavage 
lines of the former. This type of replacement of bornite is only found 
in an orebody formed by replacement of a basic sill, and the source 
of iron is therefore at hand. Fig. 19 is a higher magnification of a 
much smaller speck of bornite and shows the details of this alteration. 
Fig. 20 shows chalcocite replacing bornite more readily than chal- 
copyrite leaving the latter as a residual pattern in the chalcocite. Fig. 
22 presents a typical rectangular structure developed by a partial re- 
placement of bornite by chalcocite along a veinlet, and Fig. 23 a similar 
regular pattern preserved in blue and white chalcocite with residual specks 
of bornite. Fig. 24 shows the second generation of chalcopyrite which 
has replaced bornite and, in turn, is attacked by chalcocite which rede- 
velops structural lines parallel to the cleavage of bornite. Such structures 
were not developed by chalcocitization of the first generation of chalco- 
pyrite. Fig. 25 shows covellite replacing bornite along cleavage lines. 
This is from the Engels mine, Shasta County, California, described by 
Rogers.'* It is given as another example of the control of the bornite 
structure on later alterations. Finally, Fig. 26 represents malachite 
replacing chalcocite along directions inherited from bornite. This 
example is important in showing that preservation of structures does not 
involve a crystallographic orientation of the minute chalcocite crystals 
with the bornite structure and cleavage, and therefore, that the pseudo- 
cleavage is not true cleavage of chalcocite. The individual crystals are 
shown in the blue and white patterns of the chalcocite and have a fine 
orthorhombic striation similar to that developed by etching and described 
below. 

As shown in Fig. 27, a regular etch pattern was developed by treating 
blue and white chalcocite with nitric acid. This chalcocite is similar to ~ 
that shown in Fig. 23, and, of course, is pseudomorphic after bornite. 


18 Loc. cit. 
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Fig. 28 shows-both the regular etch pattern after bornite and an irregular 
pattern characteristic of chalcocite. The latter was developed just out- 
side the area in which the bornite structure controls. 

The control shown by the bornite structure through one or even two 
successive generations of minerals is merely an example of successive 
pseudomorphic replacement which the reflecting microscope has shown to 
be common in ore deposits. The best examples known to the writer of 
structures inherited through several generations of minerals are shown in 
the complicated ores of Butte, Mont. Beautiful examples are figured in 
J. C. Ray’s final article!4 on the Butte ores. 

It is a strange fact that alteration of bornite into chalcocite takes 
place along crystallographic planes in some cases and in other cases it 
attacks the crystal surfaces without regard to crystal planes and produces 
rounded irregular structures such as the “‘ice-cake” structure (Fig. 13) 
and the so-called “graphic intergrowths.” 


Summary 


The ore deposits at Apache camp, Ariz., are contact deposits, the 
unenriched_ores consisting of chalcopyrite and bornite and very minor 
amounts of pyrite. These are known to have been formed at high tem- 
peratures, intermediate in time between the first and last minerals pro- 
duced by contact action. 

The bornite especially is unstable under conditions of local oxidation 
and enrichment near the surface, and forms chalcopyrite (where solutions 
are rich in iron) blue and white chalcocite, covellite, and malachite. In 
the center of each speck of bornite the breakdown is always along the 
cleavage planes of bornite, but on the margins this structure may not con- 
trol. The secondary minerals inherit the bornite cleavage as a replace- 
ment structure and not a true cleavage. Etching of secondary chalcocite 
re-develops the perfect isometric cleavage of bornite, especially in the 
center of the grains while the margins may show the more irregular cleay- 
age or parting characteristic of chalcocite. It is suggested that a very 
regular isometric cleavage in natural chalcocite may be a proof of the 
secondary nature of the same, the antecedent mineral being bornite. 


Meta-colloidal Chalcocite 


As is well known, artificial precipitates of metallic sulphides are col- 
loidal. Experiments by J. C. Clark!® have shown that in the presence of 


14 Hconomic Geology, in press. 

18 Tolman and Clark: The Oxidation, Solution and Precipitation of Copper in 
Electrolytic Solutions and the Dispersion and Precipitation of Copper Sulphides from 
Colloidal Suspensions, with a Geological Discussion. Hconomic Geology, vol. ix, No. 6, 
pp. 559 to 592 (September, 1914). ; 
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hydrogen sulphide both natural minerals and sulphide precipitates are 
dispersed in so finely divided a condition that they pass through pores and 
fine openings like true solutions. They pass through filter paper and are 
precipitated by the escape of hydrogen sulphide. Later experiments by 
Young and Moore" show that the sulphides of copper can be taken into 
solution by hydrogen sulphide and re-precipitated in crystalline form with 
the utmost ease. ' 

In case the precipitate is first a gel, this may crystallize slowly, and 
the resultant mosaic of fine crystals may preserve the structure of the 
original gel. For such crystalline substances Wherry’ introduced the 
term ‘‘meta-colloid.”’!® 

If, as suggested by Tolman and Clark, fine dispersion by hydrogen 
sulphide is the important factor in the transportation of metallic sulphides, 
and if precipitation of sulphides by the escape of hydrogen sulphide is 
equally important in ore genesis, the recognition of colloidal structures in 
sulphide minerals is of interest. Such structures might be expected near 
the surface and in open spaces rather than in the deep-seated ores which 
have undergone slow and thorough crystallization and repeated re-crystal- 
lizations by replacement. As far as known to the writer, meta-colloidal 
chalcocite has not heretofore been described. 

Chalcocite ores from small veinlets from Bingham, collected by Prof. 
Rogers, showed upon examination a marked mammillary structure, 
typical of meta-colloidal minerals. Examination of a polished section of 
this ore revealed that malachite and the copper oxides were developing 
along conchoidal structural lines that otherwise would not have been recog- 
nizable, Figs. 29 and 30 are from this specimen and Fig. 31 shows a sim- 
ilar fine structure developed by etching. Later it was found that imper- 
fect examples of this structure are common in ores developed near the top 
of the sulphide zone. Familiarity with this curved line and branching 
structure assists one to recognize this type of chalcocite by the curved 
and branching natural fractures, and the application of the etching test 
described below will settle doubtful cases. Fig. 37 shows a veinlet of this 
type of chalcocite replacing pyrite. 

This type of chalcocite is unusually porous. Chalcocite ores in gen- 
eral are porous and thus ready access is given to circulating solutions of all 
kinds, but meta-colloidal chalcocite shows extreme development of poros- 
ity, so that it is polished with difficulty, and it is necessary to develop a 
thick flow surface to get a brilliant reflection. Porosity is a characteristic 


1 §, Ww. Young and N. P. Moore: Laboratory Studies on Secondary Sulphide Ore 
Enrichment, Economic Geology, vol. xi, No. 4 (June, 1916) and No. 6 Aug.-Sept., 1916). 

‘7 Variations in the Composition of Minerals: Journal of the Washington Academy 
of Science, vol. iv, pp. 111 to 114 (1915). 

8 For an excellent summary of data regarding mineral colloids and extensive 
bibliography see: R. Marc and A. Himmelbauer: Fortschritte der Mineralogie, Krisiol- 
lographie und Petrographie, vol. iii, pp. 11 to 62 (1913). 


Cc. F. TOLMAN, JR. 413 


of many meta-colloids. Figs. 32 and 33 show a typical meta-colloidal 
chalcocite at different magnifications. Fig. 35 is a concretionary chal- 
cocite inclosing quartz grains. The dust-like specks are the pores, the 
size of which can be compared with the very fine sand grains. 

Chalcocite directly replacing pyrite, near the top of sulphide-en- 
riched orebodies, especially in ores of the “disseminated type,” shows 
extensive development of the “exploding bomb” structure due to replace- 
ment in the interior of the crystals of pyrite along crystallographic faces. 
This is accompanied by a development of excessive porosity in the chalco- 
cite deposited around the crystals of pyrite, and, to a less extent, between 
the crystal faces, so that the outlines of the original pyrite crystals are 
plainly marked by cloudy chalcocite (see Fig. 36). It would appear that 
the first precipitate of chalcocite around the pyrite crystals and along the 
erystal planes opened by solution is colloidal, as is the material artificially 
produced with pyrite as a precipitant, and the setting (in this case, crys- 
tallization) of the gel further fractures the crystal and assists in its 
complete destruction. 

All the above-mentioned examples of chalcocite suggestive of an 
original colloidal structure are characterized by an orthorhombic etch 
figure, consisting of aggregates of exceedingly minute crystals, each show- 
ing a typical striation in one direction. This structure is so fine that a 
high-power oil immersion lens is necessary to resolveit. Fig. 34 shows the 
etch pattern of the typical meta-colloid material figured in photographs 
31, 32 and 33. Kis 


= 


General Conclusions in Regard to Etch Figures 


The following conclusions may be considered tentative to be expanded 
or modified as further data are collected. 

No isometric etch figures have been found in natural chalcocite, that 
are not inherited after some antecedent mineral, generally bornite. 
Posnjak, Allen, and Merwin suggest that the Bonanza ore is the only 
natural example known of original isometric etch cleavage. I have shown 
this to be secondary after bornite. 

Regular isometric inherited structures are found in chalcocite formed 
presumably by ascending solutions and certainly by descending solu- 
tions, and therefore cannot be used as criteria to determine whether the 
chalcocite is hypogene or supergene. 

Orthorhombic etch structure with one-direction cleavage, or parting 
distinctly more regular than other directions, is found wherever the struc- 
ture of the mineral replaced does not govern. It is found in chalcocite 
formed presumably by ascending solutions (example: the so-called 
“graphic intergrowth” from Virgilina district, Virginia (Fig. 38) and ore 
showing “‘ice cake” structure from Butte (Figs. 39 and 40) and from super- 


414 OBSERVATIONS ON CERTAIN TYPES OF CHALCOCITE 


geneore. Itis formed where chalcocite replaces bornite or other minerals, 
without regard to the internal structure of the mineral replaced. 

The development of a very fine orthorhombic etch structure consisting 
of minute individuals each lined with parallel striations (Fig. 34) is sug- 
gestive of meta-colloidal chalcocite. This is probably formed at the top 
of orebodies and is presumably deposited by descending solutions.’® 
Good examples are found in the ‘“concretionary”’ chalcocite of Butte, the 
rich chalcocite veinlets at Bingham, and the “disseminated ores” of 
Ray and Miami, etc. 

All gradations exist between the very fine meta-colloidal etch struc- 
ture, and coarser, more irregular structure, characterized in general, how- 
ever, by one direction of fine striation for each crystal. Both of these 
differ from the more regular patterns, such as shown in Figs. 39 and 40. 
In the majority of cases the irregular type (including the fine meta-col- 
loidal type) appears to be the result of descending solutions acting near 
the top of the orebody. In many cases a second generation of chalcocite 
has the irregular pattern and a first generation has the regular pattern. 

Graton and Murdoch?® undoubtedly had in mind these two types of 
pattern when they described the ‘‘ primary” chalcocite as having ‘‘a good 
cleavage” and “secondary” as showing “‘countless irregular cracks.”’ 


This early-recognized difference in patterns appears to be a real one, and — 


we may conclude that the irregular pattern is formed, rather generally, 
nearer the surface and at lower temperatures than the regular one. On 
the other hand, the isometric etch pattern, pseudomorphic after bornite, 
is formed by both supergene and hypogene processes of chalcitization 
and at all temperatures at which this process takes place. 


General Description of Plates 


All the figures are photographs of polished sections taken with the 
reflecting microscope, except Fig. 17, Plate V, which is a photograph of a 
thin section taken with the polarizing microscope. 

The magnifications, which vary from about 10 diameters to nearly 
1,000 diameters, should be noted by the reader in order to appreciate the 
scale on which the described processes are taking place. 

Plates I, Il, III and IV (except Fig. 13) represent ore from the 
Bonanza mine, Alaska. They illustrate the occurrence of the early- 
formed sulphide minerals, represented by a few residual specks; the first 
generation of chalcocite with complex patterns in blue and white; and the 
second generation of white chalcocite in veinlets and the accompanying 
minerals, forming at present at temperatures approaching 0°C. 


1° This is the fish-scale structure of A. Perry Thompson: The Occurrence of 
Covellite at Butte, Mont., T’rans., lii, p. 574 (1915). 
20 Toc. cit., p. 57. 
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Plates V, VI and VII (except Fig. 25) show ores from the Apache 
mines, Pima County, Ariz. Contact metamorphic minerals (garnet) are 
cut by chalcopyrite and bornite veinlets, and are in turn cut by high- 
temperature tremolite needles. Hence bornite and first generation chal- 
copyrite were formed at high temperatures. The complex alterations of 
bornite are figured, which in this case take place near the surface, just in 
advance of oxidation. These reactions are governed by the crystallo- 
graphic directions of the original bornite. The isometric etch pattern of 
chaleocite which is inherited from bornite is an example of the control of 
bornite structure on chalcocitization. 

Plates VIII, LX and X illustrate the structure of colloidal chalcocite, 
its porosity and its etch structure. Examples of regular orthorhombic 
etch cleavage are figured so that comparison can be made with the etch 
structure of meta-colloidal chalcocite and the inherited isometric figures. 
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EXPLANATION TO PLATE I 


*Fie. 1.—Caucrte Irrequuarty Re- 
PLACED BY CHALCOCITE. 


Klaprothite(?) residual in chalcocite. 
Second generation of white chalcocite as 
veinlets in the main mass of first genera- 
tion of chalcocite. 

ce = lst generation chalcocite. 
(wee), = 2d generation chalcocite. 
k = klaprothite(?). 
m = malachite. 
g = calcite gangue. 
Magnification, 37 diameters. 


Fic. 3.—Matacaits VEINLETs Curt- 
TING THE CaLcITE GANGUE, AND Bor- 
DERING THE CHALCOCITE. 


This relation indicates that the pres- 
ent cold-water circulation, acting es- 
pecially along the margins of the ore- 
bodies, is carrying: the copper as a 
carbonate. 

cc = chalcocite. 

m = malachite. 

g = calcite gangue. 

h = holes in surface. 
Magnification, 63 diameters. 


Fie. 2.—Cuatcocirzr BorprrRep BY 
MALACHITE. 


The malachite shows selective replace- 
ment of one set of the twinning 
bands in the calcite gangue. 


cc = 1st generation chalcocite. 
cov. = covellite. 

g = calcite gangue. 

m = malachite. 


Magnification, 135 diameters. 


Fig. 4.—Tur LARGEST OF THE 
Specks or BorniteE RESIDUAL IN 
CHALCOCITE. 


cc = ist generation chalcocite. 
dark areas = bornite. 


Magnification, 136 diameters. 


* Figs. 1-12 and 14-16 inclusive illustrate ore minerals from the Bonanza Mine, 
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EXPLANATION TO PLATE II 


Fie. 5.—Ore Etcuep wits Poras- 
SIUM CYANIDE. 


_ The crystals of chalcocite are dis- 
tinguished by their regular etched 
patterns and are bounded by veinlets of 
second generation of white chalcocite 
accompanied by crystals of covellite 
(not shown in photograph—see Fig. 9). 
ce = lst generation chalcocite. 
(wec)2 = 2d generation chalcocite. 


Magnification, 55 diameters. 


Fig. 7.—Bonanza CHALCOCITE ETcHED 
By PoTassiuM CYANIDE. 


The large crystal of blue and white 
chalcocite with a regular triangular 
etch pattern has been altered along the 
margins into a white chalcocite with 
irregular etch pattern containing a mat 
of covellite needles (not shown in photo- 
graph). This is a plain case of unmix- 
ing of the first generation chalcocite 
into white chalcocite and covellite. 

Magnification, 14 diameters. 


~ 


Fia. 6.—Bonanza Coatcocits ErcHep 
By Nitric Acrp. 


Chalcocite of the first generation has 
a regular triangular etch pattern, and 
the second generation chalcocite in 
veinlets etches in one direction only. 


Magnification, 51 diameters. 


Fig. 8.—Bonanza CHatcocits ErcHep 
By PoTasstumM CYANIDE. 


Two of the three directions of the 
etch pattern are shown. Stringers of 
residual bornite are parallel to the third 
etch direction which is developed else- 
where in the specimen. 

ce = chalcocite. 
’ b = bornite. 
et = etch lines. 


Magnification, 560 diameters. 


Fria. 11. 
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EXPLANATION TO PLATE III 


Fie. 9.—PatTteRN DEVELOPED BY 
BLUE AND WHITE CHALCOCITE OF THE 
First GENERATION AND VEINLETS OF 
Waite CHALCOCITE oF THE SECOND 
GENERATION. 


To the left are irregular areas of white 
chalcocite pseudomorphic after the “ice 
cake” structure developed by the irreg- 
ular replacement of bornite by chal- 
cocite (Fig. 13). Ontheright the white 
chalcocite develops along regular cleay- 
age lines inherited from bornite. The 
second generation chalcocite in veinlets 
and borders around crystals is shown in 
the center of the photograph accom- 
panied by covellite (black needles). 

wec = white chalcocite, 1st. genera- 

tion. 
bec = blue chalcocite, Ist generation 
(wee)2 = white chalcocite of the 2d gen- 
eration. 
Magnification, 15 diameters. 


Fig. 11.—A Common PATTERN IN 
BLUE AND WHITE CHALCOCITE. 


The orthorhombic striation which de- 
velops on a much finer scale than the 
inherited “cleavage,” is shown. This 
development resembles twinning bands. 

wee = white chalcocite, Ist generation. 
bec = blue chalcocite, 1st generation. 


Magnification, 436 diameters. 


Fie. 10.—ENLARGEMENT OF A PORTION 
OF THE FInLtp SHOWN IN Fic. 9. 


The regular cleavage pattern of white 
chalcocite, and covellite (black laths) 
along a veinlet of white chalcocite of the 
2d generation are well shown. 


wee = white chalcocite, Ist genera- 


tion. 
bcc = blue chalcocite, 1st generation 
(wec)2 = white chalcocite, 2d genera- 
tion. 
Magnification, 76 diameters. 


Fig. 12.—ResipuaL BORNITE 
STRINGERS IN THE First GENERATION 
CHALCOCITE. 


These stringers are in general parallel . 
to the two-colored patterns and to the 
cleavage. They are remnants of large 
erystals of bornite that have been re- 
placed along the cleavage direction of 
bornite. 

cc = chalcocite. 
b = bornite. 


Magnification, 640 diameters. 
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EXPLANATION TO PiatE IV 


r) 


Fie. 13.—Tyrican “Ick Caxn” 
Srructurr DrveLorep sy THn For- 
MATION OF CHALCOCITE ALONG THE 
Mareins or Bornite Crystrars 


AND Not ALONG THE INTERIOR CLEAV- 
AGE PLANES. 


Ore from Butte, Mont. 


cc = chalcocite. 
b = bornite. 
h = hole. 


Magnification, 74 diameters. 


Fig. 15.—Covextuite NEerpies Der- 
VELOPING ALONG THE MARGIN OF 
CHALCOCITE CRYSTALS IN CONNECTION 
WITH THE SECOND GENERATION OF 
WHITE CHALCOCITE (NOT TO BE Dis- 
TINGUISHED IN THE PHOTOGRAPH). 


ce = chalcocite. 
cov = covellite. 
h = hole. 


Magnification, 46 diameters. 


Fig. 14.—Manacuitr Vainitets Cur- 
TING CHALCOCITE AND BORDERED BY 
RosEerres oF MELACONITE. 


Formed where the ore is oxidizing 
under present conditions. 


ce = chalcocite. 
m malachite. 
mel = melaconite. 


Magnification, 13 diameters. 


Fig. 16.—AGGREGATES OF CovEL- 
LITE NEEDLES GROWING INTO CHALCO- 
CITE WITH CHALCOPYRITE AT THEIR 
PoInts. 


cc = chalcocite. 
cov = covellite. | 
cp = chalcopyrite. 


Magnification, 618 diameters. 
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EXPLANATION TO PLATE V 


* Fig. 17.—Garnet Cur anv Rp- 
PLACED BY CHALCOPYRITE AND BorNITE. 


Gray is garnet. The copper sul- 
phides are black. Thin section, upper 
nicol out. 


Magnification, 17 diameters. 


Fig. 19.—HigurerR MAGNIFICATION 
OF A SMALL SpEcK OF BORNITE AND 
CHALCOPYRITE TO SHOW THE SECOND 
GENERATION CHALCOPYRITE ALONG 
CLEAVAGE PLANES. 


Typical hook-shaped contact de- 
veloped by the high-temperature born- 
ite and chalcopyrite is shown. Both 
first generation of chalcopyrite and 
bornite are bordered by supergene 
covellite and chalcocite. 

cp = 1st generation of chalcopyrite. 
(cp), = 2d generation of chalcopyrite. 


cc = chalcocite and covellite. 
Magnification, 687 diameters. 


Fig. 18.—CuHaucoryrite AND BornitTE 
Cur spy Tremouitre NEEp.es. 


Bornite has been attacked by super- 
gene solutions and developed a second 
generation of chalcopyrite along the 
cleavage planes and borders of chalco- 
cite and covellite. : 

cp = chalcopyrite. 
b = bornite. 
tr = tremolite. 


Magnification, 236 diameters 


Fig. 20.—BornitE with CHALCOPY- 
RITE Lines ATTACKED BY CHALCOCITE. 


Bornite is less resistant than chalco- 
pyrite to chalcocitization. Hence resid- 
ual stringers of chalcopyrite are left in, 
the chalcocite. 


cc = chalcocite. 2 
b = bornite. : 
(cp)2 = 2d generation of chalcopyrite. 


Magnification, 720 diameters. 
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* Figs. 17-24 and 26-28 illustrate ore from Apache Mine, Arizona. 
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EXPLANATION TO PLATE VI 


Fie. 21.—Typican REPLACEMENT oF 
Bornite By CHaALcocits. 


Higher magnifications of the same 
specimen show the control of bornite 
cleavage over chalcocitization. 

ce = chalcocite. 
b = bornite. 
tr = tremolite. 


Magnification, 55 diameters. 


Fig. 23.—Biur anp’ WHITE CHAL- 
COCITE PATTERN PRESERVING BORNITE 
STRUCTURAL LINES. 


A few residual specks of bornite occur 
in the pattern. 


wec = white chalcocite. 
bcc = blue chalcocite. 
b = bornite. 


Magnification, 800 diameters. 


Fie. 22.—Bornits BREAKING Down 
Into CHALCcocITE ALONG ITs CLEAv- 
AGES. 


Oil was applied to surface immedi- 
ately after polishing-in order to prevent 
the development of the blue chalcocite 
pattern. 


cc = chalcocite. 
b = bornite. 


Magnification, 960 diameters. 


Fig. 24.—CHALCOPYRITE REPLACING 
BorniteE ALONG StRUCTURAL LINES 
witH CuaucocitEe HaTine INTO CHAL- 
COPYRITE ALONG THE SAME PLANES. 


This structure was not noted in chal- 
copyrite of the first generation. 


cc = chalcocite. 
b = bornite. - 
cp = chalcopyrite. . 


Magnification, 800 diameters. 
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EXPLANATION TO PLATE VII 


Fig. 25.—OreE rrom EncEL’s Mine, 
Piumas County, Cauirornia. Bornite 
REPLACED BY CovELLITE ALONG CryYs- 
TAL PLANES OF THE FORMER. 


In this case chalcocite replaces the 
bornite irregularly and is not governed 
by the bornite structure. Photo by 
A. F. Rogers. 
- ce = chalcocite. 

b = bornite. 
cov = covellite. 
Dark areas = silicates. 


Magnification, 364 diameters. 


Fig. 27.—Isometric ErcoH PATTERN IN 
CHALCOCITE INHERITED FROM BoRNITE. 


An area of blue and white chalcocite 
similar to that shown in Fig. 23, etched 
with HNOs3. 

Magnification, 800 diameters. 


Fig. 26.—Manacuite Repiacine 
CHaucocirr ALoNG PLANES INHERITED 
FROM BoRNITE CLEAVAGE. 


The blue and white patterns in the 
chalcocite show that the crystals of 
chalcocite are not parallel to the bornite 
cleavages and that we have here a 
preservation of the structure of older 
minerals by replacement without crys- 
talline pseudomorphism: This is be- 
lieved to be the case generally. 


bce = blue chalcocite. 
wee = white chalcocite. 
m = malachite. - 


Magnification, 960 diameters. 


Fig. 28.—MarGIN oF PATTERN SHOWN 
IN Fic. 27. 


Outside the blue and white pattern, 
the inherited bornite structure does not 
control. 


Magnification, 960 diameters. 


\ 


eee WN orz.—Figs. 23, 24, 26, 27 and 28 are taken from one speck of chalcocite about 
14 in, in diameter. | 
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EXPLANATION TO PLATE VIII 


Fic. 29.—Orr From Bincuam Can- 
yon, Urau, Contuecrep spy A. F. 
RoGeErs. 


Meta-colloidal concentric structure is 
brought out by weathering. 


Light areas = chalcocite. 
Darker areas = copper silicates and 
f carbonates. 


Magnification, 14 diameters. 


Fig. 31.—EtrcHep AREA ON SPECIMEN 
SHown IN Fics. 29 anv 30 


This shows the same curved line 
structure in finer detail. 


Magnification, 314 diameters. 


Fie. 30.—A Portion or Onze Ring oF 
THE PATTERN SHowN IN Fic. 29. 
Magnification, 44 diameters. 
cc = chalcocite. 

m = malachite. 


Fie. 32.—Merta-coLtLoiaL CHALCo- 
citr, Locatiry UNKNOWN. 


Porosity of the chalcocite is shown 
the photograph by its grayish 
speckled appearance. Branching vein- 
lets are of malachite. 
cc = chalcocite. 
m = malachite. 


Magnification, 11 diameters. 
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EXPLANATION To PLaTE IX 


Fic. 33.—HicgHer MaAGniFIcATION 
oF Fig. 32, TAKEN IN ORDER TO SHOW 
THE Porosity or THIS TYPE or CHAL- 
COCITE. 


Magnification, 93 diameters. 


Fig. 35.—NopubLar OrE oF THE RED 
Bens Type (?), Locatiry UNKNOWN. 


_ The chalcocite cements very fine 
sand and is exceedingly porous. Some 
idea of the size of the pores can be 
obtained by comparing the pattern in 
gray specks with the sand grains. 


Magnification, 11 diameters. 


VoL. Liv.— 28, 


Fie. 34.—Etcx Structure (HNO;) 
DEVELOPED IN THE SPECIMEN FIGURED 
IN PHOTOGRAPHS 81, 32 AND 33. 


Each fine grain shows a striation in 
one direction. A similar pattern was 
developed on all chalcocites here figured 
as meta-colloidal. 


Magnification, 960 diameters. 


Fig. 36.—ExpLtopinc Bomp” 
STRUCTURE IN ORE FROM THE TOP OF 
THE SULPHIDE ZoNE aT Miami, Ariz. 


Pyrite is forced open by the deposit - 
of colloidal chalcocite. Streaks of 
porous chalcocite (dappled in photo- 
graph) outline the original pyrite 
crystals. . 

cc = chalcocite. 

p = pyrite. 

h = hole, 
Magnification, 11 diameters. 
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EXPLANATION TO PLATE X 


Fig. 37.—A VEInuet or CHaucociTE 
Repacine Pyritz From SprcimMEen 
SHOWN IN Fia. 36. 


The vein develops an imperfect con- 
choidal parting and considerable poros- 
ity in the central portion (not etched). 

Magnification, 59 diameters. 


Fig. 39.—TypricaL ORTHORHOMBIC 
Etcu CLEAVAGE IN BuTTE CHALCOCITE 
CONSIDERED AS HYPOGENE BY SALES, 


Roagsrs, Ray anD THOMPSON. 


From the same specimen as shown in 
Fig. 13. The cleavage or parting is 
pronounced in one direction. 

cc = chalcocite. 
b = bornite. 


Magnification, 74 diameters. 


Fie. 38.—TypricaL OrrHorHoMBIC 
EtcH CLEAVAGE IN CHALCOCITRE. 


This cleavage shows one direction of 
parting more distinct than the other 
direction. From Red Wing Mine, 
Virgilina District, Virginia. The ore 
shows the so-called “graphic inter- 
growth” (not seen in photograph) and 
1s believed by Laney to be formed by 
ascending solution. 

cc = chalcocite. 
b = bornite. 
Magnification, 56 diameters. 


Fic, 40.—From THE SAME SPECIMEN 
As Fic. 39. 


A parting in two directions is noted 
in the center of the field but is more 
regular in one direction than in the 
other. 

cc = chalcocite. 
b = bornite. 
Magnification, 74 diameters. 
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DIscUSSION 


Louis C. Graton, Cambridge, Mass.—Of particular interest at this 
time is any paper that deals with chalcocite, the characteristic product of 
secondary enrichment and the copper mineral of greatest commercial 
importance, and that seeks to aid in the distinction between primary 
and secondary chalcocite—a distinction of much scientific and practical 
importance but one which thus far it has proved difficult to draw. The 
present paper on this subject by Professor Tolman, like the many pre- 
ceding it which he and his colleagues at Stanford have published in 
the last couple of years, contains much of interest and suggestiveness. 

Without endeavoring at this time to review or comment upon Pro- 
fessor Tolman’s conclusions in detail, I may say that many of them are 
in accord with the findings that my associates and I have been accumulat- 
ing in the course of studying secondary enrichment in many of the copper 
deposits of the country. On the other hand, it goes without saying that 
in this comparatively new field of research or, at least, a field in which 


- comparatively new methods are involved, absolute agreement between 


various sets of workers is hardly to be expected; and, as a matter of fact, 
with a number of Professor Tolman’s conclusions I believe my associates 
and I are not in complete accord; with some we are certainly not in accord. 
As to the genesis of the remarkable ore deposits at Kennecott, Alaska, 


for example, with which Professor Tolman’s paper largely deals, we gay 


have something to say when the laboratory study Supplementing our 
detailed examination of those deposits last summer shall have been 
made sufficiently thorough to permit us to speak with confidence about 
that complex occurrence. 

One error which was doubtless made ‘uveiebtehtarraliss ought to be 
pointed out. In his reference to the Secondary Enrichment Investiga- 
tion and to the fact that we have enlisted in that study the codperation of 


the Geophysical Laboratory of the Carnegie Institution of Washington 


to undertake the chemical portion of the research, Professor Tolman 
says: “Their report! on the chemical phases of the investigation has just 
been published.” In fairness to my colleagues in Washington, I feel 
that so misleading an impression ought not to go uncorrected, even 
though the article to which he refers clearly indicates its limited scope.? 
As a matter of fact, the article mentioned, which is the second contribu- 
tion thus far made by the Geophysical Laboratory to the subject of the 
copper sulphide ores, deals with only one of many lines of investigation 


which they have undertaken. Some of these investigations are now 


completed, so far as the work is concerned, and the results are being 
assembled for publication; others are in progress; still others have as yet 
barely beenapproached. Certainly the report of the Geophysical Labora- 

+ Posnjak, Allen, and Merwin: The Sulphides of Copper, Economic Geology, vol. 


x, No. 6, pp. 491 to 535 (1915). 
2 Loc. cit., pp. 492 to 493. 
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tory on the chemical study of the copper sulphides and secondary enrich- 
ment is not yet published. When it is published, I think it safe to assure 
you that it will be found a comprehensive and valuable treatment of 
the subject. 


AtFRED C. Lane, Tufts College, Mass.—May I ask a question, Mr. 
Graton? In reading over that paper, I was inclined to ask this ques- 
tion: How do you know that those etch lines you get are always cleavage 
lines? Might there not be some other crystallographic faces? Do they 
always represent cleavage faces? Professor Tolman speaks of them as 
cleavage lines, doesn’t he? 


Louis C. Graton.—In places he does, but in other places he refers 
to those etch lines as marking ‘‘cleavage or parting.” In the minds of 
some who are far better crystallographers than I, there seems to be some 
doubt as to whether these planes of weakness are really cleavage. or part- 
ing. Personally I am disposed to regard the usual etch patterns in chal- 
cocite, for instance, as an expression of true cleavage, upon which there 
may be superimposed occasional planes of parting. But-by ‘true _ 
cleavage” I do not mean to exclude the inheritance* by chalcocite of the 
cleavage of bornite from which the chalcocite has formed by alteration. 
Such an inherited cleavage in chalcocite Professor Tolman describes in 


his present paper. 


J. T. SmvcEwA.p, JR., Baltimore, Md.—In regard to the so-called 
cleavage lines which are brought out in etching chalcocite: Last winter 
Dr. Robert Overbeck, who is now a member of the U. 8. Geological 
Survey, made a study of the copper ores of Maryland at the Geological 
Laboratory of the Johns Hopkins University. These ores were formerly 
of some commercial importance, though at the present time they are 
not; they are interesting, however, for the reason that they consist chiefly 
of chalcocite and bornite. Dr. Overbeck found that if he took polished 
sections of the chalcocite which showed no indications whatever of these 


- cleavage lines, and, without etching, placed them on the metallographic 


microscope, that in the course of a few moments, as the result of the heat 
that was focused on the specimen by the lens, cleavage lines developed, 
identical in character so far as the orientation and position of the lines 
are concerned, with the cleavage pattern brought out by etching; so 
that it would seem that the cleavage lines, and the lines brought out 
by etching, are apparently the same thing and are the actual cleavage 
lines in the chalcocite mineral. . 

Cuar.es P. BerKey, New York, N. Y.—I do not know much about 


the Bonanza Mine. I had just two pieces of the ore, as I recall, and I 
am not at all certain that my conclusions could be regarded as very well 


founded. 
~ 3Louis C. Graton and Joseph Murdoch: The Sulphide Ores of Copper, Trans., 


vol. xlv, p. 58 (1913). 
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What I want to say, however, is that after working a number of years 
with many groups of ores from many sources and of various sorts and 
with all kinds of apparatus that I knew how to use, I am becoming 
more and more convinced that all of these instruments are just working 
tools which ought to be used together. It is a great mistake, I think, 
to assume that polished sections of the ore, such as sulphide ores, will 
give you the history of the deposit. I am quite convinced that careful 
study of all of the associated rocks and vein matters of all sorts and espe- 
cially of non-metallics, is quite as good an indication, and in some cases 
a good deal better, of what has happened, than the study of the metallics. 
In other words, this is what I want to emphasize: That a good petro- 
graphic study, with any sort of method that the mineralogist knows how 
to use, is the best way to get at it; and the non-metallics are even more 
suggestive as to origin, in most cases, than the metallics themselves. 


E. Posngax, E. T. Auten, H. F. Merwin, Washington, D. C. (com- 
munication to the Secretary*).—To prevent the perpetuation of miscon- 
ception we wish to repeat our statement that artificial cuprous sulphide 
formed at high temperatures oftent shows, on etching, an octahedral 
parting (not cleavage) which has four (not three) equally developed sets 
of planes making angles of 10914° (not 90°): with each other. 

It is not remarkable that a structure in so many ways similar to this 
is found in some secondary chalcocite. 

This latter structure is not defined nor consistently described by 
Professor Tolman; he says of it that ‘all three directions of cleavage 
are equally regular” and again ‘‘ where bornite has suffered disintegration 
along its planes of cleavage.” The first description represents cubic 
cleavage; about the last we are left in doubt unless we infer that the 
traces of cleavage (octahedral) mentioned in the textbooks is implied. 
There are so many “isometric” cleavages and partings that we can make 
little progress in utilizing such a structure until it is defined, and criteria 
are found for differentiating it from other structures. It may be men- 
tioned that we have recently observed and measured octahedral parting 
in the Bonanza ore, and the color differences in this ore are as good an 
argument against as for Professor Tolman’s hypothesis for its origin 

The terms ‘white chalcocite” and “blue chalcocite” should be 
banished at once; there is a complete series of colors. Until a quantita- 
tive color classification has been adopted, the terms lighter and darker 
may suggest themselves as appropriate. 


C. F. Touman, Jr., Stanford University, Cal. (communication to the 
Secretary}).—It is with considerable satisfaction that I learn that Pro- 


* Received Feb. 14, 1916. 


* Melts containing little dissolved covellite may show only the etching pattern of 
the orthorhombic form. 


t Received Mar. 21, 1916. 
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fessor Graton ‘can agree with many of the conclusions in the paper he 
discusses. It is to be expected that with his greater opportunity for 
study of some of the problems discussed, he would be able to correct 
errors of judgment and interpretation. It is to be regretted that he did 
not feel at liberty to do this, not only because the paper contains some 
suggestions that have not hitherto been emphasized and, if worthless, 
should be set aside by scientific criticism, but also and chiefly because 
scientific advancement is most rapid under the stimulus of frank and free. 
discussion. 

I am especially pleased at Professor Graton’s insistence that careful 
and detailed work is essential in the interpretation of the complicated 
relations that this study has revealed. This should not include merely 
a large amount of rough examination of polished sections at the mines, 
important as this is in codrdinating field and microscopic evidence. 
There is still a place for independent detailed work in a highly equipped 
laboratory. We have found that the answer to problems raised by 
intricate patterns and designs often is discovered only after the em- 
ployment of the highest-power lenses available; after the reaction rims, 
the residual specks, and pseudomorphic patterns have been traced down 
to almost sub-microscopic size. Often a single polished surface has 
furnished material for an investigation of several weeks’ duration. 

In this regard it is pleasant to read Professor Berkey’s remarks on 
the necessity of using all available tools for the investigation of ores. 
For determinative work, physical tests, optical tests, chemical tests, 
etch figures and tarnish colors all have their place, and the reflecting 
microscope, the polarizing microscope, and the binocular microscope, 
their special uses. A specimen is often sawed and the saw cut polished 
on one fragment and a thin section made from the second piece as close 
to the saw cut as possible. Often the best results are obtained by using 
a thin section which has received a high polish in place of a cover glass. 
With such a polish the ‘‘seeing”’ with the polarizing microscope is almost 
as good as with a cover glass, and observations can be made with both 
transmitted and reflected light. Studies have been carried on in which 
polished surfaces have been treated with suitable reagents and the growth 
and replacement of minerals have been followed under high-power 
lenses. These results have been especially satisfactory when hydrogen 
sulphide has been used. The latter is undoubtedly the great natural 
mineralizer causing reaction, growth, and transfer of sulphide minerals. 

The results obtained in mineral synthesis® with the assistance of 
hydrogen sulphide have impressed upon me the unfortunate result of 
the present double meaning given the term “secondary sulphide” and 
I am glad that Professor Graton has given an opening for a re-statement 
of some of my objections. ; 


5S. W. Young and N. P. Moore: Laboratory Studies on Secondary Sulphide Ore ~ 
Enrichment, Economic Geology, vol. xi, No. 4 (June, 1916) and No. 6 (Aug.-Sept., 1916). 
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- 


It is as yet an unproved, and, 7 believe, an untrue hypotkies®? that 3 


certain groups of sulphide minerals are to be considered as “original, 
initial constituents deposited simultaneously from ascending solutions” 
and that later changes, substitutions, and introductions are wholly the 
result of descending solutions and connected with the oxidation of over- 
lying ores. It would indeed be fortunate if this were the case. The 
mining geologist could say then: ‘This mineral is later than, and pro- 
duced at the expense of, an earlier mineral. It is therefore produced 
by “secondary enrichment” and such and such results follow.” I 
believe that the “primary” ore minerals as well as the “secondary”’ 


minerals in most cases are introduced one after the other. Nothing 


could be more complicated, to use a case that has been described in our 
Transactions,® than the way in which the “primary” chalcocite of Butte 
replaces older antecedent minerals, each of which replaces an older ore 
or gangue mineral. As hydrogen sulphide is probably especially abun- 
dant during the early stages of mineralization, it is ever busy changing, 
substituting, and dissolving the unstable sulphides and forming those 
that are stable under the varying conditions of temperature, pressure, 
and chemical composition of solutions. I believe that careful study may 
finally establish criteria for distinguishing minerals produced by de- 
scending solutions, in spite of the fact that the chemical and physical 
environment of the deep (relatively) descending solutions may approach 
those of the near surface (relatively) ascending solutions. 

It is not scientific to use a terminology that carries with it the ac- 
ceptance of an unproved hypothesis. Neither is it safe to inform the 
miner that, if his mineral deposit is produced by ascending solutions 
(“primary’’) “there is no reason to expect that the tenor of the ore 
would decrease at any reasonable depth to which mining engineering 
has been carried.”’ If the zone of ore deposition is the zone of escape of 
volatile mineralizers’ we can understand why bonanzas of the Goldfield 
type are limited in depth, or at least, change in character. The limit in 
regard to a single constituent of an ore may be even more marked. 

In every study of this kind certain facts become patent upon brief 


; study, others are discovered after long investigation and the data for 


the solution of some problems perhaps are not attainable. If, therefore, 
we follow the scientific method of procedure of distinguishing between the 


- proved and unproved we can talk over our results with safety even if 


some problems remain unsolved. 
C. F. Tolman, Jr. (communication to the Secretary*).—In regard 


to the communication of Posnjak, Allen and Merwin it might be sug- 


* A. P. Thompson: The Occurrence of Covellite at Butte, Mont., Trans., lii, 563 
to 603 (1915). 

7 Tolman and Clark, Economic Geology, vol. ix, p. 592 (1914). 

* Received May 9, 1916. 
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gested that the article is a description of the occurrence and genesis 
of certain types of chalcocite that may be recognized by characteristic 
etch patterns. The crystallographic planes that control these patterns 
are apparent in certain cases, but inasmuch as a complete crystallo- 
graphic study of chalcocite has not yet been made, it was thought ad- 
visable to describe the patterns without reference to possible or probable 
cleavages, partings, twinning planes, etc. 

Crystallographic directions are not easy to determine in random 
polished sections, as one cannot see into the opaque substance as into a 
thin transparent section, nor can the grains be oriented by optical tests. 

It would have been of advantage to have the complete crystallo- 
graphic study precede the descriptive article under discussion, but the 
patterns are easily recognized and characteristic, and for this reason it 
was thought that the description was justified. The discussion suggests 
that the three types of patterns described should be re-summarized for 
the sake of clearness. 

The following types of etch patterns were noted: 

(1). A pattern of great regularity which is inherited from bornite. 
The blue and white patterns of two-colored chalcocite in the Bonanza 
ore as well as the etch pattern of chalcocite of the first generation of the 
same ore is suggested by me to belong to this type. This type of etch 
pattern is common in chalcocite formed by ascending solutions (Butte) 
and descending solutions (Marble Peak, Arizona) wherever the structure 
of the antecedent bornite controls the attack of chalcocitization. 

(2) A pattern of considerable regularity, but one in which one of the, 
lines of the pattern is more regular and better defined than the others, is 
found in most of the Butte chalcocite, the deeper chalcocite from the 
Virgilina district, etc. It appears to be best developed in chalcocite 
formed at some distance below the surface. Where deep-seated chal- 
cocite replaces bornite (as in the so-called graphic intergrowth) and the 
structure of the latter does not guide the replacement of bornite by chal- 
cocite, this pattern is developed. 

(3) The third variety includes a series of etch patterns characterized 
by irregular and curved lines, with a fine parallel lining defined as the 
‘“‘basal etch cleavage.’ by Posnjak, Allen and Merwin. These fine 
parallel lines are developed in one direction only in a single grain. Where 
there are two generations of chalcocite, the second generation (generally 
in veinlets around and through the older crystals) develops this etch pat- 
tern. In “maxillary,” “conchoidal,” etc., chalcocite, believed to be 
meta-colloidal by the writer, an extremely minute variety of this pattern 
is developed. Chalco¢ite developing this third type of etch pattern 
appears to be the result of descending solutions and in general is deposited 
rather close to the overlying oxidized zone. 

As these types are illustrated in the photographs accompanying the 
article, little difficulty should be met in recognizing them. 
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Magmatic Differentiation in Effusive Rocks 


BY SIDNEY POWERS, PH. D., CAMBRIDGE, MASS., AND ALFRED C. LANE, SC. D., TUFTS 
COLLEGE, MASS. 


(New York Meeting, February, 1916) 


INTRODUCTION 


THIS paper aims to present the results of an investigation concerning 
gravitative differentiation in lava flows, based on a quantitative micro- 
scopic and chemical study of a Triassic basalt from Nova Scotia, and 
confirmed by data secured from a study of certain Keweenawan ophites. 

At Cape d’Or, Nova Scotia, near the head of the Bay of Fundy, 
marine erosion has exposed a series of Triassic basalt flows in which copper 
has been sought for a number of years. Studies of the thickest flow of the 
series with regard to volumetric composition, specific gravity, and grain 
have been made by the junior author, and measurements by students at 
Tufts College, together with confirmatory observations of the same nature 
on this and other flows by the senior writer, and chemical analyses made 
by the Division of Chemistry, Mines Branch, Ottawa, all show dif- 

‘ferentiation in lava flows comparable to that in intrusive bodies. The 
work was made possible by the availability of the drill-cores, the pro- 
perty of Tufts College, and emphasizes the desirability of the study of 
drill-cores from other localities. Measurements of the specific gravities 
of certain Keweenawan lava flows of Michigan by the senior author, 
from material collected in 1915, will be given as a SEO to those 
of the Cape d’Or flow. 

It has been found that the specific gravity of drill-cores, or volume 
per cubic foot, can be readily obtained by measuring their dimensions. 
This can be done to an accuracy of within 1 per cent. in pieces of core over 
100 mm. in length by using a micrometer gage for the diameter, and taking 
the average of six measurements of the diameter; and the average of four 
measurements of the length made with a finely graduated ruler. Then, 
after weighing them, the weight in grams per cubic centimeter, or what is 
practically the same thing, ounces per cubic foot, is obtained. System- 


This paper is an abstract from a report on the copper at Cape d’Or by Alfred C. 
Lane with notes on the volume composition of the rocks by S. Powers, to be published 
in a Report on Copper Mines and Mining in Canada, by Dr. A. W. G. Wilson of 
the Department of Mines; and the chemical analyses, by M. F. Connor, are repro- 
duced by permission of Dr. Wilson and of Dr. Eugene Haanel, Director of Mines 


eT Aw Se Baa 


EN ENC ee Ne eee Ee SLUR Ree 


ee Be 


—S he 


SIDNEY POWERS AND ALFRED C. LANE 443 


atic tests seem to show that this may be of considerable practical value, 
as the variation in one lava flow between the denser, more crystalline, 
less glassy center and the more glassy, less crystalline, and perhaps more 
altered upper and lower parts, can be distinctly and continuously followed 
when the amygdaloidal or vesicular structure is not conspicuous. 
Differentiation in effusives has previously been studied by the senior 
writer? and by him and Queneau! the relation of size of grain to the posi- 
tion in the flow. The former described gravitative differentiation by 
fractional crystallization and gravitative separation of the feldspar to the 
top and of the olivine and pyroxene to the bottom in Keweenawan flows 
of Michigan. 
Differentiation in corresponding intrusives has been described by 
Lewis‘ in the Palisade diabase, where the top and bottom of the sill were 
quickly chilled and therefore have an average composition, while differ- 
entiation took place in the remainder of the magma with the formation of 
an olivine-rich layer above the quickly cooled base, and a concentration 
of the augite below the middle of the sill, and of feldspar above the middle. 


Cape d’Or Flows 


Cape d’Or is a conspicuous headland projecting into Minas Channel 
at the entrance to Minas Basin, and rising to a height of 200 ft. above mean 
tide level. The sea cliff is composed of massive basalt, columnar near 
the shore, and is being cut back by wave attack and by tidal currents 
which sweep back and forth, because the range of tides is about 37 ft. at 
the Cape, and much more inside Minas Basin. Above the cliffsisa rolling 
plain upon which stands the plant of Colonial Copper Co. (now idle). 
On the north is an escarpment formed by the erosion of the base of the 
lava flows and of the underlying Triassic sandstones and shales, both of 
which dip south at alow angle. The escarpment faces a low plain, under- 
lain by Triassic sandstone and Pennsylvanian sediments, that is separated 
from the Cobequid Mountains by a fault-line scarp. Erosion and normal 
faults have separated Cape d’Or from the remainder of the Triassic, so 
that it now has the appearance of a horst.® 

During the course of mining operations, two shafts were sunk into the 
basalt, trenches were dug across the basal contact of the flows with the 


2 A.C. Lane: Bulletin of the Geological Society of America, vol. viii, p. 403 (1897); 
vol. x, p. 16 (1899); vol. xiv, pp. 369 to 384 (1903); Michigan Geological Survey, vol. 
vi, Part I, p. 106 (1898); Michigan Geological and Biological Survey, Pub. 6, vol. i, p. 
145 (1909). See also Trans., vol. xxxvili, p. 931 (1907}. 

3A. L. Queneau: School of Mines Quarterly, vol. xxiii, pp. 181 to 195 (1902); 
American Journal of Science, 4th Ser., vol. xiv, pp. 393 to 396 (1902). ‘ 

4 J. V. Lewis, Petrography of the Newark Igneous Rocks of New Jersey, Annual 
Report for 1907, New Jersey Geological Survey, p. 182. 

5S. Powers: The Acadian Triassic, Journal of Geology, vol. xxiv, 1916. 
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underlying sediments on the north, and seven holes drilled with diamond 
drills at the localities shown on the map (Fig. 1). The basalt was found 
to comprise five flows, with a total thickness of about 770 ft. Of this 
series the lowest flow is the thickest, 556 ft., and the measurements of 
volume, specific gravity, and grain, together with five of the chemical 
analyses were made from the drill-cores of it. The extrusion of this thick 
flow was followed in a relatively short period of time by the pouring out of 
three thin flows, ranging in thickness from 11 to 75 ft. With a new spurt 
of volcanic activity another thick flow appeared, the amygdaloidal top 
of which has been eroded away, leaving a thickness of only 135 ft. 
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Fig. 1.—Map or THE Carg D’OrR Recion, Nova Scotia, SHOWING THE LOCATION 
oF THE Dritit-HoLEs A TO G. 


Measurements were made on core A, from near Horseshoe Cove, and on core F 
half a mile to the north. (Reproduced by permission from the J. ournal of Geology, 
vol. xxiv, 1916.) 


Some of these flows are separated from one another by a slight amount of 
other material, very difficult to find on account of its paucity, which may 
have originally been tuff or dust as the flows spread over a land surface. 

The separate flows are sometimes distinguished with difficulty both in 
the field, in the Triassic area in general, and in the drill-cores. Each 
flow is characterized by an amygdaloidal top, and a thinner amygdaloidal 
base.’ The center may or may not be vesicular: in the thicker flows it 
is always dense, and yet it may have vesicular streaks (as in one of the 
flows near Meriden, Conn.), which represent the places where the rising 
bubbles of gas were caught against the cooling upper portion of the flow. 


Usually these vesicular streaks can be distinguished from the vesicular 
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or amygdaloidal top of the flow by the lack of any break and the coarse 
grain; but when they appear near the top, where the whole rock is vesicu- 
lated, it is very difficult to find the true top in a more or less fragmentary 
drill-core. Thus, in hole F, described below, the boundary between the 
two lower flows cannot be identified with certainty, and a thin flow, not 
represented in the other cores, may appear here. A further criterion 
for the top of a flow is the relative amount of alteration—greater than 
elsewhere—giving a lower specific gravity as shown in Fig. 4. A coarse- 
ness of grain characterizes the center of thick flows (Fig. 3), but even 
where this is not noticeable in the field, as in the lower flow of the First 
Watchung basalt near North Plainfield, N. J., a bed of tuff may separate 
the flows, as at that locality. 

The thickness of the different flows at Cape d’Or in feet, as shown in 
the drill-cores, follow. Hole D passed through a fault-breccia and is 
therefore omitted. The location of the drill-holes is shown in Fig. 1. 


Flow Character Drill-core 
Evodeay | 4 B c E F G 
Bort’ Grunt.(. 010 ane. Massive /|103 135 132 132 81 135 
9 a68 135 439 ~~ q32 are 81 135 
Be pure. ode Seaccits Amyed. 6 
Massive 6 


EDIirG Nee clever ticles ee es Amyed. 5 5 2 3 
Massive | 39 39 9 33 
44 159) 44 190 46 190 11 103 41 194 


Amyed. 20 20 18 21 13 21 
Massive | 35 46 29 35 187 44 


Goose Tongue roof.... 


55 214) 66 256 47 237 56 200 31? 134 65 259 


Amygd. | 20 20 19 20 26? 16 


Cape Spencer........ 
Massive |536 (136) + (104) +. (51) + (520) + (205) + 


Total thickness....... 412+ 360+ 271+ 680+ 480+ 


The Fort Grunt flow is composed of massive basalt, except for the 
lower few feet, which shows the effects of alteration throughout, and of 
weathering at the upper, erosion surface. It is characterized by porphy- 
ritic labradorite (AbzAns) crystals 1 to 3 mm. long; augite prisms 1 to 2 
mm. long and often 0.5 mm. thick; magnetite, ilmenite, and hematite; 
enstatite and olivine only near the base (44 and 4 ft. from the base); and 
glass. The principal alteration minerals are hematite, limonite, chlorite, 


_» @ 
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and malachite. The chemical composition is given by analyses C-13, 77, | 
105, 128. The corresponding thin sections show: in C-13, relatively 
abundant glass, alteration with the development of chlorite and limonite, 
although the analysis shows a high ferrous iron content; in C-77 a fresh 
rock with little glass; in C-105 slight alteration with more glass; and 
C-128, only 4 ft. from the base, a fine-grained rock with more alteration. 

The Cape Spencer flow is more massive than the Fort Grunt flow, 
with well-developed columnar jointing. The basalt is similar to that of 
the latter flow, except that glass is almost lacking in the center of the 
flow, alteration is not so great, and the grain is coarser. The chemical 
analyses are C-325 (88 ft. down), A-387 (167 ft. below the top), A-492- 
(272 ft.), A-597 (377 ft.), A-706 (486 ft.). C-325 is a fresh basalt with 
abundant glass, a fine grain and some olivine; A-387 is less glassy, with 
more feldspar than augite, and no olivine; A-492 and 597 exhibit a com- 
paratively coarse grain, an excess of augite over feldspar, an absence of 
glass and olivine; A-706 shows what is apparently a trace of micro- 
pegmatite. At A-450 (230 ft.) an inclusion of fine-grained basalt was 
found in the moderately coarse basalt. At A-553 (333 ft.) there are 
several generations of crystals, and the finer intergrowths, the last to 
crystallize, are probably composed of plagioclase and orthoclase with 
minute crystals of apatite. About 5 per cent. of the rock is composed of 
olivine of the same generation as the normal augite and feldspar. 

The Cape Spencer flow rests on sandstone and shale of white color 
near the flow, but becoming red with only white streaks 10 ft. below the 
base. At the very base are a number of magnetite octahedra. A bed 
of rather soft bluish-green material also occurs at this place; it is chlorite, 
which may have replaced a zeolite. , 

Copper occurs in the flows in small quantities throughout the basalts 
as the analyses show, and in some of the amygdules, but principally in 
the veins or belts of fault breccias, especially from near the base of the 
Fort Grunt flow to a short distance down in the Cape Spencer flow, where 
it was deposited by circulating waters as native copper and as malachite. 


i 


Volumetric Composition 


A series of volumetric Rosiwal measurements was made upon the 
Cape Spencer basalt in core A in order to compare the results with the 
chemical analyses. In Fig. 2 the results are plotted and curves are drawn 
to indicate the variations with depth in the quantity of feldspar, augite, 
and glass, with the magnetite and other iron ores included with the glass. 
In spite of the small number of thin sections measured, it is apparent 
that there is a concentration of feldspar near the top of the flow; a 
slightly greater percentage of augite in the center, and of feldspar near 
the base; a large amount of glass at both the top and bottom, but more 
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at the top; a rather uniform quantity of iron ores throughout; and the 
presence of olivine only at the top (except the abnormal rock at 333 
ft., described above, which may well be a sunken portion of the crust). 
It is probable that the more quickly chilled top and bottom of the flow, 
with almost equal amounts of feldspar and augite, represent the original 
composition of the magma. 

In making the necessary measurements, difficulty was found by both 
authors in distinguishing the feldspars from a glassy rim which frequently 


Feldspar 
Augite 
Mag., Glass 


Fig. 2.—Curves SHowING THE VARIATIONS WITH DEPTH IN THE VOLUMETRIC 
CoMPosITION OF THE CAPE SPENCER BASALT, CAPE D’OR. 


Feldspar is represented by the solid line, augite by the dashed line, magnetite 
and glass together by the dotted line. 


surrounds them, especially near the base of the flow. It is best, therefore, 
that the curves be understood to represent tendencies, and that their 
qualitative value is greater than the quantitative. 

The significance of the rising of the feldspar and of the settling of the 
augite, together with the appearance of the olivine only at the top are 
discussed elsewhere. 

: Variation in Grain 


° 


Measurements of the grain of rocks has previously been attempted 
by the senior author in the case.of Keweenaw basaltic rocks, and by 
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Queneau in the Palisade diabase, as already referred to, and the theory 
of grain has been discussed in detail by them. 

There are several ways in which to measure the grain, and several 
ways in which to plot the results. The method which has been used 
here is to measure both the length and breadth of the largest crystals 
of both augite and feldspar in each slide and plot the results in areas. 
It seems necessary to measure both dimensions in view of the fact that 
certain crystals grow in different directions in different stages of develop- 


Feldspar 
Augite 
Feldspar 
Augite 
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Ave of Large 


Max. of Large 


556 x = 
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Size of Grain in sq.mm. 


Fia. 3.—Tue VARIATIONS WITH DeprrH IN THE GRAIN OF FELDSPAR AND AUGITE 
IN THE Care SPENCER BASALT. 


The average area of the five largest crystals of each kind are plotted and the points 
connected by a continuous line in the case of the feldspars, by a dashed line in the 
ne = pe augite. The area of the maximum crystal of each kind for each slide is 
also plotted. 


ment. Another method is to make Rosiwal measurements of the entire 
slide, and divide the total of the readings for a given mineral by the 
number of readings. This method is, however, open to the objection 
that several generations of crystals are usuatuy represented in amounts 
varying irregularly in each slide, and that glass is not readily distinguished 
from some of the crystals, nor is one feldspar from another under certain 
conditions, especially in thin slides. The results may be plotted in terms 
of an average linear unit, as was done by the senior author in the Kewee- 
naw ophites, instead of in areas, as is done here. 
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In order to secure the greatest degree of accuracy, from five to fifteen 
of the largest crystals of both minerals in each slide were measured in’ 
order to show the existence of phenocrysts, which must not be included 
in the results because they represent an earlier period of crystallization. 
The difficulty is to select the phenocrysts, and upon the personal judg- 
ment the accuracy of this method must depend. In order to check the 
largest normal crystals, the average of the largest five is plotted in 
Fig. 3, and also the maximum (excluding phenocrysts). In actual prac- 
tice it is found almost impossible to obtain the same results, quantita- 
tively, on two measurements of the same slide. Hence, the degree of 
accuracy of the method is slight, and the results show merely a tendency 
to develop a certain grain and do not show the absolute grain. This 
point is further emphasized by the irregularities in the points as plotted, 
for curves connecting these points would cross and recross in three 
successive measurements. 

The points show a fine grain at the top of the flow, and a coarse grain 
at or near the middle, with apparently a sudden transition between the 
two. At the base of the flow it is almost impossible to tell what is the 
true grain, on account of the phenocrysts, but there is apparently another 
sudden change to a finer grain. 

Both the determinations of differentiation by volumetric measure- 
ments and by variations in grain are rather unsatisfactory, because 
there appears to be such a wide variation of results in any set of measure- 
ments. The methods employed are not as much the cause of this varia- 
tion as is the material. The lava flow is subject to rapid chilling, and 
the processes of both differentiation and growth of grain are interrupted 
by this chilling. Also, there appear to be streaks which are either not 
affected by the differentiation, or else have an abnormal grain, even 
when they are in the center of the flow. These irregularities may be 
readily referred to differences in temperature and composition produced 
by flow currents, by engulfment of parts of the crust, and by cracks and 
cooling from them while the rock was yet hot and not completely crystal- 
lized. In the case of thick sills, more satisfactory results should be ob- 
tained by using the same methods of measurement. 


Variation in Specific Gravity 


In order to determine the relation of the specific gravity of the basalt 
in the Cape Spencer flow to the depth and to compare the results with 
those for the. volume composition and grain, the specific gravities, or 
volumes in grams per cubic centimeter, which is the same if porosity is 
neglected, of 36 specimens from core A and 20 from core F were measured, 
the latter by students at Tufts College under the direction of the senior 
author. In core A, five of the determinations were made with a Joly 
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balance; eight by the usual method of immersion with a two-arm balance; 
and the remainder by a method of measurement (given above on p. 442) 
which had previously been used by the senior author. The first and last 
methods were checked by the other, using the same specimens in some 
instances, and were found to be sufficiently accurate considering the nature 
of the material. 

The specific gravity is affected by the porosity, but the porosity of 
basalts and diabases where free from amygdules and vesicles is low.® 


2.50 2.60 270 280 2.90 3.00 
Specific Gravity 
Fic. 4.—Curves SHOWING THE VARIATION wiTtH DeprH IN THE SPECIFIC GRAVITY 
OF THE Cape SPENCER Basar. 
The data were secured as indicated by the use of a Joly balance, a two-arm balance, 


and a system of measurements. The curve for core A is a solid line, that for core F 
a dashed line. 


If the porosity is neglected as a uniform quantity in the dense basalts, the 
other factors which must be guarded against are: The vesicles and amyg- 
dules; zeolitization; chloritization; and other forms of alteration, either 
in the rock or along veins or joints. 

Curves showing the averages of the measurements of core A and of 
core F are shown in Fig. 4 by the solid and dashed lines, respectively. 


6 The porosity has been measured for the senior author (Annual Report for 1909, 
Geological Survey of Michigan, vol. i, p. 100). 
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Both curves show a marked increase in specific gravity at or just below 
the center of the flow with a gradual decrease above and a more sudden 
decrease below this point. The discrepancies between the two curves are: 
The higher position in the curve for F, and the slight increase in specific 
gravity at the base of the curve for F. The curve for F is plotted on the 
assumption that the drill passed through 546 ft. of this flow. As hole 
F was bored half a mile from hole A and the underlying sediments were 
not cut, this is quite likely not exactly comparable. The irregularity 
at the base may also be due to local conditions at this spot in the flow. 
The points determined for core A show a great variation near the center 
where the basalt is entirely free from zeolitization and alteration and 
where long cores were available. This must be accounted for partly 
by streaks of heavier and lighter rock, partly by inaccuracies in measure- 
ment. At the base of the flow, chloritization and other forms of altera- 
tion give a lighter rock; at the top, zeolitization and alteration combine 
to give lower figures. 

In order to compare the range of specific gravities along the curves, 
from 2.60 to 2.96, with that in other basalts the following figures are given: 
Kilauean basalt 2.75; tachylite 2.58; Watchung basalt 2.91 to 2.99; Mt. 
Holyoke basalt 2.97; and the Keweenawan figures given below. 

A comparison with the results for volume composition and grain shows 
a marked agreement between the maximum concentration of the augite, 
the maximum grain and the maximum specific gravity—all slightly below 
the center of the flow. 

The Keweenawan basaltic effusives have precisely the same differ- 
entiation, as already pointed out by the senior author, so that the hang- 
ing-wall trap of the amygdaloid lodes is easily distinguished from the 
foot-wall trap. Here again the upper part of the flow contains more feld- 
spar and the lower part more augite. The upper part of the flow is then 
more feldspathic and tends to a porphyritic (seriate porphyritic or glom- 
eroporphyritic) texture. This is the foot-wall trap. The lower part of 
the flow that contains more augite tends to a luster-mottled poikilitic 
ophitic texture. This is the hanging-wall trap. Most of the flows if 
thick enough show a trace of ophitic texture at some depth. In his 
1899 paper the senior author gave analyses, not here repeated, and the 
specific gravity of the lower ophitic part was given as 2.877, of the upper 
part as 2.781. Later measurements of the weights of the drill-cores 
from Keweenaw Point in grams per cubic centimeter (7.e., tons per cubic 
meter, thousands of ounces per cubic foot) show that these figures can be 
used as an index of differentiation precisely as in the Cape d’Or flows. 
Ophites give figures from 2.87 to 2.96. Feldspathic melaphyres, repre- 
senting the upper feldspathic part, for instance, the foot walls of the 
lodes of the Quincy mine, are less heavy (2.75 to 2.78). Values below 
2.75 in a rock not obviously porous generally indicate more of a felsite, 


, a 


or zeolitization. The mean value of the specific gravity of trap was found 
by McNair to be 2.8865 varying from 3.0904 to 2.7623. The mean value 
of 50 samples of amygdaloid was 2.8454 varying from 3.0936 to 2.7034. 

E. Koepel, superintendent of the Champion mine, found the specific 
gravity of the rock tailings from that mine—running but 0.10 to 0.06 per 
cent. copper and with little quartz, calcite, or epidote—to be 2.84. 
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Chemical Composition 

The chemical analyses of the Fort Grunt and of the Cape Spencer flows 
show closely related rocks (Bandose to Beerbachose), and the differences 
between the analyses of various specimens from a single flow are greater . 
than those between the average of the two flows. The magnesia is gen- 
erally lower in the Fort Grunt flow as though this flow might have been 
an effusion from the same source after more of the olivine had settled out. 

In the Fort Grunt flow the first and last analyses represent slightly 
altered rocks. Below C-13 the alumina and ferric iron increase; the 
silica, ferrous iron, magnesia, and lime decrease. In the Cape Spencer 
flow there is an increase with depth from A-387 down in ferrous iron, lime, 
and magnesia; the concomitant changes in potash and in silica are within 
the limits of error, but there is a decrease in ferric iron. As the Fort 
Grunt analyses represent only the lower portion of the original flow, they 
should be compared with the base of the Cape Spencer flow. In the 
former there is more ferric iron, potash, and titanium, less ferrous iron, 


magnesia, and lime, 7.e., less pyroxene. 
a ec ee 


Fort Grunt Flow Cape Spencer Flow 

dts | dv | cSds | chs | cs | aStr | ake 
Distance from 
base of flow, ft.| 119.0 55.0 27.0 4.0 437.0 389.0 284.0 
iOanewnete ss « 50.14 54.04 | 52.98 52.30 52.50 53.00 51.92 
AlaQgauics ones « 14.56 13.82 | 14.08 14.86 14.30 14.71 13.25 
1A ON rts On Oe 4.40 3.25 4.02 5.38 6.15 7.30 2.28 
PEO Wiese. als 7.28 6.95 6.34 5.92 5.14 3.32 76 
EO yy ahs ane 5.46 6.34 5.44 5.55 6.08 4.67 9.05 
ROM Gti: 10.10 10.12 9.72 9.80 9.08 9.40 11.22 
IN GeOuenarracn st 2.59 2.51 2.93 Bele 2.56 4.11 2.42 
KOe A cetttss 0.55 1.20 0.96 1.36 0.66 0.71 0.64 
1ST ay, enero oe 2.80 0.80 2.00 0.84 1.64 1.00 0.65 
Tihs ce hs cans 1.30 1.06 1.20 1.18 1.24 1.30 0.78 
PaO Kea Saraki 0.15 0.16 0.14 0.16 OnDe, “lass sic sre evel tue ots aie 
hs} QEOL ais ows DO tly sis. sontens car hliehacever irc econ Rene eee 
CuOke i ee 0.026 0.011} 0.003 0.005 OS O02 otic tae. cl talatere een 
MnO) erie 0.15 0.15 0.15 0.20 0.18 0.18 0.14 
DAO Ma fetta trace trace trace trace trace trace trace 

99.51 | 100.23 | 99.97 99.72 99.67 99.65 99.51 
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Cape Spencer First Watchung Sheet Connecticut 

oe We ge de BGO) (uy (12) (13) (14) 
Distance from 
base of flow, ft. 179.0 | 70.0 
iO ere hte eee 51.76 51.56 51.77 51.09 50.19 O200 52.40 
PAYG) ght s ate ateds 13.49 13.57 14.59 14.23 14.65 15.06 13).65 
Beas. scicis « 51s ioral 2.00 3.62 2.56 3.41 2.34 2.18 
ReOe isa. bees 7.42 7.80 6.90 7.74 96 9.82 9.79 
MgO mes) nce 9.05 8.26 7.18 7.56 7.95 5.38 5.53 
WEOR bok as 11.62 10.80 7.79 10.35 9.33 1.00 10.01 
INES OS eee 2.38 2.58 3.92 1.92 2.64 4.04 2.32 
WSU Fh a oe 0.67 0.69 0.64 0.42 0.75 0.92 0.40 
ON hee Sich 's 0.60 0.90 2.31 2.67 3.04 2.24 1.67 
45S e 5 eee ee 0.79 1.14 1.13 1.30 als 0.21 1.08 
JED) Sin & Secret Ee ee acl eee 0.18 0.16 OBLS Tliss ee bce 0.12 
GeO oe al een 0.12 0.12 0.05 0.25 0.07 0.32 0.26 
Beam T ANG KE) ey deta carbene acts AeSreaecribae atl EERE acted ltcho Gonchriectc yi eteue RL A oe eee eas 0.13 

99.61 99.42 100.08 | 100.25 | 100.30 | 100.03 99.99 


Analyses 1 to 9 by M. F. Connor; 10 to 12 by R. B. Gage (New Jersey Geological 
Survey, Annual Report for 1907, p. 148); 13 by J. H. Pratt (Bulletin No. 6, Connecticut 
Geological Survey, p. 184 (1906));14 by W. F. Hillebrand (Annual Report, U. S. Geo- 
logical Survey, vol. xxi; Part 3, p. 77 (1901)). 

1 to 4 Fort Grunt flow at Caped’Or. In core C the thickness of the flow is 132 ft. 
The top is everywhere eroded away. 

5 to 9. Cape Spencer flow at Cape d’Or 5 is 88 ft. below the top of the flow in core 
C; 6, 167 ft. below the top in core A; 7, 272 ft.,in A; 8, 377 ft., in A; 9, 486 ft., 
in A, and 70 ft. from the base. 

10 to 12. First Watchung sheet in Hartshorn’s quarry, near Springfield, N. J. 
10 represents the “upper gray layer;” 11, the “middle black layer;” 12, the “lower 
gray layer.” 

13. Main sheet basalt, Meriden, Conn. 

14. Main flow of basalt, Pine Hill, South Britain (Pomperaug), Conn. 


In the Watchung analyses (10 to 12), from the top downward there is 
an increase in magnesia and lime, a decrease in silica, and toward the 
center an increase in lime and a decrease in potash and ferric iron. An 
increase with depth in lime and a decrease in soda were found in the 
Keweenaw rocks. 

The combined result shows that there is an increase downward in the 
percentage of ferrous iron, magnesia, lime, and perhaps potash; a decrease 
in soda. The change in the percentage of silica is slight. Comparing 
the chemical composition of the minerals, which have been shown by the 
microscopic measurements to vary in amounts in different parts of the flow, 
with the data derived from an examination of the chemical analyses, a 
close agreement is seen. A separation of feldspar, with a composition of 
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4.6 per cent. NagO, 12.4 per cent. CaO, 20 per cent. Al,O3, 59.2 per cent. 
SiOz, to the top; as against olivine, with 57 per cent. MgO and 43 per 
cent. SiOz, or pyroxene, with 6 per cent. Fe203, 18 per cent. FeO, 13 per 
cent. MgO, 11 per cent. CaO, 3 to 5 per cent. Al,O3, 48 per cent. SiOz, 
toward the bottom, must cause the MgO and Na,O to vary more than 
the alumina or silica. 

The olivine appears in the thin sections mainly near the top of the 
flow, although in the Palisade sheet there is, as shown by Lewis, a con- 
centration at the base. Furthermore, the olivine tends to sink in a flow 
just as in an intrusive body. The discrepancy is explained by the work 
of Bowen and Andersen’ as a result of their recent experiments which 
show that olivine that has crystallized out above 1,557° may be partly 
or wholly resorbed during the normal course of crystallization simply as 
the result of cooling, but that this resorption may fail to take place if the 
cooling is very rapid as it would be near the top of a flow. Also Bowen 
has shown® that differentiation in silicate liquids may take place by the 
rising and sinking of crystals. His experiments show that both olivine 
and pyroxene tend to sink, and that with an excess of silica pyroxene 
crystallizes first. After the crystallization of the artificially prepared 
liquid, the upper part consists of pyroxene and free silica, the lower part 
of pyroxene and olivine. In the basalt flows there is correspondingly 
more silica at the top of the flow than at the base. It will be remembered 
that at a range of from 1,890° down to 1,387° Bowen found forsterite 
(olivine) to crystallize out, but that at about 1,557° it changed to clino- 
enstatite (pyroxene). 

It may be suggested as a possible reason for the slight accumulation 
of olivine as compared with the Palisade intrusion, that the latter came 
to rest when at a higher temperature and lingered at a temperature 
corresponding to the inversion temperature found by Bowen much 
longer than did the flow so that olivine could form and could settle out, 
while in the flow the motion and consequent stirring continued until the 
whole had reached a lower temperature, but then remained rather long 
at temperatures at which the particular olivine present inverted to 
pyroxene and could sink as pyroxene. 

This supposition is supported by two additional lines of argument. 
First, a sinking of pyroxene would make much less difference than a 
sinking of olivine in a rock which, as the margins show, had originally 
about 50 per cent. silica. Secondly, the broad zone of relatively uniform 


™N. L. Bowen and O. Andersen: The Binary System MgO-SiO2, American Journal 
of Science, vol. xxxvii, p. 499 (1914); N. L. Bowen: The Ternary System; Diopside- 
forsterite-silica, Idem, vol. xxviii, p. 264 (1914); O. Andersen: The System Anorthite- 
forsterite-silica, Idem, vol. xxxix, p. 453 (1915). 


* Crystallization-Differentiation in Silicate Liquids, Idem, vol. xxxix, pp. 175 to 
191 (1915). 
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coarsest grain in the Palisade diabase compared with the narrow zone at 
Cape d’Or (Fig. 3) indicates clearly that the former was much farther 
above consolidation temperature than when it came to rest, as has been 
shown elsewhere by the senior author. 


Conclusions 


The nature of gravitative differentiation in extrusive rocks has been 
investigated with the aid of volumetric and chemical analyses, and de- 
terminations of specific gravity and grain. The results are in accord 
and show a concentration of the leucocratic, felsic constituents at the 
top of the flow; the melanocratic, mafic constituents at the base. The 
quickly chilled top and bottom of the flow show approximately, when free 
from alteration, the original composition of the magma. 

The grain of the rock in thick flows varies with the depth and is 
greatest just below the center, where cooling takes place slowest. The 
grain is difficult to determine in many cases on account of the presence 
of several generations of crystals, due to convection currents and the 
subsidence of partially cooled upper portions of the flow; in other cases, 
as at the top and bottom, on account of the presence of phenocrysts with 
a rather glassy groundmass. 

The specific gravity determinations have been made in large part by 
a simple and rapid system of measurements in the case of drill-cores of 
uniform diameter and a length of over 10 cm. This method has been 
checked by determinations in the usual manner, and found to be of 
sufficient accuracy to be of much practical use. 

The results of the investigation of differentiation are found to agree 


with those in experiments recently made by Bowen and Andersen on 


artificial solutions; that heavier minerals, as olivine and pyroxene, tend 
to sink while very light minerals may rise. 


\ 


Discussion 


N. L. Bowen, Washington, D. C. (communication to the Secretary*). 
—This detailed study and complete demonstration of differentiation as 
a result of the sinking of crystals has a great general significance in petro- 
genesis. If this action can be demonstrated in an effusive body, even 
though a very thick one, how can one doubt its possibility in large 
intrusive bodies? 

The authors speak of the sinking of augite and the rising of plagio- 
clase but I should consider that they should depend entirely on the former 
action to obtain their results. It is true that in my experiments, to which 
the authors refer, a floating of crystals was in one case obtained, v7z., 


* Received Feb. 11, 1916. 
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in the case of tridymite crystals, but it must be remembered that tridy- 
mite has an exceptionally low density. Plagioclase crystals, on the 
other hand, are of nearly the same density as basaltic liquid. Under 
magmatic conditions they might be a little heavier than the liquid ora 
little lighter, we do not know which, but the margin would be exceedingly 
small and any motion resulting, whether upward or downward, would 
be correspondingly small in the usual case. For this reason I should 
think that the sinking of pyroxene should be considered probably the 
sole factor in producing the observed result, for which purpose it appears 
to be entirely adequate. 
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The measurements of grain have also a certain significance in this 
connection. In the experiments referred to a difference of grain was ob- 
tained in different parts of the charge, which was entirely independent 
of the rate of cooling but connected with the fact that a sinking crystal 
does not depend entirely upon diffusion for the collection of its material 
from the surrounding liquid. The crystals which sank a considerable 
distance were therefore exceptionally large. Now in the Cape Spencer 
flow the augite crystals are normally (top and bottom) somewhat smaller 
than the plagioclase crystals, but in the layer somewhat below the middle, 
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in which considerable accumulation of augite has been demonstrated, the 
augite crystals are there considerably larger than the plagioclases. It would 
seem highly probable that the exceptional size of the augites of this layer 
was connected with the fact that they moved (sank) through the liquid. 

In any case where crystals move as they grow, Lane’s theory of grain 
should be applied with some caution since the theory connects the size 
of a crystal with the rate of cooling at various distances from the margin 
and must of necessity assume that a crystal found at a certain distance 
from the cooling margin experienced its entire growth in that position. 
The motion of a crystal introduces another variable which is difficult to 
evaluate for any particular case, and which detracts somewhat from 
the value of measurements of grain as a means of determining the “‘super- 
heat” of a magma, 7.e., the excess of the temperature of the magma as 
intruded over its temperature of crystallization. In the foregoing no 
criticism is intended of the general value of measurements of grain nor 
of their usefulness in determining the position of amygdaloidal margins. 


ALFRED C. Lane and Sripnrey Powers, Tufts College, Mass. (com- 
munication to the Secretary*).—It is quite true, as suggested by Bowen, 
that the settling of certain constituents should affect their grain. To it 
may well be due the seriate and wide variation in the size of the grains 
at times. As to the suggestion that the olivine in one section at 333 ft. 
down (A. 553) is due to a general settling of olivine and is comparable 
to the palisadose of the Palisade intrusive, this seems to us unlikely. 
Other sections between it and the top and at about the same level show 
no olivine, and this section is abnormal in other respects. 

At F. E. Wright’s suggestion we present Fig. 1 showing side by side 
the variation of oxides and of the augite and feldspar. The nearly con- 
stant amount of alumina shows that the later formed augite contained 
more alumina than the earlier. The increase of soda is not proportional 
to the increase of feldspar, and it seems that the oxidation of the iron 
may aid in sending the soda and lime into the feldspar rather than the 
augite. 


* Received Mar. 20, 1916. 
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Conservation and Economic Theory* 


BY RICHARD T. BLY,{ PH.D., LL.D., MADISON, WIS. 
(New York Meeting, February, 1916) 


I. ConsERVATION DEFINED AND DESCRIBED 


Conservation Means Preservation, Improvement, Justice 


CONSERVATION, narrowly and strictly considered, means the preserva- 
tion in unimpaired efficiency of the resources of the earth; or in a condi- 
tion so nearly unimpaired as the nature of the case, or wise exhaustion, 
admits. And broadly considered, it means more than the word itself 
implies, for it naturally includes an examination of methods whereby the 
natural inheritance of the human race may be improved; and still more 
broadly considered—and as used in popular discussion—it includes a 
treatment of the effects of productive conservation measures upon dis- 
tribution. We shall give our attention briefly to the main points in this 
informal definition before we pass on to the thesis that conservation is 
largely a matter of property relations—that a wise conservation policy 
means wise property relations. 


Preservation of Natural Resources 


First, conservation suggests simply preservation, and, in the treat- 
ment of the subject which we have had in the United States, emphasis 
has been laid upon the past and present waste of natural resources and 
upon the means of putting a stop to this waste. The forests have been 
depleted; soil has been washed by rapidly flowing surface water from 
mountain sides. These rapidly flowing waters have produced high 
streams and devastating inundations, followed by low streams and im- 
peded navigation. The forests have, moreover, been so removed as to 
bring great danger of fire, and destructive conflagrations have resulted 
in large waste of resources, including in some cases a destruction of 
the humus, supplying essential elements in the fertile soil. As a remedy 
we must have measures to reforest mountain sides, and this means large 
social control, very frequently taking the form of public ownership 
and management; but in addition we always find actual and proposed 


* This paper is copyrighted and must not be republished. 
} Professor of Political Economy, University of Wisconsin. 
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measures of codperation with private owners. Illustrations are afforded 
by the services of publicly employed foresters in giving advice and in 
making plans, etc. Here the main emphasis is on cessation of waste 
and restoration of natural advantages. This means a great deal and 
involves hard tasks. It is said that there are places in southern Europe 
where it will take 300 years to restore the soil washed from the moun- 
tain sides, as it is necessary to begin at the bottom and by planting trees 
gradually to build up a fertile soil from falling leaves, decaying vegeta- 
tion, ete. 

Another feature of the existing situation much discussed is the 
enormous waste of good soil by the erosion of water, even in the more 
level portions of the earth’s surface, as in the Mississippi Valley, where 
millions upon millions of tons of previous elements of fertility are being 
annually wasted—washed into this turbulent stream. It has been 
proposed to construct at public expense mighty reservoirs to check the 
rapidity of flow and to hold back the soil, which would also facilitate 
navigation. Here is one suggestion, and without entering into the ex- 
tent of its possibilities, it is again apparent that emphasis is laid on 
preservation as nearly unimpaired as possible, as careful an exhaustion 
of supply as the nature of the case admits. 


Improvement of Natural Inheritance 


But, in the second place, we are concerned with measures to improve 
the natural inheritance of the race, and this is brought out more or less 
fully in discussions of conservation. Under a rational system of forestry 
it is claimed that an acre of ground will produce two or three times as 
much in a given period of time as the same acre in a wild state of nature, 
when the trees are allowed to grow up naturally without man’s care. 
Conservation of water adds to the fertility of the soil or at any rate 
brings about a better utilization of the fertile elements when the water 
is applied to the land in irrigation. Modern agriculture, which is at 
least partially included in discussions of conservation, is not content 
with the maintenance of an existing status, but wants to improve what 
is. Nearly everything needed to accomplish this purpose may be found 
in the land itself, or placed there by cultivating green crops and plowing 
them under, and perhaps extracting from the air elements of fertility 
to be united with the soil. The phosphates and potassium seem to be 
the main, if not the only, elements which must be added from without 
and which are in no physical proximity to the land, generally speaking. 
It must be admitted that the supplies of these are far more limited than 
we could wish, although it is highly probable that now unknown sources 
of supply will be discovered. Certainly there is no ground for present 
alarm, and for this assurance there are several reasons. With a general 
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appreciation of the natural scarcity of these elements, economy in their 
use will be practised to a greater extent than previously, and this 
economy will be further promoted by an increase in price, accompanying 
growing scarcity. The natural result will be to establish something 
approximating a cycle, whereby these elements can be returned to the 
land again and again. We see something of this sort in countries like 
China and Japan. We are, therefore, warranted in the belief that for 
an indefinite time to come, certainly for several centuries, the produc- 
tivity of the land may be maintained and even increased. 


Conservation Concerned Primarily with Production ‘ 


In the third place, we observe that conservation considered as a part 
of economics has to do first of all with that division of economics which 
we call production; not with production in the technical sense, but in 
the social sense; in other words, with relationships arising out of the 
efforts of men, associated to produce wealth. The question here has 
to be asked what institutions or what shaping of institutions is most 
favorable to conservation? Here, as elsewhere in economics, we have 
to do with property and contract, and find we cannot make much prog- 
ress until we have adopted the social theory of property and the social 
theory of contract.? 


Justice in Distribution 


And, in the fourth place, conservation takes cognizance of distribu- 
tion and aims to bring about justice, as the conservationists see it. In 
general, it may be said that the conservationists wish to cut off, or at 
least reduce, the private receipt of property and income beyond what is a 
fair return to capital and labor and enterprise, reserving the surplus for 
public use. 

Notice that we now get beyond the limits of conservation, strictly 
speaking, and are quite within the field of economics, but it would be 
arbitrary to stop the discussion at this point, where it yields fruitful 
results. This simply shows that conservation is in large part economics, 
one of our fundamental theses. 

Conservationists seek to control franchises for the use of waterpower 
with this end in view, exacting payments for the public treasury in cases 
where otherwise we would have surplus value. They wish also a com- 
plete public control of mineral treasures, brought about by leases for the 
exploitation of these treasures when in public ownership, so that the 
lessees may receive no more than fair competitive gains; but some con- 
servationists are inclined to look favorably upon at least a limited public 


1 The limits of space and time prevent an elaboration of these theories, and this is 
the less necessary as I have discussed them elsewhere. See my Property and Contract, 
Book I. Part I, Chap. VI and Part II, Chap. V. 
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operation of mines as well as ownership. The distribution of wealth 
and income is then always included as an aim in thorough conserva- 
tion discussions, 


Conservation Includes Two Orders of Inquiry. The First Belongs to the 
Natural Sciences 


But when we reflect seriously on the subject of conservation, we see 
that we have to do here with two orders of inquiry: One of them falls 
within the broad field of the natural sciences; the other is economic in 
nature and is concerned with property relations.2 The geologist must 
instruct us about the formations of mineral treasures, about their amounts 
so far as actually known and so far as they may be estimated, about 
exhaustibility, etc. The scientific agriculturist deals with the cultiva- 
tion of the soil and discusses methods for the maintenance and even 
increase of agricultural productivity.2 Men who understand the natural 
laws governing the growth of trees are absolutely required if we would 
frame a wise forest policy. It is a question of natural science to deter- 
mine the relative amounts of forest products which can be expected 
under low and middle and high forest culture, all involving different 
periods of time. 


The Second Order of Inquiry is Economic 


But chief emphasis must be laid on the too much neglected question 
of property relations. Is the system of leasing public land to private 
parties favorable in the case of mines? We have to do in this case 
with the relations of public property to private operation and to private 
property in the implements of operations. Shall the federal govern- 
ment, the States, cities and other local political units acquire private 
lands for forestry? Here we are concerned with the extension of public 
property in land and the corresponding contraction of private property 
in land. How shall we encourage oyster culture? Shall we make the 
beds of bays and rivers and bodies of water where oyster farming is 
feasible private property? If so, we extend private property and con- 
tract correspondingly public property. Shall we reserve public property 
in underwater land and encourage oyster farming and similar production 
of other sea food by a system of leases which will encourage private 
investments of capital? Again, we are concerned with property rela- 
tions. It is in the property relations most suitable for conservation 


2 It is recognized that in certain of its features, conservation has to do with political 
science and sociology. Here and now we must confine ourselves to economics as 
that one of the social sciences with which we are chiefly concerned in conservation. 

3 The maintenance of productivity and conservation of elements are two different 
things, but it would take us too far into scientific agriculture to discuss this distinction 


here. 
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that the chief difficulty arises; and it is on this account that the chief réle 
in conservation belongs to the political economists, who must cultivate 
more diligently than heretofore that part of their field which we may 
designate as economic jurisprudence. When we decide upon what we 
want so far as property relations are concerned, engineers and other 
technical men will be able to carry out the desired policy, and political 
science, including administration, must be called on for aid. Oyster 
farming will flourish when we devise and put in force right property 
relations, and it will furthermore flourish without the establishment of 
injurious private monopolies. 

Irrigation furnishes also an excellent illustration. The government 
of the United States has encouraged technical investigation. Much 
effort, and very properly, has been put upon ascertaining the underground 
flow of water and what is called the duty of water, z.e., the work which a 
given quantity of water may accomplish, the aim being to avoid waste 
and accomplish the maximum of effect with the minimum of effort. 
The questions of when and how to apply the water are involved here; 
and many other technical questions, some of them purely engineering, 
some of them primarily agricultural, could be mentioned. These are 
technical and essential. But litigation has been prominent and in some 
parts of the country has ruined many a farmer, resulted in mutual 
hatred of neighbors, and occasionally even bloodshed has been a con- 
sequence, while an appreciable proportion of the benefits of improved 
farming by means of irrigation has been swallowed up in the needless 
costs, direct and indirect. And the vital question of property relations 
was neglected in the meantime, one great department, the Department 
of Agriculture, at one time even taking a discouraging attitude toward 
economic study. However, this has all been changed under the efforts 
of the present Secretary of the Department of Agriculture. Now, when 
property relations are settled, the rest becomes comparatively easy. 

The United States Government in the Reclamation Service has not 
neglected property relations so far as its projects are concerned, for they 
are based on a rearrangement of property relations in the interest of 
the public and the parties immediately interested. I refer here to the 
giving up of old “priorities” so as to promote a better distribution of 
water. 

Did time permit, it would be instructive to follow this discussion of 
the nature of conservation with a brief historical survey, showing first 
of all what political economists have done for conservation, and how 
the ground was prepared for the modern conservation movement; 
secondly, describing the connection which has existed between the work 
of scientific foresters, such as Dr. B. E. Fernow, Gifford Pinchot and 
others with the conservation movement; and thirdly, outlining the 
services of those men, who under the leadership of Ex-President Roosevelt 
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made the program of conservation a vital force in the United States. 
But as it is, such a historical sketch must be omitted; and so we proceed 
at once to a discussion of some leading economic principles of conservation. 


II. Some Economic PRIncIPLES oF CONSERVATION 


Conservation in its economic aspects has such a wide sweep that it 
is difficult to lay down many principles of universal application, but 
several can be elaborated which have very far-reaching applications, 
But before we call attention to certain general principles, we ask on the 
very threshhold of our inquiries that you should consider this simple 
question, ‘“What is waste?” The question is simple; the answer is in 
many cases extremely difficult. The Century Dictionary has over two 
columns devoted to the word waste as noun, adjective and verb, but 
does not satisfactorily answer our question: Under the verb, I find 
this: “to expend without adequate return.”’ That is, at any rate, help- 


~ful. You see apples decaying on the ground in my orchard. You 


ask, “‘Why this waste?” If I reply, “It will take two dollars worth of 
time to gather one dollar’s worth of apples,” are you satisfied that there 
is no economic waste? But this is precisely the case with a great deal of 
what the conservationist frequently calls waste. Now I shall not at- 
tempt a definition of economic waste, but I hope that the remainder of 
this paper will throw some light on the question, and will show that 
often we must choose between destruction of a proportion, larger or 
smaller, of natural resources and a loss of human well-being; and as the 
natural world exists for the human world, we know how we must decide 
when the issue is clear-cut between the two. 

Conservation means in a large number of cases what economists 
usually designate as intensive as opposed to extensive use. Now in- 
tensive use means in general high price. This is true in agriculture— 
excellent fences, careful cultivation of the corners of field and the edges 
near the fences, if there are fences; also fields entirely free from weeds, 
which means the hoe as well as the horse cultivator. It means going 
beyond the point of increasing returns to decreasing returns in most 
cases. Nearly if not quite everywhere in the United States the intelli- 
gent farmer stops when to go further decreases his net money income; 
this means in a new country very often that the hoe is never used, that 
the edges of fields are ragged, that fences are not so neat in appearances 
as esthetic interest would demand. 

The Higher the Price of Land, the Better the Farming in the Absolute 
Sense.4 Warren in his Farm Management comes back again and again 


4It is the high price of land rather than the high price of the products from the 
land that is the cause of good farming and intensive farming. It is important to bear 
this distinction in mind, but we cannot here enter into all the refinements of theory 
which flow from this distinction. Historically and generally, it is believed that the 
two go together. 
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to high price as a cause of good farming. A soiling system, 7.¢., bringing 
the feed to cows, is conservation in the sense that it means more return 
per acre, but Warren says truly, “The labor of hauling the feed and 
manure, to say nothing of the cost of growing the crops, would more 
than pay the pasture bill on most dairy farms. It is evident that land 
and milk must be very high in price, before a soiling system will pay”’ 
(p. 179). And we find the following observation in the chapter on 
“Maintaining the Fertility of the Land:” 


““We have good years and poor years, but crop yields are increasing very rapidly. 
All that is necessary to have them go up still farther is to pay the farmer more for his 
produce. By bringing in land that is now little used, and by better methods of farm- 
ing, that are already known to farmers, it would probably be possible to increase our 
total production of crops 50 per cent. in three years if the farmer could be assured of 
prices high enough to warrant the expense involved.” 


Undoubtedly it is true that without an increase in price, something 
may be done to increase yield. Sometimes farmers are more intensive 
than they can afford to be, but generally not so much so. The following 
from Warren is a correct generalization. ‘The farmer’s problem is to 
intensify his business up to the point of greatest profit for his conditions, 
Since conditions are gradually changing in favor of more intensive 
methods; and since there is a tendency for the average person® to lag 
behind, it follows that a little more intensive methods than the average 
of the community will usually be best” (pp. 179-180). But observe 
methods are changing to favor intensive farming because land prices 
are higher. 

Another thing to be noticed is that improvement in knowledge and 
art increases the profitable intensivity of farming. We learn how to 
increase yields at a given price. 

In what has been said we have a partial explanation of the intensive 
dairy farming which may be seen in parts of Europe, e.g., near Frankfort- 
on-the-Main. But we have only a part of the explanation. Low 
wages are another part of the explanation; for, other things being equal, 
the higher wages are, the less intensive is that farming which is profitable; 
the lower wages are in a given state of the arts, the better the farming 
which is profitable.” High wages encourage the use of machinery, and 
this is a partial offset, but only a partial offset to high wages. If wages 
could be cut one-third and the labor supply increased correspondingly, 
we should witness an improvement in farming which would be in the 
direction of conservation of natural resources and would please the 


5 Warren: Farm Management, p. 183-184. 

6 It is not a question of averages. Many lag behind and for all these better farm- 
ing would be profitable. 

" High prices and low wages result in increased intensivity by drawing rent up. 
It is high rent with high land values that makes intensive farming profitable. 
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esthetic eye; but observe it is a conservation of natural resources which 
is at the expense of human resources.® 


The Conservation of Human Resources Limits the Conservation of Natural 
Resources 


Now this can be illustrated endlessly, in mining, as well as in agri- 
culture. If we save all the ore taken from the mines in the Mesaba 
region in Minnesota, the price of iron ore must increase very materially 
or wages must fall, or both effects must be produced and either one 
means lessening real incomes of the community at large. As in farm- 
ing, somewhat more economical methods could doubtless be employed 
at present prices for ore and present wages; but at best great waste of 
natural resources must continue, 7.e., a great deal of the ore must remain 
unutilized. 

Conservation of natural resources everywhere finds its sharp limita- 
tions in human resources, 7.e., in human well-being. 

Once again, conservation means a sacrifice of the present generation 
to future generations, whenever it is carried far, this conflict beginning 
far before the point is reached which conservationists are inclined to 
advocate. 

This is implied in what we have already said. High prices and 
low wages, or even high prices with present or higher wages, mean a 
sacrifice of the interests of the present consumer. How shall we balance 
the interests of the present and the future? If we put them on abso- 
lutely the same plane, we could with propriety forego all use of the exhaus- 
tible natural resources like petroleum and natural gas; it would be at 
any given moment of time indifferent whether or not we used them, and 
they might remain forever unused—a reductio ad absurdum. 

Perhaps the best article on the economic theories involved in con- 


servation is that written by Professor L. C. Gray, which appeared in the 


Quarterly Journal of Economics for May, 1913, under the title, Economic 
Possibilities of Conservation. Professor Gray finds “the real heart of 
the conservation problem” in ‘‘the conflict between the present and 
future” (p. 499). He says that ‘‘the primary problem of conservation 
expressed in economic language, is the determination of the proper 
rate of discount on the future with respect to the utilization of our 
natural resources.” He then continues as follows: 


‘Some discount of the future, there must be. If society reduced the discount on 
the future to zero, the period of utilization would be increased to infinity; and there- 


8 Economic theorists will want to elaborate further and qualify the statement. 
High prices and low wages would in some cases result in larger scale and less intensive 
culture; but what is said here holds as a general statement. Rents would usually 
increase. Movements of population must be considered if we are to make our theory 
complete; but to do this would mean an immense enlargement of the present paper. 
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fore, the amount of present use would become infinitesimal. Conservation as a 
single principle of action involves the equal importance of future wants and present 
wants. It requires that the want of the infinitely distant future shall be as important 
as the want of the immediate present. Conservation as a single principle of action 
is reduced to an absurdity” (p. 515). 


This is precisely the conclusion we have reached. Any positive, 
statistical and mathematical solution is an impossibility, because the 
solution, as Professor Gray also points out, depends in the final analysis 
upon questions of individual social philosophy. What is the purpose 
of existence? the source and nature of ethical obligation? our duties to 
posterity? all questions of the gravest import and beyond the range of 
economic science. But taking asa basis the ethical notions and senti- 
ments of normal men, or perhaps those somewhat above the average 
man, we can find guiding principles and helpful suggestions in economic 
theory which we must apply as best we can in concrete cases in their 
infinite complexity. 

Now, as one of the first steps in conservation policies, we must 
classify natural resources, because they differ markedly with respect to 
the intensity of the conflict between present and future interests. Some 
natural resources may be maintained forever or at least indefinitely 
with use; others may possibly be increased indefinitely while being 
used; others show increasing scarcity and exhaustibility; and where 
supply is so sharply limited in proportion to demand that we begin to 
feel the effects of coming exhaustion and where no renewal is possible, 
we have the sharpest conflict between present and future. Let us for 
our present purposes adopt the classification of Professor Gray, which 
as made by an economist is especially adapted to the purposes of economic 
discussion. 


“Natural resources may be classified as follows: 

“J, Resources which exist in such abundance that there is no apparent necessity 
for economy, either in present or future. For instance, water in some localities. 

“TI. Resources which will probably become scarce in the remote future, although 
so abundant as to have no market value in the present. For instance, building stone 
and sand in some localities. 

“JIT. Resources which have a present scarcity: 

1. Not exhaustible through normal use: Water powers. 

2. Necessarily exhausted through use, and nonrestorable after exhaustion: 
Mineral deposits. 

3. Necessarily exhausted through use, but restorable: Forests, fish. 

4, Exhaustible in a given locality but restorable through the employment of 
other resources of a different kind or of similar resources in different locations: Agri- 
cultural land’’® (pp. 499-500). 


®In a footnote Professor Gray says: “In terminology the above classification 
resembles one proposed some years ago by Professor B. E. Fernow: See his Economics 
of Forestry (p. 10). In detail, however, the classification differs widely” (p. 500). 
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Interest represents the difference between present and future to the 
individual. It has been said in the economy of the State, as in publicly 
owned forests, interest does not enter, that it is a concept in distribution 
of income among private persons; but, however this may be, we cannot 
avoid the recognition of differences eeween present and future. Can it 
be asked that we should do more than discount the future at the lowest 
possible rate of interest paid by a prosperous state with well-managed 
finances, say 2 per cent.? I throw this out as a suggestion. It is only 
a little bit of a sidelight on the complicated problem. 

It is essential at this point that we consider the case of copper and 
other natural resources which are probably fundamental conditions of 
permanent national existence. Even if there is some doubt about this, 
so long as it is at all probable that any national resource is essential to the 
continued and permanent existence of the nation, this resource occupies 
a peculiar condition. It is a first principle of political science that the 
State has perpetual life. States have perished in the past, but political 
and economic science cannot take into account the possibility that our 
own national life will ever cease to exist. All wise plans must be based 
upon the hypothesis of continued national existence. Now in a case of 
this kind the future value of the natural resources rises to infinity, and 
however much we discount the future, we must still practise conservation. 
We must attempt so to utilize every natural resource of this kind that it 
may last as long as possible, using it now and using it hereafter for as 
long a time as possible. I think there in reality the interest rate cuts 
no figure. When we consider resources of this sort, we find that in their 
case the definition given by President Van Hise at the close of his book 
is applicable: Conservation means ‘‘the greatest good to the greatest 
number—and that for the longest time.’’!° 

There has been some discussion as to whether in agriculture we want 
the largest product per man or per acre. In general, it is doubtless true 
that the chief determinant should be the quantity produced per man. 
But the principle just laid down leads to certain qualifications. We have 
to consider not only the quantity produced per man now, but the welfare 
of future generations, and especially must we consider the condition of 
the country at war. The conservation of natural resources has to be 
regarded from a national point of view. No nation can consider it other- 
wise at the present time. From the German point of view we can see 
that it was important that Germany should sacrifice, as she did, some- 
thing from the largest possible production per man to increase the pro- 
duction per acre. Conditions in Ireland also show that in the interest 
of present and future generations we cannot decide solely with reference 


_ to the largest production per man. 


- 10 CO, R. Van Hise: The Conservation of Natural Resources in the United States, 
p. 329. 
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Adequate conservation in general means a course of conduct in 
economic affairs which is dictated by the common interest, but which 
will not be followed by the private persons under a system of latssez 
faire, or nonintervention. 

The complaint of the conservationists is precisely this: that the 
individual does not, as a matter of fact, conserve natural resources. 
What is going to induce the private person to follow the desired course 
of economic conduct? 

We consider among various possibilities this: the individual through 
ignorance fails to follow a socially desirable course of economic conduct, 
when it would be in his own interest. We have already seen that often, 
perhaps in most cases, the individual could be more careful, more pains- 
taking, more intensive in the sense of conservation—for not all intensive 
uses mean conservation. We have, as a remedy against ignorance, educa- 
tion, and education can discover many new ways of conserving, to a 
greater degree than at present, all natural resources. 

Even with respect to the present, education, if properly directed, will 
result in a diminished waste of economic goods. Psychical development 
fails to keep pace with economic changes. A highly educated woman, 
a missionary who had long worked in Turkey-in-Asia, was asked by a 
ladies’ society in Buffalo what impressed her most on her return to her 
native land, and she replied, ‘‘ Your garbage pails.”’ She saw in them 
sinful waste—good food thrown away in a single city, which would 
nourish thousands and perhaps even ten thousands of half-famished 
people in Armenia. Several causes of American waste in this particular 
can be mentioned. One is that when food was superabundant, that was 
not waste which is now wicked waste. It is not wasteful to feed potatoes 
to pigs when the supply is greater than the needs of all human beings 
who can be reached. We have in general left behind us the days of 
crude plenty, but have not changed our psychical make-up nor our habits 
to correspond with new economic conditions. Here the needisintellectual 
and moral education—a better vision and more altruism. We need a 
keener social consciousness and a new state-sense, if we are ever to solve 
the problems of conservation. 

The individual is too frequently thoughtless and indifferent with 
respect to the future. Education of the intellect helps to a slight extent, 
because as men become more intellectual, the future means more to 
them. Moral education helps still more, as it means precisely a strength- 
ening of the other-regarding feelings as opposed to self-regarding im- 
pulses. It means more self-control and ability to sacrifice within rational 
limits the present for the future. Better government means that the 
future counts for more, as it is more certain. Better health and long life 
further decrease the premium which the future must pay for present 
sacrifices, Without adding further considerations we may generalize 
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as follows: Every step forward in civilization means increased regard 
for the interests of the future. 

; But, on the other hand, we must acknowledge that enlightened self- 
interest has a greater réle to play in conservation than is generally under- 
stood. When attention 15 years ago was called to the enormous waste 
of natural resources, the private owners began to think about the possi- 
bilities of profitable conservation, and they are still making investigations 
and improving methods. Great mining companies particularly may be 
mentioned as illustration, and naturally the owners of the fee in mining 
properties have shown a special concern. Real progress has thus been 
made; but the rate of interest sets a limit, as my colleague, Professor 
Leith, has shown. Some ore companies have been obliged to recede in 
part (in part only, observe) from earlier conservation practices, because 
they found no prospect of getting interest on the investment involved in 
carrying saving so far as they were doing. 

Large concerns are apt to be operated by far-seeing men, who ac- 
quire at times an interest of affection, so to speak, in these concerns, 
and they will be inclined to go as far as is practicable in conservation; 
as the country grows older, the interest rate is likely to fall and other 
causes will favor an increasing degree of conservation, due to private 
initiative. 

But there is a sharp limit to the economic sacrifice that we may 
reasonably and ethically ask the private person to make for even the 
present welfare, and the limit is still sharper when we come to consider 
the interests of future generations. When it is possible and as a general 
principle, social burdens should be socially diffused and socially borne. 

Let us consider some application of the principle we have just formu- 
lated. We know now that it is one of the prime functions of the State 
(State used in the generic sense and including federal government as well 
as the separate commonwealth) to raise the ethical level of competition 
by legislation and administration. Men may work 12 hours a day under 
the system of laissez faire and their employers may compete with each 
other. If, by the State, the number of hours is reduced to eight, the 
competition of employers may continue unchanged, save that it takes 
place on a higher ethical plane. Endless illustrations could be given, 
taken from Sunday work, child labor, sanitary conditions, etc. Now 
we may similarly establish a level of competition based on the principles 
of conservation. Practices which are not in accord with that level of 
conservation, which we wish to establish, may be prohibited. When 
we decide how carefully the coal should be mined, and how much waste 
of natural resources in the exploitation of iron ore we are willing to tolerate 
as a maximum, we may prescribe methods giving the desired results, 
and we must bear the pain or burden in higher prices. Competition 
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would not allow one individual to increase his costs greatly above those 
of his fellows; and so common action is a necessity. 

The mention of competition suggests that unregulated and uncon- 
trolled it is very generally speaking destructive alike of human and 
natural resources, and that it is a force which like the flow of rivers needs 
to be bridled and guided to produce socially beneficent results. De- 
structive competition can be prevented only by social efforts. Again, 
I must mention the work of President Van Hise in pointing out in his book, 
Concentration and Control, A Solution of Trust Problems in the United 
States (1912, revised edition 1914), the evils resulting from those “trust- 
busting” campaigns of politicians who advocate competition at all 
times and places and let loose upon us forces of destruction. 

But as the principle of regularities in large numbers forms the basis 
of the vast business of insurance, it also furnishes a considerable scope 
for the activity of the State in the conservation of human natural re- 
sources. It is well known that individuals, especially among the wage- 
earners, are too willing to take risks to life and limb. Let us suppose the 
chance of becoming a helpless cripple in the course of a year is as 1 to 
10,000; this seems so small that the individual is generally ready to 
overlook it, and neglects measures to remove the danger. But to society 
there is no chance, only certainty of this human loss, which in its rami- 
fications is far greater than is at first apparent. It means 100 wrecked 
existences per million and 10,000 per annum in a population of one 
hundred millions. We have in this principle of regularities in large 
numbers a wide scope for society to promote conservation alike in 
its own interest and in the interest of the individual. The ‘Safety 
First”? movement is one of many evidences of an awakening realization 
of possibilities in this direction. 

As another illustration of the possibilities of altogether wholesome 
conservation which comes under this general head I mention the enor- 
mous destruction caused by fires in the United States. Public authority 
must compel those precautions which are alike in the interest of the 
individual and of society. 

But we may look at this question from still another angle. Pro- 
tectionism has often an educational value. When we prohibit certain 
practices which exhaust natural resources rapidly, it will often be found 
that through the pressure of legal force we shall be stirred out of a 
certain inertia of lethargy, and discover better methods which involve 
little or no increase in expense. 

But we find ourselves in a position when we shall frequently have 
to decide between private property and public property. The benefits 
of private property come in large part from the free initiative it allows 
the private property owner, and this is based on the hypothesis that in 
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following his own initiative and knowing his own interest he is following 
a line of conduct which is in the interest of society. This is illustrated 
by the condition of the farmer, where we have a fairly satisfactory system 
of land tenure. The intelligent farmer in pursuing his own interest, in 
raising the best crops and animals at a minimum cost, is doing exactly 
what it is in the interest of society he should do. The case of our rail- 
ways is the opposite, for we regulate these to such an extent as to 
remove from private property a large part of its satisfactions and its 
benefits. So if we are obliged to regulate very far private property 
in the interest of conservation, we have a strong ground for public 
property; as illustrated in the case of forests, and in this case public 
ownership is the world over gradually gaining on private ownership. 
Consideration of conservation then leads us to the following: 

“The principle of guidance in changes from private to public property 
and from public to private property.—Private property yields the best 
results when the social benefits of private property accrue: 

(a) Largely spontaneously. 

(b) When occasionally they are easily secured by slight applications 
of force. 

(c) When the social benefits of private property are secured as the 
results of single public acts occurring at considerable intervals. 

(d) Private property may yield excellent results, when in more or 
less frequent cases a continuous and considerable application of force 
may be needed to bring its management up to a socially established 
ethical level. 

‘‘But in proportion as the social benefits desired are secured by in- 
creasingly intensive and increasingly frequent applications of public 
power, the advantages of private property become smaller as contrasted 
with the advantages of public property.’’! 

We have furthermore a ground for passing over to public property 
when for the sake of the public welfare now or in the future a kind of use 
is exacted, involving a greater sacrifice of individual and corporate pri- 
vate interests than is warranted by the doctrine of the police power, as 
accepted at a particular place and time. 

I cannot go into all these points, but I am confident that the more 
you think about this statement of a general principle, the more far-reach- 
ing you will see that it is in its application to conservation. I want to 
say, however, just a word about the last clause, which relates to the police 
power. We hold all our private property subject to that; in other words, 
certain general sacrifices may be exacted of all in the general interest, 
relating to health, decency, etc., and this burden increases as time goes 


11 See Ely’s Property and Contract, vol. i, p. 352, where an elucidation of this 
principle is given. 
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on; but when we must exact more than is in harmony with this limitation, 
known as the police power, we have a ground for public ownership.. 

No one is warranted in jumping to the conclusion that this principle 
means a suppression of private ownership of land and capital and of 
private initiative. On the one hand, our classification of natural re- 
sources shows that, so far as we can now see, they are mostly adapted 
to private ownership; we have also observed improved practices of pri- 
vate owners, rendering less urgent and less far-reaching the demands of 
public ownership; on the other hand, the growth of the police power in 
itself makes the field of public ownership narrower than it would be 
otherwise. Yet the general principle holds and no one can now foresee 
where the line will be drawn in the future. In the case of forests, the 

civilized world now recognizes a large amount of public ownership as 

necessary; so also with regard to the shores of harbors; so also with re- 
gard to mineral treasures, where there is general opposition to further 
alienation of the fee where it is now in public ownership. 

Conservation then necessarily means more public ownership, more 
public business; this means a demand for better government; and this 
means giving men a real career in the public service. 

It would require a small book—perhaps a large one—to elaborate 
the principles I have hastily sketched, and to fill in the gaps and com- 
plete the argument would certainly require a very big book. But I 
trust I have outlined the field for the economist in conservation. 


Commissions Alone Equal to the Tasks of Conservation 


Now I will close with one very practical suggestion. It is only 
through a conservation commission or various conservation commis- 
sions—for several may be required—that we can put in force conserva- 
tion. Legislation can never solve these complex problems, but can simply 
lay down the general principles, expressive of the will of the legislature; 
and in concrete cases the commission must make the application of 
principles, in other words, ascertain the will of the legislature. The 
commission must ascertain what is excessive present use and what is 
waste, must in concrete cases weigh over against each other present and 
future, must decide upon the burden to be imposed on private property 
under the police power, and upon compensation which is feasible and 
required; it must set limits to the sacrifices which may be legally and 
ethically exacted of the individual and the private corporation.12. From 


12Qn the sense of social responsibility in its relation to conservation andthe 
sacrifices to be enforced by law on the individual and the private corporation, see 
Van Hise: The Conservation of Natural Resources in the United States, pp. 362-3; 
374-5; 377. I think President Van Hise exacts too much of the private individual. 
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time to time it will have to recommend the establishment of new 
principles by legislation; and the courts, as having the last word in social. 
progress, will review certain decisions. 

But the great burden must rest with commissions. And do not 
commissions give us the democratic solution of the complex economic 
problems of our day? The legislature lays down the principles, and if 
the commissions furnish men with careers, with honor, the public may 
command as well-trained capacity and as high talent as the greatest 
private corporations and for far less cost. Recognition, the develop- 
ment of democratic sources of honor, open careers to capacity and talent; 
all these will draw to the service of the people men who will be equal to 
the tasks of government, and who in their own persons will illustrate the 
nobility of social service and make men proud to say: ‘I am a civil 
servant.” 
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The Use of Low-grade Phosphates 


BY JAMES A. BARR, B. S., E. M.,* MT. PLEASANT, TENN. 
(New York Meeting, February, 1916) 


Wuen phosphate mining operations first commenced in Tennessee 
the loss of both high- and low-grade material was large, because of the — 
crude hand methods employed. Practically all rock smaller than 2 
in. was thrown back into the pits and covered with the overburden of 
subsequent openings. 

With the advent of mechanical washers and other mining machinery, 
together with the abolishing of the contract system, the waste has been 
steadily diminished, until at present only the finest sand is being re- 
jected; and even this is not lost, for in the majority of cases the water, 
slime, and sand from the washers are run into large settling ponds where 
practically all of the phosphate-bearing material is caught and stored 

~ for future use, or until it is profitable to ship lower grades. 

The latest equipment used to recover the fine and lower-grade phos- 
phate sand includes Dorr thickeners, settling tanks, Dorr classifiers and 
settling ponds served by locomotive cranes with clam-shell buckets, 
making it possible to save material averaging as fine as 200 mesh. To 
attempt saving finer material would necessitate a different type of drier, 
which might be patterned after the multiple-deck roasters. 

The present tailing runs from 15 to 25 per cent. of available phos- 
phate, which, however, as mentioned before, does not represent a total 
loss to possible future operations. The demand of the consumer is 
the greatest factor in regulating the recovery at present. 

In the mining of blue rock, which does not require washing treat- 
ment, the main waste material is the capping of low-grade kidney forma- 
tion, generally used for backfilling of the rooms. 

By reason of the introduction of improved methods in the early stages 
and the re-mining of territory skimmed over at the start, at the present 
time the net result of all operations is a comparatively small loss. 

One of the largest temporary losses in the industry occurs in the Florida 
pebble district where the recovery of phosphate runs about 25 per cent. 
The loss is classed as temporary because most of the tailing has been 
collected in ponds and piles, where it may be reclaimed in the future 
should developments or improved processes warrant. 

In alas the Florida pebble phosphote; aside from the elute 
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of the clayey binder and strata that sometimes contaminate the rock, 
the main operation is that of sizing, by which the large phosphate grains 
are separated from the smaller silica sand. This results in the loss of 
all the fine phosphate along with the silica. Owing to the similarity of 
the two in specific gravity, no mechanical process has been developed as 
yet to effect a further saving. 

As the problem now stands, the development of some concentration 
process is required to effect a further recovery of the low-grade phos- 
phate in Tennessee and Florida, where the consumers demand a, high- 
grade product. 

Taking 68 per cent. tricalcium phosphate as bie present minimum 
average grade for Florida pebble and Tennessee blue rock, and 72 per 
cent. for the Tennessee brown rock, it will be seen that the development 
of such a concentration process is a much needed step in the conservation 
of the phosphate resources, for by its introduction the commercial limits 
for use in complete fertilizers could be reduced to 60 per cent. and 
possibly 50 per cent. tricalcium phosphate. 

In the event of low grades of phosphate becoming commercial 
products, 20,000,000 tons would become available within a 50-mile 
radius of Mt. Pleasant, Tenn., alone, and perhaps 100,000,000 tons of 
rock, especially if phosphatic limestone is taken into account. These 
figures are not claimed to be precise, but are given to indicate that the 
available phosphatic resources have, so to speak, merely been scratched. 

It would seem that the most feasible means for making low-grade 
phosphate commercially available lies in the development of a smelting or 
electrometallurgical process whereby the phosphorus content of the rock | 
would be rendered available (soluble) directly and without the introduc- 
tion of a diluent, as in the manufacture of acid phosphate by the sulphuric 
acid method. By such a direct conversion, a 60 per cent. rock would 
serve the same purpose as a 72 to 75 per cent. rock with the sulphuric 
acid method. 

Along these same lines a combination process may be developed 
whereby low-grade phosphate and an insoluble potash feldspar or similar 
potash mineral may, by heat or other treatment, be rendered available 
for use as a commercial fertilizer. The European war has brought out 
the importance of such a discovery. 

Again, there might be developed another combination process whereby 
ammonia phosphate could be made directly, as cynamid is now manufac- 
tured with the aid of an electric arc. 

The greatest possibility of using low-grade phosphate lies in the 
direct application of finely ground rock to the soil in the raw state, allow- 
ing the acids of nature to convert it into soluble forms. The limiting 
factor in this case is the freight charge on the inert and nonphosphatic 
portion. 
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The difficulty with the ground-phosphate trade has been that the 
fineness of grinding was not such that a sufficient percentage of the 
commercial product became available within any reasonable time. 
When the grinding industry was new, the fineness was generally 90 per 
cent. through 80 mesh, while now it is 90 per cent. through 100 mesh, or 
even finer. The impalpable powder gives effective and immediate results; 
therefore the future extension of this particular phase of the phosphate 
industry will be aided greatly by finer grinding. 

Another available source of phosphorus is basic slag from steel 
manufacture. The United States Steel Corporation has erected a plant 
in Alabama to prepare such slag for fertilizing purposes and has placed 
the product on the market. This form of fertilizer has been successfully 
used in Germany. 

An average grain crop requires and takes about 15 lb. of phosphorus 
per acre from the soil in which it is grown. ‘This phosphorus must even- 
tually be replenished, for with a meager amount of phosphorus in the soil 
the crops are poor, and with none the harvest is nil.. The majority of 
farmers fail to replenish the soil with the elements taken out by the crops, 
and at no very distant time they will be drawing heavily on our phosphate 
resources. In view of this, the use of the lower grades is certain to become 
common. 
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Pennsylvania Fire Clay 


BY L. C. MORGANROTH, PITTSBURGH, PA. 


(New York Meeting, February, 1916) 


CARBONIFEROUS CLAYS 


FRom a geological standpoint, but scant attention has been paid to 
fire-clay beds. Only within the last few years have they been the subject 
of individual investigation, prior to this time having been considered 
only in their relation to coal seams. While the relative importance of 
coal and fire clay is still immeasurably in favor of coal, yet an industry as 
large as that of fire clay is entitled to a measure of attention. 

A discussion of the Carboniferous clays is practically a discussion of 
the clay beds in the Appalachian basin, since more than 90 per cent. of 
these clays mined are from this region. The clays are confined to the 
northern end of the basin, or the States of Pennsylvania, Ohio, Kentucky, 
Maryland and West Virginia, ranking in importance about in the order 
named. 

The clay deposits of the Carboniferous period have been divided 
into two classes; those found in the Pottsville conglomerate series of rocks, 
and all those that are found in the formations above, for the reason that 
the clay beds above the Pottsville series all resemble each other in prop- 
erties, composition and appearance, and all are distinctly different from 
the bed found in the Pottsville formation. The bed of clay found in the 
latter formation is unique in that flint clay is practically restricted to it. 
(A variety of flint clay is occasionally found in these upper deposits but 
this is in such small amounts as to be negligible.) 

Carboniferous clays occur between stratified rocks; sandstones, lime- 
stones, etc., in the same manner as coal veins. They are often accom- 
panied by a coal vein although where the clay is of a workable thickness, 
the coal is generally too thin to work. The clay beds are sometimes 


' known by the name of the coal seam at which horizon they occur. Clay 


beds may be from a few inches up to 20 ft. in thickness. They may con- 
sist of all soft clay, all flint or both soft and flint. 

The Carboniferous clay beds of Pennsylvania are the most important 
of any of the clay beds found in the country, and are among the oldest 
ones worked. We know more about this clay geologically for the reason 
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that Pennsylvania coal veins are better known and, as previously stated, 
the clay beds accompany coal veins. 


Pottsville Conglomerate Series 


In the State of Pennsylvania there are 16,000 square miles containing 
the coal-measure formation. It is within this area that the Conglomerate 
clay is found. 

Only a comparatively small area of the Pottsville Conglomerate series 
lies above water level. While clay of good quality is comparatively 
scarce, it is still sufficiently plentiful to make it unprofitable to mine 
the clay below water level because its great irregularity would necessitate 
a large and unwarranted development expense. 

The accessibility of a clay field is another point. While large bodies 
of clay of the proper quality will warrant a considerable expenditure in 
railroads to reach it, there are limits; the average required to supply any 
ordinary sized brick yard is not large, and unless other freight could be 
handled on the same road, it is doubtful if it would pay when the length 
of track to be built is over 10 or 15 miles. With the above points in mind, 
it can be understood why the various clay mines are grouped within 
comparatively narrow bounds. 

It is not to be supposed that the entire area within the Pottsville 
Conglomerate is underlaid with clay. No doubt clay beds suffered as 
great a loss from erosion by streams and glaciers as did the coal veins, so 
that today we have but a small percentage of the clay originally deposited. 
Again, the clay beds never covered as great an area as the coal veins. 
Their sedimentary origin would preclude this idea. While we look for 
clay within the boundaries of a certain formation, it is not to be supposed 
that it will be found anywhere within this boundary; the major portion of 
the area probably never contained any. 

We know of no clay being mined in the Pottsville series of the anthra- 
cite field. It would not pay to work it by itself, if found, for it would 
nearly always be below water level. In the counties in the north and 
northwestern part of the State where the Pottsville Conglomerate out- 
crops, there are localities where the clay shows, but as a rule, the clay is 
not good. Other counties, it can be seen, will not pay even to investigate 
on account of lack of railroad facilities. 

The bulk of the Conglomerate fire-clay mines are in Clearfield, 
Clinton, and Cambria Counties, with a fewer number in Somerset, Bed- 
ford, Clarion, and Armstrong. The most valuable bodies of this clay 
are those found in central Pennsylvania, viz.: Clearfield, Cambria, and 
Clinton Counties. These counties rank in the order given, in reference 
to quality and quantity of the clays produced. In a general way, the 
clays of central Pennsylvania are about the same over the entire area; 
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they look alike, analyze about the same, and are similar in formation of the 
deposit, while the brick made from them are about the same in refrac- 
toriness; yet in this area there are clay bodies that possess distinctive 
features and must be treated differently in their use. Chemically, the 
difference may be slight, if any, yet must be taken into account by the 
manufacturer. Clearfield County particularly possesses several bodies of 
this Conglomerate bed which show marked differences. 

It may be that some of the Conglomerate beds now worked occur at 
different geological horizons, but it is impossible to determine at present 
if such is the case. All the Pottsville Conglomerate beds now worked in 
Pennsylvania are considered as occupying the same geological position, 
and only when the fields have been more thoroughly prospected will this 
fact be determined positively. 

The exact position of the bed is supposed to be directly beneath the 
Upper Mercer Coal. 

Probably the most important clay field in Pennsylvania, if not in the 
United States, is that at Woodland, Clearfield County, Pa. These mines 
are among the oldest, if not the oldest, in the State. The brick made 
from them are probably more widely known than any other brand. The 
Woodland clay is noted for its purity and for its regularity in quality. 
Other mines may have as good clay at times, but no mine can show for 
the same number of years the same regularity in quality. It has also 
been one of the most regular in regard to quantity; while it has been 
worked for a number of years, the operators claim there is more clay in 
sight today than there was 10 years ago, 

One of the principal reasons for the superiority of the Woodland clay 
is the excellent quality of its soft clay. Other Conglomerate beds may 
have good flint, but it is the exception for them to have any amount of 
good soft clay. The Woodland vein averages 2 ft. of both flint and soft 
clay. The clay outcrops for but a short distance, probably not more than 
2 miles in length. A stream running east and west cuts across the field 
so that there are two crop lines. Its exposure at Woodland is due to 
a north and south anticline which has lifted the measures above water 
level. The dip of the anticlinal east and west is rapid, so that in a short 
distance the clay horizon is 100 ft. or more below water level. 

Two other important clay fields are found in proximity to the Wood- 
land bed; these fields are known locally as the Morgan Run field and the 
Andrews Creek field. The former lies about 12 miles south of Woodland 
and the latter about 10 miles west of it. A circle of 2 miles radius will 
more than embrace either field. Geologically these veins occur at the 
same horizon as the Woodland clay but the clays differ from that of the 
Woodland bed. The clay of the Morgan Run field is rougher in appear- 
ance and looks more like burley than flint. The bed is thicker, but there 
is very little of soft clay, so little that the vein is often mined “run-of- 
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mine” and no effort made to keep the two varieties separate, as in the 
Woodland bed. The bed when used run-of-mine seems to have a right 
amount of bonding property. The appearance of the bed, and the fact 
that it is so used, indicates that the clay is not as hard as that of Wood- 
land flint and because of this, the small amount of soft material found in 
the bed is sufficient to make the bond. 

Anderson Creek Field.—The clay of the Anderson Creek field is dis- 
tinctive inasmuch as the bed has all the appearance of a soft clay, or 
rather a “hard soft.” It does not resemble the burley clay of the Morgan 


4 


Run field nor the Woodland soft or hard, but appears to be in a class by | 


itself. While it has not the flint-like nature of the hard and while closely 
resembling soft clay, yet it is as deficient in bonding properties as the 
best flint. Chemically, it is as pure as flint and in tests almost as re- 
fractory. A portion of this same field, locally known as the Widemire 
field, is‘a distinct variety of clay. A considerable amount of nodule clay 
is found in this field. 

There are several other clay fields in Clearfield County which are 
known by local names, but they possess no distinctive characteristics. 
They resemble the clays of the other fields that have been discussed; in 
fact, the fields described resemble each other very closely; in any of them 
can be found clay similar to the others, The differences herein men- 
tioned are noticeable only by close scrutiny. Ina comparison with clays 
of other sections, the clays of Clearfield County would be taken as a 
whole. 

Cambria County Field.—The clay mines in this county are restricted 
toa few localities, Dean and Blandburg being the principal mining centers. 
The deposit at Dean is almost all flint. There is, on an average, about 
6 in. of ‘‘soft”’ below it, but it is often impure and is not used. The vein 
at Dean appears to be the flintiest and hardest of all the clays of Pennsyl- 
vania, if flint clay is a hardened form of fire clay, as previously argued; 
at this mine it has reached its highest development, as practically all the 
vein is flint clay. 

The vein at Blandburg so closely resembles Woodland that little 
more need be said about it. There is a locality in this section where the 
vein consists of from 7 to 10 ft. of nearly all “soft.” This soft is prac- 
tically the same as the Woodland soft. 

Clinton County Clays.—There are a number of separate localities 
where clay is mined in this county, but the character of the deposit is 
practically the same and one description will apply to all. The bed 
consists principally of soft clay; the flint clay averages from 12 to 
18 in. thick. The soft clay is generally 4 to 6 ft. in thickness, and in 
some places even thicker, but it is not all good. It rapidly increases in 
impurities as the bottom of the bed is reached. The flint clay is probably 
as good as any, but it is the soft clay that makes these clays rank below 
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the best. Generally, about 1 ft. of “soft”? immediately below the flint 
is very good, but if only the flint and this 1 ft. of soft clay were mined, the 
clay would be too expensive to use. As it is, a portion of the inferior 
“soft” is also mined to give a vein of workable thickness. Of course, 
there are exceptions to this statement, and mines are found where excel- 
lent soft clay is mined, but as a general rule the soft is impure. The 
impurity is iron. 

Clarion Field.—This field takes its name from the county in which 
it is found. The field produces a very pure flint clay, but the clay 
of this grade occurs irregularly in pockets. A considerable portion 
of it is used in glass pot construction, some of it being calcined at the 
mines for this purpose. The clay is lighter in color than other Pennsyl- 
vania flint clays. Another peculiarity is the large amount of iron balls 
found in the vein; they range in size from that of a walnut to a football, 
and many are perfectly round. The amount of clay shipped from this 
field is dwindling, due to exhaustion. 

Climax Clay.—In the vicinity of Climax and St. Clarles on Red Bank 
Creek, Armstrong County, flint clay is mined. While this field is close 
to the Clarion fields, the vein more resembles the Savage Mountain clays. 
The vein is from 6 to 12 ft. thick, with from 2 to 214 ft. of flint. It is 
more pockety than Clearfield County clays. The flint occurs more in 
the form of lenses in the soft clay, in a similar way to the upper-bed 
flints. While the soft clay is generally below, it may be on top, or both 
on top and bottom of the flint. Often the flint is missing entirely, and 
the bed is all soft. 

Savage Mountain Clay.—This is the name applied to the bed of clay 
occurring in the Pottsville series in the southwestern part of the State. 
The clay field is a canoe-shaped one with its northern extremity near 
Williams Station, Bedford County and extending in a southwest direc- 
tion into Maryland and West Virginia. The bed is distinctly of basin form 
dipping toward the center axis east and west as much as 25° in places. 
At some of the mines in this district, long tunnels are driven to meet the 
bed. This is possible as the outcrops occur high up on a mountain. By 
coming down the side of the mountain several hundred feet and driving 
a tunnel, the clay is cut at a lower level. It is exceptional in clay mining 
to go to this expense, as the irregularity of clay deposits does not warrant 
it. The axis of the basin also dips toward the south. CGeologically the 
clay is supposed to occupy the same horizon (Upper Mercer Coal) as the 
flint clay beds already mentioned, but the clay differs in appearance 
from the clay mined in central Pennsylvania. Physically it has a banded 
or foliated appearance which makes it resemble the so-called upper beds 
of flint clay that are occasionally found in central Pennsylvania. Chem- 
ically it runs higher in silica than central Pennsylvania flints, and is less 
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Upper Measures 


Pennsyluania.—The plastic clays that accompany the coal veins above 
the No. 12 series are probably nearly all worked, more or less—if not 
for firebrick, for sewer pipe, building brick, stoneware, etc. 

One of the most used of these clays is that occurring beneath the 
Clarion coal. It is mined extensively on the Allegheny River near the 
town of Kittanning, the clay in this locality being known as the Allegheny 
or Kittanning clay, and in Clearfield County near the towns of Bigler 
and Wallaceton, where it is known by the name Bigler and Wallaceton 
clay. The bed is from 6 to 12 ft. thick—all soft clay. Here and there 
a small lens of flint clay is found, but so infrequent and the lens so small 
as to be of no importance. The upper and middle portions of the bed 
are most pure; the lower often contains an excess of silica and consider- 
able iron. In the manufacture of firebrick this clay is used mostly to 
serve as a bond to hold the more refractory flint clay together. The. 
Allegheny plastic clay is used extensively in the manufacture of building 
brick—it makes a particularly white brick. 

Beaver County.—The clay bed accompanying the lower Kittanning 
coal is by far the most important. It is the bed mined along the Ohio 
River in Pennsylvania, Ohio and West Virginia. The bed may be from 
6 to 12 ft. in thickness; the upper portion ranging from 2 to 6 ft. is the 
' purest and is that used in the manufacture of firebrick. Firebrick 
made exclusively of this fire clay would rank as a No. 2 or No. 3 fire- 
brick. The lower portion of the bed when mined is used in making sewer 
pipe, stoneware, building and paving brick. 

In this region, as well as in Ohio and West Virginia, clays occur at the 
horizons of the Brookville, Clarion, Middle Kittanning, Upper and 
Lower Freeport coals, but they are not worked on account of the promi- 
nence of the Lower Kittanning vein. 

Gorman Clay.—Flint clay occurs occasionally at the horizon of the 
Gorman coal—between the Upper and Middle Kittanning coals—in 
Clearfield County. This is generally the bed referred to, in that locality, 
when speaking of the upper bed flint. The bed is entirely too irregular 
and uncertain as to quality and quantity to make it a profitable commer- 
cial undertaking. It may show a workable thickness on the outcrop, 
but rapidly thins down to nothing or changes into a soft clay. 

Upper Freeport Clay.—Often known as the Bolivar fire clay from the 
town of Bolivar where it has been worked for a number of years. It is 
also mined at Salina, Pa. A characteristic of the bed is the large amount 
o* iron it contains. Often the iron is in the form of concretions or balls, 
in which form they can be readily separated from the clay because of 
their color and weight. At other times the iron shows up as a stain on 
the clay, or is so finely divided as to make large portions of the bed 
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worthless. Some flint clay is found but it varies greatly as to thickness. 


The flint occurs in lenses and may be at any part of the bed, top, bottom 
or middle, or be absent entirely. As is usual with the upper bed flints, 


_ its analysis shows an excess of silica. 


Pittsburgh Coal—Fire Clay.—At the top of the workable section of the 
Pittsburgh coal occurs a bed of clay 6 to 12 in. in thickness, that is used 
in places in making a low-grade refractory material. The bed of clay 
is too thin to work by itself. It is only mined in conjunction with the 
coal. While thin, the bed extends over a wide area. There are several 
manufacturing plants along the Monongahela River making use of it. 
The clay is known locally as horseback. 


Discussion 


Davip B. Recer, Morgantown, W. Va.—I notice in the third para- 
graph of the first page of the paper, that in mentioning the clays of the 
Pottsville series, the author says: “The bed of clay found in the latter 
formation is unique in that flint clay is practically restricted to it. (A 
variety of flint clay is occasionally found in these upper deposits but this 
is in such small amounts as to be negligible).”’ If the author wishes to 
confine himself to the fire clays of Pennsylvania, as the title seems to 
indicate, I have nothing to say, but if he wishes to include a discussion 
on fire clays of the adjoining States which the subsequent paragraphs 
of his paper seem to indicate, then I wish to call attention to the fact 
that there are large and extensive deposits of fire clay in the Allegheny 
series, immediately overlying the Pottsville in the northern counties of 
West Virginia. 

These fire clays have been studied carefully, and described in several 
reports of the West Virginia Geological Survey, first in the report on 
Ohio, Brooke, and Hancock Counties, in the northern part of the State; 
described later in the report on Monongalia, Marion, and Taylor Coun- 
ties, and in the report on Preston County, which followed. 

_In these latter counties (Monongalia, Marion, Taylor, and Preston) 
there are some beds of fine fire clay, varying in thickness from 6 to 10 
or 12 ft., with a content of only 2 or 3 per cent. of fluxing ingredients, 
and these are of the typical Savage Mountain appearance and also have 
the typical Savage Mountain fracture. 

They have been prospected, but not mined a great deal. Several 
of them have been tested in blast furnaces and furnaces for other pur- 
poses, in glass-manufacturing plants, eee for firebrick, and have been 
found to be very good. ‘ 

They are simply awaiting development, and I merely want to call 
attention to the fact that there are plenty of them in the Allegheny 
series still above the Pottsville in West Virginia. There are two or 
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three valuable seams which I have seen in person and have had analyzed - 


in our laboratory. 


L. C. Moreanroru, Pittsburgh, Pa. (communication to the Secre-. 


tary*).—It was not intended to give the impression that the flint clays 
of the United States are restricted to the Pottsville Conglomerate series. 
The flint deposits of Missouri are an exception; in Tuscarawas County, 
Ohio, at the horizon of the Lower Kittanning Coal, occurs a valuable bed 
of flint clay; in Georgia and California a distinct variety of flint clay is 
found in formations above the Carboniferous formations. 

Ten or twelve years ago I visited several localities in West Virginia 
showing flint clays. In structure and analysis the clay resembled the 
Savage Mountain variety but no detailed examination was made to 
determine its geological position. That flint clays are found in West 
Virginia at other horizons than that of the Pottsville series is therefore 
not unusual. 


* Received Mar. 9, 1916. 
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The Newnam Hearth 


BY WILLIAM BE. NEWNAM, * B. 8., COLLINSVILLE, ILL. 
(New York Meeting, February, 1916) 


THE smelting of galena in the ore hearth has been practiced in many 
countries for several hundred years with varying success. In the United 


_ States, the water-jacketed American hearths and the Jumbo hearths have 


found some favor in the Missouri lead belt, where large quantities of 
non-argentiferous galena concentrates are produced. 

In form and method of operation the ore hearth has changed but little 
since its earliest conception. A detailed description of the furnace is 
not needed here; it has been fully described in most works on the metal- 
lurgy of lead and in many technical papers. Since its field is restricted to 
non-argentiferous galena, containing over 68 per cent. of lead, its use is 
limited to a few districts; and, on account of certain disadvantages at- 
tending its operation, modern sintering and blast-furnace practice has 
nearly driven it out of the Missouri field. 

It is not generally known that the cost of producing pig lead is smaller 
by .the hearth method than by sintering and blast-furnace smelting. 
Yet it is doubtful if any metallurgist knowing this to be true would recom- 
mend an American hearth installation—by reason of the disadvantages 
which will be briefly enumerated. 

The furnace has been limited to a length of from 4 to 5 ft., requiring 
for its operation two men working an 8-hr. shift as a maximum. The 
product per man is small; the work is hot and laborious; and the difficulty 
of completely removing the dust and fume has made it a notorious source 
of lead poisoning. Although suitable for operations on a small scale a 
large number of hearths would be required for a plant smelting 10,000 
tons of 68 to 70 per cent. concentrates per month; and the number of 
semi-skilled laborers would be six times the number of hearths—a con- 
dition which is prohibitive. 

On account of the high percentage of dust and fume produced, a 
large flue and bag-house installation is required and, in the past, the 
handling and re-treatment of this dust and fume has been a serious 


problem. 


‘ 


* Superintendent, St. Louis Smelting & Refining Co. 
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On the other hand, the advantages are the immediate reduction of 
from 55 to 65 per cent. of the lead contents of the concentrates, with 
simultaneous roasting, thus producing a small tonnage of gray slag, which 
is an ideal product for the lead blast furnace, since it greatly accelerates 
the furnace operation and is productive of but little matte, the lead being 
largely present in the form of sulphate and oxide. As previously observed, 
the cost per ton of pig lead is somewhat cheaper by this method." 

Several attempts have been made to raise the tonnage and reduce the 
labor on the ore hearths by mechanical means, but up to the present 
Without success. Although the furnace operation appears to be extremely 
simple, this is really not the case; and the ore hearth has persistently 
refused to respond to mechanical improvements. It is the purpose of this 
paper to describe a new and more fortunate endeavor in this direction. 

After a careful study of the hand-hearth operation, it was decided that 
three things were necessary to perfect it, namely: A cool and sanitary 
hood; a mechanical rabbler which would effectually replace the continuous 

-and laborious use of the hand rabble; and a lead-well attachment that 
would mold clean lead direct from the hearth basin with little attention 
on the part of the furnacemen. 

All our experiments were carried out on the ordinary 4-ft. hand hearth. 
The hood problem was taken up first; and soon a double hood was de- 
vised which gave the furnace room a clear and fume-free atmosphere, at 
the same time reducing the direct and radiated heat to the workmen 50 
per cent. A complete cessation of sickness and an increased output were 
at once noted. 

‘After a few trials a simple and effective lead well and molding device 
was installed. 

A traveling rabbler was next put on the 4-ft. furnace, and, after 
numerous changes, a successful type was worked out. 

This rabbling machine, as shown in Figs. 1 and 2, is hung from a car- 
riage which travels on an overhead track; and it rabbles in one direction 
only, for a reason given later. The machine being in such a position 
that the rabble arm is at the extreme end of the furnace, a releasing 
lever is pulled, which starts the machine, causing the rabble arm to 
describe a motion which is similar to that of the hand rabble, but more 
effective, since there is more power behind it. As the rabble arm is 
withdrawn from the fire, an eccentric connected with a ratchet wheel 
moves the carriage forward about 4 in. for the next stroke of the rabble 
arm. This motion is repeated until the other end of the furnace is 


1 It may be of interest at this point to note that the lead blast furnace carrying a 
charge with 20 per cent. of gray slag is smelting 7.5 tons of charge per square foot of 
tuyére area per24hr. The lead in this slag is under 1 per cenit. and the proportion of 
fixed carbon consumed per charge 7.5 per cent. 
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2 reached, when the machine automatically stops and withdraws the 
d rabble arm from the fire. 
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: Two men, a charger and a helper, operate the furnace. The helper 
Z follows close behind the rabble arm and with a long-handled shovel pushes 
back the loose charge, picking out the gray slag as he goes along. Close 
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behind the helper comes the charger, who spreads a thin layer of ore on the 
charge as fast as it is shoveled back by the helper, adding coke breeze 
as needed. 

Thus the fire is exposed for an instant only; and, by the time the trip 
down the furnace is completed, the end first charged is ready for the rab- 
bling machine. It is for this reason that the rabbling is performed in one 
direction only. The first trip being complete and the gray slag removed 
from the apron, the throwing-in of a clutch causes the carriage to return 
without rabbling to its original position, where it automatically stops in 
readiness for a second rabbling trip. 

Thus on each trip the fire is rabbled 24 times in 48 sec., the return 
motion requiring 12 sec. One horsepower is required under full load, 
and is supplied by a 1-hp., alternating-current, 220-volt motor. The 
rabbling machine is simple, strong, and durable, and only requires a few 
minutes’ attention daily. 

From the data compiled it was determined that the hearth could be 
increased to 8 ft. in length, that it would then produce 2.5 times as much 
pig lead as the hand hearth, and that two men could operate it with less 
fatigue than that sustained by two men on the ordinary hand hearth. 


An 8-ft. hearth was at once constructed, and from the first day of its 


operation it has not only realized our expectations but considerably 
exceeded them. 

As direct-hearth labor is paid a certain rate per hundred pounds of 
pig lead produced, it will be seen that the cost of production as well as 
the number of furnaces and number of men employed has been more 
than cut in half. Moreover, the hearth laborers can earn more money 
per shift, through the increased efficiency per square foot of hearth area; 
and this, in turn, enables us to secure a more desirable class of men. 

The following tables show that the 8-ft. furnace gives a much higher 
extraction of metallic lead, with a corresponding decrease in the amount 
of dust and fume produced. 

Another gratifying feature is the reduction of the fuel added in the 
form of coke breeze. Whereas the hand hearth uses from 8 to 9 per 
cent. of fuel, the 8-ft. mechanical hearth consumes from 3 to 4 per cent. 
only. It is probable that the decrease in dust and fume as well as in fuel 
consumption is due to the shorter time the fire is exposed after rabbling 
on the 8-ft. hearth. 


It has been found that by pugging the flue dust with a certain cheap 


chemical, and mixing it with a portion of burnt bag-house fume, the 
mixture can be successfully worked up on the hearth, giving a high 
lead extraction and a very low percentage of dust and fume. 

_ Thus it will be seen that for galena concentrates of over 68 per cent. 
lead contents, the disadvantages of the old-style hearth have been over- 
come, and the cost of production has been lowered to such a degree that 
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sintering with subsequent blast-furnace smelting is no longer com- 
parable therewith. 


Smelting Flue Dust on the Hearth 


The following is an average of the results obtained by smelting a 
mixture of pugged flue dust and burnt bag-house fume. This mixture 
is made up so that the average weight of pig lead produced per shift 
will be approximately the same as that extracted from 70 per cent. galena 
concentrates. 

Owing to the low percentage of sulphur present in the mixture as 
sulphides, 10 per cent. of coke breeze is required. 

Burnt bag-house fume, containing 76 per cent., and pugged flue dust 
containing 62 per cent., are made into a mixture containing 67 per cent. 
of lead. Of this lead, 81.3 per cent. passes into pig lead, 10 per cent. 
into gray slag, and 8.7 per cent. into fume and dust. 

The gray slag contains: Pb, 32.4; FeO, 14.7; CaO, 11.1; S, 1.2; and 
insoluble, 18.7 per cent. 

The following table is a comparison of the two types of hearth, oper- 
ating side by side on the same ore, showing the average results per 8- 
hr. shift over a period of four weeks, the labor being the same on each 
type. 


Comparative Results 


Ore charged, galena concentrates, containing 72.5 per cent. lead, and 
15.1 sulphur. 


Newnam Hand 
Hearth, Hearth, 
Pounds Pounds 
DMryrore Charged es nies.eaa eee 13,179 5,091 
Tead contents.) «sac o ale aes es coils on 9,554 3,691 
Pig lead made. eo ksuiera,.c's tess sieuneuee. 6,443 2,030 
Gray slagimades,.0creas 5: re cee 3,318 / 1,329 
Per cent. of coke breeze used........ 3.6 8.8 
Rabble trips per hour.............. 37.2 


Percentage of Total Lead in Products 


Pig leads. se ous seeds Meee 67.44 55.00 
Graye slag 2 atewate ee nen eusedetree eres) 15.18 16.20 
Dustiand fume',..; ota seme 17.38 28.80 


100.00 100.00 


Analysis of Gray Slag 


Pb FeO CaO iS) Insoluble 
Newnam hearth..... oP core anaes) 9.9 1.9 12.6 
Hand hearthe:........ 45.0 12.2 9.0 2-60 ee lowe 
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The lead present is approximately combined as follows: 


Per Cent. 
PD SQ apres i cs ccce.c 2 0.0 6 se 'ptorm @ allots te miele tenemaarenens 10 
PDS eteereteieeitie so. cle o's a/v erodes ob: 3 Etec tele ele MARRS 6 
; IED OSE loce ol ale: ous. 0 a's 0 0.0.0) bialle'tah gta a\(ona (2 a aetna 4) 
IMG GaNIGHGa has 6s ajc cee sie 6 cceve 4,» oo repiberels takai aera nenai 8.5 


From the standpoint of roasting, the elimination of sulphur on the 
hearth is high in comparison with the other methods now in vogue. 

- Of the material drawn into the flues and bag chambers the proportion 
by weight is one of dust to two of burnt fume. From the analyses given 
below it will be seen that a considerable portion of the lead is present as_ 
sulphate, and on re-treatment the sulphate, reacting on the sulphide, 
greatly assists the desulphurizing process. 


Pb, 8, 
Per Cent. Per Cent. 
Dust Semen cia. cakes Pee vlad Mee 62.0 151 
Ib\ebasuangibencloe sortncmetOsG Reema cer tal ce oO 76.0 5.9 
The lead present is combined approximately as follows: 
Dust, Burnt Fume, 
: Per Cent. Per Cent. 
PISO cs 6 Pate sae ee 18.9 53.6 
Neots set 9031: cn ec ER ic MeL a ec, 55.4 1.2 
RDO B Ie Meniyd. £2... cane ear ae 2.0 41.5 


Taking the above average run as a basis, the sulphur elimination is 
calculated as follows. The amount of fume and dust produced from the 
first dust and fume treatment is so small a percentage of the whole that 
it will not be considered here. 


Newnam Hearth 


Sulphur, | Sulphur, Sulphur, 


Pounds Per Cent. | Pounds Poun 
DryjOre GHATREd aye swe see oe 1G 35) AEE sea oe 4, tw ahs. one tetctante 1,990 
COVAVURLAD aan, on eh let avec bt Ac 3,318 1.9 63° PF ene 
DUST ARI Wye onc Bea ie ds NER RRP kg 776 gE SOo i rs Area 
BUMUGCUMe ne, celeste ee ts 1,552 5.9 92 241 
Pounds of sulphur eliminated...)........... Pre he a 1,749 F 

~ Per cent. of sulphur eliminated..|........... leo” BaF ASR al Recent <i aia 87.9 
Se eS es ole ee 
Hand Hearth 
Sulphur, 1 ’ ’ 

Pounds | Sulphur, | Bulbber_| ji Gulphes 
Dry. ore charged sani cnt sae an: 5,091 OR Spy) rae al | Aer ke oe 769 
GTA BLA Ds 7 sevens. foment a devon e t 1,329 2.6 BOL”, |e oh cee ee 
WUSGasies oc eae ery too cee 497 aki at DORE fs clare ae 
Bumtime se aue oie ae ee 994 5.9 59 149 
Pounds of sulphur eliminated...|.........../........... ad ; i 0 e ; 620 
Per cent. of sulphur eliminated (soo. osciec.. cen neon nae 80.6 , 
a a ae a es ee 
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In several localities the ore hearth has been operated on high-grade 
galena, containing about 80 per cent. lead, with an extraction of from 80 
to 85 per cent. of the metal. In order to determine the adaptability 
of this grade of ore to the Newnam hearth a test run was made, the 
average results of which, per 8-hr. shift, are given below. 

Note the very high extraction of metallic lead and the correspondingly 


low amounts of dust, fume, and slag made. ' 


Test on Galena Concentrates, Containing 82.0 Per Cent. Lead and 11.2 


Per Cent. Sulphur 


DEysorerchareed.xa.ncasicithes yee ee mera ek 
esd con tentss.c. k..\ 6k ee eee 
Pigtlesd made rss n.d ae ee eT 
Gray slag made.) ork ).cee tee ee. 
Per cent. of coke breeze used................. 


Pounds 


Pigtlen deme Ore evi tele eee ae ee et ite td aeah ns 91.15 
Gray slageue ge, Hole cr, aia Crate cer Otro nes bee 4.25 
IDTV TES MG AD Kents Mpiree Peaae Croats co cico cs fie tee neg oemeeeee 4.60 
100.00 
Sulphur Elimination 
L Sulphur, 
Baan daaMie rs Cant aik— Pounds |i Pounds, 
Wry sore Chargedet. .c.. hase ane 14,436 TEAR Se a ca nae 1,617 
(CHE ASRS Se rc On cee 1,075 2.5 D let Wiana coud Neate 
DUIStEM MT ete sco ace 254 ical Ph le OT a tl canes ea 
Btirmb LUT GPE wes ie ntvcha sie e-< she 508 5.9 30 85 
Pounds of sulphur eliminated ...).. 70.0.2 26)... fede eee oe 1,532 
Rericent sor sulphureliminatedss| sss meee | sie ete ccc t's] 0 lait teers s 94.7 
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Recent Advances in the Chemistry of the Cyanogen Compounds 


* 


BY J. E. CLENNELL, B. 8., OAKLAND, CAL. 


(New York Meeting, February, 1916) 


Ir is a common observation that the improvements introduced in 
practice since the first announcement of the cyanide process have been 
almost entirely mechanical. Although a good deal of study ‘and re- 
search has been devoted to the’chemical problems linvolved, the results 
obtained appear trifling in comparison. Few of the suggested modifica- 
tions in the chemical treatment have come into practical use and those 
only in limited fields. Nevertheless, if we study the recent history of 
the cyanogen compounds from a somewhat broader standpoint, we shall 
find that considerable additions have been made, not only to our knowl- 
edge of their chemical properties, but also to their applications for 
industrial purposes. 

The present review of these advances naturally falls into two divisions: 
(1) processes involved in the treatment of ores; (2) manufacture of 
cyanides and other related compounds. 


Part I. ADVANCES IN THE CHEMISTRY OF ORE TREATMENT 
BY CYANIDE 


In the attempt to extend the scope of the process, various ores have 
been encountered which contain gold and silver in such forms that they 
will not yield satisfactorily to ordinary methods of cyanide treatment. 
In some cases the difficulty is due to the excessive action on the solution 
of base metals present in the ore; in others, to the occurrence of minerals 
such as dyscrasite (the native alloy of antimony and silver), or a supposed 
oxidized manganese compound containing silver, which are either al- 
together insoluble in or very slightly attacked by cyanide. A particularly 
troublesome case is that of the so-called “graphitic” ores, containing 
carbon in some form which has the property of precipitating gold and 
silver already dissolved. - 

Other efforts have been directed to improving extraction by elec- 
trolysis of working solutions, and by addition of various chemicals with or 
without electrolysis; to the diminution of cyanide consumption by “re- 


* Metallurgical Chemist. 
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generating”’ the spent solution by chemical or electrical means with the 
object of decomposing complex cyanides formed in the treatment, thus 
reproducing simple cyanides or other substances capable of dissolving 
further quantities of precious metal. 


Treatment of Carboniferous Ores and Products 


Perhaps the most important recent papers bearing on the chemistry 
of ore treatment by cyanide are those of Morris Green! and W. R. 
Feldtmann.? (The references are to the bibliography at the end of 
this paper.) Green established the fact that the precipitation of gold by 
carbonaceous matter contained in certain ores and metallurgical products 
could be traced to the presence of occluded gases, of which carbon mon- 
oxide appears to be the most active. He also pointed out that graphite, 
anthracite and other dense forms of carbon, natural or artificial, have 
little or no precipitating effect. It was also found that charcoal gradually 
loses its precipitating power on exposure to air, and also loses it almost 
completely when heated to 500° C., if the occluded gases be extracted 
by a powerful vacuum pump. Feldtmann has carried this investigation 
a step further, and thrown light on the reaction by which gold is deposited 
from solutions of its double cyanides by carbonaceous matter. 

An investigation was made on a West African ore containing graphitic 
schist, in the treatment of which the phenomenon not very happily 
termed ‘‘re-precipitation” had been a cause of poor extraction. Un- 
successful efforts were made to remedy the trouble by preliminary treat- 
‘nent of the ore with various metallic salts, oxidizing and reducing agents. 
Similar substances were added to the cyanide solution itself, but without 
effect. It was soon observed that an analogy existed between the effects 
of this graphitic ‘schist, and those of charcoal on gold-bearing cyanide 
solutions, and that the action was entirely different from that of charcoal 
on gold chloride solutions. Gold deposited on charcoal from a chloride 
solution is visibly metallic, and readily soluble in cyanide, whereas gold 
precipitated by charcoal or graphitic schist from a cyanide solution is 
almost insoluble in fresh cyanide, and microscopic examination fails to 
reveal any metallic particles. 

Finally it was discovered that a partial extraction of the precipitated 
gold could be made by treating the impregnated material with solutions 
of alkaline sulphides. Hydrosulphides of the type NaHS or KHS were 
the most effective; normal sulphides, as NaS, acted nearly as well; 
polysulphides were less effective and ammonium sulphide still less. It 
was shown that the gold so extracted appears in solution as an auro- 
cyanide and not as an aurosulphide. It can be readily recovered by 
precipitation on metallic copper, and also, but apparently with more 
difficulty, by precipitation with zinc or aluminum. 

Feldtmann offers the surmise that the gold compound formed both in 
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charcoal and in the graphitic schist consists of a carbonyl aurocyanide, 
possibly AuCN-CO(CN)., insoluble in cyanide but soluble in alkaline 
sulphides with formation of thiocyanates and aurocyanides, presumably 
by such a reaction as the following: _ 


NaS + AuCN:CO(CN): = NaCNS + NaAu(CN): + CO 


An observation which may have an important bearing on the subject is 
that cyanogen gas is readily occluded by charcoal. 

It is to be regretted that the investigation did not also cover the reac- 
tions of silver double cyanides under similar conditions. . Ores are known 
in which gold is readily soluble in cyanide whereas the associated silver 
is extracted very imperfectly. Experiments of R. K. Cowles* indicate 
that the cyanide compounds of the two metals show some difference in 
their behavior in contact with carbonaceous matter. A selective pre- 
cipitation was observed, first of the gold and later of the silver. 

In the discussion on Feldtmann’s paper* some alternative theories 
were put forward. S. J. Speak suggested that charcoal and the schist 
in question both probably contain oil, which may be the active pre- 
cipitating agent. H. K. Picard thought the phenomenon might be due 
to oxidation, by a process similar to that occurring in the decolorization 
of organic matter by charcoal or platinum black, and stated that cyanates 
are always found in cyanide solutions after contact with carbonaceous 
matter of the kind in question. He suggested the reaction: 


NaAu(CN). + O = AuCN + NaCNO 
for the precipitation, and the reaction: 
3AuCN + NaS = NaCNS + NaAu(CN). + Aue 


for the re-solution by alkaline sulphide, but admitted that it is difficult 
to see why, if the gold is precipitated as AuCN, it does not readily dis- 
solve in cyanide. Moreover, if the precipitating effect is due to oxida- 
tion, it should be advantageous to pre-treat ores of this class with a 
strong reducing agent, but Feldtmann’s experiments do not bear out 
this view. Picard, however, pointed out that it would be necessary, 
after such pretreatment, to prevent the carbonaceous matter from 
coming in contact with air before the application of cyanide solution. 
Several speakers threw doubt on the actual occurrence of graphite 
in the West African schist. Trewartha-James doubted the theory of 
adsorbed gases and explained the phenomenon by “surface energy which 
produces precipitation by purely physical means.”’ S. J. Truscott pointed 
out that in certain Westralian ores roasting did not completely eliminate 
the carbonaceous matter and that precipitation effects were still ob- 
served in the treatment of the roasted ore. He drew an analogy between 
this case and that of the manganiferous silver ores refractory to cyanide, 
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in which pretreatment with a reducer has sometimes proved beneficial. 
F. P. Mennell thought that the association of this precipitation phenome- 
non with carbon was purely accidental and considered that other porous 
material might be expected to act similarly, the chemical composition 
of the porous medium having nothing to do with the effect. 


Electrolytic Regeneration of Cyanide 


Turning now to another field of investigation, we find that the process 
introduced a few years ago by J. C. Clancy has stimulated research on 
the effects of electrolysis on cyanide solutions, though as yet the results 
obtained have not yielded any important practical benefits in ore treat- 
ment. The Clancy process mainly depends on the electrolysis of water 
and the secondary reaction of the nascent oxygen thus produced on the 
thiocyanates present in working solutions, which are converted into 
cyanides by the reaction: 


KCNS + 2KOH + 30 = KCN + K.80, + H.O 


Unfortunately, when the concentration of KCN in the solution is 


“greater than that of KCNS, the former begins to be attacked, with the 


formation of cyanate, so that it is rarely possible, even under the most 
favorable circumstances, to ‘‘regenerate” to cyanide more than half 
the cyanogen which is present as a thiocyanate. Ferrocyanides are 
oxidized to some extent, by a similar reaction, but the conversion to 
cyanide is even less complete. 

Other difficulties arise in connection with the material to be used 
as an anode in the process; all ordinary metals are rapidly corroded by 
the violent action of nascent oxygen at high current density. Peroxidized 
lead, ‘‘passive” iron, graphite, and fused magnetite were found to be 
the most resistant materials, though even these generally disintegrate 
in continued use. 

In the course of some studies on the electrolysis of aqueous solutions 
of alkaline cyanides, E. F. Kern’ points out that a consumption of 
cyanide occurs when aqueous solutions are electrolyzed by direct current 
with insoluble anodes, the consumption being due to oxidation. Anodes 
of iron, nickel, and lead are dissolved and immediately precipitated, 
lead as hydroxide and the other metals as mixtures of hydroxides and 
cyanogen compounds. The consumption of cyanide increases with 
diminished current density; at a high current density oxygen is evolved 
and less metal dissolved. Anodes of peroxidized lead and “‘passive”’ 
iron are more permanent than those of pure metals, and are not cor- 
roded unless exposed to the air, passive iron being superior to peroxidized 


lead. 
In the electrolysis of cyanide solutions used for leaching refractory 


.) ae oe es ee 
i ¥ 


a 


a. ibd 4 y. “ ey ~ oe Vee TE hs <=) ance. 8 | a 
yd ‘ wy 


‘ 
ea“ i % 


496 ADVANCES IN THE CHEMISTRY OF THE CYANOGEN COMPOUNDS ~ 


gold and silver ores containing sulphides, no reduced cyanide consump- 


tion and no increased extraction were observed, as compared with the © 


treatment of the same ores without electrolysis. I have had a similar 
experience. When a low current density at anode and cathode was 
used, some active solvent was produced, but not enough to compensate 
for loss in electrolysis. The lower the current density at the anode 
and the higher at the cathode, the greater was the relative cyanide 
consumption. 

When solutions containing thiocyanates or ferrocyanides were elec- 
trolyzed, the loss of cyanide was greatly diminished. Increasing al- 


kalinity also reduced loss of cyanide by increasing conductivity. — 


Peroxidized lead and passive iron anodes were corroded in presence of 
thiocyanates at current densities above 32 amperes per square meter. 

G. H. Clevenger and M. L. Hall® also find that most of the decom- 
position of cyanide during electrolysis is due to oxygen liberated at the 
anode by decomposition of water. The final reaction results in the for- 
mation of carbonates, and when calcium salts are present, as is usually 
the case in solutions used for ore treatment, there is a precipitation of 
calcium carbonate. In some cases the latter might actually interfere 
with extraction by coating the ore particles. 

On the whole, the results obtained by different investigators do not 
encourage the expectations entertained a few years ago that electrolysis 
will be of material benefit in the treatment of refractory ores by cyanide. 


Effect of Mineral Ingredients in Water on Cyanide Consumption 


Studies on this subject have recently been made by Thomas B. 
Stevens and W. S. Bradley’, chiefly relating to the cyanicide effects of 
calcium and magnesium salts. They find that the common opinion 
with regard to the action of magnesium salts requires modification. It 
is known that these salts act as cyanicides by reactions such as 


MgSO, + KCN + 2H,0 = Mg(OH). + HCN + KHSO, 


and it is considered that Mg(OH)s is useless as protective alkali owing 
to its insolubility. These writers find, however, that its presence prevents 
any lime in solution being converted into CaCO; by atmospheric or 
dissolved COz, by reason of the reaction 


Mg(OH)2 + COz2 = MgCO; + H20 


The Mg(OH): thus acts as a secondary protective alkali by allowing the 
lime to exert its full efficiency toward cyanicides present in the ore. 
Another point noted by these writers, but not hitherto recognized, 
is the considerable solubility of calcium sulphate in cyanide solutions. 
Calcium sulphate and magnesium hydrate, though practically insoluble 
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in water, are appreciably soluble in the presence of sodium chloride, a 
matter of importance in the case of the highly saline water sometimes used 
in Western Australia for making up solutions. It was found that the 
mixing of comparatively fresh water with solutions made from salt water, 
and consequently highly charged with calcium and magnesium salts 
dissolved in NaCl, results in the precipitation of CaSO, and Mg(OH)s. 
These deposits are injurious, as they coat the zinc and cause bad precipi- 
tation of the precious metals; but they are soluble in strong cyanide or 
in ammonium chloride. 

Various salts contained in the water used for making up solutions 
were found to act as cyanicides, the order of destructiveness being as 
follows: Ca(HCOs)2, MgSOu, CaSOu, MgCl, CaCle The calcium bi- 
carbonate acts much more rapidly than the other compounds. A test 
made by boiling the water in a reflux condenser, so as to expel CO with- 
out reducing volume, and then filtering off the precipitated CaCOs, 
showed that water thus treated had a greatly reduced cyanicide effect. 
When water containing calcium bicarbonate is used without previously 
being made alkaline or boiled, the reaction is as follows: 


the cyanide acting as a softening agent in a similar manner to lime; 
compare: 
Ca(HCOs)2 + Ca(OH)e = 2CaCO; + 2H20 


This reaction is the principal cause of the hardening of filter cloths, 
which occurs when a filter saturated with alkaline solution is washed with 
“fresh”? water containing calcium salts. 

The action of magnesium salts is much slower, and results in the 
gradual precipitation of Mg(OH)s. Dissolved magnesium salts cannot 
co-exist with protective alkali even in the presence of much sodium 
chloride. 


Part II. ADVANCES IN THE MANUFACTURE OF CYANOGEN 
CoMPOUNDS 


Fixation of Atmospheric Nitrogen 


Much activity has been shown of late in the study of methods for 
the fixation of atmospheric nitrogen, and a number of products are now 
made on a large scale both for direct use and as a basis for the production 
of other nitrogenous substances. The most remarkable development 
has been in the manufacture of calcium cyanamide, CaCN:.' Impure 
commercial products consisting mainly of this substance are now ex- 
tensively used as fertilizers under the names of ‘‘lime nitrogen” and 
‘‘nitrolim.” Alkali cyanides and other cyanogen compounds are ob- | 
tained by further treatment of cyanamides in a variety of ways. Other 
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processes are used to transform cyanamide into ammonia, ammonium 
salts, and other nitrogenous compounds of commercial value. 

The earlier attempts at the fixation of atmospheric nitrogen were 
mostly based on the reactions taking place between barium oxide, carbon, 
and nitrogen at high temperatures. An important investigation of 
this process has been published by Thomas Ewan and Thomas Napier,® 
who summarize the chief data obtained by previous investigators in this 
field. The formation of cyanides from a mixture of BaO, C, and N re- 
quires a minimum temperature of 1,200° C., but proceeds best at 1,400° 
C., when 40 per cent. of the Ba may be cyanized. Hempel (1890) showed 
that the percentage of Ba cyanized may be increased by pressure. Read- 
man (1894) applied the electric furnace for this process, which has been 
carried out on a large scale by the Scottish Cyanide Co. Frank and 
Caro showed (1898) that a large part of the nitrogen is fixed in the form 
of barium cyanamide, BaCN:. Caro also found (1907) that the addi- 
tion of alkali and alkaline earth fluorides accelerates the reaction, and 
enables it to proceed at temperatures of 900° to 1,100° C. Snodgrass 
(1907) showed that potassium carbonate has a similar action. 

Ewan and Napier (1909) studied the action of catalysts to obtain 
the reaction at lower temperatures. In their first experiments, mixtures 
of barium carbonate and charcoal were placed in an iron boat in a por- 
-celain tube, and heated in a current of dry nitrogen. The products 
finally obtained were barium cyanide Ba(CN)e, barium cyanamide 
BaCNz, carbon monoxide CO, and unaltered BaCO;, C, and N. The 
following reactions are supposed to occur: 


BaO + 2C + N,@ BaCN, + CO 
BaO + 3C + N:@ Ba(ON), + CO 


They summarize their results as follows: 

(1) Absorption of nitrogen begins at 900° to 930° C. 

(2) The amount absorbed increases rapidly from 1 per cent. Ba 
combined at 930° to 40 per cent. at 1,000°, in tests made under the con- 
ditions that four molecules of N act on one molecule of BaCO; for a 
period of 2 hr. 

(3) The greater part of the nitrogen is fixed as cyanide Ba(CN),. 
and not as cyanamide. When calcium is used in place of barium, the 
nitrogen is fixed almost exclusively as cyanamide, CaCNo. 

(4) At 960° about 2)¢ per cent. of the nitrogen is fixed; at 1,000° 
about 10 per cent. 

(5) Addition of K,COs3 seems to improve the result, but the difference 
obtained falls within the limits of error in estimating temperatures. 

(6) No cyanide is produced until about 30 per cent, of the BaCO; 
is converted into BaO, and until the percentage of CO has fallen to 30. 

It is commonly supposed that barium carbide (BaC.) is formed as 
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an intermediate product, but Ewan and Napier fitd no evidence of this. 
From theoretical considerations BaC2, could not be formed at all in 
presence of mixtures of CO and N from which N is freely absorbed by 
BaO and C. It is probable, however, that when calcium is used instead 
of barium the reaction: 


CaC, + CO @CaO + 38C 


is a necessary intermediary. 

Cyanid Gesellschaft? reports that nitrogen has no action on a mixture 
of CaO and C at 1,100°, and that the reaction CaO + 2C + N, = CaCN, 
+ CO takes place best at 2,000°. At this temperature nearly all the 
nitrogen is absorbed. 

K. Kaiser’? observes that if barium oxide or carbonate, intimately 
mixed with carbon, be heated to 900° to 1,400° C. and allowed to cool 
in a dry atmosphere of nitrogen under pressure, as much as 90 to 95 
per cent. of the theoretical amount of nitrogen combines with the barium. 

A French patent of 1913! describes a method of carrying out the 
reaction between barium carbonate, carbon, and nitrogen in an electric 
furnace. Tar is used as binding material for the ingredients; these are 
molded into balls and part of the tar recovered by distillation. The 
residue is then heated to 1,600° C. in the electric furnace and acted on 
by ‘‘producer gas” or other gas containing nitrogen, to form barium 
cyanide. The electrodes consist of two rings of carbon placed at the 
ends of the middle reaction zone of an inclined cylindrical furnace; the 
fused mass serves to conduct the current. Barium oxide may be re- 
generated by decomposing the barium cyanide by means of steam: 


When calcium is used instead of barium as the vehicle for the fixation of 
nitrogen, it was found by Barzano and Zanardo” that the yield of calcium 
cyanamide is increased by mixing calcium carbide with sufficient calcium 
cyanamide froma previous operation to form a friable mass, before sub- 
jecting it to the action of nitrogen. 

The manufacture of cyanamide by the process of Frank and Caro is 
carried out on a large scale at the works of the American Cyanamid 
Co., Niagara Falls, Ont. Nitrogen is obtained by passing air over heated 
copper. The copper oxide thus formed is again reduced by the action 
of natural gas, so that it may be used repeatedly. Operations began in 
January, 1910, with a 10,000-ton plant, which has since been largely 
extended. 

Cyanides and cyanamides of the alkali metals may be produced with- 
out the preliminary formation of a calcium or barium compound. E, A. 
Ashcroft!? proposes to do this by using an alloy of the alkali metal with 
some heavy metal such as lead, and first fusing this with a portion of the 
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product sought (e.g., NaCN or Na:CN2) at about 600° C., to separate the 
alkali from the heavy metal. The resulting melt, freed from the heavy 
metal, is now caused to react with cyanogen or a substance yielding 
cyanogen, with or without electrolysis of the melt. 


Conversion of Cyanamides into Cyanides, Etc. 


, We must now mention some of the recently proposed methods for 
converting calcium cyanamide into cyanides or other nitrogenous sub- 
stances of commercial value. These may be roughly classified as fusion 
methods and wet methods. | 

Among the former, probably the best known is that of Erlwein and 
Frank" by which the crude calcium cyanamide is converted into a product 
containing the equivalent of 25 to 30 per cent. KCN, by fusing with 
carbon and common salt. Careful regulation of the temperature appears 
to be necessary. I have found that the process is not easily imitated 
in laboratory experiments. The product has been placed on the market 
under the name of “surrogat.’’ For extraction of precious metals, it 
appears to be as effective, per unit of cyanogen contained, as ordinary 
sodium cyanide. It requires, however, to be digested with water and 
the insoluble carbonaceous residue filtered off before use. 

J.C. Clancy" proposes to heat calcium cyanamide with its own weight 
of a mixture of equal parts of sodium sulphide and chloride in presence 
of carbonaceous matter. 

E. E. Naef!* treats crude calcium cyanamide at a temperature of 300° 
to 500° C. with sulphur or a substance yielding sulphur: 


2CaCN,. + S => CaS -+ Ca(CN). a Ne 


The product is then stirred with water and filtered from the residue 
of CaS + C. The filtrate is boiled gently with zinc dust, and the zine 
cyanide formed converted into alkali cyanide by known methods. 

Calcium cyanamide may be used as a source of ammonia by acting on 
it with steam under pressure at a temperature of 170° C., using an agitator 
to prevent formation of lumps. C. Manuelli!’? observes that under favor- 
able conditions nearly theoretical yields of ammonia can be obtained at 
a cost of about 1.7c. per pound of nitrogen utilized. Another method 
(E. E. Naef)!* is to pass a current of dry hydrogen, either alone or mixed 
with COs, CO, or N, at ordinary or higher pressure, over a heated mass of 
calcium cyanamide. 

The wet methods are based on the fact that cyanamide compounds, 
such as CaCNe, are transformed by water into the sparingly soluble 
crystallizable salt dicyandiamide (CN-NH»)». Ata temperature of 13° to 
14° C, about 90 per cent. of the nitrogen of calcium cyanamide may be 
dissolved in 25 times its weight of water, in 8 hr., the extraction proceed- 


ST eee ee Se ee 


7.) ANS Ce 


a aS ee. | 


J. B./CLENNELL 501 


ing rapidly at first, but very slowly later (C. Manuelli)!”. Various salts 
of dicyandiamide may be prepared by digesting the substance in presence 
of acids with the oxides of the metals whose salts are required. The 
polymerization of cyanamide in aqueous solution is promoted by addi- 
tion of fixed alkalies or ammonia. According to Grube and Kruger,}° 
the reaction appears to be due to the union of undissociated cyanamide 
(CN-NH:) with cyanamide ions (CN-NH)’, to form monobasic dicyan- 
diamide ions H:(CNNH)’s, presumably in the following stages: 
(a) Formation of cyanamide by hydrolysis of calcium cyanamide: 


CaCN2 + 2H,0 = Ca(OH): + CN-NH, ~ 
(b) Dissociation of a part of the cyanamide: 
CN-NH, = H’ + (CN-NH)’ 
(c) Combination of dissociated with undissociated cyanamide: 
(CN-NH)’ + CN-NH,2 = H(CN-NH),’ 
(d) Formation of dicyandiamide: 
H(CN-NH),.’ + H’ = (CN-NHs)e 


It is found that at a given concentration of total cyanamide; poly- 

merization proceeds most rapidly when the concentrations of cyanamide 
_ and of dissociated cyanamide ions are equal. 

For the preparation of dicyandiamide from commercial calcium 
cyanamide, the addition of a foreign base is unnecessary; the conversion 
may be brought about by precipitating the lime at intervals so as to main- 
tain approximately equal concentrations of CN-NH: and (CNNH)’. 

Alkali salts of dicyandiamide are produced by heating the substance 
with caustic alkalies in presence of an absorbent of water:?° 


4Na0OH + (CNNH2)e = (CN-NNag)2 + 4H20 
If the water is not absorbed, part of it reacts with the melt thus: 
Na:CNe + 3H.O = NasCO3 + 2NHs; 


The absorbents used are alkali or alkaline earth metals or their oxides, 
amides, nitrides, carbides or alloys. 

Dicyandiamide is converted into cyanide by fusing with alkaline 
carbonates and carbon: 


or it may be converted into a variety of nitrogenous products suitable for 

manures, explosives, etc. | 
The conversion of cyanamide into dicyandiamide may also be 

brought about by heating its solution with.a. catalytic agent. H. 
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Immendorf and H. Kappen?! propose to carry out this process by means 
of ferric oxide or hydrate, manganous or manganic oxides or their hy- 
drates, stannic acid, chromic oxide or hydrate, hydrated silicic acid or 
similar substances. The products obtained are ammonia, urea, and 
_dicyandiamide. During the process the catalyst absorbs the bases lib- 
erated and loses its efficiency. This may be restored by treatment with 
acid or with water. Commercial calcium cyanamide contains calcium 
chloride, which hinders the separation of urea and dicyandiamide. This 
difficulty may be avoided by converting the calcium chloride into sul- 
phate or carbonate, which may be separated by reason of their in- 
solubility in alcohol. 

H. Kappen”? obtains thiourea by treating dilute aqueous solutions 
of cyanamide with hydrogen sulphide at high temperatures, in closed 
vessels under pressure. The addition of acid and alkaline reagents and 
of soluble compounds of arsenic, antimony, or tin increases the efficiency 
of the process. 


Production of Cyanogen Compounds from Nitrogenous Gases by Catalysis 
and Otherwise 


Another method for the manufacture of cyanides and related com- 
pounds, which has been largely developed of late years, consists in the 
combination, under suitable conditions, of volatile carbon and nitrogen 
compounds. Usually this takes place at a high temperature under the 
influence of a ‘‘catalyst,”’ z.e., of some substance which does not undergo 
any permanent chemical change in the process. 

It has long been known that hydrocyanic acid or ammonium cyanide 


could be produced by passing mixtures of carboniferous and nitrogenous’ 


gases over heated platinized pumice, as for example in Woltereck’s 
process :?4 
CO + NH; = HCN + H;0 


C. Beindl** proposes to form hydrocyanic acid and cyanogen com- 
pounds by catalytic combination of gaseous and volatile carbon com- 
pounds with gaseous and volatile nitrogen compounds, by the use of a 
contact material consisting of a metallic oxide or a mixture of metallic 
oxides. The gaseous mixture should contain not more than 7 volumes 


of the carbon compound to 1 volume of the nitrogen compound. It is ~ 


claimed that oxides of metals of the iron group have the property of 
inducing the rapid formation of hydrocyanic acid at relatively low 
temperatures, from dry mixtures of these gases. 

It has been found” that the yield is increased by introducing into the 
are of an electric furnace the vapors of metals and metallic compounds, 
such as those of copper or iron and their salts. 

W. Moldenhauer and O. Wehrheim?* describe a method by which 
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nitric oxide can be obtained by catalytic combustion of cyanogen com- 
pounds. Ammonia may also be used as the source of nitrogen, but 
the yield of nitric oxide is less than with cyanogen, and more attention 
must be paid to the condition of the catalyst and time of contact with it. 

J. E. Bucher?’ proposes to produce alkali cyanides by the action of 
atmospheric nitrogen on alkali carbonate and carbon dissolved in iron, 
the iron acting as a catalytic agent. The alkali cyanide formed is 
removed from the reaction zone by distillation under diminished pressure. 

The Deutsche Gold und Silber Scheide Anstalt?’ propose to pass gaseous 
mixtures containing nitrogen obtained by heating certain waste products 
such as “‘vinasses”’ through highly heated conduits lined with refractory 
material such as Dinas brick, fused quartz, or a fused mixture of zirconia 
and quartz which remains gas-tight and non-porous at the high tem- 
perature employed. It is said that. practically the whole of the nitrogen 
is obtained in the forms of HCN and NHs, the relative proportions of 
these varying with the raw material used. 

In the process of Barzano and Zanardo”® a mixture of nitrogen (say 60 
per cent.), hydrogen (32 per cent.), and hydrocarbons (6 per cent.) is raised 
to a high temperature, for example in the electric arc, and hydrocyanic 
acid absorbed by circulating the issuing gases through cooling and absorp- 
tion apparatus. Sufficient nitrogen is added to maintain, with the hydro- 
gen liberated, the concentration of these gases most favorable to the 
reaction. 

Catalysis may be employed for the production of ammonia, not only 
from gaseous mixtures but also from solid organic nitrogenous compounds. 
F. Schreiber®® proposes to act on the latter with contact masses containing 
hydrated iron oxide at temperatures below red heat. It is claimed that 
as much as 80 per cent. of the nitrogen in pyridine and in cyanogen salts 
may be thus converted into ammonia, while ordinary destructive distilla- 
tion yields not more than 20 per cent. 


Production of Cyanogen Compounds from Gaseous Mixtures by Absorption 
with a Metallic Salt 


The cyanogen contained in crude illuminating gas has for some years 
been utilized as a source of cyanides and cyanogen compounds on a com- 
mercial scale, as in the methods of Rowland*! and Bueb.” 

L. Bergfeld®* uses as purifying material dehydrated copper sulphate, 
or a mixture of salts, e.g., alkaline earth sulphates or chlorides, which 
combine with NH; but not with H.S, with metallic oxides capable of 
combining with H,S. The mixture is treated with ammonia gas before 
use. The reaction is of the type: 


H.S + NH; + CaSOuNH; = CaS + (NH4)2S0, 
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At the same time some SO: (which is fixed by the purifying material) 
and sulphur are also formed, thus: 


SO; + H.S = H.0 + 80.+5 


When the purifying material is exhausted it is heated, with regulated 
access of air, and ammonia liberated as follows: 


CaS + (NH,4)2S0,4 -- Ors CaSO, -t- SO. 4. H,O +" oNH, 
SO. + 2NH; + 2H20 = (NH4)280;H20 


By gentle warming in presence of air, the ammonium sulphite de- 
posited is rapidly oxidized to sulphate. 

Cyanogen in the crude gas is fixed by the purifying material as cuprous | 
ammonium cyanide. On heating with air this yields NH; and COs, 
any thiocyanate giving NH;, COz and SOz. After passing the purifying 
material the coal gas may be further purified by leading it over alkali 
or alkaline earth sulphides, and if necessary over sodium amalgam. 

C. A. Bergh* uses a solution of a zine salt, containing also ferrous 
chloride, as an absorbent. The free acid formed is neutralized, and zinc 
sulphide and cyanide are precipitated, by addition of calcium carbonate, 
or some other sparingly soluble substance. This is added in quantity 
corresponding to the amount of H.S and CN present. Iron remains 
in solution. By this method zinc is separated from iron and H.§ from 
CN by a single operation. 

W. H. Coleman® passes coke-oven or other gases containing hydro- 
eyanic acid through a tower packed with lumps of ferrous iron ore. A 


solution of sodium carbonate, or other suitable alkaline absorbent in 


solution or suspension, is circulated through the tower, and the resulting 
alkali or alkaline-earth ferrocyanide liquor is treated for recovery of 
the ferrocyanide. 
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Segregation in Gold Bullion* 


BY JAMES H. HANCE, E. M.,f IOWA CITY, IOWA 


(New York Meeting, February, 1916) 


INTRODUCTION 


SEVERAL years ago the writer was connected with the Mint and Assay 
Service of the Federal Government as Assistant Assayer at the Salt Lake 
Assay Office. At that time cyanide bars formed approximately half 
of the bullion purchased by that office. Disagreement in valuation be- 
tween the producer and the office was not infrequent and to a lesser extent 
between the Assay Office and the Mint, this latter issue being soon obvi- 
ated, however, by adopting uniform methods of sampling the bars. A 
nice problem seemed to offer itself for research and the writer began a 
series of experiments which were soon terminated, however, by his going 
into other work, and which he regrets have not since been completed. 
The results attained may suggest lines of approach to this problem and are, 
therefore, offered in this article. 

Frederic P. Dewey, Assayer of the Mint Service, U. 8S. Treasury, has 
had abundant opportunity to study this phase of metallurgy, and has 
published several articles relative thereto.1 Inthe last article cited Dewey 
quotes analyses of cyanide bullion similar in content to that with which 
the writer worked, and which show some of the variations met with. 

In the discussion of these papers,? comparison has been made in terms 
of copper bullion, but to the writer this seems of questionable value. 
Copper bullion may resemble silver bullion, but its similarity to gold 
bullion with little or no silver content is another thing. The freezing- 
point diagram of Roozeboom, reproduced on page 881 of the discussion 
cited, is for the gold-silver series as stated. The original problem under 
discussion, however, is not this alloy but gold with base metals other than 
copper. As for the statement that the corners are the worst places « or 


vs This thaterial in somewhat different fore was submitted by the writer some 
years ago as thesis material in partial fulfillment of the requirements for an engineering 
degree from the College of Mines, University of Washington. 

tAssistant Professor of Geology, State University of Iowa. 

1 Frederic P. Dewey: The Assay and Valuation of Gold Bullion, T'rans., xl, 780 to 
797 (1909); The Sampling of Gold Bullion, 7'rans., xliv, 853 to 879 (1912); Cadmium 
and Nickel in Cyanide Bullion, Engineering and Mining Journal, vol. xciii, No. 15, 
733-734 (April 13, 1912). 

*Trans., xliv, 879 to 882 (1912). 
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positions to drill: In the writer’s opinion there is not much choice, if the 
outer film of approximately 1 in. be excluded. A glance at the diagrams 
accompanying: this article will show that a wide variation from the dip 
average is apt to be encountered at any of the places drilled in these 
experiments. 


Sampling Methods 


A few details of manipulation will be reviewed here to throw light on 
the discussion. The large bars are cast in molds 1214 by 514 in., and 
range from 2 to 214 in. in thickness. They are essentially prisms, the 
mold being tapered slightly to permit easy removal of the bar. 

Three methods of sampling are in vogue: (1) Chipping diagonally 
opposite corners of the bar; (2) drilling the bar; (3) dip-sampling as the 
bar is being poured. Methods (2) and (3) are the ones commonly em- 
ployed in sampling cyanide bullion. Drilling is done as shown in Fig. 1. 

The two samples of top drillings are mixed and assayed as the top 
sample, and the two bottom drillings are mixed and assayed as the bot- 
tom sample. If the bars are not uniform in composition and if the varia- 
tion is gradual it is readily seen that the top sample really represents an 
average of the top and center, or approximately a plane half way between 
the top and the center of the bar. Similarly the mixture of bottom 
drillings represents a plane half way between the center and the bottom. 
Now an average of these two planes is not necessarily an average of the 
whole bar, and where segregation is the rule and not the exception, this 
method may be open to criticism. This point, I believe, has been some- 
what overlooked or neglected, and may well be worthy of experimental 
investigation. As emphasized by Mr. Dewey, these drillings themselves 
may be rather heterogeneous, the smaller fragments differing appreciably 
from the coarser in gold content, and this may result in wide discrepancies 
in assays of the same drill sample. 

Dip samples may be taken as follows: One sample may be taken from 
the top of the melt just before it is poured into the mold, or a portion of 
the stream cut out just after pouring begins. This represents the top of 
the melt, or the bottom of the bar. A second sample taken from the pour 
just before completion represents the bottom of the melt, or the top of the 
bar. These samples are the most reliable, if the melt was thoroughly 
stirred just before pouring, and should check very closely within them- 
selves and with each other. 


Variations in Assays 


Irregularities in the assay of cyanide bullion seem to have been 
first noted by Edward Mathey,? who thus summarizes some interesting 


’Edward Mathey: On the Liquation of Certain Alloys of Gold, Proceedings of 
the Royal Society of London, vol. Ix, pp. 21 to 35 (1896-97). 
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and instructive experiments: ‘‘(a) Alloysof gold with base metals, notably 
with lead and zinc, now largely met with in industry, have the gold con- 
centrated toward the center and lower portions, which. renders it im- 
possible to ascertain their true value with even an approximation to 
accuracy; (b) when silver is also present, these irregularities are greatly 
modified. The method of obtaining ‘cooling curves” of the alloys 
shows that the freezing points are very different where silver is present 
and where it is absent from the alloy; (c) this fact naturally leads to the 
belief that if the base metal present does not exceed 30 per cent., silver 
will dissolve it and form a uniform alloy with gold; (d) this conclusion is 
sustained by experiments (described in his article) which, in fact, gradu- 
ally lead up to it and enable a question of much interest to be solved.” 

In another series of experiments with alloys of gold and platinum, 
Mathey clearly demonstrates the tendency of the latter metal to liquate 
toward the center of the mass while cooling. 

Dewey’s articles call attention to the existence of variations in assays 
of such bullion and the possible causes, but he does not, show the nature 
of the variations. 

Mention is made in metallurgical texts of the solvent property of 
silver where certain base metals, such as zinc, lead, etc., are present. The 
writer has had occasion to confirm this point in connection with the assay 
of gold bullion. If there is considerable silver present, 60 points (6 per 
cent.) or more, a uniform bar is generally obtained, but where the silver 
content is slight, segregation or liquation may take place on cooling and 
the resulting bar may be far from uniform in composition. With these 
points in mind the writer assayed a number of drillings taken from various 
portions of bars. Grouping these results in various ways a number of 
interesting and suggestive diagrams may be constructed which illustrate 
graphically the lack of homogeneity in some cyanide bullion. 

Qualitative tests on some of the bullion indicated the presence of 
small amounts of mercury, lead, bismuth, arsenic, antimony, zinc and 
chromium. Dewey‘ reports cadmium, nickel, iron and copper from some 
similar bullion. The silver content ranged from zero plus up to 10 points 
(or 1 per cent.) in rare instances. As a rule these bars are very brittle, 
and upon fracture show some crystal faces well developed, and a variety 
of colors. These ranged from the color of marcasite and pyrite to those 
of chalcopyrite. The faces of the bars were characteristically marked 
with small gas blebs, giving them a pitted appearance. This was espe- 
cially noticeable along the upper four edges. 

Now when diagonally opposite corners of such a bar are chipped and 
assayed, the values obtained may have a wide variation among them- 
selves, and in most cases are several points below the values shown by 


‘Frederic P. Dewey: Cadmium and Nickel in Cyanide Bullion, Engineering and 
Mining Journal, vol. xciii, No. 15, pp. 733 to 34 (Apr. 13, 1912). . 
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dip samples. Hence agreement between chip samples and dips from 
such bullion is hopeless, and the greater the number of duplicate assays 
made, the more firmly established is this difference. When this feature 
was recognized the mint issued the following instructions for sampling 
such bullion: ‘‘A drilling is to be made about one inch from each edge 
on two opposite corners of the top of the bar, and should extend half way 
through the bar. These two drillings are to be thoroughly mixed and 
assayed as the top sample. The bottom sample is to be taken in the 
same manner, corners being chosen not under the top corners drilled. 
(This is illustrated in Fig. 1.) Dip samples are to be taken as previously 
described and assayed with the drill samples.”’ 

In Table I are given some results obtained from assaying such samples. 
Where only one assay value is recorded, as for the top dips of bar 18, 


ELEVATION 
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it should be understood that the other assay was spoiled, and not that 
it was too far off to put on record. Similarly for one of the top drills of 
bar 41. Eighteen of these bars were reported as having no silver (mean- 
ing less than 0.05 per cent.), the maximum silver content being 12 points 
(1.2 per cent.), whereas the average for the 48 bars was less than 3.8 
points (0.38 per cent.). 

Comparison of the assays of the top and bottom drills shows that in 
38 cases the top drillings assay higher than the bottom drillings, whereas 


‘in 10 cases the reverse is true. In many instances a considerable range 


of assay values appears. Examining the dip assays in the same way it is 
found that in 33 cases the top dips assay higher than the bottom dips, 
and in 12 cases the reverse is true. In three bars the top and bottom 
dips average the same. As a rule, however, there is less difference be- 
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TABLE I 
‘ 4 ft; A f A of 
Bar | Top Drills \ueimeme | Top Dips | Beceem “Dailies © T Digas 
1 865.1 865.9 867.4 864.2 
865.2 866.6 867.0 864.2 865.7 865.7 
2 845.4 845.5 843.4 845.7 
844.4 845.3 845.1 844.9 845.15 844.78 
3 835.5 834.5 834.1 834.8 
835.4 833.7 834.7 835.3 
834.5 834.8 
834.6 834.1 834.78 834.63 
4 857.7 856.6 859.5 859.6 
856.8 855.5 859.2 859.5 856.65 859.45 
5 856.9 855.1 857.0 857.0 
856.7 855.8 857.4 857.2 856.13 857.15 
6 842.9 844.8 844.3 843.7 
843.3 845.0 844.2 843.7 844.0 843.98 
7 795.7 790.0 792.0 791.6 
796.1 789.9 792.1 791.9 792.93 791.9 
8 836.2 834.1 834.1 833.5 
835.7 834.2 834.1 833.7 835.05 833.85 
9 775.8 773.8 773.5 773.6 
776.4 774.4 773.6 773.2 775.1 773.48 
10 810.1 806.7 810.4 810.7 
809.8 812.4 811.1 810.8 809.75 810.75 
11 793.6 792.0 793.2 793.1 
792.7 794.7 793.3 792.5 
793.1 793.2 793.4 793.22 793.17 
12 795.2 796.1 795.3 793.8 
795.3 796.5 795.2 794.7 
796.0 792.7 794.9 795.9 795.3 " 794.97 
13 799.4 796.9 798.7 798.0 
799.2 797.1 798.6 798.0 
796.9 802.8 797.7 798.5 797.05 798.25 
14 928.4 928.0 929.5 928.9 
928.5 928.1 929.1 929.0 928.25 929.13 
15 834.2 831.4 832.8 832.3 
834.1 832.2 833.0 832.4 832.98 832.63 
16 854.5 853.2 853.5 853.3 
854.7 853.5 853.4 853.5 853.98 853.43 
17 849.4 847.5 847.6 847.3 
849.2 847.8 847.6 847.5 848.48 847.5 
18 898.4 898.6 898.9 898.8 
898.3 CAGE 1S eens 898.4 
SORTS MRT ties ceo 897.6 
: SOM h eam, bos 898.0 898.15 897.94 
19 788.3 787.9 788.8 788.9 
788.1 787.8 789.0 789.0 788.03 788.93 
20 803.7 802.8 803.4 802.7 
803.6 803.7 803.1 802.6 
802.5 802.9 802.0 803.2 803.2 802.87 
21 796.4 794.3 794.6 795.1 
794.5 794.0. 795.2 794.8 
793.7 796.0 794.9 794.4 794.82 794.87 
22 875.1 874.7 876.0 874.9 
875.4 874.4 875.9 875.3 874.9 875.53 
23 813.3 813-1 814.5 814.0 
813.2 813.0 814.3 813.5 
813.2 813.3 813.8 814.5 
813.1 813.9 813.4 814.7 813.26 814.09 
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TaBLE I.—(Continued) 
. Bottom . Bottom A 
Bar Top Drills Drills Top Dips Dips a hills of hie of 
24 813.1 812.7 813.5 812.8 
812.3 812.8 813.1 812.8 
812.5 812.2 813.3 813.4 
812.9 812.3 812.7 813.4 812.6 813.13 
25 806.4 806.8 807.3 806.9 
806.8 806.3 807.2 806.8 
et en wel israel 806.8 
S06. 600 Eta eS 806.6 806.52 806.93 
26 875.3 873.9 874.8 874.3 
875.0 873.4 875.0 874.2 874.4 874.58 
27 772.7 73.7 774.1 TaFRTE 
772.8 773.5 774.3 773.6 773.18 773.93 
28 811.6 807.8 806.8 808.1 
810.4 807.7 808.9 807.9 808.88 807.93 
29 772.2 769.6 771.9 771.1 
772.1 770.3 772.1 770.9 771.05 771.5 
30 758.1 755.5 757.8 756.7 
757.9 754.7 757.8 756.6 756.55 757.25 
31 743.6 743.6 742.7 741.6 
743.0 743.3 742.6 741.7 743.38 742.15 
32 875.6 874.3 875.7 875.2 
875.5 874.2 875.4 875.0 874.9 875.33 
33 886.8 886.7 887.8 886.5 
887.2 886.6. [9,886.7 886.6 886.83 886.9 
34 860.3 858.7 858.6 858.2 
859.6 858.5 858.5 858.4 859.25 858.43 
35 868.2 368.2 868.1 868.0 
868.8 868.4 868.0 868.0 868.4 868.03 
36 885.7 884.2 884.1 884.0 
885.1 884.1 884.0 884.0 884.78 884.03 
37 887.0 885.5 885.3 885.5 
886.8 885.6 885.4 885.7 886.23 885.48 
38 890.2 888.8 889.2 839.2 
889.5 888.7 889.1 889.1 889.3 889.15 
39 888.5 889.5 889.7 889.9 
888.7 889.5 889.9 889.7 889.05 889.8 
40 896.1 895.6 895.9 895.7 
896.1 895.5 896.0 895.7 895.83 895.83 
41 903.8 901.0 901.8 901.4 
903.6 901.1 898.7 901.5 
903.6 901.0 902.0 901.9 
901.2 901.8 901.8 902.2 901.36 
42 892.3 888.5 888.7 888.8 
890.4 888.6 888.9 3883.7 889.95 888.78 
43 893.8 892.5 892.0 392.8 
894.8 392.9 391.0 892-7 893.5 392.13 
4 939.8 938.9 938.7 938.7 
. 940.2 939.1 938.9 933.8 939.5 938.78 
935.1 933.7 933.5 933.3 
= 935.2 933.1 933.5 933.3 934.28 933.4 
942.0 941.2 941.1 941.3 
ie 941.7 941.5 941.2 941.3 941.6 941.23 
694.3 704.0 698.4 699.6 
“4 694.3 703.9 699.5 699.4 699.13 699.23 
854.2 853.0 851.2 853.0 
ca 853.8 852.8 847.8 852.8 853.45 851.2 
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tween the top and bottom dips than there is between the top and bottom 
drillings. " 

Comparing the assays of drillings and dip samples it is seen that in 
28 instances the drillings assay higher than the dips; in two cases they 
are alike, and in 18 cases the dips assay higher than the drillings. In 
nearly every instance the drillings show greater variation than do the dip 
samples, and yet in some samples (Nos. 1, 2, 12, 20, 28, 30, 31, 41, 43, 
47, and 48) there is a marked variation here, even in dips from the same 
portion of the melt. 

The molds are of cast iron and are heated to about 150° to 200°C. — 
before the bullion is poured into them. As the metal is a better heat 
conductor than the air, that portion of the bullion which is in contact with 
the mold probably solidifies first, whereas the top cools last. This might 
produce a bar of the following characteristics: Since the four lower 
corners chill first, they might contain a higher percentage of the metals 
and non-metals of the highest freezing points. By the term “freezing 
point” as here used is meant a resultant of the absolute freezing point of 
the metal or alloy, and the saturation point of this same metal or alloy 
inthe melt. This is offset to a certain degree by some of the metal solidi- 
fying as soon as it strikes the mold and not permitting any segregation. 
Next in order would be the four upper corners, then the bottom and sides, 
and lastly, the top which may be somewhat protected or blanketed by a 
thin coating of slag. The middle of each face would probably freeze later 
than any other point of that face, and the center of the bar, approximately, 
would solidify last, or possibly a thin film through the center and parallel 


to the bottom might be the last to take the solid form. The specific 
cheats of the various elements making up the bar would exert a differential 


tendency in its cooling. If mercury were present, on account of its low 
melting point, it might tend to segregate to that portion of the bar which 
freezes last. The solvent properties of the metals and their alloying 
characteristics would also exert an appreciable influence here. Arsenic 
is known to cause a lack of uniformity, even where present in small 
amounts, but the exact nature of this action does not seem to be under- 
stood. A considerable amount of the volatile and easily oxidized ele- 
ments are driven off during the melting stage, zinc, lead and bismuth 
being detected in the flues, but as charcoal covers are used, this expulsion 
is not complete. Unfortunately, an elaborate qualitative and quantita- 
tive analysis of this bullion was not feasible, owing to lack of equipment, 
and to certain restrictions placed upon the operating departments of the 
assay offices. Extensive drilling was therefore resorted to for a few bars, 
and some interesting variations determined. 

From the drillings and dips taken in the usual manner for bar 49, the 
following assay values were obtained: 
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‘Bottom Drills Top Dips | Bottom Dips 


g8t.6 | gg1.2% 
881.4 | 881.3 | 


881.7 
Sole Jia 


881.1 | 
fol Reg ee 


Less than one point of silver 
present, 


This bar was specially. drilled as indicated in Fig. 2, each drill hole ex- 
tending to the middle of the bar. The bar was 1034 in. long, 414 in. 
wide and 244 in. thick, and weighed 824.81 troy ounces. 

The points x, x represent the regular places for drilling the top of the 
bar, and y, y the places for taking bottom drillings. The points a, b, c, d, 


Plan 1" 
f : , Scale 
Fia. 2. 


Che O30, 94. 105-4. n, 0; p aré on top of the bar and spaced as shown. 
The points q, 7, s, t, wu, are on the bottom of the bar. The drillings from 


TaBLE III.—Assay Values of Special Samples of Bar 49 


~~ you. LIv.—33 
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each hole were carefully mixed to insure uniformity (as far as possible) 
and were assayed in duplicate. Bars 50 and 51 were drilled in the same 
manner, and all the samples likewise assayed in duplicate. The values 
determined from these assays are given in the accompanying tables. 


Taste IV.—Assay Values of Special Samples of Bar 50 


A B Cc D E F G H 


875.4 


875.6 874.0 
875.5 873.2 


From the drillings and dips taken in the usual manner for Bar 50, the 
assay values shown in Table V were obtained. 


TaBLE V.—Assay Values for Bar 50, Samples Taken in Ordinary 
Manner 


Top Drills | Bottom Drills Top Dips Bottom Dips 


874.3 
874.0 


874.4 
874.4 


874.1 
874.4 


874.2 
874.4 


Two points of silver present. 


Bar weighed 822.09 oz. Dimensions same as Bar 49. 


TaBLE VI.—Assay Values of Special Samples of Bar 51 
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TABLE VI.—(Continued) 


Q | R S T | U 


888.7 | 883.9 883.1 883.7 884.6 
888.7 882.8 882.3 883.1 885.7 


From the drillings and dips taken in the usual manner for Bar 51, the 
assay values shown in Table VII were obtained. 


TaBLE VII.—Assay Values for Bar ‘51 Samples Taken in Ordinary 


’ Manner 
Top Drills Bottom Drills Top Dips |Bottom Dips 
pane eae Be eoa:8 Five points of silver present 
883.8 882.8 882.3 882.9 P Ms Shea 


Bar weighed 815.31 oz. Dimensions same as Bar 49. 


Top Plan, Bar 52 Scale 1" 


HiGano 


A large number of drillings were taken from two other bars. The 
method of drilling is shown in Fig. 8. The dimensions of the bars were: 
length, 1214 in., width, 514 in., and thickness, 214 in. Bar 52 weighed 
949.34 oz., and Bar 53 weighed 942.34 oz. 

Drillings from a to b’ through z, inclusive, were taken from the top 
of the bar. The bottom drillings c’ and d’ were taken under y and d, 
respectively. After assaying samples a and b’ separately, the samples 
were carefully mixed and assayed as the top drills. Similarly, c’ and d’ 
were first assayed separately and then mixed and assayed as the bottom 
drills. Separate treatment of the end drillings shows different values 
for the two ends of the bar, a point lost sight of where the drillings are 
first mixed and then assayed. This becomes more noticeable when 
diagrams are constructed on these values. 


. 
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Taste VIII.—Assay Value of Special Samples of Bar 52 


837.7 | 840.0 | 838.4 | 839.2 | 835.5 | 838.9 | 838.3 | 838.2 | 836.5 | 837.4 
838.6 | 840.4 | 839.9 | 839.3 | 836.4 | 838.5 | 839.3 | 838.4 | 836.2 | 837.4 


From the top drillings obtained by mixing samples a and 0b’, the 
bottom drillings obtained by mixing samples c’ and d’, and the dips 
taken in the usual manner for Bar 52, the assay values given in Table IX 
were obtained. 


Bottom Plan, Bar 53 Beaded 4" 


a) 


Fia. 4. 


Taste 1X.—Assay Values for Bar 52 Samples Taken in Ordinary 
; Manner 


’ Top Drills | Bottom Drills| Top Dips Bottom Dips 


837.9 836.9 837.5 838.0 , 
838.2 : 836.8 888.2 837.6 é - 

838.3. 938.4 837.9 | 838.9 Six points of silver present. 
837.8 S38:4° 1) 28s6 4a. | 83.8" 
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Drillings ¢ to w inclusive (Fig. 4), were taken from the bottom of the 
bar. Samples a and b were drilled from the top of the bar over e and u 
respectively. After assaying samples a and b separately, the samples 
were carefully mixed and assayed as the top drillings. Similarly, c and 
w were first assayed separately and then mixed and assayed as the bottom 
drillings. As was true with Bar 52, comparison of assays a, b, c, e, u 
and w shows considerable variation between the two ends of the bar. 


Taste X.—Assay Values of Special Sample of Bar 53 
een ere SEOs tay tha Se eR he 


Q R | S | 7 | U | V4 | W 
829.3 829.3 833.2 829.0 829.9 831.5 828.8 
829.7 $29.4 832.8 828.8 829.0 831.1 828.7 


From the top drillings obtained by making samples a and b, the 
bottom drillings obtained by mixing samples ¢ and w, and the dips taken 
in the usual manner for Bar 53, the assay values given in Table XI were 
obtained. 


TaBLeE XI.—Assay Values for Bar 53, Samples Taken in Ordinary 
Manner 


Top Drills Bottom Drills Top Dips Bottom Dips 


831.3 831.2 831.0 830.0 
830.5 831.4 831.1 | 829.7 ee: 
832.3 829.8 829.3 831.5 era ye ieee 


4 Sao ee neers 829.6 831.7 831.5 


Construction of Diagrams 


The horizontal length of the diagram in each case represents the 
outside dimension of the bar along the line of the profile. As no sample 
is taken less than an inch from the edge of the bar, the curves all terminate 
inside of the diagrams. The vertical control is that of fineness, the 
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extremes taken so as to include all assay values on the bar. This feature 
is apparent on the last or composite diagram for each bar, upon which 
are assembled the assay values of all the drillings from that bar. In 
this diagram the values are all projected upon a plane passing lengthwise 
through the center of the bar and normal to the end and bottom faces. 
The light solid horizontal line passing through the diagram—and 
curves in some cases—represents the average value of the dip assays, 
and probably is a very close approach to the true value of the bar. The 


A 


t 7 k i m n ty) PR 
Puate I.—Bar 49. 


letters along the base of the diagram are the points on the bar from which 
the drillings were taken, and over these letters are placed the corre- 
sponding assay values. Each diagram is thus an assay profile along a line 
through the lettered points, the last diagram for each bar being a com- 
posite profile along a longitudinal medial plane, all assay values of the 
drillings being projected upon this plane. All drilling assay values are 
placed upon the diagrams except Plates XII and XITI, and the curves are 
drawn through the average for any point. ; > 
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Several methods of drawing curves through these average values are 
possible, and each one may be nearly equally justified. 

1. Straight lines may be drawn between consecutive average values, 
the profile consisting of a zigzag line made up of straight segments. 

2. Asmooth curve may be drawn through consecutive average values, 
without regard to what might lie beyond each end of the curve. 


a apa be ke plod aemeettary 6 FeO ho Puc 
t U 
Puate II.—Bar 49. 


3. A smooth curve may be drawn through consecutive average values, 
and this curve be bent toward the horizontal at each end. 

4. A smooth curve may be drawn through consecutive average values, 
but warped toward the average dip value. This would assume all other 
than dip values as departures from the true value and as abnormalities. 

5. An average of two consecutive averages may be taken and its de- 
parture from the dip average noted (call this departure d). Now take 
the dip average as a datum line, and half way between the two averages 
considered (horizontally), insert d with its sign changed. This is merely 
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a device for obtaining low values to offset the high values. Either short 


straight lines or a smooth curve may then be drawn through all points, 
average values and the new points thus computed. 

The first method assumes that assay values were taken at all maximum 
and minimum points, and that the gradation between points is uniform. 
This is certainly not necessarily true, and is probably never attained. 

The second method considers that all maximum and minimum points 
are represented, but does not suggest uniform gradation between points 
sampled. Thus the curve between points is dependent upon adjacent 


Piats III.—Bar 50. ‘ 


values as well, and therefore is probably in less error than the zigzag line 
of method (1). As it is not necessarily true that all maxima and minima 
are represented, there is undoubtedly a departure from actual conditions, 
but the only remedy for this would bea determination of essentially all 
points of the bar,'a proceeding manifestly impossible. j 

The third method bends the curve ‘toward the horizontal at each end. 
This undoubtedly possesses merit in some ‘cases, but may introduce 
errors in other instances. It is essentially the same as (2). ; 

The fourth method brings out interesting contrasts, but certainly 
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cannot represent true conditions in the bar. It might still leave all 
or most of the profile above or below the dip average, a lack of balance 
probably not the case. A glance at the assay values and diagrams for 
bars 49, 50, and 51 will show the difficulty of realizing such conditions 
with some bars. 

Such a diagram as outlined in the fifth case or method would show some 
of the variations demanded if we are to consider the dip average as the 
true value. Although introducing mid-points, in the opinion of the writer 
it may more nearly meet the conditions of the case than any of the other 
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Puate IV.—Bar 50. 


methods. Inall probability it does not properly place these variations, ) 
but at the same time it shows what the minimum variations must be if the 
dip value is the true datum line. For instance, such a composite diagram 


as Plate VI, B, cannot tell all the story, for where are the low values to 


offset the high ones and give the true bar value? Much of this adjust- 
ment is undoubtedly accomplished in the outer film of the bar, outside 
the curve terminals, but not necessarily all. 

In the first nine plates the second method was used. For bar 53 
the third method was followed, and it shows curves nearly identical with 


622 SEGREGATION IN GOLD BULLION ‘Ta 


those obtained with the second method. In Plate XIII the first and fifth ; 
methods were used. . 
Discussion of Curves 
Bars 49, 50 and 51.—As these three bars were of the same size and 
shape, and as they were sampled in identically the same manner, a com- 


parison of their diagrams may be instructive. he 
Noting the curves along the diagonal line on top of the bar, it is seen 
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that essentially all the average values are above the average dip value, 
emphasizing the difficulty of obtaining the fineness of such bullion from 
drillings. Another feature is the large bulge or wave-like crest in the 
curve near one end. The reason for this is not known, as the melt is 
poured across the mold from end to end, and principally atthe center. As ° 
the drillings from each end are mixed and assayed in duplicate, both end 
values are alike. Duplicate values would not likely result if the drillings 
from each end were assayed separately. In the case of each of these three 
bars the curve is convex upward. 
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Examination of the curves for assay values along the central line on 
top of the bar shows a similar wide range of values and a still greater 
departure from the average dip value. Each of these curves is essentially 
concave upward, in contrast to the convexity of the curves along the 
diagonal line. In speaking of the cooling of the melt, mention was made 
of the probability that the center of the top of the bar may be the last 
part of this face to solidify. If this is true in principle for the bar itself, 


A 


Puate VI.—Bar 51. 


and a metal such as mercury were present, a lower assay value for this 
portion of the bar might be expected. However, it might be expected 
to fall below the average dip value rather than above. As in the previous 


‘ease, nearly all the assay values lie above the average dip value. 


The curves for the central line along the bottom of the bar have one 
noticeable trait in common; namely, a concavity upward which is due 
to a lower value near the center of the bar. In keeping with this feature 
is the hypothecated action due to the unequal rates in cooling. The 
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center of any face probably cools or solidifies later than any other portion 
near the edges, such as along the borders or near the corners. At the 
centers, these curves, except that on Plate VII, A, pass below the aver- 
age dip value, although most of the curve is above. 


Puatr VII.—Bar 52, 


In the composite diagrams the curves are still more irregular but all 
illustrate the high values of drillings and the inadvisability of attempting 
to determine fineness of such bullion from such samples. 

In Plates II, B, and IV, B, the end averages are nearly coincident with 
the dip averages. In Plates VI, B, TX, D, and XII, B, however, these end 
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average values are not the same as the dip averages, but are higher in 
some cases and lower in others. 

Bars 52 and 53 were sampled according to a different scheme. Lines 
were drawn parallel to the edges, and drillings were taken at short inter- 
vals along these lines (see Figs. 3 and 4). 
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Puate VITI.—Bar 53. 


The bottom of bar 52 and the top of bar 53 were sampled in the official 
manner previously described. Plotting these values lengthwise and 
crosswise of the bar, two sets of curves were obtained. A composite 
diagram is also given for each bar. The diagrams are arranged in pairs 


so as to contrast similar portions. Thus for bar 52 the profile along 
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aeimquy corresponds in position to that along dhlptxb’. Each curve con- 
nects a series of averages for assays of drillings taken parallel to, and at 


a given distance from the edge of the bar. On a given face these profiles _ 
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Puiate IX.—Bar 52. 


might be expected to show similar variations if the liquation in such cool- 
ing is merely a matter of rate of cooling rather than a complex function 
depending upon many variables, conspicuous among which is apparently 
composition. Possibly the term liquation is here inapplicable, as the 
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solid bar may (and in all likelihood does) somewhat resemble a rock of 
heterogeneous mineral composition, rather than a liquated magma. 
Close proximity to the walls of the mold may exercise much the same 
function as proximity to inclosing wall rock in the case of a cooling 
magma. Here, however, the solution of metal in metal (or non-metal) 


Pirate X.—Bar 53. 


and the peculiar properties of alloys may vary the final products 
considerably. 

Thus in Plate VII, A and B, each curve shows a conspicuous crest at 
the center and a conspicuous trough to the right of this crest. - Or the 
right half of the curve shows two crests with an intervening trough. In 
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each case the central crest separates two dissimilar curves. N either 
curve is decidedly concave or convex upward. Unlike preceding curves 
they are approximately bisected by the dip average. 

Comparing C and D a slight similarity is noted, in that both are con- 
vex upward and the variation from one edge of the bar to the opposite 
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Puate XI.—Bar 53. 


side is consistent for both profiles. Considerable variation, however, is 
shown in these profiles. f 

In Plate VIII, contrasting A and B, some like features are apparent. 
The curves are both concave upward and average well above the dips. 
The central trough in each reaches nearly the same minimum value, 
whereas the ends show similar maxima, 
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C and D are both convex upward and average well above the dips. 
These curves which are convex upward, are just the opposite of A and 
B which are concave upward, and show that if there is such a thing as 
concentration of a metal such as mercury toward the center, it is more 
than offset by some reverse process, at least locally. 

In Plate IX, A and B are not much alike. A is unlike C on Plate 
VIII, although it is an adjoining profile, whereas B is similar to D of 
Plate VIII, but less pronounced. C, Plate IX, is concave upward and 
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Mixed Top and Bottom Drills not Included on Composite Diagram 
Puiate XII.—Bar 53. 


in harmony with a possible concentration of such a metal as mercury at 
the center. At variance with this, however, is the fact that the entire 
curve is above the dip average. 

The composite diagram D shows a curve with three well-defined 
crests and two troughs, and with an average somewhat above the dip 
average. Although the range in individual values is considerable, the 
point averages are fairly close to the dip average. ‘The grouping of the 
assay values shows well-defined maxima and minima points. 

VOL. LIv.— 34 
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Bar 53 was drilled in a way somewhat similar to bar 52 except that 
the drillings were from the bottom of the bar instead of the top. This, 
it was hoped, might furnish data for contrasting cooling in a face exposed 
to the air or to a thin slag coating, as compared with the cooling of a face 
next to the mold. Drilling one or several of the lateral faces might show 
other gradations and bring out interesting contrasts. 

In Plate X, A and C are similarly situated, and both show downward 
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Puate XIII.—Bars 52 and 53. 


gradients from left to right. Neither one, however, is decidedly concave, 
or convex upward, and the curves are not very similar. Curve A shows 
erratic tendencies whereas C indicates a less variable decline in value 
from left to right. B, which is along the medial line of the bottom of the 
bar, is concave upward, but is in decided contrast with both A and B. 
In some ways, however, it seems to be a composite of both A and C, ex- 
cept for the values of s and v which seem abnormally high for this bar. 
In Plate XI most of the curves are convex upward, but do not go 
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together well in pairs. For instance, A and B are similarly situated, but 
are in strong contrast; similarly for C and D, C being slightly concave 
upward. Since £ is on the same side of the bar as A and C we might 
compare them. It is not very far from being a composite of A and C, 
although the left end is rather low. 

Comparing F with B and D we find that the convexity upward of Be 
which is more conspicuous in D, has nearly disappeared in F, the maxi- 
mum point having fallen well below the dip average. 

A of Plate XII is a fair composite of EZ and F on Plate XI, and lies 
between them on the bar. It is nearly a straight line, the variation being 
a slight concavity upward. B on Plate XII is the composite for bar 53, 
and, although it shows wide range between individual assays, indicates a 
bar more nearly uniform than any of the preceding. The curve is slightly 
concave upward although the average value of drillings is very close to 
that of the dips. 

In the diagrams on Plates X, XI and XII, the curves are bent toward 
the horizontal at the ends, but this feature is inconspicuous in the final 
product. f 

If a curve were constructed according to the fourth method suggested 
at the beginning (warping all portions of the curve between the maxima 
and minima toward the dip average) the result would be rather striking 
and extremely improbable. This would be especially conspicuous for 
bars 49, 50 and 51. 

For these reasons two diagrams are given for composite values of bars 
52 and 53, constructed according to the first and fifth methods, the zigzag 
line of short straight segments being used rather than the smooth curve. 
The composite diagrams for both of these bars show average points which 


are less extreme, measured from the dip average, than those for bars 49, 


50 and 51, and for these reasons were chosen. The intermediate and 
extreme points are chosen so that the areas above the dip average but 
below the profile are equal to the areas below the dip average but above 
the profile. Or considering the areas between the dip average and the 
profile as positive or negative according as they are above or below the 
former, the positive areas equal the negative. Some such balance must 
exist if the dip average represents the true assay value of the bar. Sucha 
diagram does not show, necessarily, the exact location or manner of such 
variations, but it does give a minimum variation. Possibly much of this 
balance may be accomplished in the outer inch of the bar, rather than 
within this profile. Complete adjustment in this outer portion, how- 
ever, seems improbable to the writer, especially in profiles such as Plates 
II, B, IV, B, and VI, B. In profiles such as Plates IX, D, and XII, B, 
where values in the profile are both below and above the dip average, it 
seems much more reasonable to suppose that an approximate balance is 
maintained within the profile. The same may be true for Plates II, B, 
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IV, B, and VI, B, in which cases the local variations are extreme in places. 
Although the gradation is almost surely not along straight lines, the 
turning points may be as sharp as those in the diagram, and are not 
necessarily curved crests or troughs. 

In both profiles on Plate XIII one end of the diagram shows a rising 
value, whereas the other end shows a decreasing value. Neither extreme 
is far from the dip average but the erratic variation is thus shown. 
These two bars, however, are less heterogeneous, or variable through a 
smaller range, than many cyanide bars, and although an average of all 
the drillings is close to that of the dips in these two cases, it is decid- | 
edly otherwise in many other instances, such as bars 49, 50 and 51, as 
well as many of the bars listed between 1 and 48. 

Another interesting feature brought out by these diagrams is the 
variation in assay value of individual samples. In the simple diagrams 
this variation seems equally conspicuous along the profile (or bar) and 
does not appear to favor any single portion of the bar. The composite 
diagrams cannot of course be here considered, as there is superposition 
of points, due to projection on the medial plane. 

In a study of these curves a few characteristics seem to be common, 
but no attempt will be made to offer other than tentative reasons for such. 
It is to be hoped, however, that a further detailed examination may be 
undertaken to clear up these points. Such an examination is of necessity 
confined to the government mints (or possibly assay offices) but for some 
reason the men in these places have been handicapped by a lack, either 
of time or of a desire for such an investigation. Considerable extra time 
is required for such detailed sampling, and still more elaborate methods 
must be pursued before a satisfactory solution is reached. This is out of 
the question in t 1e assay offices as the time elementis an important feature, 
and also on account of the bookkeeping system used, no sampling being 
possible after settlement on a bar is made. At the mints an unusual 
opportunity is afforded, and such work would be of considerable value to 
the service as well as of scientific interest. 


Summary 


1. Drillings taken near an edge are extremely variable, but generally 
assay higher than the dips, a fact which may be due to early solidification 
and an accompanying segregation in those portions of the bar of metals of 
the highest freezing points, taking into account mutual solubilities and 
alloying tendencies. In a platinum-gold alloy this same characteristic is 
very apparent, but is due, as Mathey observes, to the liquation of the 
platinum. 

2. The center of the bar, top and bottom, is usually lower in value 
than the dips. As suggested early in this paper, this may be due to a late 
solidification in these and similar points, which results in a higher per- 
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centage of base metals with low freezing points. Mutual solubilities 


may be a factor here, also, but the substance in large excess (gold) does 
not concentrate toward the center or last place of solidification as does 
quartz in the cooling of a quartz-rich magma. 

3. In a majority of cases the top drillings assay higher than do ‘those 
of the bottom, and the same is true of the dips. In order to balance the 
personal equation the method of weighing up assays was reversed so that 
the weigher who received the top samples at first, later received the bot- 
tom samples. For this reason samples were frequently exchanged in 
weighing. The same variations, however, continued to be apparent. 

An extreme range in the dip assays is in some cases due to the presence 
of impurities introduced while the dips are being taken. Where a scori- 


. fier is used to catch part of the stream of metal, small pieces of clay might 


easily be caught and retained in the bullion granules. 

4. Drillings taken at any one point along these profiles vary as widely 
in assay value as drillings of any other point similarly chosen. Also, 
maxima and minima points are as apt to occur near the center of the 
bar as near the ends. From this standpoint the corner drillings seem 
no better nor worse than drillings from nearer the center. 

5. The liquation in some cyanide bars is similar to that which takes 
place when the rare metals are present in appreciable amounts, but in the 
former instance it seems to be due to the presence of certain base metals. 

Attention is again called to the fact that these difficulties are not met 
with where a small amount of silver is present, as the presence of this 
latter metal seems to diminish segregation. Lessened segregation is 
probably due to the solvent properties of silver toward certain base metals 
such as lead, zinc, etc. Silver may exert an appreciable influence on other 
metals or non-metals also. Where 90 or 100 points of silver were known 
to be present in the bar, no dip samples were taken, and the drillings rarely 
failed to check well within the limits allowed. This is doubtless due to 
the fact that silver or silver-gold alloy in which the silver content is nearly 
10 per cent., or better, is a good solvent for the metals or non-metals 
causing the segregation. Pure or silver-free gold is not a good solvent 
for these substances and hence does not prevent the formation of an 
irregular bar. 

This suggests one way to overcome the difficulty of assaying cyanide 
bullion, although it does not solve the problem. If to all such cyanide 
bars known to contain little or no silver, a small amount of the metal be 
added in melting, a uniform bar after melt could be easily obtained and its 
fineness accurately determined. From the fineness thus obtained the 
inquartation silver could be subtracted, leaving the silver fineness of the 
original bar. As such gold bars are alloyed with silver for refining opera- 
tions, the above suggested operation would mean a little additional work 
for the computers only, but this extra work would be more than offset 
by the increased accuracy of the gold assay. 
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DISCUSSION 


Freperic P. Dewny, Washington, D. C. (communication to the Sec- 
retary*).—I wish to congratulate Professor Hance and to thank him for 
his extremely valuable addition to the fund of data upon this subject. 
It presents clearly conclusive and incontrovertible proof of the unre- 
liability of drill samples of this class of metal for determining the value 
of such bullion. I am afraid, however, that his hope that some one in 
the mint service might continue such an investigation upon a more 
elaborate and exhaustive scale is, for the present at least, doomed to 
disappointment. i 

As a practical matter, the mint service is not now particularly in- 
terested in segregation in crude bullion. So much trouble and friction 
arose, both in the original purchase and in the transfer from one institu- 
tion to another, in handling segregated bullion, that it became necessary 
to adopt drastic measures and now it is seldom attempted to determine 
the value of such bullion in the service. When bullion known or even 
suspected of being segregated is presénted for purchase, it is at once 
strongly refined in the pot and the disturbing elements so far removed 
that concordant assays may certainly be obtained from the dip samples 
and a reasonably fair agreement obtained from drill samples. The mint 
service prefers that the owner should refine his bullion himself, but if he 
does not we will do it at his expense and return the slag to him when 
desired. 

Much work has been done in the mint service trying to arrive at the 
value of deposits of segregated bullion without strong refining. It 
was no unusual thing for such deposits to be melted three times at the 
purchasing office and to have 30 to 40 assays on the metal made before 
buying it. Yet when shipped to a mint it was found necessary to melt 
two or three times more and to make 15 to 25 assays before the mint 
would accept the bar, and there were considerable differences between 
the valuations of the two offices. In what was undoubtedly the worst 
case ever investigated, the purchasing office melted the deposit, 953 oz., 
three times, with a loss of 105.5 oz., and made 46 assays; the mint melted 
three times, with a loss of 6.6 0z., and made 28 assays. The mint allowed © 
the purchasing office 1.178 oz. of fine gold more than the purchasing office 
claimed, while an extensive investigation of the mint samples by the 
Bureau, in which over 100independent assays were made in various service 
laboratories, indicated that the metal carried 0.7 to 0.9 oz. more of fine 
gold than the mint allowed. Preliminary assays on the original metal 
indicated that it was about 661 fine in gold. Even after all the assays 
made on the mint samples, I would not be absolutely positive as to the 
composition of the final bar, but it may be taken as close to 751 fine in 


* Received Feb. 7, 1916. 
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gold, 60 in silver and 189 in base. Undoubtedly more refining was re- 
quired in order to obtain thoroughly reliable and satisfactory assays. 
Subsequently a bar from the same mill was refined to over 900 fine in 
gold by the purchasing office and accepted at the mint, on six assays, at 
the purchasing office valuation. 

One office expended a tremendous amount of energy upon this ques- 
tion. For six months it was attempted to determine the gold in all such 
deposits, several hundred of them, as received, for the purpose of compari- 
son with the amount paid for after melting and more or less treatment 
by the office. There is a sprinkling of cases where the difference was 
within reason, $10 either way, but a very large proportion of them 
showed a much wider variation. Some of them were startling and these 
were not by any means all on one side. In nearly 100 cases, selected at 
random and tabulated for an entirely different purpose, there were five 
cases of plus differences and six cases of minus differences of over $200 
each. The highest plus variation was $609.43. The highest minus 
variation was $413.76. Owing to the many and serious difficulties of 
determining the value of the metal as received, it would not be at all 
proper to speak of these differences as gains and losses. The best that 
can be done’in this line is to call them apparent gains and losses, but 
even this is not always entirely warranted. 

In some cases the metal was received in small bars and several melted 
together, but this by no means secured agreement in the two valuations. 
Six bars from 79.78 to 157.01 oz. in weight were melted together, with a 
loss of 10.63 oz., but the assays varied from 349.9 to 352.6 fine in gold, 
and the bar was remelted, with a further loss of 43.13 oz. when the gold 
assays showed from 371.3 to 371.9 fine, upon which the bar was reported 
at 371.5 fine in gold, the silver being 557 fine and the base 71.5. Four 
assays had been made on each one of the small bars, making a total of 24, 
but there was an apparent loss of $201.51 shown by the final bar. The 
maximum plus difference noted above was on a mass melt of three bars, 
about 200 oz. each, totalling 609.83 oz., which was melted with a loss of 
73.57 oz. The refined bar showed 908 fine in gold, 62 in silver and 30 base. 

Twelve small bars weighing 39.70 to 50.15 oz. each, and totalling 
548.38 oz. were melted together and held under blast for 4.5 hr. with a 
loss of 21.93 oz. in weight and an apparent loss of $67.54, but the gold 
assays varied from 917.9 to 919.9 fine. The bar was remelted, with a 
further loss of 7.17 oz., but with an apparent gain of $8.87 in value over . 
the first melting. There was an apparent loss of $58.67 on the calculated 
value of the 12 individual bars. The final bar showed 932 fine in gold, 
48 silver, and 20 base. 

Four bars ranging from 156.88 to 223.07 oz. and totalling 751.10 oz. 
were each assayed four times showing wide variations in the sets of gold 
assays. Roughly speaking, the silver could be said to average approxi- 
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mately 48 fine and the base 130. Upon being melted together, with a 
loss of 37.29 oz. the gold assays ranged from 863.2 to 865.7 fine. The 
apparent loss in value was $7.69. On a second melting with a loss of 
22.66 oz. the gold assays varied from 892.4 to 894.4, and there was an 
apparent gain of $2.42 on the figured value of the four individual bars. 
Ona third melting with a further loss of 21.21 oz. the gold assays ranged 
from 917.6 to 918 fine, and there was a final apparent loss of $47.92 on 
the estimated value of the four bars. The final bar was 55 fine in silver 
and 27.5 base. 

After this investigation the office abandoned all attempts to nurse 
along such metal by mild treatment in stages and proceeded at once 
to strongly refine all suspicious bars. In general, the method consists 
in blowing air onto the surface of the molten metal, adding an acid flux 
as necessary, thickening occasionally with bone ash and skimming. 

Recently the shippers have supplied their assays of 14 bars for 
comparison. Curiously the assay office results showed gains of gold 
over the shipper’s figures in seven cases and losses in seven cases. As 
received, these bars varied in weight from 800 to 1,100 oz. with a total 
of 13,122.72 oz. After refining they weighed 736 to 1,043 oz. totalling 
12,125.83. The total loss in melting was 996.89 oz. or an average of 71.2 
oz. per bar. The individual loss in melting ranged from 50.75 to 89.40 
oz. per bar. As received they varied from 240.5 to 301.1 fine in gold, 
556.3 to 628.9 in silver and 122.5 to 173.5 in base. After refining, the 
apparent gold gains ranged from 1.519 to 5.601 oz. on a bar, the total 
apparent gain being 22.128 oz. The apparent gold losses varied from 
0.932 to 4.485 oz. on a bar and totalled 15.659 oz. The net apparent 
gain of gold was 6.467 oz. In the case of the silver there were 12 ap- 
parent gains ranging from 1.44 to 11.45 oz. on a melt and totalling 64.58 
oz. The two apparent silver losses were 3.33 and 23.78 oz. The net 
apparent gain of silver was 37.47 oz. The slags were returned to the 
depositor and undoubtedly he realized further gains from them. These 
figures appear to show a substantial gain to the shipper by having his 
bullion strongly refined before being purchased by our assay office, but 
they emphasize most emphatically the difficulty of correctly determining 
the amount of gold present in the original unrefined bullion. 

A great many of our troublesome bars have been over 100 fine in ° 
silver and some of them very much over. Eight bars ranging from 43.42 
to 138.04 oz. and totalling 702.30 oz. were each assayed for gold four 
times. Naturally, the range of the assays on the smallest bar was not 
so very much, being only from 275.4 to 276.1, but on the largest bar it 
varied from 282 to 288.4. The silver estimates ranged from 570 to 620 
and the base from 84.5 to 144. On melting these bars, with a loss of 
52.89 oz., the gold assays ranged from 306.3 to 309.3. It is scarcely worth 
while to compare the value of this bar with the computed values of the 
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individual bars. On remelting the bar, with a loss of 28.5 oz. the gold 
assays ranged from 322.1 to 323.1, with an apparent gain of $8.19 in 
value. On a second melting, with a further loss of 3.5 oz. the gold 
assays ranged from 324.3 to 325, with a further apparent gain of $2.26. 
The final bar was 661 fine in silver and 14.5 in base. 

Nine other bars from the same mill totalled 670.63 oz. The mass 
melt weighed 644.51 and the gold assays ranged from 277.6 to 282.3 
fine. On remelting, with a loss of 52.22 oz. the gold assays ranged from 
300 to 301.4 fine. On a second melting, with a further loss of 15.93 
oz., the gold assays ranged from 308.4 to 309 fine. The final bar was 
672-fine in silver and 19.5 in base. 

There is, of course, no comparison between this metal and that 
so successfully treated with silver by Professor Hance, but seven small 
bars totalling 270.47 oz. yielded a mass melt weighing 250.40 oz. on which 
the gold assays varied from 742.5 to 745.6 fine. On remelting, with a 
further loss of 14 oz. the gold assays varied from 786.8 to 789.5 fine. 
On a second remelt, with a further loss of 17.35 oz. the gold assays varied 
from 846.9 to 847.8 fine. The final bar showed 100 fine in silver and 
53.5 base. A bar weighing 726.93 yielded four gold assays varying from 
807.4 to 811.1, the silver being approximately 115 and the base 76. 
On melting, with a loss of 42.37 oz. the four gold assays varied from 855.7 © 
to 855.9, the silver fineness was 120 and the base 24.5. 

It is therefore apparent that much more investigation is required 
in order to determine the class or classes of gold bullion in which segre- 
gation can be overcome or reduced by the addition of silver. 


GrorcE C. Stonz, New York, N. Y.—I do not know whether the 
gold people have tried the method used by the zinc men in sampling. 
We have found that drilling was very unsatisfactory. Ordinary spelter 
segregates pretty badly; the lead is irregularly distributed, and there is 
always more at the bottom of the slab, so that when we drill we drill 
completely through, but we have found that the much more satisfactory 
way with spelter was to saw the slab, and by taking saw cuts from each 
side more than half way across, we obtained samples that would check 
with each other, and give a most excellent material for the laboratory. 
‘The sawdust is so fine that it is easily mixed, and several duplicate samples 
an be weighed out and checked with each other perfectly, and samples 
taken by different people will check extremely well. 

I have never heard of it being used in connection with gold bullion, 
‘but I think it would be worth experimenting with, Some of the men 
here have had experience with the two methods of sampling. 


Francis P. Sinn, Palmerton, Pa.—A number of years ago we were 
using the method of sampling spelter which Mr. Stone spoke of, drilling 
the slabs. The chief trouble that we had was keeping the drills in shape 
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and in cutting up the strips made by the drills. Our present method 
of using an ordinary band-saw has saved us a lot of time not only in 
taking the sample from the slab but the sample requires practically no 
preparation. It has saved us both time and money. I should say that 
where we are making 100 tons of spelter a day it saves us the labor of 
three or four men every day. 


Grorcr C. Stonz.—Mr. Sinn did not mention that he is making 
the high-grade spelter, of which the analysis has to be within very close 


limits, and they (New Jersey Zinc Co. of Pa.) take more samples, prob- 


ably, for the tonnage than at any other works. 


E. G. Sprussury.— What number of samples are supposed to be taken 
of this high-grade spelter and what percentage of the slabs are taken as 
samples? 


Francis P. Sinn.—In shipping our spelter, we take one slab from 


every 20 that go in a car, and make three cuts in that slab. We take a | 


cut half through on one side at one end, half through on the same side 
at the other end, and half through the middle from the other side, so 
we feel that we cover the slab pretty well in that way, and do not destroy 
the slab itself by allowing it to break. We are sampling our spelter also 
as it is made, that is, we sample it hot. We use a small dipper, take a 
small sample from each ladle, and drop this into water, and the spelter 
breaks up into a small sort of spatter which is not exactly granulated. In 
this way we get a sample from every bit of spelter that is made, a little 
being taken from every ladle that is poured. 


Mr. Smiru.—I would like to ask Mr. Sinn how he takes the sample 
from the ladle? 


Francis P. Sinn.—We use a small iron dipper and are criticized, of 
course, by the casual observer. He would say that a certain amount of 
iron would get into the sample from the dipper. As a matter of fact, a 
skull forms on the inside of the dipper that protects the sample. We 
‘always form that skull in the dipper before keeping the sample. It is 
really a galvanized dipper. 


* 


Mr. Smrru.—Is the sample taken from the bottom of the ladle or 
from the spelter, as poured? 


Francis P. Srnn.—Our experience has been that there is no possi- 


bility of actually settling the lead in spelter that runs under 1 per cent. 
of lead, and we are making spelter running considerably under 1, per 
cent. When we started our method of sampling, we took separate 
samples from each part of the ladle as it was poured and thoroughly 
tested out the conditions, but we take the samples from the top of the 
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ladle now. If the spelter runs over 1 per cent. of lead there isa possibility 
of not getting an accurate sample in this way. 


H. L. Gurnn, Seattle, Wash. (communication to the Secretary*).— 
I quite agree with the author that in determining the values of bullion 
the dip samples are better than drills. In order to avoid the possible 
errors to which he refers, caused by particles of the scorifier-dipper 
getting into the sample, I suggest the use of a device which we have found 
comparatively satisfactory in the United States Assay Office in Seattle: 
Instead of using a scorifier to take the dip samples we use a graphite 
stirring rod. In the side of this rod near the lower end is bored out a 
small pocket which will hold an ounce or more of the molten bullion. 
With this stirring-rod dipper we are able to take the two dip samples, 
one from near the top and the other from near the bottom, without 
delay and with no danger of the difficulties which the author experienced. 

Regarding the method of arriving at the top and bottom values of the 
bar: I prefer to assay each sample separately rather than to mix the 
samples as suggested by the author. Then, after assaying, if it is desired, 
an average of the two results may be taken, which secures the same result 
but still keeps the samples as originally taken, for future use. 

The Seattle Assay Office purchases only a small amount of cyanide 
bullion annually and what we do purchase has, invariably, a larger pro- 
portion of silver than is found in the Salt Lake bullion. We have, how- 
ever, the same trouble as was found by Professor Hance, though the 
discrepancies in assays are not as great, which is probably accounted 
for by the larger proportion of silver in the bullion. The Mint Bureau 
is under obligations to Professor Hance for his painstaking and satis- 
factory work. 

I regret that time will not permit of a more extended discussion of 
this paper. On the whole the author has handled his subject most 
admirably and I hope before long that some one may have the time and 
patience to make further experiments in order to solve some of the prob- 
lems which Professor Hance was obliged to drop for lack of time. 


James H. Hance, Iowa City, Ia. (communication to the Secretary). 
—Sampling gold-bullion bars according to the same method found so 
successful with zine bullion or spelter would doubtless yield much more 
nearly uniform assay values than drilling methods. For several pertinent 
reasons I have never tried this method, but I believe it would assist in 
getting true values, if sol/d bars only are available. The dip samples, 
however, are more easily obtained where melting or remelting is done, 
and, except in rare instances, are sufficiently accurate if carefully pre- 
pared and properly used. 


* Received Feb. 21, 1916. 
{ Received Mar. 13, 1916. 
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In many cases cyanide bars are extremely brittle, and a bar with’ 
three slots, each half way through the bar, might be too fragile for ordinary 
handling. Packing and shipment from assay offices to the mints would 
also increase the liability of breakage. \ 

Another difficulty, not necessarily serious, is manipulation of such 
sampling. Since all weights are recorded to hundredths of a troy ounce, , 
all fragments must be saved, and this would be more difficult with saw 
samples than with drillings. A more serious phase of this would be 
probable salting or contamination of the sample if the saw were not 
perfectly clean each time it was used. Cleaning the saw teeth carefully _ 
each time would be absolutely necessary, and would take time. The 
time factor, although not of primary importance, would also be ap- 
preciably greater for this method of sampling, and where the bars are © 
numerous and the help limited, this time element might be an important 
consideration. Finally, I am doubtful if this method would yield results 
of greater accuracy, if as great, than those of dip sampling. 
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A Development of Practical Substitutes for Platinum and its Alloys, 
with Special Reference to Alloys of Tungsten and Molybdenum* 


BY FRANK ALFRED FAHRENWALD, CLEVELAND, OHIO 


(New York Meeting, February, 1916) 


I. InrTRopUCTORY 


METALLURGICAL research has discovered many an alloy possessing 
properties not combined in any single metal, and progress still consists 
chiefly in the investigation and utilization of alloys. In the case of iron, 
the demands of automobiles, high-speed machines and high-duty engines 
have led to the production of special iron alloys which will meet any 
reasonable specifications in that field. In like manner, the bronzes, 
brasses and other alloys of copper have been brought to remarkable 
perfection, and for nearly every industrial purpose some alloy has been 
found more suitable than the pure metal. 

Less complete success has attended the attempt to find substitutes for 
gold, platinum, and the other precious metals. Indeed, it is not likely 
that a material can be produced which will possess all the properties 
of any one of them; yet it is reasonable to hope that, for any given use, 
the properties-required may be found in some less expensive material. 
Thus, in incandescent electric lamps, the wire passing through the thick 
glass neck of the bulb was, until recently, almost universally made of 
platinum, for the single reason that no other known material, suitable as a 
conductor, had the:same coefficient of expansion as glass. But a com- 
paratively recent investigation of the iron-nickel series! has shown that al- 
loys of those metals may be produced, the coefficient of expansion of which 
can be accurately controlled between that of iron ornickeland zero, Thus, 
in that particular industry, a substitute for platinum has been found. 

According to statistical reports, not only considerable quantities of 
gold and iridium, but also more than one-third of the annual supply of 
platinum, are used (and, in the nature of the case, irrevocably lost) by 
dentists: Platinum is thus employed in several forms. As a thin foil, 
it serves various purposes for which its high melting point, pliability, 
chemical resistance, and other properties—including the ease with which 
it may be soldered—are invaluable. But it is most extensively used in 


- * Condensed from a dissertation submitted in partial’ fulfillment of the require- 
ments for the degree of Doctor of Philosophy in the University of Michigan. 

- 46, E. Guillaume: Non-expansive Alloys, The Metallographist, vol..vi, p. 162, 1903. 
Grenet and Charpy: Dilatation of Steels at High Temperatures, The M etallographist, 
vol. vi, p. 238, 1903. 
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the alloy with iridium, which is more resistant chemically than pure 
platinum, solders as readily, and possesses, besides, the quality of stiffness, 
and is not seriously softened by annealing at ordinary soldering tem- 
peratures. These advantages dictate its use, in spite of its high cost. 
The discovery of a substitute in dentistry for platinum and platinum- 
iridium, especially if it possessed useful properties which they lack, would 
be eagerly welcomed, and would find wide application in other arts also. 
The solution of this problem has been undertaken by the Research Foun- 
dation of the National Dental Association, for which the work described 
in this paper was done by the writer.t 

The substitute desired must satisfy the following conditions: 

1. Its melting point must be high, at least well above 1,200°C. 

2. It must not be affected by those chemical compounds formed in its 
application, nor should it oxidize at a soldering temperature. 

3. It must possess sufficient strength to resist stresses tending to 
change its form while in place, and at the same time be sufficiently pliable 
to be worked to the desired shape. 

4. Its coefficient of expansion must be low, in order that desired 
dimensions may be easily produced in the finished product. (This factor 
is important, since the range through which this material is manipulated 
is often more than 1,000°C.) 

5. It should unite readily with gold, silver and similar metals, and 
their solders. 

6. Its cost of production should be low, as compared with that of 
platinum. 

After the entire list of Seren had been considered with respect to 
these conditions, it was evident that any search for the desired material 
must be among the alloys, since experience has shown that the physical 
properties of a metal may be radically changed by the addition of varying 
amounts of another element, or of several elements, as in the case of steels, 
brasses and bronzes. 

Considerations based upon the periodic law of atomic weights, and the 
table constructed in accordance therewith by Mendeléeff and Lothar 
Meyer, led to the conclusion that the field for profitable research was 
narrowed to the elements chrome, manganese, iron, cobalt, nickel, copper, 
silver, palladium, gold, molybdenum and tungsten, and their alloys 
(ruthenium ridium and osmium, likewise theoretically indicated, being 
ignored because of their costliness and scarcity) .? 


+ This aoe was done in the Department of Mining and Metallurgy, Case School of 
Applied Science, and the Department of Chemical Engineering, University of Michigan. 

* [Notr.—The original thesis contains an interesting discussion of the theoretical 
considerations above mentioned. It assumes the probability that the physical prop- 
erties (such as the melting points) as well as the chemical (such as base-forming or 
acid-forming) properties of the elements bear certain relations to their arrangement 
according to the periodic law. This discussion has been omitted here to save space. 
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When two or more metals are brought together in the liquid state, 
they mix exactly like two ordinary liquids. When the temperature is 
lowered the solidified mass may contain any one of the four following 
constituents: Pure components; solid solutions; compounds; and 
eutectics—or some combination of these. 

A comparison of the properties of different alloys containing these 
constituents has shown that they impart their characteristic properties to 
the alloy of which they form a part; in fact, the relation between the con- 
stitution of an alloy and its mechanical properties is so clearly defined that 
the possibilities of industrial application may be predicted for a given al- 
loy, if its constituents are definitely known. Conversely, if a certain ap- 
plication is desired, as in the problem under consideration, a definite limit 
may be placed upon the number and amount of constituents permissible. 

Fortunately, the number of constituents is limited to four, as given 
above. Pure metals impart their own characteristics; solid solutions are, 
in general, the ductile constituents (if formed of ductile metals or of a pre- 
ponderance of one ductile metal); compounds and (usually) eutectics are 
hard and brittle, while the latter, even when present in very small amounts, 
tend to solidify between the grains of the alloy, thus destroying its ductility. 

The problem was to determine what combination, if any, of the 
elements named, in whatever form, would meet the assumed set of 
specifications. 

Accordingly, each of the 11 elements was combined, in varying pro- 
portions, with each of the other 10, giving 55 binary series to be considered 
with regard to their suitability as practical substitutes for platinum and 
platinum-iridium alloys. 4+ 


II. Worx on Atutoys Mapes sy Fusion 


Behavior under the hammer, or when drawn through draw plates, and 
under the influence of acids and alkalies, was sufficient to indicate whether 
any particular specimen should be discarded at once or made the subject 
of further investigation. , 

It was not considered necessary to measure the various melting tem- 
peratures encountered, as only a complete fusion, free from all contami- — 
nants, was desired. The purity of all components was the highest obtain- 
able, while the purity of the resulting alloys was checked by microscopical 
and, if necessary, by chemical analysis. 


1. Apparatus 


The Gran-Annular electric furnace® was used in this set of experi- 
ments, and served as no other type of furnace would have done under 


8 Zay Jeffries: Notes on the Gran-Annular Electrical Furnace, Metallurgical and. 
Chemical Engineering, vol. xii, p. 154 (1914); also, C. H. Fulton: Trans., vol. xliv, 
p. 769 (1912). 
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conditions involving constant use, quick heating and cooling, sensitive iz 
control, and low upkeep cost. This is of the granular-carbon resistance 
type, in which temperatures are limited only by the melting point of the 


Fig. 1.—Tue Gran-ANNULAR ELEcTRIC FURNACE. 


Granular Resistor Alundum Tube 


Fireclay Ring 


Fireclay 


Fie. 2.—Verticat Section or Fig 1. 


tubes used. With tubes of alundum, it can be safely run up to 1,800°C. 
This furnace is shown in Figs. 1 and 2, the latter a vertical section, show- 
ing also the means adopted for introducing any desired atmosphere into 
the crucible chamber. This latter device consists of a cylindrical alun- 


cee. 
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dum crucible, fitted with a Marquard tube which passes through the 
bottom of the furnace and thence to the generator, provided with close- 
fitting cover, so that a gas may be maintained within it, and surrounding 
the crucible containing the melt, at a pressure sufficient to cause an 
outward flow through all the pores of the chamber walls, thus effectu- 
ally preventing contamination by the atmosphere of the outer furnace 


chamber. 


i 


When this furnace is run above 1,200°C., the atmosphere within the 
heating chamber is of the following analysis: O, 0.20 per cent.; N, 
68.90; COs, 0.70; CO, 30.20 per cent. . 


TaBLE I.— Materials, Etc., Employed in Experiments 


Metal Crucible Material Protective Cover Inert Atmosphere 

Chromium ....| Carbonaceous material H, or Ne. 

: ; not permissible. 

Molybdenum...| Magnesia may be used. 

Tungsten...... Alundum questionable. 

Manganese.....| Magnesia, or a lining | BaCl:. Hz or Ne. 
of magnesia. Alundum 
questionable. Silica or 
carbon must not be 
present. 

LOWY. doe cces Porcelain, magnesia, | BaCls Gypsum. Hs Ne forms ni- 

. graphite with magnesia tride. COor CO, 
lining, alundum. Car- will carbonize. 
bon or silica should not 
be in contact with fu- 
sion. 

Cobaltze.n sk. Same as for iron, except] Same as for iron, Hz or Nz. 
that porcelain is strong- 
ly attacked by oxide 
formed. 

Copper........ Charcoal, graphite, por-| KCl plus NaCl, bor-| H2, Nz, CO. COs, 
celain, |fire-clay, mag-| ax, KON, charcoal. | illuminating gas. 
nesia, silica, alundum. 

Silverte Atta deci Nickel, iron, fire-clay, | KCl plus NaCl, bor-|Same as for copper. 
graphite, porcelain, | ax, KCu, charcoal. 
alundum. 

Gold terete Sas Practically any non-| None necessary. None necessary. 
metallic crucible. 

Palladium ..... Magnesia, alundum. | Glass. H, forms alloy with 

Carbonaceous material palladium, al- 
should not be present. though at lower 
tempertaure. 
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The tests for the general properties of the alloys, such as malleability, 
ductility, corrodibility, ete., are so simple as to require ordinary labora- 
tory appliances only. ; 

Table I gives a list of crucible materials, protective atmospheres, and 
covers, which have been found satisfactory in fusing these metals. 


2. Results 


Some of the 55 binary series, as, for instance, those high in iron, 
manganese, or chromium, indicated at once their inability to meet speci- 
fications, while others, as those of nickel-palladium, nickel-tungsten, etc. - 
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Fig. 3.—Equitisrium DiacraM oF THE §1LvER-PALLADIUM SERIES. 


required careful tests, and many degrees of concentration, to determine 
their comparative properties. 

The investigation of these series (with the exception of those high in 
tungsten or molybdenum, which are not adaptable to fusion methods) is 
represented by nearly a thousand melts, which are unequally distributed 
among the different series, the number of fusions necessary in each series 
depending upon how nearly it approached the standard specifications. 

The numerous negative results are not reported here, because they 

_would greatly increase the volume, without correspondingly adding to the 
value, of this paper. It is sufficient to say that of these 55 series, only 
those of palladium with gold and silver have proved practically valuable. 
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The equilibrium diagram, Fig. 3, of the silver-palladium series‘ shows 
a complete series of solid solutions. Alloys of these, in any proportions, 
have been found to be very soft, chemically inert, and if chosen of a com- 
position to give a sufficiently Rize melting point, meet the necessary 
requirements of a foil to replace platinum, in the field of dentistry. The 
cost of this material will range from about 1 to 50 per cent. of that of 
platinum, depending upon the melting point desired. 

The palladium-gold alloys (Fig. 4), however, are superior to those of 
silver-palladium, as gold is superior to silver. Asin the palladium-silver 
series, the range between liquid and solid is very narrow, resulting in little 
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tendency toward segregation. Fig. 5 shows curves having melting points 
as ordinates and cost per cubic centimeter, of silver-palladium , and gold- 
palladium alloys, as abscissee. 

Metals are usually price-listed by weight; consequently an erroneous 
idea is generally prevalent as to the actual relative cost of different avail- 
able materials, when applied to a given operation. A certain vessel, for 
instance, will require a definite volume of material, irrespective of its 
weight, which depends upon its density. Suppose, for example, that the 
volume of this vessel be 1 c.c. To fill this with platinum will cost, at 


4Reur: Ueber die Legierungen des Palladiums mit Silber, Zeitschrift fir Anorg- 
anische Chemie, vol. li, p. 315 (1906). 
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present quotations, about $30.50; with gold, $12.50; and with palladium, 
about $22. This is not the popular conception of the relative cost of these 
elements which, when compared by weight, is gold, $20.67; platinum, 
$48; and palladium, about $60 per ounce. 

In connection with this series is a phenomenon for which no explana- 
tion is evident; 1 per cent. of palladium darkens gold perceptibly; at 
from 2 to 3 per cent., the color is a dull light bronze; while at about 10 
per cent., no trace of a yellow color can be detected. . 

In the case of the silver-palladium alloys, a yellow tinge is perceptible 
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Fig. 5.—Curves SHowING RELATIVE Cost oF PALLADIUM-SILVER AND PALLADIUM- 
Gotp Atuoys Havine Equat Me.utrina Pornts. 


throughout the series, which phenomenon is equally hard to explain, 
considering the pure whiteness of both components. 

Although platinum, in its softer forms, as in foil, may be replaced by 
the above-described palladium alloys, investigation to this point had 
produced nothing in the nature of a hard, strong, non-oxidizable, non- 
corrodible material which would serve as a substitute for the. platinum- 
iridium alloys. 

III. Tunesten anp Mo.yspENUM 


The investigation thus far had considered, both singly and in binary 
combination, the entire list of available metals with the exception. of 
tungsten and molybdenum, the treatment of which, by ordinary fusion 
methods, was not feasible. 


bab 
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It may be said in advance that any treatment described in this chap- 
ter as applying to tungsten will apply likewise to molybdenum. Also, an 
outline of the properties of tungsten will include those of molybdenum, 
which will not be given in detail. Molybdenum is not so ‘hard, not so 
stiff, and not so chemically resistant as tungsten; but its properties 
parallel those of tungsten so closely as to permit the omission of their 
detailed description. 


1. Properties of Tungsten and Molybdenum 


Tungsten is popularly best. known in its application in the manufac- 
ture of incandescent lamps, and more technically, in the form of its alloys 
with iron and other metals forming special steels. Its alloys with cobalt, 
chromium, and similar metals, forming alloys of the ‘‘Stellite” type, 
have also found application. 

The remarkable properties of the pure, metallic, ductile tungsten are, 
however, continually enlarging its field of application. This material is 
practically insoluble* in any of the common acids; its melting point is 
higher than that of any other metal, its tensile strength exceeds that of 
steel; it is para-magnetic; it can be drawn to smaller sizes than any other 
metal, and its specific gravity is 70 per cent. greater than that of lead. 

Wrought tungsten has been substituted with success for platinum and 
platinum-iridium, as contact points in spark coils, voltage regulators, 
telegraph relays, and for similar purposes. By reason of its greater hard- 
ness, higher heat conductivity, and lower vapor pressure, it gives much 
longer service than platinum. In the automobile industry, for instance, 
platinum has been in many cases entirely replaced for this purpose by 
tungsten. 

Tungsten gauze is used successfully for filtering acid liquors and 
where fumes are encountered,’ while acid-proof dishes and tubes are 
also made of tungsten.® ; 

Its tensile strength varies from .300,000 to 650,000 lb. per square 
inch; its thermal conductivity is more than twice that of platinum; its 
hardness varies from 4.5 to 8.0 (Mohr’s scale), and its thermal coeffi- 
cient of expansion is only 4.3 by 10-*. That for molybdenum is yet 


5 Described by C. L. Sargent: Journal of the American Chemical Society, vol. 
xxii, p. 783 (1900); and by E. Haynes: Tron Trade Review, vol. li, p. 927 (1912). 

6 W. E. Ruder: Solubility of Wrought Tungsten and Molybdenum, Journal of 
the American Chemical Society, vol. xxxiv, p. 387 (1912). 

7C. Ehrenfeld: A Study of the Chemical Behavior of Tungsten and Molybdenum, 
and Their Oxides, Journal of the American Chemical Society, vol. xvii. p. 3881 (1895). 

80. G. Fink: Transactions of American Electrochemical Society. vol. xvii, p. 229 
(1910); and the Proceedings of Highth International Congress of Applied Chemistry, 
vol. xxvi, p. 503 (1912). Also, I. Langmuir: Transactions of American Electro- 
chemical Society, vol. xx, p. 237 (1911); and W D Coolidge: Transactions of the 
American Institute of Electrical Engineers, vol. xxix, Part ii, p. 961 (1910). 


lower, 3.6 by 10-8, while for platinum this value is 8 by 10~*. For many 
other metals this ranges above 13 to 14 by 107°. 

In short, ductile tungsten meets all but two of the preliminary set 
of requirements. The exceptions are, that it oxidizes easily at a red heat, 
and that it does not solder with gold and its alloys, except under strongly 
reducing conditions. Moreover, it was found that the larger-sized wires of 
this material were quite brittle, and even those sizes suitable for the pur- 
pose specified contained treacherous spots. 

But the field of possibilities had, at this stage, narrowed itself to a 
consideration of this metal, with molybdenum as a second choice. It 
was therefore necessary to find: First, some means of preventing its 
oxidation; second, some means of increasing its affinity for gold, silver 
and their alloys; and third, some method of producing it in more reliable 
form. 
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2. Coating with Precious Metals 


In earlier work on the gold and palladium series, it was discovered in 
attempting to alloy tungsten with these metals that while the larger | 
pieces of tungsten were not appreciably dissolved, they were nevertheless 
removed from the molten bath with a beautiful impervious coating. As 
either of these furnished the surface qualities which tungsten lacked, the 
two remaining conditions seemed to be fulfilled. And so they were; but 
after this bath the tungsten wires were as brittle as glass. 


TasBLE II.—Ezperiments in Coating Tungsten with Gold, Silver, and 
Palladium, under Varying Conditions 


Oo 
Composition é Temperature of Bath 
a2 
~ Per Cent. 33 1,100°C. 1,350°C. 1,500°C, 1,600°C, 
Effec 
ie tan Pa psec Coat- ga Coat- aret Coat- ok 4 Coat- 
Tungsten) ™& Tungsten| 18 Tungsten ing Tungsten & 
OO ietarenttei sce ork 10 | None...| Very | None...| Very | Very brittle.| Poor. | Very brittle.| Poor. 
poor. poor 
LOO Gs so atall th xtuer 30 | None...) Very | Quite Very | Very brittle.| Poor. | Very brittle.| Poor. 
poor.| brittle.| poor. 
TOOT tise 10 | None...| Good.| None...| Good.| Slightly Good.| Very brittle.| Good. 
brittle. 

LOOM stance 30 | None...} Good.| None...| Good.| Quite brittle | Good.| Very brittle. | Good: 

LOD SLO tetera rein lens, ap lis wvats /o\a’etn liner evtralllg-aln o Gibie wae kiteullie Retail Very brittle.| Good. 

BE WALO il taremteecn| < tates Quite | Good.| Very brittle.| Good.| Very brittle.| Good. 

brittle. 

DOT ed Wl qienetters eke tetra sie a eccscele oleae 3 tio Very brittle.| Good.| Very brittle.| Good. 
50 BOLO esa eee leeks oe el'c elec ce Very brittle.| Good.) Very brittle.| Good. 
75 Bil Oi alemveents, crete ateeeeeaell'N beers aie «ila lave eruie Very brittle.| Good.| Very brittle.| Good. 
90 10) 107 a es Sie cts None...| Good.| Very brittle.| Good.| Very brittle.) Good. 

95 B) LO eae eere erate eels None...| Good.| Very brittle.| Good.| Very brittle.|..... < 
Ee a SSS: Raa fae 3 hE a a a a ee 


These tests were made on drawn wires of 30-mil size, which without the coating, and heated in an 
atmosphere of hydrogen, crystallized and became brittle at 1,700°C. in from 10 to 20 min, 


i 
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The problem thus arose of applying this coating, of such material, 
and under such conditions, that the other valuable properties of the 
tungsten would not be destroyed during the process. The crystallization 
of the tungsten was obviously due to one of three, or a combination of 
three causes; improper coating temperature, improper composition of 
the coating material, or improper time element. 

In order to determine whether brittleness was due to the metal of the 
bath, or to the factor of time or temperature, tests were made, using vary- 
ing composition and temperature of bath, and allowing the material to 
remain in the bath for varying periods. 

Typical results, taken from the notes on these experiments, are given 
in Table II. 

As shown in Table II, pure gold gives the best results. Both silver 
and palladium seem to accelerate crystallization, for some reason not 


a 


4.0 


1,0 2.0 3.0 4.0 5.0 6.0 8.0 10.0 12.0 140 16.0 18,0 
Pressure in Poundy—> 
Fig. 6.—D1acram SHOWING COMPARATIVE STIFFNESS OF CoaTED TUNGSTEN, ‘‘CLASP 
' Mertat,” anp PLatinum-IRip1um ALLOY ConTaAIniInG 30 Per Cent. Iripium. 


apparent at the present time. Silver has practically no affinity for 
tungsten, under ordinary conditions; gold will take up small amounts 
with difficulty; while palladium will readily dissolve certain amounts 
of it. 

Pure gold, alone, forms a beautiful adherent coating which would 
serve in ordinary cases; but by adding small amounts of palladium to the 
coating bath, its melting point is raised, and, at the same time, a better 
bond between the tungsten and this protective layer is obtained. 

Most of this coating was performed in an open atmosphere. The 
tungsten was first dipped into a bath of fused sodium carbonate, which 
operation caused a cleansing and protective shell of this material to cling 
to the specimen when it was withdrawn. This flux was automatically 
removed when the tungsten was dropped into the metal bath. , 

Properties of the Coated Material—The material produced in this 
manner presents the surface properties of pure gold, or its alloys, together 
with the original internal properties of pure tungsten, a combination 
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which cannot be approached by any other metal or alloy at present 
available. With few exceptions, the alloys of platinum and iridium are 
inferior to this coated tungsten. 

This is because of the great strength and stiffness of this new material, 
and due to the fact that it can be soldered, or otherwise manipulated, at 
high temperatures, without softening or losing this stiffness and elasticity 
to the slightest degree. 

A comparison of the stiffness of coated tungsten with that of similar : 
test pieces, one of which is an alloy containing 70 per cent..of Pt, and 30 
per cent. of Ir, and the other the so-called “clasp-metal,” an alloy of . 
gold, copper and platinum, is shown in Fig. 6. In making these experi- 
ments the test wires were supported upon two knife edges 0.5 in. apart, 
weight being applied upon a third, midway between these two. 

The chief remaining objection to this material is its frequent brittle- 
ness and unreliability in the larger-sized (above 40 to 50 mils) wires. The 
quality of this material, as supplied, however, is constantly improving. 
A discussion of the probable causes of this brittleness, and a suggested 
method for improvement are given below. 


IV. Attoys or TUNGSTEN AND MoLyBDENUM 
1. The Production of Ductile Tungsten and Molybdenum. 


The extreme brittleness of tungsten and molybdenum, when produced 
from the molten state, seems also to be an unavoidable characteristic of 
their high percentage alloys, when produced in a similar manner. How- 
ever, in view of the remarkable success which has been attained in the 
production of these metals in the ductile form, by using methods not in- 
volving a preliminary molten condition, and because of the remarkable 
properties of these metals when so produced, it seemed advisable to de- 
termine whether the few undesirable properties could not be properly 
modified by introducing varying small amounts of other elements, using 
methods similar to those employed in the production of pure metal. 

It was thought that perhaps the addition of small amounts of molybde- 
num would decrease the extreme brittleness of tungsten, and perhaps re- 
sult in a material more pliable and ductile in the larger masses, or that the 
presence of small amounts of the more noble metals would lessen its tend- 
ency to oxidize; perhaps even prevent oxidization below relatively high 
temperatures, and at the same time add such surface qualities that it 
could be readily brazed or soldered with gold and other precious metals, 
under ordinary atmospheric conditions. 

A description of the manufacture of ductile hretbee as taken from 
the literature and patent specifications, gives the operation essentially 
as follows: The pure tungstic oxide, in certain cases containing a small 
percentage of ThOs (the effect of which will be discussed later), is reduced 
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in an atmosphere of hydrogen. This reduced powder is compressed into 
briquets, about 0.5 by 0.5 by 15 em. in size, which are first sintered at 
about 1,300°C. and then heated electrically to a temperature near the 
melting point of the tungsten; after which, by successive swagings at 
temperatures above a red heat, the material is compacted and welded to 
a solid metallic mass, and when reduced to about 30 to 40 milsin diameter, 
it is drawn through diamond or ruby dies, first hot, and finally cold. 
All operations involving temperatures above a very dull red are performed 
in an atmosphere of hydrogen, or nitrogen. 

No reference has been found describing any sort of metallographic 
control in connection with these various operations, and so far as avail- 
able information indicates, the above method for the production of duc- 
tile tungsten and molybdenum has been developed and employed without 
assistance from this branch of science. This will, no doubt, account 
for the difficulty which has apparently been encountered in adapting it to 
the production of the material of larger sizes in ductile form, and in elimi- 
nating the last traces of brittleness in the drawn wires. 

No manufacturer of ductile tungsten has been able, as yet, to supply 
our laboratory with specimens of ductile high-percentage alloys of tungsten. 
Directly because of this fact, and with confidence in the final success of | 
a method involving proper metallographic control during the various 
stages of manufacture, experiments were begun to determine the con- 
ditions under which sigh alloys might be produced. 


2. The Internal Structure of Metals® 


Pure metals, in the solid state, are aggregates of crystals. These do 
not as a rule possess any regular geometrical shape, but the individual 
crystalline grains forming this aggregate possess the essential character 


9Sir J. Alfred Ewing: The Inner Structure of Simple Metals, Journal of the 
Institute of Metals, viii, p. 4 (1912). 

Ewing and Rosenhain: The Crystalline Structure of Metals, Philosophical 
Transactions, vol. exciii, p. 353 (1900); vol. ci, p. 279 (1901). 

J. E. Stead: The Crystalline Structure of Iron and Steel, Journal of the Iron 
and Steel Institute, vol. i, p. 145 (1898). 

See also the following for relevant matter: 

R. Hooke: Micrographic, London, 1665. 

Reaumer: L’ Art der convertu le fer forge en acier, Paris, 1722. 

Sorby: British Association Report, 1864. 

Osmond and Werth: Des Propriétés de l’Acier, Annales des Mines, Series 8, 
vol. viii, p. 6 (1885). 

M. F. Osmond: Sur la Cristallographie du vor Annales des Mines, Series 9, vol. 
xvii, p. 110 (1900). 

James Thomson: Philosophical Trans., Glasgow (1882). 

Behrens: Das Mikroscopische Geftige ie Meialle und Legierungen. 

Lehmann: Molekularphystk, vol, i, p. 279. 
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of all crystals, in having a regular arrangement, or orientation, of matter 
within their boundaries. 

Fig. 7 is a photograph of the cast surface of pure gold, which has been 
slowly and carefully cooled, showing how the interior orientation of mole- 
cules has influenced the configuration of the surface of each grain. This 
mass of metal is seen to be made up of two or three crystal groups. 
tt In Fig. 8, thesurface is seen to be composed of a larger number of 
separate grains, irregular both in size and shape. This is a photograph of 
a more quickly cooled specimen. In this the grains are distinguished not 
only by these irregular boundaries but by a difference in texture between — 
one grain and another; some are bright, some are dark, while others range 


Fie. 7.—Cast SurFAcE OF PurE Goutp Stowniy Cootep. X 6 DIAMETERS. 


intermediately. If the source of light used in making this micrograph 
be moved, the brightness of the individual grains will change, as shown in 
Fig. 9; those which appeared bright or dark under the first condition of 
lighting will assume a different shade when illuminated from a different 
angle. This change is due to the fact that the surface exposes a multitude 
of little facets, or planes, all facing one way in any one grain, but of a 
different inclination in, the different grains. The brightness of each ae 
depends upon the relative angles of these reflector systems. 
Surface conditions indicate that the entire volume of any one grain 
consists of an assemblage of structural units, which may be likened to the 
» bricks of a wall, all parallel in any one grain but facing differently in the 
different grains. This has been further verified by a study of cross-sec- 
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tions of metals, and by observation of the fact that certain crystals have 
been found to act as a three-dimension diffraction grating toward 2-rays. 


Fie. 8.—Cast Surrace or Gonp More Quickiy Coonep. XX 40 DIAMETERS. 


Each grain, then, is a crystal, imperfectly formed, it is true, because it 
has grown simultaneously from separate nuclei, symmetrical growth being 
stopped by final contact with neighboring crystals, after which only such 


Fig. 9.—Same as Fic. 8, Unper Licut at a Dirrerent ANGLE. 


parts of the crystal have grown as would serve to fill up the liquid spaces 
remaining. . 
Other explanations’ have been advanced for the formation of crystal- 


10 C, H. Desch: Solidification of Metals from the Liquid State, Journal of the 
Institute of Metals, vol. xi, p. 57 (1914). (This contains complete references. ) 
’ 
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line grains, but the assumption that growth proceeds simultaneously from 
separate nuclei receives the strongest support. 

These true crystal grains are found also in metals which have been 
shaped by cold working. Fig. 10, showing a longitudinal section of 
swaged tungsten wire, illustrates this rather poorly, but it is given here to 
show the cold-worked structure of this material. The grains are seen to 
have been elongated. 

Many experiments have been performed by many scientists, in 
attempting to determine what phenomena take place during cold working, 
by virtue of which the crystal grain would permit such distortion without 
the destruction of its general character. The studies of Rosenhain and 
Ewing,!! who made a microscopic examination of polished metallic 
pieces during the actual straining operation, seem most satisfactorily to 


Fie. 10.—LonerrupInaL Section or Swacep TunGsTEN WIRE. %X 770. 


reveal the internal changes which take place. It was noticed during 
these tests that a number of fine dark lines appeared across the surface of 
each grain, being parallel in each but running in different directions in 
the different grains. This is illustrated in Fig. 11 which shows the sur- 
face of a distorted bead of cast gold. It was found that these lines or 
bands were, in reality, small steps produced by shearing at a correspond- 
ing number of internal surfaces. It was shown that each crystal grain 
behaves as does a pack of cards when bent or otherwise distorted, 7.e., 
by the sliding of very thin layers upon each other, so producing the “‘step- 
ping” at the edges. These observed lines were called slip bands, and by 
their formation the grains are pannel of a certain amount of deformation 
without breaking up. 


1 Ewing and Rosenhain: Philosophical Transactions, vol. exciii, p. 355 (1900); 
and Proceedings of the Royal Society, vol. lxv, p. 85 (1899). 
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To explain how this distortion may probably take place within the 

mass of the crystal itself which, as a crystal, will not permit of flow, 
several theories!? have been advanced, which, when combined and 
correlated, seem to clear up the matter very satisfactorily, for working 
purposes at least. It is well known that unequal pressure, when applied 
to a solid phase alone, lowers its melting point. It should be possible, 
then, by sufficiently increasing this pressure, to cause the material to melt 
at ordinary temperatures. Since both liquid and solid phases would at 
this point be in equilibrium, the molecular activity, or molecular freedom, 
of each phase would be the same. By equating values representing these 
molecular activities,!? and integrating, with the substitution of proper 
thermodynamic values, an equation has been evolved by Johnston and 


Fig. 11.—Surrace or A Distortep Brap or Cast Goup. X 77. 


Adams, involving the density, heat of fusion, and normal melting tem- 
perature, from which may be calculated the pressures necessary to cause 
.the different metals to melt at ordinary temperatures. This calculation 
resolves itself into the following final equation: 


a 


P = 95.1XQX DX Log 


12 G, T. Beilby: The Hard and Soft States in Metals, Journal of the Institute of 
Metals, vol. vi, p. 5 (1911); see also Proceedings of the Royal Society, vol. xxix, p. 463 
(1907), Proceedings of the Faraday Society, June, 1904, and Philosophical M agazine, 
vol. viii, p. 258 (1905). Johnston and Adams: High Pressure on the Physical and 
Chemical Behavior of Solids, American Journal of Science, vol. xxxv, p. 209 (1913). 

18 Lewis: A New System of Thermodynamic Chemistry, Zeitschrift fur Physische 
Chemie, vol. lxi, p. 129 (1907); also, Proceedings of the American Academy of Science, 


vol, xliii, p. 259 (1907). 
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in which P is the pressure, in atmospheres, necessary to cause fusion; Q_ ; 
is the heat of fusion of the compressed material; D, its density; 71, its 
normal melting temperature (Kelvin); and 7, the temperature at which 
it is desired to cause the material to melt. 

Johnston and Adams give the value of P for several metals, as follows: 
Sn, 2,200; Bi, 3,000; Cd, 3,300; Al, 5,100; Zn, 6,900; Ag, 14,000; 
Cu, 24,000; Pd, 31,000; Pt, 46,000 atmospheres. 

The fact that layers of a solid, many hundreds of molecules in thick- 
ness, can really have this mobility of the liquid state conferred upon 
them by purely mechanical movement was first proved by Beilby,' 
who found that a true skin is formed over the surface of a metal during 
polishing. This skin was found to be distinctly different from the 
crystalline material beneath it; it was harder, and even when formed on 
the surface of a crystal, of which the hardness varied in different direc- 
tions, its hardness was the same in all directions. It was also found to be 
more readily attacked by solvents. 

In polishing, and in any cold-working operation, it is conceivable that 
those particles which bear the brunt of the strain will be under a pressure 
corresponding to that at which they will melt at ordinary temperatures, 
and so will give way, flowing into areas of lesser pressure where resolidifi- 
cation takes place, leaving the load to be taken up by others in succession. 
According to this theory, during deformation of a metal, amorphous 
material is formed at all internal surfaces of shear (as indicated by the 
formation of slip bands), serving as a cementing material which is both 
harder and stronger than the crystalline material which it surrounds. 
This effect is illustrated in the increased tensile strength and stiffness of 
drawn wires. 

Ordinarily this distortion is not carried to the stage at which the 
crystals are completely converted to the amorphous form, and hence the 
mass consists of one component in two phases, one of which is in a meta- 
stable condition. In the case of ordinarily undercooled liquids, the pres- 
ence of the stable form tends to produce true equilibrium immediately, 
but in the case of the metals, the sluggishness of the molecules at this low. 
temperature prevents this transformation. However, if the temperature 
be raised, the kinetic energy of the molecules rises, until, at a certain point, 
the fragments of crystals which remain are able to impress their orienta- 
tion upon the molecules of the amorphous substance, and so slowly 
“absorb”’ it. 

It will be evident that, above this temperature, the kinetic energy of 
the molecules is so great as to permit their returning at once to the 
crystalline form when displaced by mechanical distortion. The manipu- 


“Gq, T. Beilby: Surfaos Flow in Solids, British Association Report, Glasgow 
(1901); ande The Surface Structure of Solids, Journal of the Society of Chemical 
Industry, vol. xxii, p. 1166 (1908). 
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lation of metals below this temperature is the familiar “cold-working” 
operation; above this point, “hot-working.” The crystalline state is that 
of maximum thermal stability and of minimum mechanical stability, 
while for the amorphous material the reverse is true. 

According to the “amorphous cement”’ theory, it should follow, then, 
that a metal which has been cold-drawn to that stage which represents the 
formation of the maximum amount of amorphous material possible will be. 
in the best condition to meet the imposed requirements of elasticity and 
stiffness. 

Intercrystalline Boundaries—The discussion has thus far included only 
such changes as may take place within the mass of the crystal itself, 
without a consideration of the phenomena by virtue of which the sepa- 
rate grains, or crystallites, are held together. 

The internal strength of a single crystal, within which the molecules 
are arranged in a manner involving a minimum of potential energy, and 
hence of intra-molecular distance, may be ascribed to cohesion due to a 
mutual attraction of the closely packed molecules. Where two crystals 
meet, however, it seems improbable that the molecules of the different 
systems of orientation are close enough to one another to permit a degree 
of mutual attraction comparable to that existing between molecules of the 
same crystal. It might be supposed that the intercrystalline boundaries 
would be surfaces across which cohesion acted less strongly than it does 
within the mass of the crystal. 

These intercrystalline boundaries would then be regarded as planes of 
weakness, when compared to the strength across any plane within the 
erystal. But this is not true, for the fracture of metals, in normal condi- 
tion, always runs across the crystal grain!® rather than around the 
boundaries; and it is almost universally conceded, by those familiar with 
the microstructure of metals, that a fine-grained structure (in which 
these boundaries are numerous) is superior in reliability and strength to 
a coarse-grained one—which indicates that the intercrystalline boundaries 
are planes, not of weakness, but of strength. This has been ascribed by 
some to an interlocking of the irregular crystallites themselves, and by 
others to other causes; but a theory!® which receives strong support 
supposes the existence of a cementing material!? between the crystal 
grains. This theory assumes that when a metal crystallizes from the 
liquid state, many layers of molecules, lying at the planes where growing 


15 W. Rosenhain: Deformation and Fracture in Iron and Steel, Journal Iron 
and Steel Institute, vol. xx, Part II, p. 212 (1906). 

16G. D. Bengough: A Study of the Properties of Alloys at High Temperatures, 
Journal Institute of Metals, vol. vii, p. 9 (1912), and Discussion by Rosenhain, p. 176; 
also J. A Sears: On the Longitudinal Impact of Metal Bars with Bonnred 
Ends, Transactions Cambridge Philosophical Society, vol. xxi, p. 105 (1908). 

17 Rosenhain and Ewen: Intercrystalline Cohesion in Metals, Journal of the 
Institute of Metals, vol. viii, p. 194 (1912) and vol. x, p. 119 (1918). 
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crystals meet, do not crystallize, perhaps because of the mutually 


neutralizing effect of adjacent crystal systems, and so solidify in the vitre- 


ous amorphous form. That this view is not untenable is shown in the 
ease of amorphous silica, silicates, and similar substances'* which occur 
normally in the crystalline state also. The Phase Rule has, however, 
developed an excessive tendency to regard the stability which results 


-from the crystalline state as the chief if not the only kind of stability 


which may exist under ordinary conditions in substances normally 
crystalline. 

Such materials as glass, vitreous silica, etc., are harder and usually 
more brittle, but also much stronger, than the same substances in the 
crystalline form. Although these substances are essentially of the 
nature of liquids, they do not possess the mobility ordinarily associated 
with that state. Their viscosity at ordinary temperatures is very great, 
but they do possess the power of flowing to some extent, as shown by the 
bending of glass tubing under its own weight when placed at an angle for 
some time; and this property has been shown to exist even in vitreous 
silica. !9 

Substances of this type solidify to a chnipletely amorphous mass 
because of the extreme sluggishness of their molecules at and below the 


freezing temperature, so that cooling may be comparatively slow without 


resultant formation of crystals. 

In the case of metals, however, because of their extreme molten 
fluidity and long crystallization range below the freezing point, it has 
been found impossible to cool them from the molten state so quickly 
as to produce a completely amorphous solid. This has made it difficult 
to obtain direct experimental verification of the ‘‘amorphous cement” 
theory, as advanced in explanation of the strength of intercrystalline 
boundaries and the increased strength and hardness of cold-worked 
metals. It has been admittedly impossible, with the means at present 
available, to answer this question by any attempt to produce completely 
amorphous metals from the molten or crystalline states. However, by 
adopting a different method of attack, comparable to that employed 
in synthetic processes, the writer has, in a manner, overcome this diffi- 
culty—sufficiently so, at least, to point out the remarkable way in which the 
physical properties of a simple metal may vary with its internal structure. 


New Experimental Evidence in Support of the ‘“ Amorphous Cement”’ 
Theory (the Influence of Phase upon the Physical 
Properties of Gold) 


According to the “amorphous cement’”’ theory, then, the strength 
of the intercrystalline boundaries in metals is due to the presence of 


18 Tamman: Krystallisiren und ehmelgen: 
19 Kay: Thermal Hysteresis of Fused Silica, asia 8 Magazine, Series 6, vol. 
xx, p. 718 (October, 1910). 
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material which has not crystallized, and the increased strength of cold- 
worked metals is due to the formation of the amorphous phase during 
manipulation. 

If the assumption that greater strength in metals is due to amorphous 
material present be sound, then a metallic mass known to contain the 
amorphous phase should possess properties differing from those of the 
metal when in the crystalline state. 

The scheme adopted for testing this assumption involved the prepara- 
tion of a series of gold briquets, made up of gold particles representing a 
different degree of subdivision for each briquet of the series, from coarsely 
crystalline to as near molecular proportions as could be obtained. This 
series consisted of four groups, each comprising several specimens for the 
different tests. No. 1 was made of pure cast gold, and represented a 
purely crystalline condition. No. 2 was made of fine gold filings, which 
represented a certain amount of amorphous material produced by ex- 
treme cold-working conditions. No. 3 was prepared from the precipitate 
formed by ferrous sulphate, and represented a very fine state of division. 


Fig. 12.—Fitow Unprer PrREssurE oF GoLtD BriquEets or DIFFERENT STRUCTURE. 


No. 4 represented the ultimate limit of practicable subdivision. These 
briquets were prepared from a mud of colloidal gold, produced as follows: 
A deep red colloidal gold solution was prepared by reduction with 0.5 per 
cent. solution of hydroxylamine hydrochloride. This solution was care- 
fully dialyzed to remove alkali salts, then evaporated to a ‘mud,” and 
further dried on a water bath. It was found difficult to prepare a red 
solution containing more than 0.05 per cent. of gold, and even this, upon 
concentration, became greenish in color and resulted finally in a grayish- 
green sludge. 

The size of gold particle, as determined for a red-gold colloidal solu- 
tion, is of about 10 to 20 micro-microns. This size was no doubt in- 
creased, as indicated by a change in color, during evaporation, About 
7 liters of this dilute solution was reduced for each briquet. 

The apparatus used for briqueting this material was the same as that 
used for tungsten and molybdenum, and is described below. 

The behavior of each of these series is strikingly shown in the photo- 
graphs, Figs. 12 and 13. The different extent to which each would flow 
through the small openings between the different parts of the briquet 
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press is remarkable, Nos. 1, 2 and 3 were made under the same pressure, 
9,700 kg. per square centimeter (about 135,000 lb. per square inch), and 
contain the same weight of gold. In the case of No. 4, the utmost pres- 
sure available, 19,300 kg. per square centimeter (about 265,000 lb. per 
square inch) did not cause any indication of flow. A similar striking 
difference is shown in the case of the Brinell hardness number of each 
of these series, using the large ball and a pressure of 500 kg. No. 1 was 
too soft to bear this weight, so the hardness number was taken from a bar 
of rolled and annealed gold and found to be 23.80. The hardness number 
for No. 2 was 38.10; for No. 3, 53.40; and for No. 4, 94.70. These depres- 
sions are shown comparatively in Fig. 13. 

Other striking phenomena were noted in connection with these series, 
but their behavior under pressure will serve to point out the fact that. 
much remains to be discovered regarding the physical properties of 
simple metals, as well as what may be expected should this knowledge 
lead to a control of phase. 

The important feature of these results, however, is the apparent sup- 
port they give to the amorphous cement theory of Beilby, Rosenhain, 
and others, above. Since these results have shown that characteristics 


Fia. 13.—CompaRATiIveE HarpNess oF BRIQUETS IN Fic. 12. 


of an amorphous metal are great hardness and resistance to deformation, 
nothing could more nearly explain the increased strength of the cold- 
worked metals than a theory assuming the formation of amorphous 
material during manipulation. 


3. Practical Deductions 


With the application of these crystallographic considerations, the 
probable cause for the difficulties encountered in the production of duc- 
tile tungsten, and to a greater extent, of ductile tungsten alloys, seemed 
apparent. Careful microscopical examination of many specimens of 
drawn wire submitted to this laboratory revealed in all cases that brittle- 
ness is accompanied by a difference in crystal structure. Fig. 10, 
already described, showed a longitudinal section of drawn tungsten wire, 
which was very tough and flexible. Fig. 14, a longitudinal section of a 
similar wire, which was exceedingly brittle, clearly shows the discon- 
tinuity of the drawn, fiber-like structure. 

In discussing the internal structure of metals it was pointed out that a 
sufficiently high temperature would permit the complete crystallization 
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of amorphous metal, The larger crystals of this mass may impress their 
orientation upon the molecules of smaller crystals, thus causing crystal 
growth; and mechanical distortion, above a certain temperature, will 
not greatly reduce this grain size. 

In devising a method for producing tungsten and its alloys in a non- 
brittle form, these points were regarded as fundamental. The brittleness 
of the examined specimens of drawn tungsten was regarded as due to an 
insufficient breaking up of its crystalline structure. Hence, in producing 
this material, or its alloys, in ductile form, it would be necessary to elimi- 
nate excessive crystalline material; and in order to accomplish this, the 
following means suggested themselves, based upon deductions drawn 
from earlier conclusions regarding the behavior of worked metals in 
general. 


Fig. 14.—Lonerrupinat Section oF BrirrteE TUNGSTEN WIRE. X 743. 


1. In order to produce a practical minimum of crystal size in the start- 
ing ingot, the treating temperature must be as low as possible. 

2. In order to decrease the amount of crystalline material, cold-work- 
ing conditions must prevail. 

3. In order to introduce sufficient distortion, with its accompanying 
formation of the maximum amount of amorphous material, resulting in 
greater ductility in the larger sized wires, drawing should be commenced at 
an earlier stage in the reduction of the briquet, because this operation is 
much more effective in breaking up a crystalline structure than is swaging. 

4, For obvious reasons, the above operation should be controlled by 
microscopical examination. Internal structure, not temperature, is the 
treating criterion. 

That these premises are fundamentally sound is shown by the follow- 
ing results of experimental work. 
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V. ExpERIMENTS 


The experimental work, which involved the application of the above 
considerations, and the results of which are outlined in this paper, included 
investigations of the following series: pure tungsten, tungsten containing 
0.75 per cent. ThOs, pure molybdenum, tungsten-gold, tungsten-palla- 
dium, tungsten-molybdenum. 

The method adopted comprised the compression of amorphous powder 
to briquet form; the heat treatment of the compressed material; and the 
forging of the resulting ingot. — 

The tungsten and molybdenum used in these experiments were ob- 
tained through the courtesy of the Cleveland branch of the General Elec- 
tric Co., and were the chemically pure material used for the production of 
drawn wires. , . 

The tungsten was of two batches, one containing 0.75 per cent. of 
ThO, which is the material largely used for lamp filaments, while the 


Fie. 15.—Briquret Moxp. 


other was tungsten in which no trace of impurities could be detected. The 
gold and palladium were purified in this laboratory by several re-precipi- 
tations. The preparation of the amorphous material, from which bri- 
quets were made, will be described in connection with the different series. 


1. Compressing Powder to Briquet Form. 


The mold used in producing the raw briquet is shown in Fig. 15. 


~ This consists of two halves of hardened tool steel, held together by strong 


bolts. Into each half is milled a polished V-shaped groove, so that when 
the two parts are bolted together a square chamber is produced. Into 
one end of this chamber the plug D is inserted, and after filling the 
chamber with the material to be compressed, the plunger C, is forced 
into place. This plunger is steel containing tungsten, 16.5; chromium, 
2; and carbon, 0.6 per cent., which, after heat treatment, has been 
tested under pressures exceeding 300,000 lb. per square inch. The face 
of the plunger was highly polished so that one surface of the raw briquet 
was available for micro-examination. 

The design shown in Fig. 16 was a failure, since the adhesion between 
the briquet and the semi-cylindrical surface of the mold was greater 
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than the cohesion across the section within the briquet itself, causing it 
to split while being removed. 


Compression was obtained in a Brinell hardness-testing machine, the 


Fig. 16.—Unsatisractory Brigeuet Moxp. 


ball, with its socket, being replaced by a special head. The press A was 
placed upon the adjustable table as shown in Fig. 17, so that the plunger 
came axially under the piston of the machine. This machine gave very 


Fig. 17.—Macuine ror Compression OF BriQuEtTs. 


sensitive and accurate control up to a total load of 4,000 kg. Various 


total loads, when exerted upon the piston of 0.207024 sq. cm. in cross- 
section, are given in comparative values as follows: 
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a 


Total Prema) Hmereaes eet | “atoning ae 
500 2,412.7 2,335.5 33,561 
1,000 4,825.5 4,671.0 67,122 
2,000 9,651.0 9,342 .0 134,244 
3,000 14,476 .5 14,013 .0 201,366 
3,750 18,095.5 17,516 .0 251,707 
4,000 19,302 .0 18,684 .0 268,488 


2. Heat Treatment of the Compressed Material 


Quartz-Tube Furnace.—Fig. 18 shows a quartz-tube furnace which 
was used for the reduction of tungsten and molybdenum, and other oxides 


Fie. 18.—QuartTz-TuBE FURNACE. 


and salts; also for various purposes where heating in controlled atmosphere 
was desired but where very high temperatures were not necessary. In 
this, temperatures up to 1,225°C. are easily and quickly reached. The 
fused quartz tube, A, has a glass window at oneend, and at the feed end the 
plug, B, which can be removed for the insertion of the boat containing the 
material to be treated. Hydrogen, or other gas, enters through tube C 
and escapes through the bubbler D. A Meker blast lamp, EZ, was used 
for heating. The method of sighting with optical pyrometer F is also 
shown. 

Gran-Annular Electric Furnace.—For temperatures up to 1,800°C. 
this furnace far surpasses any other type which the writer has used in ex- 
perimental work of this kind, 
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Figs. 1 and 2 showed this furnace in detail. Fig, 19 shows a setup of 
the furnace, A, in series with cast-grid rheostat, ammeter, and switchboard. 
An optical pyrometer, B, points directly into the heating chamber of the 
furnace. 

Electrical Resistance Furnace (Resistance of Charge).—The above fur- 
nace equipment, however, did not provide for the treatment of tungsten 
and molybdenum briquets, or those containing high percentages of these 
metals, Moreover, it provided no means for forging these ingots. This 
operation had to be carried out at high temperatures and in an inert at- 
mosphere. Fig. 20 gives a vertical section of a furnace so designed as to 


Fie. 19.—Gran-ANNULAR ELECTRIC FURNACE WITH CONNECTED APPARATUS. 


furnish temperatures ranging from that of the furnace room up to, and 
above 3, 000°C., depending upon the material of the briquet, and also to 
serve as a fecha for working the material into a solid mass while at a high 
temperature. This consists essentially of two adjustable electrode bars, 
A and B, fitted with fused tungsten contact surfaces, C, between which the 
briquet, D, is placed. Current is passed through the briquet which, by 
its own resistance and that between the contact surfaces, may be heated 
to any temperature up to its melting point. An inclosed heating chamber, 
E,isformed by dropping the sliding cup, F’, intoa close-fitting recess made 
for it at the base. Gas is passed through the tube, G, into this chamber, 
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from which it escapes through the outlet shown. This opening serves 
also as a peep hole for the optical pyrometer. sO 

In operating, the bar, A, with its electrode and housing, F, is raised 
through its guides, HandI, The briquet, D, is then placed in position on 
the lower electrode, C, after which the upper electrode is lowered to contact. 
The inverted cup, F, is then lowered into place, forming the chamber E, - 
through which is passed an inert gas, swiftly at first, to expel the air, and 
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Fig. 20.—E.ecrricat REsistaNcE FURNACE. 


then slowly, as indicated by a bubbler in the purification train. To avoid 
the fracturing of very fragile briquets, and to prevent a resulting short 
circuit, the coil spring, J, with adjustable collar, is placed soas to support 
the excess weight of bar and cable. 

Fig. 21 is a photograph of this furnace with its door removed so as 
* to show the different parts in place for heating. Fig. 22 shows the com- | 
plete setup: A, being the furnace; B, a hydrogen generator; and C, an 
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optical pyrometer in position for reading the briquet temperature, which 
is indicated on the scale contained in the case D. 


Forging 


This furnace was designed to be used as a forge, and at the same time to 
maintain the temperature at which the material of the briquets could be 
shaped. During this operation the lower bar was firmly supported, 
while blows were struck with a hammer upon the upper electrode. The 
increasing of the cross-section and the welding of the material would reduce 
the resistance considerably, resulting in a lowering of the temperature, 
unless an increased current were used; but, by pyrometric observation 
and current regulation during the forging operation, the temperature 
could be kept fairly constant. The peep hole permitted direct observa- 
tion of the briquet at all times. 

Temperature Measurement.—The conditions under which high tem- 
peratures were to be maintained did not permit the consideration of any 
thermometer or thermocouple method of pyrometry. The practical 
methods available were those based on the various radiation formule, or 
upon optical observation. A review of this branch of pyrometry re- 
vealed an abundance of literature,2° upon the governing principles of these 
methods, and their practical application. Of the various types of instru- 
ment of this class available, that one was chosen as most practical under 
the prescribed conditions which involves a direct telescopic comparison 
of the luminous radiation of the hot body with that of a standard source. 
There are two makes of this type; one, the Holborn-Kurlbaum,”! and 
another, of almost identical construction, the newer type of Morse 
Thermogage.?2 The working principle is the same in both. A current 
is passed through the filament of a lamp, which first becomes red and then, 
_ with increasing current, successively orange, yellow and white. By 
interposing this filament between the eye and the hot body to be measured, 
the current through the lamp may be adjusted until the middle of the 
filament is of the same color and brightness as the object. At this point 
the part of the filament used for comparison will disappear against the 
bright background. The current through the lamp, interpreted in terms 
of temperature, gives the temperature of the hot body. An absolute 
match of both color and brightness cannot be made, unless monochro- 
matic light is used, because of the fact that the lamp filament and the 
viewed body do not radiate similarly, This comparison is facilitated by a 


20 G. K. Burgess: Measurement of High Temperatures (A complete treatise and 
bibliography). See also C. E. Mendenhall and Forsythe, Physical Review, vol. iv, 
p. 163 (1896-7). 

*1Made by Siemens & Halske Aktiengeschellschaft, 94 Markgrafenstrasse, 
Berlin. 

#2 Made by Morse Thermogage Co., Trumansburg, N. Y. 
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suitable arrangement of lenses and lamp, as in the instrument of Morse, 
which was the one used in this work. This is shown diagrammatically in 
Fig. 23. A low-voltage incandescent lamp, L, with M-shaped filament 
is mounted in the focal plane of the objective, O, and the eyepiece, E, of a 
telescope is provided with means of focusing. The lamp circuit is shown 
connected through a battery, a rheostat, and a milliammeter. Fig. 24 
shows this instrument with positions of the rheostat, A, and lamp, 
B. Fig. 25 shows a portable case containing battery, milliammeter, 
and pyrometer. 

Temperatures were determined by focusing the instrument upon the 
briquet so as to bring its image into the plane of the lamp filament, then 
adjusting the current, by means of the rheostat, until the tip of the fila- 
ment disappeared against the image of the briquet, when the temperature 
was read directly from the milliammeter scale (previously Bena by 
checking current readings against known temperatures). 

Below 1,200°C. readings were made directly, while above this tem- 


Fig. 23.—D1acram or Morst THERMOGAGE. 


perature a neutral-colored absorbing ‘‘Rauch” glass (R, Fig. 23) was 
interposed between the lamp and the objective, in order to prevent the 
blinding effect of too great brightness, and also, to avoid overheating the 
standard filament. A new calibration was necessary when this absorbing 
screen was used. For temperatures above 1,900°C. it was found necessary 
to cut down the amount of light entering the pyrometer by means of a 
diaphragm, with the use of which temperatures up to that of the arc 
could be read. 

The instrument was carefully standardized in all three ranges. The 
first, in which no absorbing glass was used, was carefully checked against 
an accurate thermocouple. The second range, using an absorbing light 
screen, was checked up to 1,375°C. against a thermocouple, and at higher 
temperatures by the freezing points of palladium and platinum. The 
Gran-annular electric furnace was used in this standardizing work up to, 
and including, the melting temperature of platinum, and for this purpose 
approximated very closely the desired black-body conditions. These 
standardizations gave current-temperature curves up to nearly 1,800°C., 
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which could be continued by interpolation, with a fair degree of accuracy, 
up to 2,000°C. 


Fic. 24.—Morsr THERMOGAGE, WITH RHEOSTAT AND Lamp. 


A third curve was formed by the melting points of platinum, iridium 
(2,200°C.) molybdenum (2,500°C.) and tungsten (8,000°C.). These 
latter points were obtained by sighting on electrically heated strips of the 


Fic. 25.—Portasie Casn, Conraininc Barrery, PyroMETER, Etc. 


metals formed into narrow wedges, as recommended by Mendenhall,?* 
which produces a deep cavity giving very near black-body conditions. 


23 Burgess and Le Chatelier: sh eae of High Temperdtures, 3d edition, p. 
334 (1912). 
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The tests on tungsten and molybdenum were made by grinding very thin 
a portion of a piece of wire, which, on account of the resulting small cross- 
section, heated very readily. here tungsten and molybdenum strips 
were arranged as lamp filaments in a glass tube, in vacuo. Readings 
were also made on fusing briquets of these metals, when heated, under 
operating conditions in the above-described resistance furnace. 

A final reading was made on the positive crater of the arc, accepting 
for this a temperature of 3,600°C. It has been shown that an absolute 
match of both color and brightness cannot be made, unless monochroma- 
tic light is used, or unless the lamp filament and object radiate similarly, 
which is seldom the case. . All observations were, therefore, taken through 
red screens, which, with a radiation characteristic of about 2,000°C., 
gave a very narrow band with maximum of transmission at \ = 0.659u. 

In all readings care was taken to maintain axial symmetry and con- 
stant distance from the hot body to the objective, thus insuring a suffi- 
ciently large background, and also constant angles at » and §. 

The accuracy of this method of pyrometry has been fully proved and 
is such that between 1,000°C. and 2,000°C. the error of reading should not 
exceed 10°C. Above this range the error was found to be somewhat 
greater, but not so great as to interfere in any way with a duplication of 
desired conditions. 

Metallography 


Grinding and Polishing.—After heat treatment the ingots were made 
ready for microscopical examination. The preparation of specimens of 
this small size (about 0.5 by 0.5 by 1.0) cm. was rather a delicate opera- 
tion, but the final surfaces secured were all that could be desired. Excel- 
lent apparatus was available for this purpose, while the three grades of 
alundum, F, XF, and 65F, were found to be sufficient for polishing all 
samples. Care was taken during these operations not to introduce surface 
conditions which would mask important internal phenomena. 

Etching.—For pure tungsten and molybdenum or their high-percent- 
age alloys, the most satisfactory etching reagent was found to be concen- 
trated hydrogen peroxide. It is necessary, however, to have this boiling 
while in contact with the specimen, otherwise it is quite inert. For the 
alloys containing a precious metal also, either hydrogen peroxide or aqua 
regia was used, depending upon whether the tungsten and molybdenum, 
or the precious metal was to be attacked. 

Microscopy.—For microscopical examination, there was available, 
from both Carl Zeiss and E. Leitz, a very complete equipment, the 
detailed description of which is not deemed necessary. 


Results 


In order to test the soundness of the premises upon which the experi- 
mental work was based, it was necessary that experiments should first 
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be directed toward the production of workable masses of pure tungsten 
and molybdenum themselves, for, should this not be possible, it would be 
useless to extend the work to their alloys; and, conversely, should these 
pure metals yield to such systematic treatment, as based upon conclusions 
drawn from earlier study of the probable theoretical conditions involved, 
then the application of similar methods should meet with success in the 
treatment of their alloys. 
~ It must be pointed out here that no treatment would overcome defects 
in these alloys due to chemical interactions, but that if, for instance, 
brittleness, as in the case of tungsten and molybdenum, is due to a purely 
physical condition, then a method based upon the above considerations 
should meet with success. 
There are two fundamental critical points to be determined: First, the 
proper ingot-forming temperature; and second, the lowest possible 


Fic. 26.—Resuxtt or Lone, Revativery Low HEatine. 


temperature at which this ingot will yield to mechanical working. This 
latter point must obviously be below the hot-working range. 

With the above considerations in mind, and in accordance with the 
principles laid down in the preceding pages, the experimental work has 
been carried out, with results as shown briefly under the following separate 
heads: (1) Pure tungsten; (2) pure tungsten plus 0.75 per cent. ThOs, 
(3) pure molybdenum; (4) tungsten-gold series; (5) tungsten-palladium 
series; (6) tungsten-molybdenum series. 

Pure Tungsten.—The pure tungsten briquets of this series were made 
under a pressure of 14,500 kg. per square centimeter (about 200,000 
lb. per squareinch). The specific gravity of the resulting briquet was 18, 
taken as an average of nine specimens. This was determined from mi- 
crometer measurements of volume, and weight of the specimen, and 
represents about 30 per cent. of void in the briquet. 
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_ From numerous results, the following are taken as typical of the 
changes which take place upon treating the amorphous briquets at vari- 
ous temperatures: 


Tas.e III.—Resulis of Heat Treatment of Briquets 


Bausher Treating Time of 
Specimen | tures” | Heating oo 
Deg. C. |Hr. Min. 
5 500 if O | Fairly coherent. Partly sintered. Could not be 
polished. 
6 600 1 0 | Harder and stronger than No. 5. Could be poorly 
polished. 
8 800 i 0 | Hard and metallic. Filed with difficulty. Polished 
readily. : 
10 1000 | 1 0 | Very hard and metallic. Polished to beautiful surface. 
12 1200 1 0 | Appeared microscopically as solid metal. Very hard 
and brittle. 
14 1400 1 0 | As No. 12. No crystal formation. 
16 1600 1 0 | An apparent internal change, which could not, how- 
ever, be called crystalline. 
18 1800 1 0 | Showed changes indicating crystal formation, but with 
no definite outlines. (Gran-Annular furnace.) 
22 2200 0 10} Appeared about as No. 18. (Briquet resistance 
furnace.) 
26 2600 0 10) Very finely crystalline with many intercrystalline 
’ boundaries not clearly defined—indicating presence 
of amorphous material; 
27 2700 0 5 | More coarsely crystalline than No. 26 with crystals in 
center larger than at sides. 
28 2800 0 1 | About as coarsely crystalline at surface as No. 28, but 
: area in center indicated a complete liquid fusion. 


The extent and type of crystallization were found to depend upon the 
time-temperature factor. Prolonged heating at relatively low tempera- 
tures gave fewer and larger crystals, and crystals of different sizes (Fig. 
26), while a flashing at higher temperatures (specimen No. 26) gave a 
very fine and uniform crystalline structure (Fig. 27), which was much to 
be preferred. In specimen No. 28 (Figs. 28 and 29), the heat of radiation 
from the sides of the briquet was so great that while the surface-tempera- 
ture reading was only 2,800°C., the molten interior indicated a tem- 
perature above the melting point of tungsten (3,000°C.) at the center. 
Photomicrographs, Figs. 30 to 32, show the transition from the compressed 
powder to a solid, metallic, apparently non-crystalline mass, and finally 
to a solid, crystalline ingot. 

The next step was to determine which of these stages of crystallization 
gave the best forging conditions. This was done by treating a series of 
each of these numbers at varying temperatures. It was found that, 
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within certain limits; the lower the sintering temperature, the higher was 


the initial temperature necessary for forging. 
No.5 could be forged at about 2,400°C.; No. 10 at about 2,200°C.; No. 


Fig. 27.—Resutt or Quick High HEatiIna. 


18 at about 2,000°C.; No. 22, at about 1,700°C.; No. 26, at 1,275°C.; No. 
27, at 1,350°C.; No. 28, at 1,375°C. These figures, of course, represent 
the initial welding temperature of the more or less powdery mass, the 


Fie. 28.—Mo.ten Interior, Specimen 28. 


necessary temperature falling at once when this welding had begun; 
they give no definite information other than indicating the necessity for 
at least partial crystallization in the treated ingot. Below these high 
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temperatures the specimens were brittle in the first stages of forging, and 
if these temperatures were maintained after forging began , there resulted 
a marked crystal growth, instead of the desired reduction. 

These series were represented by 92 forgings, or attempted forgings, 


Fie. 29.—Surracz, Specimen 28, 


and the results gave a curve with a minimum forging temperature cor- 
responding to a certain crystal size. This is represented approximately 
by No. 26 (micrograph Fig. 27). A higher temperature for a shorter time 
would give nearly the same conditions, or a lower temperature for a longer 


Fig. 30.—First Stacr, CompresseD POWDER. 


period. It is thus seen that it would be useless to prescribe a definite 
treating temperature, or even one for forging, because the temperatures 
recorded were observed under rather restricted conditions, and in appara-— 
tus giving the worst possible conditions as to radiation, uniform heating, 
etc., due to the small scale on which the operations were carried out. 
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The results, however, showed how dependent are the physical proper- 
ties of wrought tungsten upon the heat treatment and the crystallographic 
control exercised during the various stages of its manufacture. 


Fig. 31.—Srconp Staan, NoNcRYSTALLINE Mass. 


The best specimens of this series were hammered out to a thickness 
of less than 0.5 mm. and, although it was necessary to increase greatly the 
heating current with increased cross-section of the ingot, the contact 


Fie. 32.—Tuirp Staan, Souip Crystrantine Inaort. 


resistance was enough to maintain a sufficiently high temperature. As 
the electrodes approached each other it became increasingly difficult to 
make accurate temperature measurements, since only the irregular out- 
side edge of the flattened ingot could be sighted upon with the pyrometer 
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No means were available with which to draw this material, so that its 
behavior during that operation, and the influence of the abores described 
control can only be assumed. 

Tungsten with 0.75 per cent. Thorium Oxide—An exactly similar 
series of experiments revealed only one point in which tungsten and 
thorium oxide reacted differently from the pure tungsten; but that point 
is of the greatest importance. 

Sintering progressed with the gradual appearance of crystallites in a 
manner so closely paralleling the preceding case that the presentation of 
another almost identical set of figures and micrographs is thought 
unnecessary. But with respect to the crystal growth at higher tem- 
peratures, there was a marked difference. The presence of this small 
amount of thorium oxide was found largely to prevent a coarsely crystal- 
line formation in highly overheated specimens; and even at stages just 
below the actual melting point the structure was very uniform. The 
explanation for this marked influence of thorium oxide is probably as 
follows: 

Crystallization of this powdery, amorphous mass no doubt begins, 
as in the case of crystallization from the liquid state, at numerous centers, 
and proceeds, as in that state also, by the impressed orientation and 
resulting ‘“‘absorption”’ of adjacent molecules of amorphous material, 
accompanied by an expulsion of foreign matter outward until, when 
neighboring crystals meet, the intercrystalline boundaries consist of thin 
sheets of this foreign matter. In most known cases the presence of this 
foreign material produces a weakness in the entire mass, but in the case 
of tungsten; the thorium oxide seems to be in such form as not only to 
prevent crystal growth, by its presence among the molecules of tungsten 
and later, between adjacent crystallites, but to maintain the strength of 
the entire mass. This may be a phenomenon similar to that which may 
be caused by iron oxide when two pieces of iron are welded together.** 
It has been noticed, in this case, that no matter how great the crystal 
growth occurring within either of the welded parts, no growth will ex- 
tend across the weld; and this weld is usually the strongest section of the 
specimen. 

Several experiments were performed, in which the thorium oxide was 
replaced by other refractory oxides. Magnesium oxide, cerium oxide, 
and other refractory earths, produced a similar retarding action upon 
crystallization, but the effect was not so marked. Although the experi- 
ments on other oxides than thoria were not sufficiently extended to 
locate these materials on a scale of their comparative effects in retarding 
the crystallization of tungsten and molybdenum, their value, for this 


24 Tt might be of interest to determine the effect of iron oxide upon the ba allie 
zation of iron, and upon its physical properties, by adopting a method similar to that 


here used for tungsten. 
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purpose, seems to be a function of the temperatures at which they begin to 
soften. 

The explanation of the accumulation of thorium oxide at the inter- 
crystalline boundaries was first given by Zay Jeffries;?* and this phe- 
nomenon has been observed so often, during studies in connection with 
these experiments, that the logic of the explanation seems proved. 
Nothing is known regarding the physical characteristics of this rare earth 
when segregated under these conditions, but there is no reason for 
believing that it may not be in a vitreous, amorphous form, and hence, of’ 
great strength. 

The influence of thorium oxide during forging was not so marked, but 
this is due to the fact that these experiments were carried out only to such 
extent as to prove that this material could be forged under the above condi- 
tion. Indirectly, however, the effect of thorium oxide was present, in 


Forging Temp.°C,. 


1000 


Treating Temp.°C. 


Fig. 33.—TREATING AND Forcing TEMPERATURES FOR PURE TUNGSTEN AND TUNG- 
STEN CoNnTAINING 0.75 PrER Cent. or THortuM OXIDE. 


that those ingots formed at the higher temperatures, and in which ex- 
cessive crystallization had been prevented by its presence, could be forged 
at the lower temperature, the curve not showing an upturned branch at the 
high-treating temperature end, as had that for pure tungsten (see 
Fig. 38). 

_ Pure Molybdenum.—The material used in this series, obtained from 
the General Electric Co., was the chemically pure powdered mete used 
in the manufacture of anes wire. 

The raw briquets of molybdenum were made under a pressure of 
14,500 kg. per square centimeter and gave an average specific gravity of 
7.80. Table IV shows the change in internal structure of briquet with 
Sop RCACING foi pera 


25 Private communication, 1914. 
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F TaBLE IV.—Structural Changes in Briquets of M olybdenum 


eineci Tempera- : 
poke Gr Sea Remarks 
| 
4: 400 | 1 0 | Slightly harder and more coherent than raw briquet. 
8 800 | 1 O | Hard enough to be poorly polished. 
12 2007s 0 | Very hard and brittle, but of considerable compressive 
strength. Polished as solid metal. 
16 1,600 | 1 0 | Stronger and more metallic than No. 12. 
20 2,000° | 1 0 | Structure changed. Showed patches which micro- 
scopically behaved as solid crystalline material, but 
| with no definite boundaries. 
22 2,200 | 1 0 | Coarsely erystalline, but with grains of very irregular 
s1ze. 
24¢ 2,400 | 0 10 | Coarsely crystalline, grains of more regular size than 
22. 
23g 2,300 | 0 1 | Very finely crystalline. Ingot quite homogeneous 
throughout, best structure of series. 


The photomicrographs of this series could not be distinguished, in 
representing the transition from compressed amorphous powder to crys- 
talline ingot, from those for pure tungsten, and hence are not given. 

Specimen No. 23g, was of minimum grain size consistent with maxi- 
mum crystalline formation. In this, asin the preceding series, it seemed 
necessary to reach a certain size of grain in order to produce an ingot free 
from patches of incompact amorphous material, the presence of which 

-made it necessary to use a very high temperature at the beginning of the 
. forging operation. On the other hand, too high a treating temperature 
produced a coarsely crystalline structure, with its inherent brittleness, 
which also could not be overcome, except at high temperatures. 

The forging curve for pure molybdenum showed a minimum corre- 
sponding to No. 23g, with higher temperatures on either side, as in the 
case of pure tungsten. 

The results of experiments on tungsten and molybdenum have given 
excellent support to the theory upon which the work was based, and 
furnished details of critical points which promise to be paral ees and 
should be searched for, in any series of their alloys. 

Having established the soundness of the principles aol when 
applied to these pure metals, the next step was to apply them in con- 
nection with their alloys. 

It must be again pointed out that this method did not have as its 
object the production of true alloys, in the sense of those which solidify 
from the liquid state, but to avoid such consequences as might result from 
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that condition, by welding together, at a temperature below the melting 
point, particles of molecular proportions, which should be as evenly 
distributed and uniformly mixed as are the molecules in a true solid 
solution. 

Tungsten-Gold Series—To insure an intimate mixture of gold and 
tungsten the chemically pure tungsten metal was first oxidized and then 
saturated in an evaporating dish with an acid gold chloride solution con- 
taining the desired percentage of gold. This was carefully evaporated 
and dried, with constant stirring to prevent segregation; then trans- 
ferred to an alundum boat and placed in the quartz-tube furnace for. 
reduction under pure hydrogen. This material, when compressed into 
briquets, under 19,300 kg. per square centimeter (about 265,000 lb. per 


Fia. 34.—Tunasten-Gotp Mrxturn, Containing More Tuan 1.4 Per Crent. oF 
Goutp. Darxk Arnas, Gotp. Etcurep with Aqua REGIA. 


square inch) pressure and examined under 2,500 diameters, did not show 
the slightest non-uniformity. 

This series was investigated through a range from 0.1 to 20 per cent. 
of gold; but to give in detail the numerous negative results obtained would 
make this paper too cumbersome. A brief description of the behavior 
of these combinations in several proportions will suffice for the series. 

No combination in this series could be forged at any temperature; even 
0.1 (which was the smallest percentage of gold used) seemed to be suffi- 
cient to prevent working of the mass. 

Below 1.4 per cent. the gold could not be detected as segregated at 
any stage of the treatment. This amount, however, was sufficient to 
cause coarse crystallization at about 2,500°C. Analysis showed the rather 
remarkable fact that very little of this gold was lost, even in those speci- 
mens which were treated to a temperature of 2,600°C., which is far above 
the accepted boiling point of gold. 
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The extreme fragility of these specimens at very high temperature 
prevented even an approximate determination of the melting point. 

Above 1.4 per cent. of gold, a segregation resulted in those specimens 
treated between about 1,200°C. and 2,200°C. (see Fig. 34). Below about 
1,200°C. no change could be detected microscopically, while above 2,200°C. 
a homogeneous crystalline mass resulted. An interesting phenomenon is 
noted in connection with temperatures above this latter point. In the 
case of specimens containing 5, 7, and 10 per cent. respectively of gold, 
after being heated to a temperature near 2,600°C. the gold content was 
found to be partly volatilized, and condensed in visible particles on the 
chamber walls and on the electrodes. In each case there remained a 
coarsely crystalline mass containing from 4 to 5 per cent. of gold. 

No attempt was made to learn the nature of this material or to deter- 
mine its properties, other than to prove its worthlessness from a mechan- 
ical point of view.?° 

Tungsten-Palladium.—A similar investigation of the tungsten-palla- 
dium series, but involving only 0.0 to 4.5 per cent. of palladium, gave 
results very similar to those of the preceding series. Below the melting © 
point of palladium, no change could be detected. Above this point the 
mass became crystalline and possessed an inherent brittleness which 
could not be overcome. This was no doubt due to the fact that some 
reaction had taken place. Whether a compound or solution was formed 
is not known, but that combination of some kind had occurred, was at- 
tested by the fact that the mass appeared homogeneous at all stages 
of the treatment under the highest magnification. 

These ingots of tungsten containing palladium were not found to be 
malleable, when worked under the above-described conditions. 

Tungsten-M olybdenum Series—The tungsten-molybdenum series was 
investigated in various proportions of the components, taken at 10 


26 It would be interesting to try this method upon combinations of metals such as 
nickel and palladium, copper and gold, or a similar series, whose components were of 
nearly equal melting point; for the failure to produce results in the case of gold and 
palladium with tungsten may be ascribed to a too great difference between melting 
points of the components. Near the lower range, the tungsten is not sufficiently 
plastic to permit a welding between the particles; while at higher temperatures, 
fusion conditions are present. 

Even the pure metals, as gold, copper, iron, etc., might, if prepared in this way, 
possess properties far superior to those of the cast and worked metals, for in this 
manner the mass may be made to consist more completely of amorphous material, 
with its attendant characteristics, as shown in the results of experiments on pure gold, 
as described above. Even though an entirely amorphous condition could not be main- 
tained throughout the operation, at least a much more finely crystalline ingot might 
result than from any available fusion method. 

Experiments have been started with the view of testing this out, but have not 
progressed to that stage which would permit a definite statement regarding this 


possibility. 
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per cent. intervals through the range from pure tungsten to pure molyb- 
denum, The alloys represented by each of these intervals were found 
to be susceptible to certain conditions under which they could be wrought. 
The briquets were made under a pressure of 18,000 kg. per square centi- 
meter and were then treated through a range of temperature in a manner 


similar to that employed in the previous series. Figures for the treating 


and forging temperatures of pure tungsten and molybdenum have already 
been given, while those for intermediate points are shown on the curves, 
Fig. 35. 


The investigation of this series involved the treatment of more than | 


200 small ingots, and to give the details regarding each would be merely 
to repeat those already given for pure tungsten, which may be taken as 


0 20 40 60 80 100% Mo. 
100 80 60 40 20 or WwW. 
Fig. 35.—TrRpATING AND Foraina TEMPERATURES OF TUNGSTEN-MOLYBDENUM 
SERIES. 


typical for any of these series. The formation of crystallites and crystal 
growth proceeds in a manner shown in the photomicrographs of the pure 
tungsten briquets, although—and here is an important point—the tem- 
perature representing a certain grain size changes with the relative amounts 
of the components, as the curve clearly shows. This is to be expected, 
and must be observed, in the treatment of the ingots; but it is not known 
whether this factor has received consideration in any attempted com- 
mercial production of such alloys. 

A factor of equal importance is that of a corresponding change in the 
temperature of forging. If, for instance, only 1 per cent. of molybdenum 
were added to the tungsten, a treatment identical with that for pure 
tungsten would produce grains of such large size that even after repeated 


: 
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forging (and this requiring a higher relative temperature) the material 
would still be unreliable.’ On the other hand, the addition of small 
amounts of tungsten to molybdenum would necessitate higher treating 
and forging temperatures, as shown in Fig. 35. 


Fig. 36.—Raw AnD ForGEp Briqurt or 50 Prr Cant. Tunesten-MoLyBDpENUM 
ALLOY. 


Microscopical examination of these treated specimens revealed noth- 
ing that would indicate that these two metals formed other than a com- 
plete series of solid solutions; and if the crystallization curve may be 
taken as paralleling the melting-point curve (which assumption seems 


Fig. 37.—Mrcrosection or Brique, Fic. 36, AFTER TREATMENT AND BEFORE 
ForGIna. 


not illogical), then this latter curve will be found, when determined, to 
occupy a position approximately as indicated in Fig. 35. 

Fig. 36 shows a specimen of the 50 per cent. alloy as the raw briquet 
and after being forged; while Fig. 37 shows a microsection of this same 


specimen, after treating and before forging. 
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VI. SumMARY AND CONCLUSIONS 


With regard to the degree of accuracy with which temperatures could 
be measured in these experiments; it must be pointed out that the 
object was not to establish these critical points for direct transference 
to any commercial plant (for different types of apparatus would necessi- 
tate a determination of these conditions to suit each individual case), 
but to determine their existence and influence. It would also be of no 
avail to locate these critical ranges because every different set of apparatus 
and conditions would require a new standardization. 

In these experiments, however, the temperatures necessary to pro- 
duce a certain degree of crystallization were considered as being located 
with a fair degree of accuracy, insofar as this may not be qualified by the 
existence of working conditions which were far from ideal. 

As to the measurement of forging temperatures, no claim is made for 
more than close approximations, for this was properly not a one-man opera- 
tion, and was performed by the writer with one eye to the optical py- 
rometer, the other on the milliammeter scale; one hand on the pyrometer 
rheostats, the other using a hammer on the upper electrode; while the 
heating current was controlled by one foot on a lever regulating the trans- 
former and rheostat. 

The experimental work resolved itself into three parts, each being 
marked by a different method of attack, necessitated by limitations 
encountered as the work progressed under previously adopted methods. 

The first part consisted of experiments on binary combinations of 
those of the metals which it was feasible to consider, and the melting 
points of which lay within the limits of ordinary fusion methods. The 
* results of these experiments, performed as indicated therein, lead to the 
conclusion that metals or alloys of metals outside of the precious-metal 
groups are unsuitable as substitutes for platinum. 

The gold and silver alloys of palladium have been found to be oxcallent 
substitutes for platinum in its softer forms, and while not so chemically 
resistant, fill all requirements where conditions are not too rigid. 

The second part develops the fact that except in two respects, pure 
ductile tungsten, and, to a lesser degree, molybdenum, meet all of the 
. specifications of a practical substitute for platinum and its alloys, These 
two defects are its ease of oxidation, and the difficulty with which it can 
be soldered; and they have been overcome by coating with a precious 
metal or atin the resulting material being in many ways far superior to 
platinum or its alloys. 

This material has met with instant demand, is in many cases replacing 
the best platinum-iridium alloys, and permits the performance of work 
which has been impossible with the materials hitherto available. 

The third part describes the theoretical and practical considerations 


FRANK ALFRED FAHRENWALD 587 


involved in the manufacture of wrought tungsten and molybdenum, and 
gives results of the proper application of a similar method in the labora- 
tory production of their alloys. 

Wrought tungsten and molybdenum were produced on a laboratory 
scale, but no success attended the attempted production of alloys of 
tungsten with gold and palladium; while on the other hand, the alloys of 
the tungsten-molybdenum series were produced in wrought form. These 
operations were governed entirely by metallographic control, and their 
success suggests the possible application of a similar method in a treat- 
ment of such metals as iridium, tantalum, rhodium, osmium, etc., in 
combination with each other, or with tungsten or molybdenum, which 
may result in the production of alloys possessing properties far superior 
to those of any material now available. 


Discussion 


F. A. FAHRENWALD, Cleveland, Ohio (communication to the Sec- 
retary*).—Since the publication of my paper in the January Bulletin, 
(which was largely a metallographic treatise), I have been questioned 
regarding two points referred to therein. 

One of these is that which deals with the Pe I have made, 
(p. 557) of the equation for melting pressures which correspond with 
different working temperatures. The other refers to the statement, 
(p. 575) that ‘Prolonged heating at relatively low temperatures gave 
fewer and larger crystals and crystals of different sizes, while a flashing 
at higher temperatures gave a very fine and uniform crystalline structure, 
which was much to be preferred.” 

Especial emphasis was not placed upon either of these two factors, 
for each seemed perfectly logical and obvious. As they do not seem 
to be self-explanatory, I will supplement with those portions of my 
notes which were purposely omitted from the manuscript submitted 
for publication. 

A few practical illustrations may serve as evidence in support of 
the first of these, but it must be understood that in this work the ‘“amor- 
phous theory” is considered as being sound, and that it is assumed that 
metals allow of distortion, without fracture, by virtue of the formation 
of slip surfaces, accompanied by the transformation of crystalline 
material to the amorphous phase. 

Effect of Pressure.—In all forging, rolling, and drawing operations, 
it is known that specimens of small cross-section may be worked at a 
lower temperature than can be used for the same material in much 
greater mass and sectional area. In the larger pieces the maximum 
pressure is brought to bear upon the material near the surface, so that 
the interior is not subjected to great pressure, but to a stress more 


* Received Jan. 15, 1916. 
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nearly tensile, or shearing, so only the surface is subjected to the critical 
melting pressure. In the case of wires which draw hollow, the center is 
subjected to practically a tensile stress which breaks it, while the surface 
skin draws perfectly, due to the enormous “flowing” pressure exerted 
upon it by the surface of the draw-plate. é 

Also, certain metals and alloys in wire form may be drawn at ordinary 
temperatures, while these same substances in large ingot form will permit 
of a proportional reduction of area only at a relatively high temperature. 

In the case of tungsten or molybdenum, the decrease of forging and 
drawing temperature with decrease in cross-section may be explained — 
in the same manner. In the smaller sizes each unit throughout the 
mass receives a nearly equal pressure and, what is of greater impor- 
tance, the unit pressure is greater, so that a lower temperature value 
will satisfy the equation in which both pressure and temperature are 
factors. j 

Effect of Ingot-Forming Temperature.—Relative to the seemingly 
anomalous formation, during the ingot-forming heat-treatment of com- 
pressed molybdenum powder, of small crystals at high temperatures 
(Fig. 27) and large crystals at lower ranges (Fig. 26), it would seem 
that the different time of heating would partly account for this. It 
is evident, too, that the more intense heat for the shorter time results 
in a condition similar to that produced by sudden cooling from the 
molten condition, in which case a large number of uniform grains is 
formed, and these are in a state of attractional, or orientational, 
equilibrium. 

If the original powder contained the nuclei for crystallization, there 
was an equal number in each briquet, and they were similarly distributed. 
They may not, however, have possessed the same orientating force upon 
the surrounding molecules. For instance, some nuclei may have been 
made up of a single unit of force (or molecules, etc., as the case may be); 
others of two or more, and others of several hundred. In the case of 
the quick high heat, crystallization proceeded so rapidly and with 
such great ease that a slight handicap possessed by the smaller crystal- 
lites was not noticeable in their race outward, and so resulted in a struc- 
ture in which each nucleus was approximately at the same distance 
from the surrounding cell wall or intercrystalline boundary. 

On the other hand, when the treating temperature was lower and 
more prolonged, or increased more gradually, the most powerful nuclei 
exerted their force first and in an exaggerated manner, while the more 
minute forces could not influence a single molecule. | 

It is no doubt true that a grain or crystal will have an orientating 
influence in direct proportion to the number of units which it already 
possesses, so that if a molecule or crystallite lies equidistant between a 
grain possessing 100 units and one possessing 101 units, it will, other 
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conditions being equal, be oriented parallel to the larger mass. In the 
case.of the coarse-grained, low-temperature, specimen (Fig. 26) it may 
be that the molecular freedom of the mass was such that a nucleus would 
have to possess 10 or more (or any definite number distinct for that 
particular temperature) of units in order to impress its orientation upon 
a single molecule. At a slightly higher temperature a nucleus of nine 
or  — 1 units could grow, and still higher, one of seven, or less or x — n, 
or whatever force was necessary to overcome the viscosity of the mass, 
or the opposing attractions, at that particular temperature. 

In this argument it is assumed that the reduced molybdenum powder 
was in practically a molecular condition, or at least one of very small 
aggregates, in which case it seems that those below a certain force or 
number of units, depending on the temperature, are swallowed by those 
above this line. 

After the mass is completely crystallized, unless this has been ac- 
companied by a cast-metal type of equilibrium, these contending forces 
will continue to battle for supremacy, and at any given temperature a 
distinct excess of force represented by molecular vibration, will be 
necessary before one grain can impress its orientation upon its smaller 
neighbor. The higher the temperature, the smaller will that force need 
to be and vice versa due to a greater molecular freedom. 

These contending forces may be likened to that existing between 
two bubbles of different sizes which have their interiors connected 
through a tube. In this case one will ‘‘absorb”’ the other in conformity 
with a law of nature. If the bubbles were of exactly equal size there 
_ would be equilibrium. So in the case of metallic masses; unless there 
is perfect equilibrium between contending orientating forces, grain 
growth proceeds and non-uniformity increases. In the case of cast 
metals, this equilibrium accompanies crystal formation so that by 
the time the material is completely solid all opposing forces have 
been balanced, and as a result reheating below the melting point 
can cause no further rearrangement in metals which have not been 
distorted. 

The apparent discrepancy referred to is explained then by considering 
that in the case of small grains at high temperatures (Fig. 27) the growth 
from every nucleus commenced simultaneously and proceeded at an equal 
axial rate until the intercrystalline boundaries were reached. If the 
temperature was high enough this would be accompanied by a cast- 
metal type of equilibrium, while in the case of the coarse and non-uni- 
form specimen (Fig. 26) the unbalanced forces were given time to act 
and conditions under which they would become exaggerated. If no 
nuclei were present, i.e., if the material was entirely amorphous, the | 
quick high temperature would force a great number simultaneously, while 
at the lower temperature only a few would be generated, and their 
conditions of growth would proceed as in the above case. 
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In case a compressed metal briquet was so heated that a given area 
was traversed by a temperature gradient, 7.e., if it was hotter in the 
center than at the edge, as would be the case in electrically heated speci- 
mens, grain growth would begin at that area which was at a temperature 
favorable to equal growth; for the hotter part would crystallize almost 
simultaneously, with an accompanying orientational equilibrium similar 
to that of a cast metal; while the cooler part would not possess sufficient 
molecular freedom to increase the size of a single grain. At the junction 
of these two areas, however, the more powerful nuclei would grow at 
the expense of the smaller, and with comparatively large grains once | 
formed this area would encroach rapidly upon the hotter area—which 
of itself was in approximate equilibrium—and to a certain extent, and 
more slowly, upon the cooler portion. 

This would be true, however, only in case the specimen was brought 
very quickly to the maximum treating temperature, for with a gradual 
heat the passage of the final hotter portions through this range will have 
started unequal growth, which only becomes exaggerated upon raising 
the temperature. 

With these facts revealed it became necessary, in order to produce 
a uniformly fine-grained briquet, only to heat very rapidly to a point well 
above the normal crystallizing range, in fact near the melting point 
of the metal. 


Henry M. Hows, Bedford Hills, N. Y. (communication to the Secre- 
tary*).—Do I understand aright the author of this very valuable paper as 
meaning that the support for the ‘Amorphous Cement” theory referred 
to by him on p. 558 is the certainly extremely great increase of the cohe- 
sion of gold with increasing grain fineness? If so, I would point out that 
this supposed intergranular amorphous cement is only one of four ex- 
planations offered of this increase, and ask him what reason he finds for 
holding that this increase supports the amorphous cement theory rather 
than any of the three others? I have elsewhere?’ elaborated my reasons 
for regarding the boundary strength as due primarily to the progressive 
accumulation of amorphous metal along the grain boundaries during the 
deformation itself, because of the disregistry between the slip planes of 
adjoining grains. 

It is not clear to me that the fact that fed increase of cohesion with 
increasing grain fineness in the Author’s results is much greater than in 
the cases which I have met before really bears on the cause of the 
boundary strength. 

The strengthening caused by plastic deformation is reasonably re- 
ferred, at nS in Pere to the ree oD, Me senor nans metal along the 
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slip planes, but that in itself does not really imply, if it even suggests, 
that the boundary strength also is due to amorphous metal. 


F. A. Fahrenwald (communication to the Secretary*).—The results 
of experiments to which Professor Howe refers were offered more in 
support of the contention that amorphous metal is actually present at 
intergranular surfaces, than as an explanation of the manner in which 
this phase was caused to exist. 

An analysis of conditions under which these test specimens were 
prepared, however, indicates that the results shown here are stronger in 
their support of the presence of amorphous metal which has been formed 
in accordance with the hypothesis of Prof. Howe, than they are in their 
support of any theory assuming the pre-existence of amorphous boundary — 
filling material. 

In the case of each of the specimens (2), (3), and (4), the individual 
particles were subjected to a type of deformation which tended to form 
amorphous metal at the particle boundaries. In No. 2 the gold filings 
were subjected, during preparation, to considerable surface rubbing in 
addition to the deformation produced by cutting and shearing. The 
shape and surface condition of the individual particles making up speci- 
mens (3) and (4) are not known. 

By tracing this material, now, through the briquetting process, it is 
observed that an unusual type of plastic deformation plays an important 
part. When packed loosely in the mold, considerable more than the 
theoretical amount of void exists, due to the fact that in this porous 
mass, only points and irregular surfaces are in contact. As pressure is 
applied a shearing action is set up within each particle and, of greater 
importance, a rubbing and gouging of one surface upon another is in- 
duced by the progressive application of pressure until the actual contact?® 
of all intergranular surfaces is accomplished. 

The greater the state of subdivision the more amorphous surface 
material was produced, due to greater surface area. The internal 
shearing action was also more intense in the case of the finely divided 
metal, due to the presence of a smaller number of crystalline units 
within each particle. The large and fine particles underwent the same 
relative deformation during the elimination of void spaces; the former by 
a large number of small displacements and the latter by a smaller number 
of relatively larger slips. 

There can be very little doubt of the fact that the interfacial amor- 


* Received April 21, 1916. 

28 This condition is not reached, however, unless a vacuum is employed during 
compression. A later heating of these specimens caused a marked swelling, due, no 
doubt, to imprisoned air. The nature of its distribution within the compressed 
briquet is not known. This phenomenon was not noticed in the case of harder 


and more brittle metals. : 
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phous material was, in this case to a certain extent at least, produced’ 
by the breaking up of crystalline metal. This slipping under pressure 
of one surface upon another may have produced a condition similar to 
that found at slip surfaces within the grains, or at the intergranular sur- 
faces as suggested by Prof. Howe (4 below). ‘The micro-examination 
of surfaces of rupture disclosed nothing which indicated that an actual 
pressure fusion had taken place. These surfaces did not resemble an 
ordinary metallic fracture, and showed no lines of demarcation separating 
the individual particles. The surface bore a rubbed, greasy, appearance 
quite unlike any that I have elsewhere observed. 

I take the liberty to quote the four explanations of the strength of 
intercrystalline boundaries, as outlined by Prof. Howe.?® They are as 
follows: 

(A) Three supposed to exist before deformation, viz.: 

1. Strong amorphous boundary filling (Osmond, Bengough, Rosen- 

' hain, et al). 

2. Dendritic interlacing of crystals across boundaries (Rosenhain). 

3. Progressive confusion of crystalline structure as the boundaries, 

are approached (Humfrey). 
(B) One supposed to be developed during deformation, viz.: 

4, Progressive accumulation of amorphous metal about the boundaries 

through the break-up of crystalline metal caused by disregistry 
of the slip planes in the adjoining grains (Howe). 

The manner of preparation of the test specimens under consideration 
could produce either (8) or (4). Certainly (2) is eliminated, and (1) 
could exist only within the mass of each particle. 

The results of these experiments on briquetted gold particles are 
evidence only in support of the hypothesis that increased strength is due 
to the formation of amorphous material, in that they show the converse 
of this condition to be true, 7.e., that increased rigidity accompanies 
increased amorphous metal content. 

It is not clear to me, however, that (4) can be a factor in accounting 
for the greater znitial strength of fine-grained cast or equiaxed metals 
when compared with that of these same metals in a coarse-grained state. 
Explanation (4) does not enter into consideration until the elastic limit 
has been exceeded, so that the cnitial strength of intercrystalline bound- 
aries is dependent upon amorphous boundary material already present. 

The intergranular fracture (of Rosenhain, Ewen, et al) in metals at 
temperatures just below their melting points is strong evidence in sup- 
port of the existence of this amorphous cement. I cannot, at this time, 
conceive of a “thin film of a weak or brittle intergranular alloy, possibly 
of the metal with some gas undetected by analysis.”®° for upon heat 
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treating with a resulting decrease or increase in grain size, it is not appar- 
ent to me what becomes of this intergranular alloy. In the case of grain- 
growth especially, should not the decreasing intergranular surface fail 
to accommodate the constant amount of intergranular alloy, and so pro- 
duce a segregation of this material? 

Further evidence in support of the “amorphous cement” theory, 
may be added in an affirmative answer to Prof. Howe’s tentative state- 
ment*" that ‘Moreover, if the crystal units are of appreciable size, then 
fine-grained metal, because it has more boundaries, should be lighter 
than coarse-grained.” 

I have observed the effect of this condition during the investigation 
of several industrial problems, and in cases where temperatures are 
encountered which permit of grain-growth, it is of very great practical 
importance. One example of this was so striking that I regret the im- 
possibility of including detailed observations at this late date. Results 
of interest in connection with the question of grain boundaries will be 
given in the future. In brief, the circumstance was as follows: In 
the commercial application of a certain alloy wire, working temperatures 
varying from 20°C. to 85°C. were encountered; the latter being well above 
the equiaxing temperature for this alloy. Under these conditions many 
failures occurred, some after a period of a few hours, others after a month 
ormore. Aninvestigation of the causes for thisfailure revealed the follow- 
ing condition: The wire had been cold drawn and annealed at the manu- 
facturers under such conditions that its structure was coarsely-crystalline 
near the axis and very fine-grained near the surface. This was due to the 
fact that the surface material during drawing had been subjected to a 
much greater relative deformation than had that near the axis, while the | 
subsequent annealing temperature was such that the above condition 
resulted. 

When employed at high temperatures, the large grains grew from the 
axis outward by absorbing the smaller grains until, when the material 
became completely coarse-grained, the decrease in intergranular surface, 
and hence in the less dense amorphous metal, became so great that the 
grains near the surface actually pulled apart. This was due to the fact 
that the material near the surface of the specimen had decreased in total 
volume, due to a transformation of pre-existing, intergranular, amorphous 
material to the crystalline state; while the volune, or length, of the axis 
remained constant. These cracks, with fluctuation of temperature, soon 
worked their way entirely across the specimen, with resulting failure. 

It is entirely possible that some other explanation may be given of 
this condition, but it is only one of many examples that I have encountered 
which causes me to give credence to the intergranular ‘amorphous 
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It is well known that many properties of a given metal vary with ~ 
the size of grain or cell. For most industrial purposes, where high 
ultimate strength and high elastic limit are desired, the manufacturer 
tries to produce a fine-grained structure. For some purposes, for ex- 
ample in transformer iron, a coarse-grained structure is desirable. 

The terms fine-grained and coarse-grained are used only in a relative 
sense. For example, a fine-grained cast copper might have grains 100 
times larger than coarse-grained high-speed steel. Similarly, a fine- 
grained steel rail might have grains or cells 100 times larger than coarse- 
grained wire, which was made of steel from the same heat. 

In some metals, the change in grain size is more appreciable than the 
changes in any of the properties determined by the tensile test. Fur- 
thermore, in metals which have been annealed or subjected to high 
temperatures, grain size may prove to be a better indication of the life 
of the metal in use than the tensile test. One of the authors was able to 
supplant the tensile test with grain-size determinations in the control 
of metal for a specific use, the latter determination being more indicative 
of the life of the metal part than the tensile test, A grain-size deter- 
mination with a tensile test is, of course, more valuable than either 
singly. 

At present there is a decided dearth of data on actual grain-size 
determinations in metals, and consequently a corresponding lack of ability 
to interpret the determinations after they are made. It would be de- 
sirable to have correlation made between grain size and properties of 
metals, comparing thousands of determinations. In this way, grain-size 
determinations might be interpreted in much the same manner that 
tensile tests are now. 


. 


SEVERAL Metuops or Mrasurine GRAIN SizE 


One of the chief reasons why more grain-size measurements have 
not been made is the excessive work involved in making a determination. 


* A contribution from the metallurgical laboratory of Case School of Applied 
Science, Cleveland, Ohio. 


{ Instructor in Metallurgy, Case School of Applied Science. 
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The planimeter method is accurate—in fact, too accurate for the nature of 
the work involved—but it is slow and tedious. It involves the tracing 
of the outside boundary lines of a group of grains, counting the grains, 
measuring the area with a planimeter, and a calculation which is different 
for each determination. Furthermore, the method requires a planime- 
ter, which piece of apparatus might not be available in all metallo- 
graphic laboratories. 

We have developed a method by means of which a grain-size deter- 
mination can be made in one-fifth the time required by the planimeter 
method. The method is as accurate as the sampling of the specimen 
and does not require apparatus which is not available in metallographic 
laboratories. 

In this paper it is proposed: (1) to outline the more important 
methods now used for the determination of grain size in metals, (2) to 
outline a new method developed by us, and (8) to compare the various 
~ methods. 


The Planimeter Method 


This method may be used in either of two ways. The image of the 
metal specimen may be projected on to a piece of paper and the grain 


Fig. 1.—PLANIMBTER Mrrnop. 


boundaries traced, as shown in Fig. 1. The total area divided by the 
number of grains inclosed will give the average area per grain. The 
second way, which involves less time, is to trace on the paper just the 
outside lines bounding the area of a group of whole grains. The number 
of included grains is then indicated by check marks on the paper, as 
shown in Fig. 2. Since the counting of the grains can be done at the 
time of checking, this way is the shorter. The following example 
is taken from an actual determination: 


mee lL. , — 5 bas, es cow 7 a 
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The area found by measuring with a planimeter was 5.92 sq. in. 
The number of grains inclosed was 61. Therefore, the average area 


_per grain is 222 = 0.09705 sq. in. The observation was made at a 


0.09705 , 
magnification of 100 diameters. Then 100 x 100 > 0.000009705 sq. in., 


which is the actual area per grain. 


1 


0.000009705 ~ inch. 
0.000009705 103,040 grains per square inc 


Fia. 2.—PuLanimerterR Metuop, Mopiriep. 


Heyn’s Method 


The Heyn method! depends for its accuracy on the assumption that 
the intercepts of a straight line intersecting a number of grains will 
be proportional to the square roots of the areas of the grains. In other 
words, the square of the average intercept will be the average area per 
grain. Heyn applies this assumption as shown in Fig. 3. The number 
of grains is counted along a line such as AB. The first incomplete 
grain is counted as one and the last grain is not counted. By taking a 
number of lines parallel to AB and counting the grains intersected by 
each, the average intercept in one direction is obtained. The average 
intercept in the direction CD, at right angles to AB, is obtained in a 
similar way. The product of the two average intercepts is the average 
area per grain. For example, suppose the number of intercepts in the 


direction AB is 79 and the distance 20 in. The average intercept is 
20 ; ea F 
79 = 0.2533 in. Likewise, suppose the number of intercepts counted 


in the direction CD is 72 and the distance is 16 in. The average inter- 


1 Reports of the Technische Hochschule zu Charlottenburg, The Metallographist 
vol. vi, pp. 54 to 63 (1903). 
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16 : 
7 = 0.222 in. Then the average area per grain 


is 0.222 X 0. Anne 0.05623 sq. in. If the magnification is 100 diam- 
3 é 
eters, then 100 X 100 = 0.000005623 sq. in., actual area per grain, or 


cept in this direction is = 


1 
0.000005623 = 177,800 grains per square inch. 


AN TPS Or 
ARV IEAT EL 


Fia. 3—Hryn Mernop. 


It is not necessary to trace the grain boundaries to apply Heyn’s 
method. A piece of cross-section paper may be used for a screen and 
the grains intersecting each line counted and the distance measured. 


The Intercept Method 


The intercept method is based on the same assumption as Heyn’s 
method, but the readings are not confined to series of parallel lines. 
The method of procedure for determining the grain size by the intercept 
method is as follows: In Fig. 4, the line AB is drawn through the center 
of the field. This line intersects 13 grains in a length of 2.58 in. The 


; ee 2.58 i 
average intercept per grain is therefore = = 0.198 in. (0.198)? = 0.0392 
sq. in., the average area per grain. If we consider the magnification as 


: 0.0392 ’ 
100 diameters, then 100 100 ~ 0.00000392 sq. in., the actual area per : 


d 1 
grain. The number of grains per square inch is 000000392 — 255,000. 


In order to get the average diameter per grain, sufficient lines should 
be taken to intersect from 50 to 500 grains. 
In actual practice, this method is shortened considerably.2 An 


2H. M. Howe: Life History of Network and Ferrite Grains in Carbon Steel, 
Proceedings of the American gore for Testing Materials, vol. xi, pp. 380 to 381 
(1911). 
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eye-piece with a graduated scale may be used in place of the regular 
eye-piece. The length of an even number of grains can be measured 
direct and the approximate grain size obtained in a short time. 


Fig. 4—IntTERcEPT MretTHop 


Authors’ Method 


Our method has for its object the quick determination of the equiva- 
lent number of whole grains included within a circular portion of an image. 
It is evident that some of the grains will be completely included within 


Fia. 5.—Avutuors’ Muruop. 


and some will be intersected by the circumference of the circle. The 
former will have no correction factor. The boundary grains, however, 
will be partly inside and partly outside the circle. In Fig..5, the grains 
marked with a check mark are completely inclosed and those marked + 
are the boundary grains. The average portion of each boundary grain 
included within the circle may be found as follows: The grains completely 
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included within the circle are first counted and checked. Then, the 

boundary grains are checked with a different mark and counted. (If 

the counting is done at the timeof checking, the time of making a deter- 

mination will be shortened.) In Fig. 5, there are 37 included grains and 

22 boundary grains. The area of the included grains by planimeter is 

1.9 sq. in. The area of the circle (diameter 1.83 in.) is 2.635 sq. in. 
1.9:2.685 = 37 <u 


X = 51.3 the equivalent number of whole grains within the circle. 
51.38 — 37 = 14.3 the equivalent number of whole grains in the inside 


_ portions of the 22 boundary grains. = 0.65 average portion of 


14.3 
pe 
each boundary grain within the circle. 

If this factor be determined on a large number of samples, it may be 
used on unknown samples to find the equivalent number of whole grains 
within a circular area. If we call this factor y, the total number of 
grains within a circle is, 

z+ yu, 
where 2 is the number of grains completely inclosed and w, the number 
of boundary grains. 

The factor y has been determined empirically on 175 samples. The 
results are given in Table I. The first column represents the number of 
grains eomapistely included within the circle. 


TABLE I. 

Grains Completely Included Average Value of y Number of Determinations 
10-20 0.556 11 
20-30 0.582 15 
30-40 0.542 13 
40-50 0.574 10 
50-60 0.590 11 
60-70 0.600 12 
70-80 0.576 11 
80-90 0.577 10 
90-100 0.596 10 

100-120 0.551 11 
120-140 0.618 - il 
140-160 0.546 10 
160-180 0.566 10 
180-200 0.558 11 
200-230 0.606 10 
230-290 0.622 9 


The average value of the factor y for 175 determinations is 0.581. 
The same factor can be used for all numbers of grains included within the 
observed area, but it is recommended that all important determinations 
have at least 50 grains included within the circle. Since 0.581 is nearer to 
0.6 than to 0.5 we have adopted 0.6 as a general factor for all determina- 
tions. Itshould be noted that an error of 1 per cent. in the determination 


= DR” CS 
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of the whole-grain equivalent of the boundary grains makes an error of 
less than 0.25 per cent. in the final result, since more than 75 per cent. 
of the total area of the circle is occupied by the included grains. 

The following is an example of how the factor is used: 


Inclosed grains = 66.0 
Boundary grains = 28.0 
Factor = 0.6 

66 + 0.6 X 28 = 82.8 grains within the circle. 


From the magnification, the number of grains per unit of area can be 
readily calculated. 


COMPARISON OF THE VARIOUS METHODS WITH THE PLANIMETER METHOD 


In making the calculations for the comparison of methods, the actual 
number of grains per unit of area was not figured, the number of grains 
per square inch on the drawing being sufficient for comparison. The per- 
centage of error was figured in the following manner. Suppose the planim- 
eter method gave 50 grains per square inch, the intercept method 54.2, 


Heyn’s method 55.6. The percentage of error in the intercept method 


. , 5.6 
is = < 100 = 8.4 per cent.; and in Heyn’s method 50 100 = 11.2 


| per cent. Tables II, III, and IV show the comparative results obtained 


by using the different methods. 
TaBLE IJ.—Heyn’s Method 


Mesoorementgie | Megewements im | Ares of Grain. | Nombet ol. Gmina per 
Al Total Average Total | Total Average », | Planim- », | Planim-| Error, 
Length | Grains | Diam |rength | Grains | Diam- | Method | eter | Method | ctr 4| Eeh, 
: | 

55.0 a ler 0.311 57.0 210 0.272 | 0.0845 | 0.0885 | 10.91 10.67 : 2.25 
55.0 192 0.288 57.0 200 0.285 0.0820 | 0.0815 12.20 12.25 0.41 
55.0 210 0.262 55.0 189 0.291 0.0761 | 0.0818 13.20 12.23 7.90 
57.5 171 0.338 57.5 172 0.334 0.1130 | 0.1320 8.89 7.60 | 17.00 
40.0 104 0.374 40.0 102 0.392 0.0151 | 0.1540 6.62 6.50 1.84 
47.5 189 0.251 47.5 184 0.258 0.0650 | 0.0743 15.40 13.50 | 14.10 
37.5 147 0.255 35.0 144 .| 0,242 0.0630 | 0.0660 15.90 15.20 4.60 
40.0 187 0.214 40.0 157 0.255 0.0512 | 0.0586 19.20 17.10 | 12.25 
32.5 116 0.280 32.5 125 0.260 0.0730 | 0.0730 13.70 13.70 0.00 
32.5 120 0.271 35.0 130 0.270. | 0.0700 | 0.0960 14.30 10.40 | 37.50 
37.5 101 0.371 40.0 102 0.392 0.1455 | 0.1895 6.90. 5.30 | 30.10 
32.5 93 0.349 30.0 80 0.375 0.1310 | 0.1720 7.62 5.81 0.69 
42.5 98 0.434 42.5 108 0.394 0.1710 | 0.1795 5.85 5.60 4.47 
27.5 82 0.386 30.0 90 0.333 0.1120 | 0.1200 8.91 8.33 6.96 
37.5 104 0.361 37.5 99 0.380 0.1360 | 0.1510 7.36 6.62 | 11.20 
30.0 89 0.337 30.0 100 0.300 0.1010 | 0.1290 9.90 7.77 | 27.50 
32.5 95 0.342 30.0 95 | 0.316 0.1080 | 0.1360 9.29 7.36 | 26.10 
25.0 67 0.374 27.5 75 | 0.367 0.1370 | 0.1730 7.31 6.10 | 19.90 
20.0 51 0.392 20.0 50 0.400 0.1570 | 0.1950 6.38 5.12 | 24.50 
24.0 123 0.195 | 22.0 118 | 0.186 | 0.0365 | 0.0374 27.50 26.80 | 2.61 
26.0 151 0.172 24.0 144 0.167 0.0287 | 0.0319 34.90 31.40 | 11.20 


‘Average percentage’ OL ELTON 6: ses se'e b swinisiarsis s1y.> Sins c vicie:chdra/¥eTolate ra alcete ciGe area area eae | ETS 
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TasLe ITI.—Intercept Method 


Total Length of Roe f Average A Area of eee Mere 
Line, Inches’ | “Grains | Tpmetet | “Grain. | ruin by ging, per /Grgine. bee) per Cenk 
| Inch Inch 
16.70 87 0.1920 | 0.0369 | 0.0425 23.5 27.1 15.30 
20.75 121 0.2275 | 0.0540 | 0.0353 28.4 19.5 31.30 
17.80 98 0.1820 | 0.0330 | 0.0380 26.4 30.4 15.20 
19.63 105 0.1780 | 0.0317 | 0.0412 24.3 31.5 28.90 
18.50 107 0.1725 | 0.0297 | 0.0352 28.4 33.6 18.20 
20.20 112 0.1810 | 0.0325 | 0.0357 28.0 30.8 10.00 
20.45 115 0.1780 | 0.0317 | 0.0387 25.9 31.5 21.50 
17.60 99 0.1780 | 0.0317 | 0.0438 22.9 31.5 37.50 
20.30 119 0.1703 | 0.0291 | 0.0334 30.0 34.4 14.80 
31.40 114 0.2760 | 0.0763 | 0.0875 11.4 leet 14.90 
34.70 135 0.2570 | 0.0660 | 0.0815 12.3 15.1 23.20 
30.50 144 0.2120 | 0.0450 | 0.0529 19.0 22.2 17.10 
32.52 120 0.2720 | 0.0740 | 0.0773 12.8 13.6 4.60 
32.06 139 0.2310 | 0.0531 | 0.0810 12.4 18.8 51.50 
33.58 135 0.2490 | 0.0620 | 0.0641 15.6 16.2 3.82 
33.88 139 0.2450 | 0.0596 | 0.0682 14.6 16.2 15.00 
33.88 138 0.2460 | 0.0605 | 0.0885 11.3 16.5 50.20 
AV Gra Ce Dercen tage OL seLrOle wk. a Weasels to me eee ORM ls ee Ripe aga lal 21.90 
TaBLE IV.—Authors’ Method 
Authors’ Planimeter 
Beso abar Te BenaAney ih wactoes |” YASS pm eine if Methods Niece 
Square Inch Square Inch 

118 49 0.6 7.068 147.4 146.30 0.8 

95 35 0.6 7.068 116.0 123.80 6.3 

34 27 0.6 7.068 50.2 49.85 (Neth 

59 30 0.6 7.068 LiTEAW) 76.22 1.0 

74 37 0.6 7.068 96.2 94.93 13) 

56 35 0.6 7.068 77.0 73.69 4.5 

110 41 0.6 7.068 134.6 137.80 2.3 

93 40 0.6 7.068 117.0 116.97 0.0 

75 37 0.6 7.068 97.2 94.20 3.2 

103 . 43 0.6 7.068 128.8 134.00 3.9 

AVeraee: PerCeENtage: OLCLLONs ts. 2c ia apiels ofeUikpaie ots o.+ ee asi «it > wel ohne trol ene 2.4 


In Heyn’s method and the intercept method, the results are per- 
sistently high. In the former, all of the errors are plus except one, and 
that is minus only 0.41 per cent. In the intercept method, only one 
minus error is found. 

In our method, the average of plus and minus errors is minus 0.1 
per cent., which, of course, is less than the accuracy of the determinations. 
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Quick Meruop or Gratn-sizz MEASUREMENT BY AUTHORS’ METHOD 


A quick way to make a grain-size determination by our method has 
been developed. ‘A circle 79.8 mm. in diameter is used. In making a 


grain-size determination, one of the magnifications given in Table V is” 


used. In the third column is given the factor, for each magnification, 
by which the equivalent number of whole grains within the circle is to be 
multiplied to obtain the number of grains per square millimeter. 


TaBLeE V. 
Magnification Used D ie Sa Factor 
25 79.8 4 
50 79.8 4 
100 79.8 2.0 
150 79.8 4.5 
200 79.8 ) 8.0 
250 79.8 12.5 
. 600 79.8 50.0 
750 79.8 112.5 
1,000 79.8 200.0 
1,500 79.8 450.0 
2,000 79.8 800.0 


The following example shows how this table is used: Included grains, 
61; boundary grains, 35;magnification, 100. Grains per square millimeter 
= (61+ 0.6 X 35)2 = 164. 

Similar tables can be made for square-inch calculations, or for circles 
of different diameters. 


Discussion oF REsuLTS 


Our results show that the intercept method and Heyn’s method are 
not accurate. 

The largest error found in 187 determinations by our method was 
6.4 per cent., the average error 2.1 per cent., and the average algebraic 
deviation from the planimeter measurements, plus 0.25 per cent. 

An average of 30 representative determinations showed that 78.5 
per cent. of the total area of the circle was occupied by the included 
grains. This portion is determined accurately by our method. The 
factor is used in determining only 21.5 per cent. of the number of grains. 
An error of 5 per cent. in estimating the boundary-grain portion makes 
an error of slightly over 1 per cent. in the final result. 

A square or any other shape might be used instead of acircle. It seems 
probable, if 'a square or rectangle were used, that the factor would be 0.5 
instead of 0.6, when the circle is used. 


SuGGESTED RULES ror SAMPLING 


Some metallographic specimens have more than 5,000,000 grains ex- 
posed_on one face. It becomes necessary to obtain a representative 
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sample of this face. We have tentatively adopted these general rules 
which, of course, can be changed as occasion demands. 

1. Usesuch a magnification that about 50 grains will be included within 
the circle. (It is better to have more than 50 grains included within 
the circle than less, but it is always recommended that an even number of 
magnifications be used, even though the number of included grains should 
exceed 100.) 

2. Make at least five determinations at about equal intervals along 
the diameter of the specimen. The average of all of the determinations 
is taken as the final result. It is evident that if there is much difference 
in grain size between the edge and center of the specimen, the former 
should have the greater weight. Such a case, however, may come under 
rule 4. 

3. If the samples are small enough (for example, small: wire), it is 
advisable to determine the total number of grains on transverse sections, 
and the total number for a given length on longitudinal sections. It is 
sometimes practical to do this with larger coarse-grained specimens 
either macroscopically or at low magnifications. 

4. When one part of a specimen differs greatly from another part in 
grain size, do not average the separate determinations, but record each 
and note the position of each determination by means of a free-hand 
sketch. 

5. In samples-which have been cold worked, the relative degree of 
cold work in any direction is expressed by the ratio of the length divided 
by the width of the grains. For obtaining this ratio, it is recommended 
that Heyn’s method be used. 


APPARATUS AND MANIPULATION FOR GRAIN-SIZE MEASUREMENTS 


Any good metallurgical microscope with camera attachment can be 
used for grain-size determinations. It is recommended that only even 
magnifications be used. For instance, if an observation is being made 
at a magnification of 469 diameters, the setting should be changed to 
500 diameters. 

Grain-size measurements can be made on a screen or on a photograph. 
Either a ground glass, or a piece of paper fastened to a clear glass, 
may be used as a screen. A convenient system, where records of the 
determinations are kept, is to cut several pieces of thin typewriter paper 
so that they fit the clear-glass screen, and draw a circle with the desired 
diameter (we use 79.8 mm.) near the center of each sheet. Fasten one 
of these pieces of paper to the clear-glass screen by means of gummed 
labels, or otherwise, and project on to it the image of the specimen. 

The circumference of the circle should be well within the image. 
Count and check separately the boundary grains and the included grains, 
make calculation for grains per unit area and save the sheet of paper 
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with check marks and calculations. This will serve as a permanent 
record of the determination. 

If the existence of a grain boundary is doubtful, often a slight change 
of focus will remove the doubt. It is, therefore, essential that the fine 
focusing screw be provided with an extension so the focus can be changed 
while the operator examines the image on the screen. 

Unless the room is rather dark, or the microscope lamp excessively - 
strong, the operator will find it helpful to work under a cloth hood. 

The specimen should be etched so as to bring out distinctly the grain 
or cell boundaries. 


Discussion 


Zay Jerrries, Cleveland, Ohio.—The original portion of this paper 
represents a laboratory method for determining grain size in metals. 
It was developed not so much to find a quick method as it was to facilitate 
certain work which I was carrying on a couple of years ago. I had a 
great many determinations to make and the planimeter method was very 
slow, as was the Heyn method, and both of them were laborious, so I 
tried to shorten the time of the determinations. 

Since preparing the present paper, Dr. T. M. Focke, Professor of 
Mathematics at Case School of Applied Science, has called my attention 
to the fact that both the Heyn and Intercept methods are mathematically 
incorrect, for the following reason: In any miscellaneous group of 
numbers the square of the mean is always less than the mean of the 
squares of those numbers. As an illustration, suppose we consider that 
the intercepts are in the ratio of 2, 3, 4, 5, and 6. The mean of these 
numbers is 4 and its square is 16; but the mean of the squares is 18. 
Considering the latter figure as the most likely to be correct, the square 
of the mean (16) would represent only 88.9 per cent. In the Heyn and 
Intercept methods, the square of the mean is used for calculation. This 
would make the indicated area per grain low and, hence, the number of 
grains per unit of area high. 


GroraeE C. Stone, New York, N. Y.—I would ask Mr. Jeffries if 
there is a serious error, from the presence of a small number of grains 
that vary largely in size from the average? Do a few large grains or a 
few small grains make a serious difference? 


ZayY JEFFRIES.—Yes. It makes a serious difference’in the various 
properties of the metal. It makes a difference in the working properties, 
and also the physical properties, and as far as results are concerned, if 
there is very much difference in the size of the individual grains, that 
fact should be noted when making the determination. . 


Aurrep C. Lane, Tufts College, Mass—I have done some grain-size 
work for the igneous rocks, and I can agree with what you said as to 
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the difficulty in numerically estimating grain when you have a variation 
in size of the different grains. 

I wanted to ask Mr. Jeffries one or two points. Why is it that that 
correction factor should not be an even 50 per cent., as one would off- 
hand think it might be? Secondly, is not this intercept method prac- 
tically the same as the Rosiwal method sometimes used for measuring 
the relative proportions of constituents in the rock? 

I think I have found certain theoretical considerations for believing 
that the rate of cooling should be proportionate to the areas, which is of 
course what you were getting (though here the grain is developed in 
heating) and therefore an advantage. For a long time I had considerable 
doubt in my mind as to whether the linear dimensions, the area dimen- 
sions, or the volumes, were the most significant as regards grain size. 

Of course, they are more or less in proportion to the first, second, and 
third power. I found there that while, theoretically, the rate of cool- 
ing is more or less closely associated with the areas, practically the first 
linear dimensions were more convenient to use, because, according to 
an approximate equation, the size of the grain, as measured by the 
linear dimensions, varied almost directly with the distances from the 
cooling margin if there was not superfusion or undercooling. 


ZAY JEFFRIES.—In answer to the first question, of course, we can 
only conjecture. The figure 58400, I believe, was the average of all of 
our determinations for that factor, and we have found that. factor to be 
correct empirically; but our idea of it is that the area inside of the circle 
would be 50 per cent. if the chord of the circle were used instead of the 
are, and that the are would include a greater percentage of the area. 

As to the second question, the Intercept or Heyn method is identical 
with the method of determining areas by the straight-line method, that 
is, intercepts of a straight line. In regard to the mathematics of that 
method, I saw an article in Economic Geology in which that was discussed 
a couple of years ago, and the equations given were to the effect that the 
straight-line intercepts were proportional to the volumes and that the 
areas were proportional also to the volumes; but the determination of 
the grain size and the determination of the areas are really two different 
problems. ‘The determination of the relative areas of different con- 
stituents,‘on a certain section, involves either the planimeter measure- 
ment of those various areas or some method of estimation. 

A method used in metallography for estimating the relative areas is 
one known as the ruled-square method, in which a cross-sectioned paper 
is used for a screen, and the number of magnifications is varied at will. 
The areas of one constituent are made to cover from one to several 
~ squares. The total number of whole squares occupied by that con- 
stituent is counted, and then the fractional squares are estimated. The : 
number of squares occupied by that constituent divided by the total 
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number of squares, used for a sample, represents the proportional area 
of that constituent. 


C. H. Futron, Cleveland, Ohio.—With regard to Dr. Lane’s re- 
marks on the percentage of error, he probably has in mind rock sections, 
while Mr. Jeffries is speaking of metal sections. : 

The crystallization in metals is ordinarily quite fine, so that the 
number of grains within a given area is large, while, if I remember cor- 
rectly, the number of crystals in a rock section is relatively small, so 
that the percentage of error naturally would be much less in metal sec- 
tions than in rock sections. 


Aurrep C. Lanz.—That is right; if I came within 10 per cent., I 
thought I was doing well. 


W. M. Corsz, Niagara Falls, N. Y.—There are two practical ques- 
tions that come up in my mind, after hearing the paper this morning. 
One bears on the corrosion of metals, and the other upon the wear of 
metals. Both of the results are interesting, from an engineering stand- 
point, and, as I understand this paper, the grain size, or the determination | 
of grain size of metals, might throw some light on the corrosion of a certain 
metal or an alloy and also on its wear in such a piece as a bearing or a gear. 

I should like to inquire if the results of the determinations published 
in the paper would indicate that any light could be thrown on the corro- 
sion or wear of any particular metal under examination? 


Zay JEFFRIES.—Of course, the subject of corrosion is a large one and 
there is relation between grain size and corrosion; but there is another 
relation which is more marked than the grain size and that is the previous 
treatment of the metal, 7.e., whether annealed, or whether strained, 
the latter including, of course, cold work. 

Now, in view of the amorphous cement theory, the fine-grained 
metal would have more amorphous material in it, and an amorphous 
material is conceded to corrode faster than crystalline material. For 
that reason the fine-grained metal should normally corrode faster than 
the coarse-grained metal. 

As to whether that is true or not, I am not prepared to say, but that 
should be true from a theoretical standpoint. As regards cold-worked 
metals, there is absolutely no question. The cold working of a metal 
produces more amorphous material, both between the grain boundaries 
and inside the grains themselves, and the increased quantity of the amor- 
phous phase is considered to be partly the cause of the more rapid rate 
of corrosion of cold-worked metals. 

As a general rule, if the rapid tests for corrosion (such as solution 
tests) are an indication, I should say that a fine-grained material would 
corrode faster than a coarse-grained material. I know the volatilization 
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of the amorphous material is greater than crystalline material, and a fine- 
grained material will lose more weight than coarser material, by volatiliza- 
tion alone. ' 

As regards the wear proposition, that brings in the subject of hardness 
and it brings in the subject of possibly two or three kinds of hardness; 
resistance to abrasion, and resistance to deformation, for instance. While 
some materials excel in the resistance to abrasion, others will excel in 
the resistance to deformation. 

The fine-grained materials are harder than the coarse-grained materials 
of the same chemical analysis. Considering them both in the an- 
nealed state, or in the strained state with a given amount of cold work, 
we find the fine-grained material to be harder than the coarse-grained 
metal, and it will be more difficult to wear a fine-grained material of a 
certain definite composition, than if it were coarse grained. 
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Recrystallization of Cold-Worked Alpha Brass on Annealing* 


BY C. H. MATHEWSON,{ PHD., NEW HAVEN, CONN., AND ARTHUR PHILLIPS, M. 6&., 
BRIDGEPORT, CONN. 


(New York Meeting, February, 1916) 


Durine the past year considerable work dealing with the mechanical 
properties and microstructure following the anneal under uniform condi- 
tions of certain types of commercial rolled brass has been done in this 
laboratory. Since these experiments were conducted with the active 
cooperation of the Bridgeport Brass Co., involving free use of its product, 
and have thus furnished information which is characteristic of some of its 
special mixtures, full publication of the numerical relationships and com- 
parative results encountered does not seem justifiable. Some of the 
more general features of this work are, however, available and it is our 
present purpose to use the material in question, along with some results 
of special tests, in discussing the characteristics of recrystallization as 
related to the degree of hardening by strain and the ordinary annealing 
variables. We desire to make acknowledgment of the many courtesies 
extended by Mr. Charles Ferry, Metallurgist of the Bridgeport Brass Co., 
and the value of his codperation, which has greatly stimulated the study 
of brass in this laboratory. 

A clear and systematic presentation of the ini) relations between 
temperature and time of anneal, the changing physical properties and 
microstructure and the degree of previous reduction by cold-rolling, was 
first made, in the case of rolled brass and copper, by the French engineer, 
C. Grard,!in 1909, although much fragmentary information of this gen- 
eral character had appeared earlier and the main facts involved were un- 
doubtedly known to many brass specialists through their own private 
research. From this work, it appears that in the cartridge mixture (67 
per cent. copper, 33 per cent. zinc) the properties imparted by cold- 


working within the limits, 18 to 75 per cent. reduction of area by rolling 


(Cagne: Area — Final Area 


re heey Original foc Mae, 0.13 to 0.75), are not affected by anneal- 


ing for a 50-min. period at any temperature below 200°C. At or in the 


* ML aia communication from the Hammond Tabrratty of the Sheffield 
Scientific School, Yale University. 

} Assistant Professor of Metallurgy, Sheffield Scientific School, Yale University. 

t Metallurgical Department, Bridgeport Brass Co. 

1 C. Grard: Cuivre et Laitons & Cartouches, Revue d’ Artillerie, Feb.—Apr., 1909. 
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vicinity of this temperature, metal, which had been reduced 75 per cent. 
showed a sensible decrease in tensile strength and a corresponding in- 
crease in elongation, while metal which had been reduced 13 per cent. 
showed no change. An intermediate value of reduction, 56 per cent., 
the one which Grard evidently used in most of his tests, gave earliest 
evidences of change at about 250°. Thus, the effect of anneal in its 
incipient stages depends somewhat upon the previous treatment of the 
metal. As the temperature of anneal is increased, the change in proper- 
ties becomes more marked in each case, until, at about 325°, the individual 
curves coincide, and from this point, the final condition produced by 
anneal is independent of the previous reduction within the limits investi- 
gated. With regard to peculiarities of inflexion, Grard distinguishes a 
number of zones corresponding to regions of permanent, or of changing 
properties in one sense or another. In accepting such conclusions, the 
empirical character of the work must be borne in mind. Grard has shown, 
as indicated above, that the degree of reduction by rolling determines the 
temperature range of permanency in the original strain-hardened condi- 
tion.. The reasons for this and the prevailing possibilities of variation 
will at least be indicated from a general point of view in the present paper. 

In the principal set of curves, Grard adopted a period of 30 min. in 
which to complete the anneal at any given temperature. From his tem- 
perature-time curves it appears that in all cases the rate of change of 
physical properties, which is greatest in the earlier stages of the anneal, 
has become very slow at the expiration of the whole period. More- 
over, as the temperature of anneal is raised, a decreasing fraction of the 
total 30-min. period suffices to produce most of the annealing effect. 


That this is a generally prevalent condition was shown by T. K. Rose? | 


who, in studying the annealing properties of a variety of coinage alloys 
by the scleroscopic method, makes the following statement: “The an- 
nealing action at any given temperature is most rapid at first and gradu- 
ally dies away, so that a state of equilibrium is not attained in any short 
space of time, except perhaps at high temperatures. For example, 
equilibrium apparently was not attained in the gold-copper, silver-copper, 
or nickel-copper alloys, or in pure nickel, in 16 days at 300°. At high 
temperatures, almost the whole result is obtained instantaneously, though 
a little extra softness is got by prolonging the time. A few minutes at 
such a temperature cannot be replaced, for practical purposes, even by 
hours of annealing at much lower temperatures.” . 

This work of Grard has been widely circulated among brass metallur- 
gists through the medium of reprint, translation, and review. Doubtless 
it has supplied information of direct numerical value in some quarters, 


2T, K. Rose: On the Annealing of Coinage Alloys, Journal of the Institute of 
Metals, vol. viii, pp. 86-125 (1912). 
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while in others it has served as a welcome guide in the development and 
coordination of testing data. The latter type of service appears to us 
to be the most desirable function of publications of this sort. The indi- 
vidual brass mill may be urged to develop its own data of standardiza- 
tion, or control, whereby all local matters of manufacturing practice, 
peculiarities or specialties in composition, and other individual features, 
may receive consideration in their proper environment, leaving broader 
conceptions subject to development and modification by exchange of 
ideas through the scientific press. 

With these ideas in mind, the following notes are selected from work | 
which we have done, with the hope that they may be of some service to 
those who are interested in the annealing characteristics of brass. In 
these notes some addition to the commonly available information on 
brass metallurgy has been made chiefly along the following lines: 

. (a) By presenting a few carefully conducted physical tests to show 
the general direction and magnitude of changes which are effected by 
heating cold-rolled strips below an effective annealing temperature. 

(b) By determining the periods of time necessary to produce a measur- 
able amount of softening in one kind of strain-hardened material at 
a succession of temperatures below the region of rapid effects. 

(c) By emphasizing the micrographic aspects of strain-hardening and — 
recrystallization in metal which has received both light and heavy reduc- 
tions by rolling. 

(d) By discussing the relations between temperature and time of 
anneal, degree of deformation, and structural alteration in alpha brass, 
with an attempt to give some general explanation of the facts involved. 

(e) By showing comparisons between the ordinary physical properties 
and the grain size, both given as functions of the annealing temperature 
for a fixed period of anneal. 


Changes Produced in Cold-Rolled Strips by Heating One-Half Hour at 200°C. 


Bengough’s* experiments on 70/30 brass, while devoted largely to 
the question of “burning,” extend over a wide enough range to furnish a 
broad basis of comparison with those of Grard. Both observers have 
recorded a similar sequence of changes in the strength-properties after a 
constant period of anneal at different temperatures, except that, according 
to Bengough, the metal becomes several per cent. stronger after anneal at 
temperatures in the vicinity of 300°, while Grard, in his curves, gives no 
indication of an increase in tensile strength before the normal (reverse) 
effect, due to anneal at higher temperatures, sets in. 

It may be urged that variations of this order may be expected, in 


8 MBengough ahd Hudson: Heat Treatment of Brass! Journal of the Institute of 
Metals, vol. iv, pp. 92-127 (1910). 
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view of unavoidable slight imperfections in the test pieces, or on account. 
of testing errors, irrespective of any actual annealing effect. It is ob- 
viously necessary to obtain the mean values from a moderately large 
number of tests before reasonably certain conclusions can be drawn. We 
are not certain whether Bengough used several test pieces for each 
experiment, or relied upon a single piece to represent each anneal. In 
any event, it is true that, in all three series embracing low-temperature 
anneals, viz., copper 69.4 per céent., 34-in. round bar; copper 71 per cent.., 
34-in. Fhe bar, and copper 71 per cent., }g-in. wire, somewhat fener 
tensile strength was obtained in samples nitigalan between 285° and 320° 
(different series), than in the original hard-rolled material. A critical 
examination of Grard’s data is not possible, since the actual values are not 
tabulated or shown in his diagrams. 

Our method of testing the point at issue was as follows: Strips of the 
dimensions, 0.1 by 0.5 by 8 in., were sawed from a cold-rolled sheet of 
70/30 brass* which had received a dead soft anneal in the mill previous 
to the final reduction of 40 per cent. Five of these strips were tested in a 
50,000-lb. Riehle universal testing machine in the cold-rolled condition. 
Another set of five was tested after annealing for a period of one-half hour 
at 200°. The material under present consideration cannot be heated for 
a half-hour period at temperatures in the neighborhood of 300°, viz., at 
temperatures similar to those given by Bengough, without appreciable 
softening and visible recrystallization (true annealing effect). One of 
our tests at 300° showed a softening of four points on the scleroscope scale 
and abundant recrystallization, as illustrated in Fig. A, Plate I. The 
main reason for this difference lies in the moderate initial reductions by 
cold-working received by Bengough’s rods, as compared with the heavy 
initial reduction received by our strips. While Bengough does not give 
the reductions used in his material, the above conclusion is justified by 
the materially lower tensile strength and higher elongation of his bars, as 
compared with our strips; all tested in the cold-rolled condition. 

The annealing was conducted in an electric resistance furnace of 
rectangular box-shaped type containing a central tube of alundum (14-in. 
long by 1 in. bore) closely wound with “Nichrome”’ ribbon cemented into 
place with alundum cement. To avoid rapid radiation from this heating 
unit, it was embedded in a mixture of granular fire clay and silica. 

Two test strips were treated simultaneously (except in the annealing of 
the fifth strip). The strips were clamped in a vise and a hole large enough 
to accommodate the thermo-couple tube was drilled at one end in such 
manner as to bore both pieces simultaneously for a distance of approxi- 
mately 1 in. in the direction of their length. ‘Two wire clasps held the 
strips in aa position and served as a support for the metal when en 


* Analysis: Copper, 69.35; iron, 0.04; lead, 0.02 per cent. 
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in the center of the furnace tube. All bars for tests and micrographic 
observations were annealed in this way. After anneal, the drilled ends 
were cut off and micrographic observations madein the immediate vicinity 
of the region where the thermo-couple junction had previously rested. 
It is to be noted that the junction was virtually imbedded in the metal at 
this point. 

Owing to increased radiation at the ends of the furnace, the tempera- 
ture of the tube at the center was found by preliminary experiments to be 
about 10° higher than at the ends. This difference is small and is 


actually less in the bars themselves, as their high heat conductivity tends _ 


toward equalization of temperature, 7.e., flattens the thermal gradient. 

Probably the most effective method of flattening the thermal gradient 
in a wire-wound tube furnace is to make use of independent heating coils 
around the ends which may be run at a temperature just high enough to 
compensate for the increased radiation at the ends. Gray* has obtained 
ideal conditions with this type of construction. By decreasing the dis- 
tance between turns from center to ends, a compensating effect may be 
secured, but with any given winding the desired effect will be secured 
only when the furnace is running at certain temperatures; above 
and below this range, the ends will be over- and under-compensated, 
respectively. 

Gray’s method complicates the construction of the furnace and 
requires independent circuits along with independent control, while the 
other method requires a number of different resistors to be used for 
different temperature ranges and there is great difficulty in properly 
spacing the windings. We have sought to improve the gradient without 
introducing another element of control and without greatly complicating 
the construction of the furnace. Lately, we have used furnaces in which 
the thickness of the heat-insulating covering around the tube (granular 
fire-clay) increases from the center to the ends, thus permitting more 
rapid loss of heat in the region of the center. In principle, this is similar 
to varying the space between turns, but it is far easier to accomplish, and 
any adjustment may be changed in a few minutes. This modification 
merely requires the construction of false inner sides of sheet iron which 
are bent to give the proper inclination from center to ends and slipped 
within the furnace box (made of asbestos wood), The granular fire-clay 
is then filled in with a scoop. It is clear that, according to this con- 
struction, the thickness of the heat-insulating covering varies from the 


center of the tube to the ends, but the depth is constant, viz., the correc-. 


tion applies to the sides of the tube but not to the top and bottom. 
While it would be preferable to make the correction concentric with the 
tube, this would entail greater complication and less flexibility. These 


A.W. Gra Production of Temperature Uniformity i in an Electric Furnaces 
Bulletin Bureau of Standards, vol. x, pp. 451-473 (1914) ° 
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furnaces may be taken down in a few minutes, They are capable of re- 
ducing the maximum variation of temperature along 8 in. of the central 
portion of the 18-in. tube from 30°C. to less than 10°C, within the range 
200° to 1,000°, using a single adjustment. 

In all of the annealing work, the test pieces were placed in a hot fur- 
nace and rapidly brought to the annealing temperature which was: then 
kept constant for the desired period by adjusting the external resistance. 
With the present set, a preheating period of 10 min. is to be added to the 
annealing period of 30 min.- The results are shown in Table I. 


TaB.e I.—Karly Effects of Annealing upon Physical Properties of 
Worked Brass 


¥ Tensile Strength| Percentage 

No Time and Ja of Anneal 2 ecuads pet ate eee Bay 
1 | As rolled (40 per cent. reduction)........ 76,829 10.0 Sone 
2 As rolled (40 per cent. reduction)........ 76,424 11.0 34.4 
3 | As rolled (40 per cent. reduction)........ 76,822 11.0 33.0 
4 As rolled (40 per cent. reduction)........ 77,017 11.0 33.0 
5 | As rolled (40 per cent. reduction)........ 76,723 12.5 33.2 
ESOL AR Oe te eater ne ls settee aay cette deen 76,763 11.1 33.2 
Gat cohre2 OOS Cu a 14 basa ias Se taen aoe 78,415 10.5 34.0 
War veHe 200 Ora... outs ae Vie ae eee 79,166 10.0 34.2 
Sees es DOO NAS. BAP ids thin er, So eae yas 78,615 10.5 34.4 
Orie ea he oOU cron ober ae its cys aah site nane etas 77,914 9.0, 34.0 
(GN es Zatti 0/0 id St alee PRE CR SOS ERIS Pe RET Het 78,450 10.0 34.2 
[AMOTAPC MN ree rac ail oaiet ls Sit ekAG, ooh ee er 78,512 10.0 34.2 


The two sets of numerical values are consistent and seem to indicate 
that there is a slight but unmistakable increase in tensile strength and a 
corresponding decrease in elongation produced by heating at 200°C. 
It would seem that Bengough and Hudson’s curves indicate more 
accurately than Grard’s the true conditions brought about by heating at 
low temperatures, 

The precise nature of the changes which take place in worked metal as 
a result of exposure to very moderate temperatures, or even spontaneously, 
is not understood. Any attempt to study these changes with the aid of 
the microscope is certain to fail, since the accompanying structural 
alterations are too minute or too indefinite to be followed. In the 
present case, careful comparisons between the two sets of strips were 
made with the aid of a 149-in. immersion objective without detecting any 
difference. Both the heated and the original strips show the typical 

_folds, or wrinkles, which are prominent in heavily worked brass and may 
be seen under low power in the photomicrographs of Plate II, or under 
high power (X 1,000) in Fig. A, Plate I, leaving out the central, recrystal- 


lized portion, 
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It is obvious that since no alteration of structure can be associated 
with these effects they must be of a mechanical nature, or they must be 
due to some reorganization of the particles which does not suffice to change 
the etching characteristics of the metal. The former interpretation is 
practically substantiated by the recent work of E. Heyn® in which the 
distribution of internal strains in cold-worked metal before and after 
heat treatment is determined by means of special tests. This subject is 
handled at length and in a masterly manner by Heyn. We will merely 
draw attention to his observation that reheating at temperatures even 
below the softening point is productive of “remarkable effects toward 
diminishing the degree of internal strains” with the comment that 
similar effects in the present experiments are in all probability responsible 
for the differences observed in the ordinary tensile test. Heating at or 
above the earliest softening point would entirely remove internal strain 
but would also lower the tensile strength. It would seem from the 
experiments in hand that the frequent destructive effect of aging (season- 
cracking) in severely worked metal, which is undoubtedly due to relief of 
internal strain from some local cause, could be avoided in every case by 
suitable heat treatment without loss of tensile strength. The present 
tests show that there may actually be an increase in tensile strength 
associated with the partial release of strains in some rolled shapes. 


Time Required at a Number of Different Temperatures between 225° and 
325°C, to Produce a Drop of 3 Points in Scleroscopic Hardness 
in the Case of 70/30 Brass which had Received 40 Per 
Cent. Reduction by Rolling after a Dead Soft 
' Anneal in the Mill 


The same material was used in these tests as in those just described. 
A number of 1-in. pieces cut from the 8-in. strips were placed in the 
furnace at the given temperature and removed at intervals. 


TaBLE II.—Factors Corresponding to a Drop of 3 Points in Scleroscopic 
Hardness after 40 Per Cent. Reduction by Cold-Rolling 


Temperature of Anneal Time of Anneal 

2k Hours 
225 294 

240 189 

255 46 

275 5% 
300 216 

Minutes 

325 18 


°K, Heyn: Internal Strains in Cold-Wrought Metals and Some Troubles Caused 
Thereby, Journal of the Institute of Metals, vol. xii, pp. 3-37 (1914). : 
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At 425° and 375°, the strip pieces could not be brought to the furnace 
temperature, which required about 5 min., without losing more than the 
desired 3 points on the scleroscope scale. re the former case, the loss was 
13 points, and in the latter, 8 points. Between 325° and 225°, the time 
necessary for a 3-point drop could be measured and the values obtained 
are given in Table II. 

Fig. 1 shows the above results in graphical form. From a practical 
standpoint, if we are to speak of a “critical”? temperature at which soften- 
ing will begin in any particular mixture which has been given a stated - 
reduction by cold-working, we must not omit certain qualifications, since 
the same effect will be produced at a number of different temperatures 
depending upon the time allowed. From the indications of this curve 
and from other considerations to be shown later, there is reason to believe 


Temperature, 
(0; 


75 150 225 300 
Hours ; 


Time necessary to cause drop of 3 points in scleroscopic hardness. 


oe 1. —CanrtTrinGs Brass (70/30) Repucrep 40 Par Cunt. In AREA OF SECTION BY 
Co.Lp-ROLLING. 


that there is a minimum temperature corresponding to a given degree of 
reduction at which the first softening effects may occur, but at this 
temperature the change proceeds very slowly, so that a period of days, or 
months, may be required to bring about equilibrium, The particular 
equilibrium involved will be discussed in another section of this paper. 
In the present case, the arbitrarily chosen unit of measurable soften- 
ing* is realized at a temperature as low as 225°, but only after a period 
of about 1214 days, while, at a temperature only 50° higher, the same 
effect is produced in about 5 hr., and at a temperature still higher by 50°, 


* We have chosen 3 points on the scleroscope scale as the measure of appre- 
ciable softening since there can be no doubt from an experimental standpoint that the 
metal has softened when this indication is obtained. A drop of 2 points is not as 
easy to detect, while an indicated drop of 1 point is always open to doubt. 


incipient effects, in order that the results of test may be properly dupli- _ 
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viz., at 325°, the effect is produced in a period of minutes. None of the 
values shown on the curve are equilibrium values, since further softening 
occurs at any given temperature on longer exposure; from the flattening 
of the curve, however, it is apparent that the lowest value given, viz., 
225°, is not far above the true equilibrium temperature for this degree of 
softening. 

Bearing these facts in mind, it is clear that any set of curves giving the 
physical properties of a commercial mixture after anneal for a fixed period 


- of time following a given reduction by cold-working requires that the 


stated period of anneal be rigidly adhered to within the critical range of 


cated. At higher temperatures, when all changes are rapid, approximate 
equilibrium values are reached in comparatively brief periods of time and 
some latitude in this respect may be allowed without materially affecting 
the results. For example, in the case of cartridge brass (70/30+3), 
which has received a heavy reduction, at all temperatures above 325°C., 
variation of the annealing period between 4 hr. and 1 hr. will not bring 
about material change in properties; at somewhat lower temperatures, 
however, incipient effects are encountered and the time factor must be 
carefully established by test. 


Early Stages of Recrystallization in Material which has Received a High 
Degree of Reduction by Cold Work 


Rose observes? that the change in hardness and the recrystallization, 
in the case of gold, take place almost simultaneously, with a slight lag 
in the visible recrystallization; especially if the specimen is heated for a 
short time only, As far as can be inferred, his observations were all 
made at low magnification and, in case of a slight drop in hardness, he 
failed to detect recrystallization. As a result of the experiments just 
described, we are in possession of a large number of small pieces of metal 
which show different degrees of hardness varying from 33, that of the 
original cold-rolled metal, to 14, and these variations were brought about 
by heating for different periods of time at the various temperatures within 
the range, 225° to 325°, A sufficient number of these were carefully 
examined to prove beyond doubt that any positive indication of, softening 
by the scleroscope can be detected in the form of recrystallization under 
the microscope. This applies only to material which has received 
comparatively heavy reductions, as will be pointed out more clearly in a 
later section, 

In order to detect recrystallization of this order, microscopic exam- 
ination under high-power is necessary, as the first visible elements of 
recrystallization are extremely minute, Before ‘describing these effects, 


2 Journal of the Institute of Metals, vol, viii, pp. 86-125 (1912). 
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it may be well tb refer briefly to the ordinary appearance of brass after 
different degrees of strain-hardening, as seen under the moderate magni- 
fications usually adopted in brass work. A set of photomicrographs* 

representing the effect of cold-rolling in stages from gages 18 to 25 (B. 
& 8.) using alpha brass containing about 64 per cent. copper, 0.2 per cent. 
lead and 0.04 per cent. iron is shown in Plate II. The reductions are 
given with the micrographs, The samples were etched with ammonia and 
‘hydrogen peroxide. “The common high brass, from which these micro- 
graphs were made, and cartridge metal, which is the subject of the present 
experiments, both show thesame deformational characteristics, It may be 
noted that Fig. F, Plate II, represents approximately the same degree of 
reduction as that received by the metal used for the present tests. 

In general, reductions of 5 or 10 per cent. have little or no effect on 
the etching properties of alpha brass, Photographs taken before and 
after deformation are very similar; practically the only alteration due to 
moderate working of the metal which may be observed in the photograph 
is a slight displacement of the normally rectilinear boundaries between 
parts of a twinned grain, so that they frequently appear curved. Some of 
these curved bands may be seen in Fig. B, but, more prominently, in the 
succeeding figures. When the reduction reaches about 20 per cent., the 
etching characteristics of the metal begin to change; there is a loss of con- 
trast between differently orientated grains owing to the development of a 
secondary structure within the grains themselves. ‘This is barely dis- 
cernible in Fig. C, but becomes more prominent as we pass to higher re- 
ductions in the succeeding figures. At a reduction of about 30 per cent., 
as in Fig. D, the direction of extension in cold-working becomes apparent, 
in that the grains themselves show a prevailing direction of elongation. 

The intergranular secondary structure due to deformation consists 
in the main of groups of curved or wavy lines which possess the same 
general direction in each grain, or homogeneous portion of a twinned 
grain, and increase in number and prominence with the degree of reduc- 
tion. Theyincline to a direction at right angles to the direction of elonga- 
tion and it appears that, in the squeezing of the grains between the rolls, 
the most destructive movements affecting the integrity and homogeneity 
of the grain substance have occurred chiefly along the gliding planes 
which, in any given grain, are nearest at right angles to the direction of 
elongation, 

In the absence of any generally Giaaited term of definition, these lines 
may be called, simply, lines of deformation. They are the most prominent 
and the most characteristic lines which are produced by any deforma- 
tional process. In some laboratories, the term slip bands has been dis- 


* These photomicrographs were prepared by Philip Davidson in the Hiamoud 
Laboratory for the Scovill Manufacturing Co. who have kindly permitted us to use 
them in the present connection. 
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torted out of its original meaning and made to include markings of this 
character. It seems wiser to restrict this term to its original meaning 
which relates only to the visible effects produced when associated units 
of grain-substance move along the crystallographic gliding planes and 
break the plane of the polished surface. It does not appear wholly cor- 
rect to make use of the term, Neumann’s lines, in this connection, since 
these markings, which are revealed on etching and doubtless represent 


etching characteristics dependent upon a previous form of mechanical 


treatment, have been studied chiefly in connection with meteoric iron, in 
which they were originally discovered (Neumann, 1850), and have re- 
ceived an authoritative interpretation based upon crystallographic rela- 
tionships in the case of iron alone.® .” 

When a specimen of rolled brass showing lines of deformation is 
manipulated under the higher magnifications, it is seen that the black lines 
are shade effects primarily due to differential etching of the surface into 
curved elements of varying breadth and elevation. The surfaces of 
intersection of neighboring elements reflect the incident rays away from 
the line of vision producing dark bands whose breadth and quality vary 
with the focussing position and the angle of illumination. Where the 
original orientation of the grain is such as to reflect very little light to the 
eye, 7.e., in the case of a dark grain, the deformational detail may yet be 
seen to some extent, since part of the light reflected from the curved sur- 
faces of intersection between bands reaches the eye. Thus, the light 
grains as a whole are rendered darker, while the dark grains are rendered 
lighter, so that the original contrasts are greatly reduced. ‘This is ap- 
parent in the series of photomicrographs shown in Plate II. 

The deformational detail of several grains may be seen in Fig. A, 
Plate I, under a magnification of 1,000. The recrystallized central por- 
tion of the figure need not be considered in the present connection. An 
acute-angled grain in the upper right-hand portion of the photograph 
shows a uniformly close arrangement of bands, wrinkles, or folds, as they 
may be variously termed. It may not be inappropriate to pattern after 
the term slip bands, and designate these bands, which constitute the 
etching record of intercrystalline deformation, etch bands, 

The grain shown in the lower left-hand portion of the figure is marked 
with wider bands, while the grain just above this has reflected little light 
upon the plate and gives an unsatisfactory rendering of detail. In some 
cases, the etch bands are crossed by a second set of bands; this is seen in 
the extreme upper center of the photograph. 

The edges of the etch bands are frequently serrated, as shown in Fig. 
B, Plate I. This indicates that the existing positions ate been reached 


6 Osmond, Hreniont and Cartaud: Les Modes de Déformation, Revue de Métal- 
lurgie, i, p. 11 (1904). 


7 Osmond and Cartaud: The Crystallography of Iron, Journal of the Iron and Steel 
Institute, iii, p. 444 (1906). 
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through movements of step-form, which is in accord with present concep- 
tions of plastic deformation. It is probable that serrated edges would 
always be observed if adequate magnifications could be used. 

While direct observations of this character cannot fail to aid the imagi- 
nation in devising theories to account for the series of transformations 
which are effected by severe mechanical treatment followed by annealing 
the actual processes of reorganization cannot be observed owing to the 
minute character of the participating units. A few remarks bearing 
upon this subject will be made in following paragraphs, along with brief 
reference to leading theories. 

In a recrystallized structure, free from mechanical alteration, each 
homogeneous member or grain shows its individuality on etching by 
reason of its directional properties, which determine selective etching with 
boundary distinctions, or selective reflection with contrast effects. When 
the grains are strained beyond the limit of elasticity, their temperature 
range of existence without visible change of form is restricted. On heat- 
ing to a high enough temperature, they appear to disintegrate into smaller 
grains. It is, however, entirely at variance with the laws of energetics 
for large grains to disintegrate spontaneously into smaller grains and 
thereby accumulate additional surface energy. Therefore, the increase 
in surface energy must have developed as a result of the strain, 7.e., in 
the form of inner surfaces between blocks, or groups, of the grain 
substance. This mechanical dislocation of the grain substance is not 
indicated in any way by etching except in cases of severe strain. For 
example, the inner surfaces which must exist after a 5 or 10 per cent. reduc- 
tion by rolling, since the metal will thereafter develop a secondary struc- 
ture on annealing, are not indicated in the corresponding photographs, 
Figs. A and B, respectively, of Plate II. A more complete illustration 
may be had by referring to Plates VII and VIII, the first of which repre- 
sents cartridge metal which has received an 8 per cent. reduction, fol- 
lowed by a series of annealed structures; and the second, similar metal 
which has received a reduction of 12 per cent. followed by a series of 
annealed structures. In neither case has the rolling produced any clearly 
discernible dislocation within the individual grains, but, in both cases, 
the coarse grain structure is refined by annealing at 550°. 

It is thus evident that we cannot see the inner surfaces and we can 
only speculate as to their nature. Since differences in orientation are 
: ordinarily revealed on etching, it may be argued that the deformation has 
not brought about differences in orientation, but has merely displaced 
blocks of component particles along the natural gliding planes. If this is 
all that has occurred, it is difficult to see why any reorganization should 
result on annealing, since the particles are still arranged in conformity 
with normal crystallographic requirements, 7.¢., the original space-lattices 
are preserved, 


620 RECRYSTALLIZATION OF COLD-WORKED ALPHA BRASS ON ANNEALING 


As a matter of fact, a sample of brass which had been heated to 750° 
so as to develop a coarse grain and then strained so as to show numerous 
slip bands on the polished surface (see Fig. A, Plate III), gave little or no 
evidence of recrystallization after annealing at approximately 600° (see 
Fig. B, Plate III). The sample was photographed in the original posi- 
tion after annealing and, making due allowance for changes in the dimen- 
sions of the grains as a result of repolishing (in which several thousandths 
of an inch was removed from the surface), it is clear that the original 

structural outlines are generally preserved in the annealed metal. 

Tammann’s theory of plastic deformation’ is founded upon crystallo- 


graphic principles and admits only of movements of translation, or of 


movements into twinning position, along the natural gliding planes. The 
occurrence of inner surfaces along the gliding planes would necessitate 
their subsequent removal on annealing, but no reason is apparent why 
this should not. be effected by recoalescence in normal alignment with 
preservation of the original space-lattices. There would then be no 
recrystallization and the grain would acquire stability in its altered form. 

It is not impossible that slight differences in orientation may occur 
without influencing the etching characteristics to a visible extent. What 
appears to be a single grain may, in some cases, be a close association of 
two grains which chance to have about the same orientation. We have 
frequently observed cases where the distinction between two neighboring 


grains was difficult to make. Thus, the deformational process may bring — 


about surfaces of discontinuity between blocks of material within a single 
grain, whereby the orientation changes only slightly from block to block. 
There would then be opportunity for recrystallization on anneal with 
accentuation of visible differences of orientation, as the normal process of 
coalescence brings about a survival of those grains, or reorganized blocks 
of material, which possess the strongest individualistic tendencies and 
can maintain contact existence. 

Plastic deformation, according to Lehmann? (see also Czochralski), 
results in an altered arrangement of the grain substance under the com- 
bined influence of the imposed forces and those forces which ordinarily 
operate within the molecular aggregate. Thus, blocks or groups of 
particles are forced into a new position of more or less orderly arrange- 
ment in which certain axial and other relationships are assumed. A 
conception of this sort would imply far-reaching reorganization of the 


grain substance at elevated temperature, since forms of natural stability - 


§G. Tamann: Zeitschrift fiir Elektrochemie, vol. xviii, p. 584 (1912); also Lehrbuch 
der Metallographie (Leipzig, 1914), Chapter 1, C. 

®0, Lehmann: Spontane und Erzwungene Homoitropie, Internationale Zeitschrift 
fiir Metallographie, vol. vi, pp. 217-237 (1914). 

10 Czochralski; Gegen die Translations-Hypothese, Internationale Zeitschrift fur 
Metallographie, vol. vi, pp. 289-296 (1914). 
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(recrystallized units) would then replace the mechanically organized 
forms, with removal of artificial inner surfaces. 

It is but a step from the above theory of displacement to the amor- 
phous theory developed by Rosenhain!! as an extension of Beilby’s earlier 
work in this field. Instead of an orderly displacement of the affected 
particles, this theory would lead us to believe that truly amorphous mem- 
branes, or envelopes, are formed along the articulating surfaces. In 
other words, certain of the grain particles are rubbed out of alignment 
and given an isotropic arrangement when blocks or layers of grain-sub- 
stance move against one another. Hardness and strength are supposed 
to be specific properties of the amorphous cementing material, thus ex- 
plaining strain-hardening at ordinary temperature. The inner surfaces, 
in this case, are the surfaces of contact between the two molecular varie- 
ties of material and the disappearance of such surfaces at elevated tem- 
perature, owing to transformation of the unstable amorphous material 
into stable crystalline material with reorganization and growth of grain, 
is a rational development. 

No adequate discussion of the merits of hose theories is contemplated 
in these pages; it has merely seemed advisable to have the main points 
of the most prominent theories in mind while considering such visible 
effects of structural reorganization as we have been able to define in the 
case of brass. As previously pointed out, we cannot hope to see the early 
stages of this reorganization under the microscope for obvious reasons. 

Turning again to the photomicrographs of rolled metal, it may be 
remarked that inner surfaces of the nature required by Rosenhain’s 
theory would, in all probability, fail to show on etching owing to the 
extreme thinness of the amorphous membranes which Rosenhain con- 
ceives to be of molecular dimensions, When the deformation reaches a 
high value, as shown in the last five figures of Plate II under low power, 
and in the first figure of Plate I under high power, the etch bands appear. 
This constitutes direct evidence that the material within a given grain 
is broken up into groups which differ among themselves in some funda- 
mental essential. The mere fact that there are etching distinctions indi- 
cates that there are also underlying distinctions affecting the grouping 
and alignment of the component particles, When these groups reorganize 
on annealing, the banded form is entirely lost; in other words, a band of 
uniform appearance under the microscope disintegrates and participates 
in a form of reorganization which leaves no indication of its former posi- 
tion. Even the smallest of those recrystallized units which can be clearly 
resolved at a magnification of 1,000 seem to bear no directional relation- 
ship to the preéxisting banded structure. This, i in all probability, indi- 


11 W. Rosenhain: Der Kristallisierte rad der Amorake Zustand der Metalle, 
Internationale Zeitschrift fiir Metallographie, vol. v, p. 65-106 (1918). A bibliography 
of the earlier papers by Beilby is given on p. 103 of Rosenhain’s paper. 
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cates that the earliest visible stages of reorganization represent conditions 
which exist after considerable coalescence and rearrangement have oc- 
curred, so that the first movements away from the banded structure are’ 
obscure. : 

It is clear that while the etch bands probably are indicative of severe 
dislocation, or development of inner surfaces of marked discontinuity in 
the general direction of one favored set of cleavage or slip planes, the 
absence of inner surfaces corresponding to displacements in a crosswise 
direction is not necessarily indicated by the lack of markings in this 
direction. In this connection, we should recall the entire lack of markings 
in metal which has received very little reduction and yet is susceptible to 
recrystallization. From the facts available, it is fair to conclude that the 
etch bands in severely deformed metal represent the development of 
innumerable inner surfaces of discontinuity which are highly specialized 
and continuous in some prevailing direction, so as to give rise to selective 
etching effects. 

The central area of Fig. A, Plate I, shows a number of recrystallized 
units which seem to have grown out of the surrounding matrix of in- 
definable structure. This matrix no longer contains etch bands and it 
seems to represent a condition intermediate between visible recrystallized 
units and visible strain effects. In Fig. C of the same plate, we can see 
where the etch bands of a large, light grain in the upper left-hand corner 
have broken down along a jagged boundary, to the right of which the 
altered and indefinable matrix occurs, along with a quantity of reorien- 
tated units. It may be remarked that the first portions of metal to 
recrystallize are almost always in regions of intersection between a number 
of grains, as is the case in Fig. C. Since recrystallization occurs at suc- 
cessively lower temperatures with increasing reductions, it appears that 
these regions are regions of maximum strain, which would, indeed, be 
indicated by the conflicting systems of etch bands and the oppositional 
nature of the forces in these regions. Figs. B and D, Plate I, taken 
from a piece of metal which had just begun to soften, show the earliest 
effects which can be distinguished under a magnification of 1,000. In 
Fig. B, a number of minute and not very clearly distinguishable re- 
crystallized units may be seen in regions where the etch bands have 
degenerated into a matrix whose structure is not dissolved. In Fig. D, 
the etch bands have partially broken down, while no reorientated units 
are distinctly shown. 

We have thus far dealt with the early stages of recrystallization in 
metal which has received a comparatively heavy reduction by rolling. 
After such reduction, recrystallization begins, as we have seen, in the 
more severely strained areas at low temperatures, the exact values of 
which in any case depend upon the degree of reduction and the time of 
exposure. As the temperature of anneal increases under otherwise 
uniform conditions, additional etch bands break down, or granulate; the 
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existing recrystallized units coalesce and grow; and, at no very elevated 
temperature, the entire preéxisting grain structure becomes replaced by 
a secondary, refined structure of rather uniform character. The condi- 
tion which results after such a series of changes is illustrated by Fig. D, 
Plate X, corresponding to a reduction of 25 per cent.; an annealing tem- 
perature of 550°; and a period of 30 min. 


Karly Stages of Recrystallization in Material which has Received a Light 
Reduction 


A few special experiments were made for the purpose of revealing the 
characteristics of recrystallization in metal which had received very light 
reductions. In these experiments, the reductions were not measured, but 
they were brought about by pressure at right angles to a polished surface; 
so some idea of their intensity and effects could be gathered from the 
changing appearance of the polished surface with its slip bands and other - 
indications of movements in the surface region. Furthermore, in every 
observation, the specimen was placed in the same position on the stage 
of the microscope, so that the appearance of the same portion of the 
surface could be compared after various operations. In order to en- 
hance the value of such comparisons, a very coarse grain was developed 
at the start by annealing at a high temperature. By this precaution the 
necessary operation of repolishing did not result in total obliteration of 
grains which were previously visible at the surface. It is obvious that 
such procedure will not enable us to refer all changes to grains previously 
seen on the surface, since any removal of the surface will reveal new grains 
at certain places, 7.e., where the subjacent grain boundaries were not far 
below the first surface. Some advantages are, nevertheless, to be 
_ derived from this method of comparison. 

Space can be given to only a few of the large number of photomicro- 
graphs obtained. These illustrations, together with a brief description 
of the results in general, will serve to characterize the recrystallization 
phenomena. * 

The surface-effect of a moderate amount of strain after anneal at 750° 
is shown in Fig. A, Plate III. Slip bands are visible in all of the grains. 
The characteristic angular relations between slip bands where twinning 
planes occur, which has been illustrated in many published photo- 
micrographs, can be seen in a number of places. The strain has been 
sufficiently pronounced to produce cross-slips in a number of the grains. t 
There has been relatively little movement of the grains with respect to 
one another. As previously mentioned, we are unable to obtain positive 


* Various brass mixtures were used in these experiments; the photomicrographs 
shown were obtained from a sample of admiralty mixture containing 72.53 per cent. 
Cu; 0.07 per cent. Fe; 0.04 per cent. Pb; and 1.06 per cent. Sn. 

+ Unfortunately, much of the detail of this. micrograph has been lost in repro- 
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evidence of recrystallization after annealing this specimen. Fig. B, 
Plate III, shows the repolished surface after anneal at 615°. Most of the 
grains visible in Fig. A can be identified in Fig. B. Some additional 
twinning bands can be seen, but this may be due to the difference of 
several thousandths of an inch between the two surface planes. If any 
crystallization has actually occurred it has only resulted in a slight increase 
in the number of grains in the affected region. It may be noted that the 
temperature of anneal, although rather high (615°), is more than 100° 
below the temperature of anneal before straining (750°). It is, of course, 
possible that a temperature of anneal in the neighborhood of this latter 
value would bring about distinguishable recrystallization. On the other 
hand, the preéxisting structure, irrespective of any alteration by strain 
in this experiment, might undergo some change at a temperature in the 
vicinity of the original anneal and we omitted the experiment on account 
of the uncertainties attached to it. We believe that, in the case of stresses 
which merely suffice to develop the ordinary slip bands but do not produce 
inner surfaces of another character, no recrystallization will occur on any 
annealing treatment purely as a result of these movements of translation. 
It is our impression that the numerous inner surfaces of slip, which are 
indicated by the close order of slip bands at the outer surface, are healed 
on annealing without reorientation in any grain. 

The same specimen is shown in Fig. A, Plate IV, after strain of more 
severe character. In this case, the grains have moved considerably 
with respect to one another, and slip within one and the same grain has 
also contributed not a little to the existing surface irregularities owing to 
more extended movement in some parts of the grain than in others. 
These surface irregularities account for the blurred appearance of the 
surface in the micrograph; it is not possible to bring all parts into focus 
at once. On account of this difficulty, comparison between this and the 
annealed structure shown in Fig. B is more satisfactory at the microscope, 
where adjustments may be changed to suit any part of the surface, than 
through the medium of photomicrographs. It is apparent, however, par- 
ticularly in the lower portion of the surface represented, that the number 
of grains has increased on annealing; the inner surfaces have been oblit- 
erated by reorganization into smaller grains. In the upper part of the 
figures, where strain was least severe, at least one grain common to both 
may be seen. 

Another specimen, strained somewhat more severely than the last, is 
represented in Fig. C, Plate IV. The companion micrograph, Fig. D, shows 
the corresponding surface after anneal at 550°, a temperature hous 65° 
lower than that adopted in the previous case. Here a large, banded 
grain near the center of the micrograph seems to correspond with one in 
about the same position in Fig. C, while groups of smaller grains in the 
neighborhood correspond to reorganization of the much larger primary 
grains shown in Fig. C. 
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Experiments of this character were continued both in the direction of 
increasing the strain and decreasing the temperature of anneal. With 
regard to the former, it may be asserted that more-severe strain decreases 
the size and iatrcaack the number of separate units which may be seen 
after a given annealing treatment. In other words, more uniform struc- 
tures result when the metal is more severely strained. With regard to 
the latter, if the specimen is strained to about the same extent as that 
shown in Figs. A and C, Plate IV, it will not give evidence of recrystal- 
lization at temperatures much below 500°. The last micrograph of 
annealed material, viz., Fig. D, Plate IV, therefore represents very early 
stages of Fe dallization in invert which has received a very light 
reduction, and may be compared with Figs. A and C, Plate I, which 
represent the very early stages of recrystallization in raatonal ick has 
received a heavy reduction. . 

From thestandpoint of potential recrystallization, the chief distinction 
between metal which has received a heavy reduction aud metal which has 
received a light reduction lies in the vast difference between the number 
of inner surfaces which have developed in the two cases. These inner 
surfaces cannot remain permanently in existence under changing con- 
ditions and, as the temperature is raised, they give way to more stable 
configurations in accordance with equilibrium requirements which take 
into account their number, character, and distribution, along with the 
other variables encountered. Two neighboring particles with separate 
surface boundaries will tend to coalesce, or flow together, under the in-. 
fluence of forces which operate to reduce the surface area and surface 
energy (7.e., to reduce the number of separate surfaces) to a minimum. 
There are oppositional forces which bring about a certain degree of 
firmness, or rigidity, of the grain-substance, or determine directional 
properties which each particle tends to retain and which resist coalescence, 
but all of these forces vary in intensity with the temperature and, at any 
given temperature, there will be a condition of equilibrium. beyond which 
further decrease of surface area is effectively opposed by the forces in 
question. 

This is a form of equilibrium which renders the size of the particles, or 
the number of inner surfaces, chiefly a function of the temperature. In 
order that reorganization within the grain substance may proceed at a 


low temperature, there must be a high order of development of inner sur- 


faces, as in the case of metal which has received a heavy reduction. Small 
recrystallized units may then develop at the expense of preéxisting inner 
surfaces. Where the metal has received a light reduction, however, there 
can be no development of very small recrystallized units, since there are 
no inner surfaces of this order; the first units to recrystallize will be com- 
paratively large, as was noticed in the case of Fig. B, Plate IV, and they 
will not be able to recrystallize until a nAripanetvoke high temperature 


is reached. 
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Much valuable material bearing upon the phenomena of recrystalliza- 
tion after strain, and the principles involved, has been contributed by 
Heyn,” with illustrations drawn chiefly from copper and iron, and by 
Tammann,? with particular relation to his translation theory of plastic 
deformation One of us!* has lately attempted to give an outline of the 
relations between the annealing variables, the degree of reduction of cold- 
working, and the structural characteristics in connection with the study 
of some ancient bronzes exhibiting a wide variety of structures. Some of 
this material will be used at this point for the purpose of introducing a 
discussion of Plates V to X which illustrate the structures obtained in the | 
case of cartridge brass by systematic variation of the annealing tempera- 
ture and the degree of reduction. 


Principal Relations Between Deformational Treatment and Structural 
Characteristics after Anneal 


The accompanying diagram (Fig. 2) will serve as a basis for the ensu- 
ing remarks. This diagram is based upon the assumption that the mean 
size of the new grains which form at any given temperature by coalescence 
of existing grains or by local breakdown of internal surfaces within the 
original strain-hardened grains is determined by the temperature of an- 
neal. Thus, the size of the recrystallized grain will be some function of 
the annealing temperature, and the conglomerate will be composed of 
recrystallized grains along with unrecrystallized fragments of the mechan- 
‘ically altered grains. Such structures are commonly observed in strained 
metal which has not been annealed sufficiently to cause complete recrys- 
tallization throughout the mass, e.g., Fig. B, Plate XI. The entire field 
is traversed by a set of lines, ab, cd, etc., which cut any vertical line into 
a number of segments intended to represent the mean number of recrys- 
tallized grains which would normally be counted along a unit length 
upon the prepared specimen after anneal at the corresponding tempera- 
ture. A linear relationship is assumed in this construction, but obviously 
any experimentally proven relationship between grain size and annealing 
temperature may be depicted in similar manner. 

By cold-working metal of definite grain characteristics, e.g. , uniformly 
recrystallized metal of the mean grain size which would be produced by 
complete anneal at 7's, the grain structure is broken down, inner surfaces 
develop and new, latent grains of a lower order of size and stability are 
formed. As already pointed out, these secondary particles cannot be 
distinguished under the microscope. Etching peculiarities, diminishing 


1. E. Heyn: Martens-Heyn, Materielenkunde fiir den M achinenbau, Part II-A 
Chapter IV (Berlin, 1912). : 

s Zeitschrift fiir Elektrochemie, vol. xviii, p. 584 (1912); also Lehrbuch der Metallo- 
graphie (Leipzig, 1914), Chapter 1, C. 

is C. H. Mathewson: A Metallographic Description of Some Ancient Peruvian 
Bronzes, American Journal of Science, vol. xl, pp. 525-616 (1915). 
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contrast, lines of deformation, etc., are indeed visible when deformation 
has been severe, but no direct indication of the size or shape of the ulti- 
mate secondary units can be obtained. As far as direct observation goes, 
these new structure elements are latent’ only. Upon annealing, they as- 
sert a modified individuality wherein mutual readjustment and coales- 
cence cause them to become visible units with definite orientation and the 
dimensions characteristic of the annealing temperature adopted. 

In order that the annealing effect may be felt at a given temperature, 
it is clear that the mechanical destruction of the original grain must have 
been sufficiently pronounced to produce fragments inferior in size to the 
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Fie. 2.—DiaGram In Wuicn Bota A ConsJECTURED FRAGMENTATION OR FRAG- 
MENTAL RESOLUTION OF THE ORIGINAL GRAIN * BY DEFORMATIONAL TREATMENT 
AND THE PHRCENTAGE OF STRAIN-HARDENED MATERIAL wHIcH May BE ExPEcTED TO 
ReEcrYsTALLIZE at ANY GIVEN TEMPERATURE ARE REPRESENTED ON A SINGLE CuRVE 
FOR A GIvEN DEGREE OF DEFORMATION. 
recrystallized grain characteristic of this temperature. Thus, if the 7’, 
grain previously cited is to recrystallize at T’;,it must have been artificially 
reduced by deformation to a point where the grain size characteristic of 
T;, can develop. In general, the grain fragments produced by deforma- 
tional processes will vary widely in size, so that certain of them will be 
able to coalesce below 7’, while others will remain unaffected at this | 
temperature. The particular factors which apply in any given deforma- _ 
tional process will combine to determine a curve of “‘fragmental resolu- 
tion of grain’’ * for this particular process in which the cumulative per- 
centage of fragments below a given size appears as a function of the size 


of the fragments. 


* We have introduced this phraseology to aid in defining the disintegrating effect of 
cold-working without regard to the specific nature of the fragments, or particles, 
formed. Most theories freely admit that subgranular units possessing some degree of 
individuality are produced when the metal is stressed to the point of permanent 
deformation. Fragmental resolution of grain here signifies the distribution, according 
to quantity and size, of (invisible) fragments produced by a given form of deforma- 


tional treatment. 
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The curve T7477 is a hypothetical curve of this sort and signifies, in 
the present case, that, by deformation of the original 7’, grain approxi- 
mately 65 per cent. of the material has been sufficiently reduced (by 
internal slip) to recrystallize by the time the temperature T’; is reached. 
At 7's, then, 65 per cent. of the material will have reached the mean grain 
size characteristic of this temperature, while 35 per cent. will remain 
unannealed. 

Little can be said relative to the distribution of the unannealed frag- 
ments and the recrystallized grains. In general, the former occurs in 
patches of irregular outline and, when present in comparatively small 
amount, as in the present case, cannot usually be distinguished from the 
latter. When present in large amount, however, the patches are large, 
compared with the size of the recrystallized grains, and often bear evi- 
dence of strain. Such a condition is shown in Figs. A and C, Plate I. 
Here large patches of metal bearing distinct lines of deformation can be 
seen along with small recrystallized grains. 

The first formation of recrystallized grains usually occurs at the 
boundaries of the parent grains, since, at \such localities, maximum 
unhomogeneity of the lines of force may:be expected and, consequently, 
maximum fragmental resolution of grain. 

As the degree of deformation increases, whether by rolling, drawing, 
hammering, etc., the curve of fragmental resolution recedes in the direc- 
tion of maximum resolution, a specific condition for each metal or alloy 
beyond which further destruction of grain will bring about fracture. 
Recession in this direction is indicated by the set of curves, 7'27's, T17's, 
and 7;7;. As maximum resolution is approached, the abscissa range 
covered by the curve becomes narrower, since large fragments give place 
to smaller ones and the size of the latter cannot be reduced without limit. 
Ultimately we would reach a condition of uniform resolution into frag- 
ments of minimum size. It is improbable that such a condition can be 
realized without overworking the metal to the point of manifold fracture. 
Thus the limiting curve, 77's, is drawn to represent a 50 per cent. reso- 


_ lution into fragments of minimum size. 


There is, for each metal or alloy, a minimum temperature at which 
recrystallization will start from a condition of maximum resolution into 
fragments of minimum size. This temperature is represented by 7 in 
the present diagram. One-half of the metal deformed according to the 
curve 7',T'; would recrystallize at 7;. At the higher temperature, 7's, 
all of the metal deformed according to the curve 77's, about 85 per cent. 
of the metal deformed according to 77's, about 35 per cent. of the metal 
deformed according to 7'27's, but no part of the metal deformed according 
to 147, would recrystallize. At 7';, the grain of all four would-be iden- 
tical and would grow uniformly beyond this temperature. These curves 
all represent severe deformation, in that the percentage of coarse frag- 
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ments is Slow compared with the percentage of fine fragments. In the 
alpha brasses, such a condition occurs when the reduction by rolling or 
hammering is carried beyond about 15 or 20 per cent. Above 550°, pro- 
vided the annealing period is not confined to a few minutes, alpha ee 
of definite composition will give rather uniform grain characterenen 
whatever the extent of previous reduction beyond the minimum value 
given. Hence, we may draw certain conclusions relative to heat treat- 
ment from these grain characteristics without intimate knowledge of the 
previous mechanical treatment. 

Turning now to the effect of anneal upon metal which has received 
very light deformational treatment, it appears that the curves of frag- 
mental resolution will here assume a somewhat different form, in that 
the percentage of coarse fragments will very likely exceed the percentage 
of fine fragments. This condition is represented by the curves, 7'.7's, 
TT's, and T'sT’s. Moreover, none of the fragments are likely to be very 
small and, accordingly, recrystallization will not start until moderately 
high temperatures have been attained. Recrystallization according to 

the curve 7’.7’s starts at 7's, but is confined to small portions of the mass 

until the temperature rises toward T'3. At the latter temperature, the 
entire alloy is recrystallized. According tothe curve, 7'37’s, the extremely 
light deformation indicated has left 50 per cent. of the original 7’, grain 
unaltered, while the remainder has been broken down sufficiently to 
cause initial recrystallization at 7's, a temperature not greatly below the 
original annealing temperature. At 79, the metal has assumed its 
original grain characteristics and growth will continue normally as the 
temperature is further elevated. The curve, 7'77's, represents an inter- 
mediate condition which may easily be interpreted. 

In cases of light deformation, recrystallization cannot always be ae 
tected under the microscope, since the recrystallized grains are not greatly 
inferior in size to the original grains. In this connection, it should be 
noted that a section through the conglomerate shows large and small 
grain sections whatever the true size of grain, since a grain may be cut 
at any point according to its position with regard to the cutting plane. 
This renders it difficult to detect recrystallization except where the new 
grains are considerably smaller than the original grains and are sufficiently 
numerous to form groups of characteristic appearance. 

The curves of fragmental resolution are purely hypothetical and repre-- 
sent in a general way what seem to be reasonable characteristics of the 
ordinary deformational processes. The precise form of any curve will be 
determined by the nature and intensity of the deformation sustained 
by the metal. 

It is clear from the discussion thus far that the form of a curve of 
fragmental resolution determines the form of a curve representing the 
cumulative percentage of metal recrystallized as a function of the tem- 
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perature. Without seeking to establish the exact relationship between 
these curves, it may be assumed that they are substantially identical in 
form, the former representing an obscure condition and the latter a 
visible effect. By careful counting under suitably chosen magnification, 
the approximate form of some of these curves may be determined. The 
present discussion is merely intended to convey a rational conception of 
deformational and recrystallization phenomena from a purely qualitative 
standpoint. As far as the present brasses go, it is possible to detect 
certain characteristic effects, such as an early or a late stage of recrystal- 
lization after severe deformation, without inquiring into the details of 
the deformational treatment (degree of deformation, etc.). 

It may be remarked that a diagram of this sort may be drawn to 
represent the condition developed by anneal during a purely arbitrary 
period of time, or by anneal during such a period as may be necessary 
to bring about an equilibrium effect. The latter (ideal) condition was 
kept in mind throughout the foregoing discussion. The former condition 
would entail displacement of all recrystallization curves without affecting 
the general principles involved. 

Owing to the difficulty of distinguishing between recrystallized and 
unrecrystallized units, a count of the grains in partially recrystallized 
conglomerates is not especially useful or significant. It is possible to 
obtain at first an increase and, later on, a decrease in the number of 
visible grains as the period of anneal at constant temperature, or as the 
temperature for constant period of anneal, increases. ‘This does not 
signify that the individual grains first disintegrate (contrary to thermo- 
dynamical requirements) and later coalesce, but that the original strain- 
hardened grain fragments (each of which is counted as a single unit) are 
rapidly developing secondary grains in the early stages of the anneal; 
while later, coalescence alone constitutes the predominant factor. 


Structural Changes Developed in 70/30 Cartridge Brass by Uniform Anneal 
at Six Different Temperatures within the Range, 350 to 800°, 
afier Reductions of 2, 4, 8, 12, 15, and 25 Per Cent., 
Respectively 


The material used in these tests came to us in the form of cold-rolled 
strips 8 in. long by 0.5 in. wide by 0.1 in. thick. They had received a 
reduction of six numbers, according to the B. & S. gage (50 per cent. 
reduction of sectional area), after the last anneal, and gave the following 
tests when in this condition: 


PLOnalis OLreri pel Syclseia Ataris vie leis vit 2 "ele es 87,750 lb. per square inch. 
Reduction; of fared vet ver sia alaece kassscyen ark 38 per cent. 
pn Fey ot OR Te) ae RE erica ee, ke eo 13 per cent. 
FON GATIONS GO Whasisin i sita Sol Mgiesle'su hich ce hie 5.3 per cent. 


Hardness by scleroscope,..........eeeeceees 36.5 per cent. 
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Our analysis of the material showed 70.16 per cent. of copper, 0.06 
per cent. of iron, and a trace of lead. 

Before rolling to the adopted values of reduction, these strips were 
brought to a condition of nearly maximum softness (7 to 7.5 by sclero- 
scope) by annealing for a period of 20 min. at 800°C. 

A small hand rolling mill was used in obtaining the series of six reduc- 
tions. Very careful measurements of gage gave the following values: 
2 to 2.3 per cent., 4 per cent., 7.7 per cent., 11.8 per cent., 15 
per cent., and 24.3 to 26.6 per cent. Variations in the first case were 
due to the difficulty of uniformly regulating the very slight reduction 
desired (the thickness was reduced only 0.002 in.), while variations in 
the last case were due to an exceptional variation in the thickness of the 
original strip. 

The rolled strips were then cut up into pieces about 1 in. long which 
were thereupon annealed at each of the temperatures, 350°, 450°, 550°, 
650°, 750°, and 800°, in groups containing one piece to represent each 
reduction. The anneals were at constant temperature’ (+ 5°) for a 
period of 30 min. and the preheating period varied between 8 and 11 min. 
in the different cases. The following annealing record at 550° will give 
a fair idea of this part of the work: 


Preheating Period Time Annealing Period D posing pet ekee 

3.52 : 525, in center of furnace. 
3.53 Specimens entered. 

MMe Tyuitieere sre ene ook 3.59 517, in center of group. 
4.04 525, in center of group. 
4.15 ‘ 527, in center of group. 
4.20 {75 3° mu be 525, in center of group. 
4.34 524, in center of group. 


The above average annealing temperature of 525°, as indicated by 
the thermocouple, corresponds to 550°, as corrected by interpolation on 
the calibration curve. 

Photomicrographs taken from all samples, with the exception of those 
which received a 30-min. anneal at 800° following the cold-work, are 
assembled in Plates V to X. It is superfluous to represent the 
‘regular anneal at 800°, since the characteristics of this anneal are the 
same in all cases and the first photo of each plate, taken after reduction of 
the material which had previously received an anneal at 800°, will serve 
to illustrate the principal features of this high-temperature anneal. 

Each plate shows the rolled structure after a given reduction, followed 
by the annealed structures developed in the treatment of this particular 
material. Not all of the micrographs’ will show the same quality of 
contrast or the same degree of surface excellence acquired in the pre- 
liminary operations of polishing and etching. Differences of this 
character are, of course, to be disregarded in making structural com- 
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parisons. A particular effort was made in each case to select a spot of 
average and typical appearance when preparing the micrographs. 
Turning now to Plate V, which shows the worked and annealed struc- 
tures corresponding to a trifling reduction of 2 per cent., we are unable to 
detect any certain evidence of recrystallization at any of the annealing 
temperatures, A certain number of small grain-sections are seen in all of 
the micrographs and will always be seen on the prepared surface of a 
coarse-grained conglomerate, since some of the grains will be cut in 
attenuated regions; there are not enough of these small sections to posi- 


-tively indicate recrystallization at the lower temperatures of anneal. 
-Recrystallization would be even less evident at the higher temperatures, 


650° or 750°, since, as we have indicated in the preceding section, the 
reorientated grains which form at these temperatures are comparatively 
large and would ordinarily be overlooked in the midst of the 800° con- 
glomerate. On the basis of the generalizations:already introduced (pre- 
ceding section), we would expect recrystallization to begin at the higher 
temperatures after such a trifling amount of reduction, and the fact that 
very little of the hardness acquired as a result of the mechanical treatment 
is lost on annealing until the higher temperatures are reached (see next 
section) confirms this conclusion, 

After a 4 per cent. reduction, the microscope is more effective in 
revealing the early stages of recrystallization. By examination of the 
micrographs shown in Plate VI, it is seen that a distinct refining of the 


grain has resulted from the 650° anneal. The micrograph corresponding © 


to anneal at 450° suggests the possibility of recrystallization, but subse- 
quent examination of the entire surface of the specimen has convinced us 
that, owing to an unfortunate choice of position, the grain shown in this 
micrograph is below the average in size. From previous considerations, 
we argue that recrystallization at 650° cannot be seen in Fig. E, Plate V, 
corresponding to a 2 per cent. reduction, because of the comparatively 
small number of inner surfaces which are of the proper character and 
dimensions to coalesce at 650°, while in Fig. E, Plate VI, corresponding to 
the 4 per cent. reduction and the same annealing temperature, there are a 
sufficient number of such inner surfaces to yield groups of small grains, 


after readjustment, which, along with the residual fragments of the 


parent grains, form a conglomerate that can readily be distinguished from 
the original aggregate of much coarser appearance. 

It is clear that while this is a conglomerate—in the sense that it is 
composed of recrystallized units of normal average size for this tem- 
perature of recrystallization together with residual fragments of the 
original grains—an anneal under similar conditions, in the case of metal 
which had received a sufficiently heavy reduction to produce fragmental 
resolution into inner surfaces entirely disappearing at 650°, would yield, 
not a conglomerate in this sense, but an aggregate of grains possessing the 
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normal average size corresponding to 650°. The latter type of structure 
is represented by Fig. E, Plate X, and by Fig. E, Plate XI, which cor- 
respond to anneal at 650°, following reductions of 25 and 50 per cent., 
respectively. From a practical standpoint, to produce uniformity of 
structure (and uniformity of properties) at a given temperature of anneal, 
the metal should have received a certain minimum degree of reduction, 
which, in the present case, is in the neighborhood of 20 per cent. Other 
deductions of this sort may be made on the basis of the accompanying 
photomicrographs. 

For obvious reasons, the first positive indication of recrystallization in 
a set of micrographs showing changes of structure as we proceed from one 
temperature of anneal to another does not represent the earliest actual 
recrystallization, There is an apparent lag, owing to our inability to 
distinguish properly 'a few recrystallized units from the rest of the aggre- 
gate when these units are not very small in comparison with the parent 
grains, 7.e., when the reduction has been light. In the case of heavy reduc- 
tions, this difficulty is not a serious one. We have already mentioned in 
an earlier section of this paper that a drop of one or two points on the 
scleroscope scale can be detected in the form of recrystallization by exami- 
nation under high power when the reduction has been severe. With 
a reduction as low as 2 per cent. (Plate V) the total drop of about three 
points throughout the entire annealing range (350° to 800°) could not be 
detected in this form, as we have lately seen. It is clear that no advan- 
tage would be derived from the use of higher powers in this connection, 
since there are no minute units to be seen. 

It is not necessary to give a detailed discussion of the other plates of 
the set (Plates VII to X). It will be noticed that, as the degree of reduc- 
tion increases, recrystallization can be distinguished at successively lower 
temperatures and the first recrystallized units become smaller and 
smaller, as is required by the theory. Table III gives a summary in this 
respect. 


TasuE III 
Zecpontage Teduoton Bash Duncten alver Vebe AoaoR 
Pie retin omer eM 5 reg poms 0G os 
4 650° 
8 550° 
12 550° 
15 450° 
25 350° 
40 275° to 300° (x 1,000) 


Recrystallization at 350° after a reduction of 25 per cent. is not clearly 
shown in the corresponding micrograph (Fig. B, Plate X). A few groups 
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of very small units may be seen} when the micrograph is examined care- 
fully. High-power examination leaves no doubt of the actual recrystal- 
lization, although only a small part of the metal has become affected. 
Cartridge brass of this composition, which has been reduced 50 per cent. 
and then annealed for 30 min. at this temperature, shows abundant re- 
crystallization with residual patches of strain-hardened metal. Fig. B, 
Plate XI, is thoroughly representative of this condition, although it 
relates directly to a mixture of somewhat different composition. 

The characteristics of rolled structures have already been illustrated 
(Plate II) and briefly described. Additional illustration is afforded by 
Fig. A of each of the Plates V to X inclusive. Increased curvature of the 
twinning bands is noticeable as the reduction increases, while the etch 
bands first attain prominence in Fig. A, Plate X, corresponding to a 
reduction of 25 per cent. 


Distribution of the Total Drop in Scleroscopic Hardness in Each of the 
Above Series According to 100° Temperature Increments of Anneal 


The small pieces of metal from which the photomicrographs described 
in the preceding section were made furnished suitable material for sclero- 
scopic tests. After removing the top and bottom surface layers by light 
grinding with moderately fine emery, from 10 to 20 readings were taken 
for each piece. Variations of one, or even two points were commonly 
encountered in the same piece, particularly in the harder pieces. The 
averages, along with calculations of the comparative drop in hardness 
from temperature to temperature, are given in Table IV. 


TaBLe IV 
2 4 8 12 15 25 50 
Reduction by Rolling Per Per Per Per Per Per Per 
Cent. | Cent. | Cent. | Cent. | Cent. Cent. | Cent. ** 
| | 
Scler. No. after rolling ............... 9.7 112.7 15.2 17.8 21.5 27.4 38.2 
Scler. No. after 350° anneal .......... 9.6 12.7 14.6 16.6 19.5 23.6 16.8 
Drop between 0° and 350°, per cent.* . 3.8 0. 0 7.5 7.0 14.6 19.4) 68.6 
Scler. No. after 450° anneal .......... 9.5 $5 )(19.0) 118.2 8.84 11810. asa sss 
Drop between 350° and 450°, per cent.* 3.8 13.5 17.5 30.0 47.4 50.5 10.6 
Scler. No. after 550° anneal .......... 9.3 10.9 TUPL 9.8 9.1 11.8 10.5 
Drop between 450° and 550°, per cent. * YON) 21.2 26.2 38.0 28.5 9.7 9.6 
Scler. No. after 650° anneal! .......... 8.7 9.3 8.6 8.3 8.6 10.2 8.0 
Drop between 550° and 650°, per cent. * 23.1) 30.8) 31.2 15.0 3.6 8.2 8.0 
Scler. No. after 750° anneal........... far | 8.0 7.3 7.5 8.3 8.2 7.0 
Drop between 650° and 750°, per cent. * 38.5 25.0) © 16.2 8.0 2.2 10.2 3.2 
Scler. No. after 800° anneal........... ok 7.5 7.2 Ws 7.28 28 kha Shee 
Drop between 750° and 800°, per cent. * 23.1 9.6 1.2 2.0) 3.6 DOs etrarstatete 
Totaldropy Points. + sao ttesleis es pie 1O's 2.6 5.2 8.0 10.0 13.7 19.6 31.2 


* Given as a percentage of the total drop. 

** The original cold-rolled material was used for these tests. It differs from the 
other material in that no preliminary anneal at 800° was introduced; pieces were cut 
from the original strips, which had received 50 per cent. reduction in the mill, and were 
given the successive anneals under the uniform conditions observed in all of the work. 

| This observation applies to the original micrograph; owing to loss of detail in 
reproduction it may not be possible to see these units. 
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The proportion of the total drop in hardness which is realized during 
each temperature stage of the anneal is plotted in Fig. 3 for each series 
(by reductions), as a function of the temperature which completes the 
given stage. 

We cannot assert that the values given in Table IV and the correspond- 
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Proportion of Total Drop in Hardness 
at Conclusion of each Temp.-Stage of Anneal 


Per Cent 


Proportion of Total Drop in Hardness 
at Conclusion of each Temp.-Stage of Anneal 


Per Cent >> 


350° 450° 550° 650° 750° 800 
Temperature of Anneal 


Fic. 3.—DIstRIBuTIoN oF Harpness Dror AccoRDING TO Succrssive TEM- 
PERATURE STAGES OF ANNHAL-CaRTRIDGE Brass (70/30). THs Percentace Repuc- 
TION IS INDICATED ON Eacu CuRVE. 


ing curves of Fig. 3 are accurate to any high degree. Many of the drops 
were in the neighborhood of one point, according to our measurements. 
Our experience indicates that it is not reasonable to expect anything more 
than approximate hardness indications of this order. Thus, the entire 
curve corresponding to a 2 per cent. reduction is of an approximate 
nature and the same applies to portions of the other curves which corre- 
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spond to slight changes in hardness. The principal indications of these 
curves are, however, of value and may. be freely used to supplement the 
information gained from the study of the photomicrographs. 

First of all, we observe that there is a maximum on each curve which 
unquestionably points to particularly active recrystallization in this 
region and bears favorable comparison with the corresponding structural 
evidence. For example, the maximum on the curve representing a 25 per 
cent. reduction occurs in the neighborhood of 450°, which is also true of 
the curve representing a 15 per cent. reduction, and we have previously 
observed that the earliest prominent. development of recrystallized units 
occurred at this temperature in both cases (Fig. C, Plate X and Fig. C, 
Plate IX). The curve representing a 12 per cent. reduction possesses 


_ a maximum in the neighborhood of 550° and we first observed recrystal- 


lization at this point (Fig. D, Plate VIII). In the curves representing 
8 and 4 per cent. reductions, the comparatively flat maxima are located 
(probably) to the left and to the right of 650°, respectively, while we were 
able to detect recrystallization at 550° in the former (Fig. D, Plate VII) 
and at 650° in the latter (Fig. E, Plate VI). The curve representing the 
lowest reduction of the series, 2 per cent., rises to a- maximum at the 
highest temperature of all, viz., about 750°, but, for reasons which have 
been set forth, we could not detect recrystallization at this, or any other 
temperature. 

Assuming that the drop in hardness is due chiefly to recrystallization, 
a restricted temperature range of rapid drop would correspond to a re- 
stricted temperature range of active recrystallization, while a wider range 
would correspond to more gradual recrystallization over a wider range of 
temperature. According to this interpretation, the curves which are 
based upon the higher reductions of 50, 25, and 15 per cent. and the curve 
which is based upon the minimum reduction of 2 per cent., all four possess- 
ing comparatively sharp maxima, represent recrystallization within a 
comparatively limited range of temperature, while the curves which are 
based upon the medium reductions of 12, 8, and 4 per cent., all three 
possessing comparatively flat maxima, represent recrystallization through- 
out the greater part of the entire range shown in the diagram. Since we 
can clearly distinguish only the most pronounced effects by direct ob- 
seryation, the above deduction is not easily verified, at least with the sole 
aid of the material available at the present time. Aside from all questions 
as to the value of the experimental results involved, this is a perfectly 
logical deduction from a theoretical standpoint. It signifies, in this con- 
nection: (a) that the lowest reduction develops a small number of widely 


_ separated inner surfaces which resolve the original grain into compara- 


tively few fragmental units and, consequently, break down, for the most 
part, at a temperature not far below the temperature of equilibrium of the 
normal grain; (6) that the medium reductions develop a large number of 
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inner surfaces which vary considerably in magnitude and begin to break 
down at a temperature far below the temperature of equilibrium of the 
normal grain, but continue in this process up to, or nearly up to, the above 
temperature; and (c) that the heavy reductions develop an extremely 
large number of inner surfaces of uniformly small size which break down 
at low temperature throughout a limited range. Considerations of this 
sort were formulated on preceding pages and idealized in Fig. 2. The 
curves of fragmental resolution, 7'37'9, T7477, and TT, shown in this dia- 
gram, correspond to the respective conditions (a), (b), and (c), specified 
above, 

The question naturally arises whether the relative drop in hardness 
from temperature to temperature indicates the relative quantity of metal 
which has recrystallized in the respective interval, or is possessed of some 
modified significance. Since the rebound of the scleroscope hammer 
depends not only upon the amount of penetration at the point, but upon 
the elastic properties of the metal as well, it is necessary, in order that the 
different readings may possess a strictly comparative value, that several 
ill-defined properties vary uniformly as the ultimate testing results on the 
metal vary. Even if this condition is realized, a drop of a given number of 
points along different sections of the empirical scale will not necessarily 
correspond to the same specific change in properties, although, within a 
limited reading range this difficulty must largely disappear. Therefore, 
we must proceed with caution in using the indications of the scleroscope 
as a quantitative measure of any structural change within the metal, such 
as the destruction of inner surfaces, or of any associated property, such 
as elastic limit, or ultimate strength. The validity of all possible rela- 
tionships of this sort must be tested by experiment. Anysimple conversion 
factor will, as a rule, apply only throughout a limited range, while satis- 
factory calculations over a wider range may sometimes be possible with 
the aid of formulas (often complicated) based upon an analysis of the 
graphical relationships encountered. Compare, in this connection, papers 
by Shepard and Porter!‘ and by Shepard and Summers! on hardness 
tests of cold-rolled steel and brass, respectively. 

Aside from all difficultiesin the interpretation of results which originate 
in the choice, or application, of the testing instrument, we must distinguish 
between effects which are due solely to changes in the size of grain, 7.¢., to 
removal of inner surfaces between natural grains, and those which are due 
to actual recrystallization, or removal of inner surfaces of strain. 

It is not a simple matter to test the effect of grain size upon hardness 
without introducing the element of strain, since great variations of grain 


14 Shepard and Porter: Hardness Tests of Cold-Rolled Steel, American Machin- 


ist, vol. xlii, pp. 277-278 (1915). 
15 Shepard and Summers: Hardness Tests of Cold-Rolled Brass (to appear in the 


American Machinist). 
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size cannot ordinarily be produced without first straining the metal and 
then annealing it. Such variations as may be produced by varying the 
rate of cooling in casting the metal (with subsequent annealing to insure 
homogeneity of composition), donot greatly influencethe hardness. Those 
who have had occasion to test a variety of cast alpha brasses are aware 
that variationsin hardness by the scleroscope never amount to more thana 
few pointsin metal of thesame composition. George V. Caesar, inthe Ham- 
mond Laboratory, has carefully tested the scleroscopic hardness of samples 
of pure copper and of the same grade of copper containing small quantities 
of cuprous oxide. In the annealed condition after rolling, the samples of 
pure copper show materially coarser grain than the samples of pure copper 
containing oxide, but the difference in hardness is not greater than would - 
ordinarily correspond to the addition of the oxide. For example, the 
pure metal as cast gave a hardness number of 4.2, while metal containing 
0.05 per cent. of oxygen, as cast, gave a number of 6. The difference of 
1.8 points is due, principally, to the presence of oxide, as the grain, in the 
two cases, is at least roughly comparable in size. After a reduction of 
6624 per cent. followed by anneal at 925°, the pure metal gave a hardness 
number of 5, while the metal containing oxide gave a number of 6.4. 

Figs. D and F, Plate X, of the brass series may be used to illustrate 
the considerable difference in grain size in the last twocases. ‘The hardness 
difference of 1.4 points appears to bear little relation to the difference in 
grain size, since it is comparable with the difference observed in the case 
of the cast metal (1.8 points). In making use of these comparisons, we 
assume that, owing to the uniform temperature of anneal, actual re- 
crystallization has occurred to the same extent in both kinds of material, 
but that in one case the grain has grown without hindrance to normal 
size, while in the other case the oxide has interfered mechanically with 
coalescence and thus reduced the size of grain. On this basis, we conclude 
that changes in grain size alone are not accompanied by considerable 
changes in hardness. 

Turning again to the curves of Fig. 3, it may be safely asserted that 
each curve represents a summation of two curves; one corresponding to 
relatively slight drops which are due to growth of grain without regard 
to recrystallization from the strained condition, and the other corre- 
sponding to the more pronounced drops which are due to removal of the 
inner surfaces of strain. When the latter effect is principally confined to 
a limited range of temperature, some differentiation between the two 
effects is possible, as in the case of the four curves representing 50, 25, 
15, and 12 per cent. reductions, respectively. In these curves, the pro- 
nounced effects which occur in the vicinity of the maxima and which are 
combination effects, as suggested above, are superseded by comparatively 
slight effects in the higher temperature regions which are due mainly to 
growth of grain. It is clear that we cannot sharply define the point at 
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which summation of the two effects first occurs in the case of any curve. 
Where the maximum is sharp, as in the case of the 50, 25 and 15 per cent. 
reductions, some approximation of this sort may be made and we have 
already used these indications to aid in interpreting the general character- 
istics of recrystallization (p. 636). The use of such curves in a quantita- 
tive sense is an entirely different matter, and would involve too many 
assumptions to yield results of much value. For example, in the case 
of the curve representing a 25 per cent. reduction, we might interpret 
the change in direction at 550° to indicate the conclusion of recrystalliza- 
tion (from a condition of strain) at this point. We cannot be sure that 
there is no further recrystallization, 7.e., between 550 and 600°, since the 
last stages in the disappearance of inner surfaces may be too gradual to 
show an end point of this character on the curve. Assuming that re- 
crystallization ceases at 550°, however, we might use the drops in hardness 
from temperature to temperature up to this point to indicate the actual 
proportions of the metal which recrystallize in the respective interval. 
This involves assumptions of proportionality as affecting the general in- 
dications of the instrument (see p. 637), as well as similar assumptions 
covering the relative changes in hardness due to growth of grain through- 
out the intervals in question. It also involves a fundamental assump- 
tion that a unit drop in hardness corresponds to disappearance of inner 
surfaces (recrystallization) in a unit quantity of material, which can 
only be approximately correct since the inner surfaces are removed pro- 
gressively from one stage of the anneal to another in the order of increas- 
ing size, or decreasing concentration, per unit volume. If, however, we 
plot the drops in hardness from temperature to temperature as cumulative 
percentages of the total drop up to a limiting point in the above sense, a 
curve is obtained which, under the above assumptions, gives some idea 
of the amount of material which has recrystallized at each successive 
temperature of anneal. In the case of the 25 per cent. reduction, the 
amount at 350° is 24 per cent.; at 450° it is 87 per cent.; and at 550° it is 
100 per cent. The curve, 727, of Fig. 2 very nearly corresponds to 
these figures if we assign temperature values of 335°, 360°, 415°, and 550° 
to T's, T's, Ts, and T’;, respectively. Other curves derived in the same 
way assume positions which are consistent with the general arrangement 
shown in Fig. 2. Owing to the approximate nature of the numerical 
relationships shown, very little of practical value would be gained by 
introducing a diagram based entirely upon the present experiments. We 
will merely say, in this connection, that these experiments give material 
support to the general theory of recrystallization discussed on pp. 626 
to 630. 

Owing to the fact that the scleroscope “measures a.very complex | 
function of different properties, into which one particular kind of hardness 
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t 
merely enters as one factor’’!* and therefore gives readings which, when 


put to any particular use, must be held in close association with the 
primary conditions of experiment (chemical composition, etc. ), this 
instrument has been freely criticised and often rejected when it would 
have given satisfaction if used with proper discrimination. Our experi- 
ence with brass samples representing every condition of strain-hardening 
and recrystallization has led to the conclusion that the scleroscopic test 


is quite as effective as any other ordinary test in detecting slight changes — 


in temper (as ordinarily understood in brass mills), while it is infinitely 
superior to any other test in point of convenience and rapidity. As 
compared with the tensile test, a difference of one point on the scale is 
roughly equivalent to a difference of 1,000 lb. per square inch (50 lb. 
actual load on a section 0.1 by 0.5 in.) of ultimate strength in strain- 
hardened alpha brass. It is obvious that a number of tensile tests on 
carefully prepared test pieces are necessary in order to detect differences 
of this order, while the uncertain skin effect and possible imperfections 
in the test piece combine to render the results open to suspicion. Slight 
differences in temper from point to point are clearly revealed by the sclero- 
scope and there is no difficulty in obtaining an average which fairly 
represents the condition of the metal. With regard to the micrographic 
method, it is apparent, from previous explanations, that slight relief of 
strain due to recrystallization can be detected only when very small 
recrystallized units are formed. The scleroscope indicates such effects 
whatever the previous condition of strain or the nature of the prevailing 
recrystallization. The Brinell ball test and the Ludwig cone test are no 
more sensitive that the scleroscopic test and their only advantage lies 
in the fact that the respective results are more easily recalculated in 
terms of other properties. 

It is interesting to note that Rose? has defended the scleroscopic 
method in the face of considerable criticism. We can but consider it for- 
tunate that his instructive studies on annealing were based upon this 
convenient but highly sensitive method. 


Comparison of Ordinary Physical Properties and Grain Size 
in Samples of Alpha Brass after a 30-Min. Period of 
Anneal at Different Temperatures 


We have made careful measurements of the number of grains per unit 


_ area of séction as a function of the temperature of anneal (constant period) 
in various brass mixtures.’ The heavy-faced curve shown in Fig. 4 is. 


representative of these measurements and applies to a mixture containing 


16 W. Rosenhain: Study of Physical Metallurgy, Chapter X, p. 223 (London, 
1914). 


* Journal of the Institute of Metals, vol. viii, pp. 86-125 (1912). 
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66.65 per cent. of copper, 0.30 per cent. of lead, and 0.08 per cent. of 
iron, For comparison, curves showing the hardness (by scleroscope), 
tensile strength, elongation, and reduction of area are given in the same 
figure. All of the corresponding data may be found in Table V. Rep- 
resentative photomicrographs are assembled in Plate XI, 


TABLE V (a) 
Nature of Anneal Structural Detail 
e) eres ne 
S : F rains per Lin- No. 
Brine arent He fe No. Grains per Linear 234 In. ear Inch at 85 Gre 
a |. Anneal- |_ 228" | Mag- Diameters per 
£ jin Fur- |i Tem-|Difica- |nifica- N g 
e Mis : perature ie aware Direc- |Reverse| “’ Tachon 
aD Min, || Shown) Count Direction of or , |tion of} Direc- 85 Di- 
® ; Rolling tok. ollin 4T | Rolling| tion ameters 
B © (N) (N’) 
350 45 30 SO Mls sor be sulusraloste_«) suehers eRebsrobell Geerecereretat ctu ial Wrete'lisselecsuwaaup l'ebekstel ovsts shale dll teceteselenuhene 
450 45 30 85 119 (|35, 34, 33, 35, 33/41, 40, 37, 42, 36} 17.40 | 19.90 |0.87) 346.2 
550 45 30 85 85 |26, 26, 27, 25, 26/29, 28, 28, 27,26) 9.40 | 10.20 |0.92| 95.9 
650 45 + 30 85 17 ‘|39, 38, 36, 38, 37/39, 40, 41, 38,39] 2.76 2.84 |0.98 7.8 
750 41 30 85 17 (27, 28, 28, 29, 27/28, 29, 26, 29,30} 2.04 2.06 |0.99 4.2 
TaBLE V (5) 
Nature of Anneal Physical Tests 
ey i El El 
' Ti nneal- Per on- Ons - | Tensile |Sclero- 
ae in ae Ing Initial Final Cent. eres epee Prpolded Strength,| scope 
B | nace, | 2m Area Area TUT bal capt freee te P any | Lb. per | Num- 
B12 in. pera- Gee Per Per ounds Sq, In. nee 
oO . ture, Cent. | Cent. 
Eat Min. 
350 45 380 (0.4905X0.102 |0.350X0.065. |54.4 52 38 2,890 | 57,800 | 19.5 
=0.0500 =0.0228 
450 45 30 0.511X0.100 |0.340X0.060 |60.0 | 61 48 2,730 | 53,425 | 16.3 
=0.0511 =0.0204 
a ea | ie 
550 450 30 0.508X0.101 |0.3200.060 |61.4 vf 58 2,515 | 49,025 | 12.8 
=0.0513 =0.0198 
650 45 80 |0.5145X0.1005/0.330X0.065 |58.4 78 68 2,320 | 44,874 9.5 
=0.0517 =0.0215 
750 41 30 0.494X0.102 |0.0335X0.065|56.7.) 77 67 2,130 | 42,261 7.5 
=0.0504 =0.0218 
Unannealed 0.4935X0.102|0.0410X0.080) 34.8} 15 6 4,070 | 80,919 | 34.5 
=0.0503 =0.0328 


The original material was given a final reduction of 50 per cent. by 
‘ rolling in the mill, Its grain characteristics (Fig. A, Plate XI) indicate 
that it had been annealed in the neighborhood of 650° previous to this 
reduction, Physical tests on the strain-hardened metal are given in 
Table V (0). 

Laboratory anneals were conducted as described on pp, 611-612. In 
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Table V (a), the time during which the temperature, as measured in the 
drilled test pieces, remained sensibly constant at the annealing tempera- 
ture is given for each set of two bars; also the total time in the furnace. 

The number of grains per unit area was calculated from counting 
data. In counting, three arbitrary standards of magnification were 
adopted, viz., 17, 85, and 119 diameters (ratio, 1:5:7). For general 
purposes, each annealed specimen was photographed at 85 diameters. 


Not all such photomicrographs are suitable for use in counting, owing - 


to the relatively small number of grains shown in the highest anneals 
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Percentage Elongation 
Percentage Reduction of Area 


Temperature 


Fic. 4.—PuysicaAL Proprrtims AND GRAIN Size arrpr 30-Min. PERIOD OF 
ANNEALING. Previous Repuction, 50 Per Cunt. Brass Mixture CONTAINING 
66.65 Par Cent. Coppsr; 0.30 Per Cunt. LEap; AND 0.08 Pur Cent. Iron. 


and the extremely large number shown in the lowest anneals. It was 
deemed advisable to include at least 25 grains in each linear count and, 
by proper choice of one of the three above magnifications, this could 
be done throughout the entire series of high and low brasses. No at- 
tempt was made to count the grains developed as a result of any anneal 
below 450°C, Plate XI shows that below this temperature the annealed 
structure is made up of very minute recrystallized units along with coarse 
unrecrystallized fragments of the original strain-hardened grains. Aside 
from the mechanical difficulty of counting in such cases, we would hardly 
be able to make consistent use of the resulting data. The microscope 


\ 
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may be used most advantageously in the case of extremely low-tem- 
perature anneals to indicate approximately how much of the strain- ' 
hardened metal has been altered by recrystallization. 

We may say, in general, that the effective counting range of 450° 
to 750° (or higher) lies within the “zone de revenus,” according to 
Grard,’ or the temperature region in which a slow recovery of the 
extreme properties conferred by anneal is effected. Recrystallization 
has already spread throughout the grain substance at lower temperatures 
and the present changes in properties are due to growth of grain alone, 
or to this in combination with disappearance of the grosser inner surfaces 
of strain (see discussion in the previous section). This range covers 
the ordinary annealing treatment of brass in a practical sense. 

The method of counting was as follows: Five parallel equidistant lines 
were ruled in one direction and five in a direction at right angles to this 
upon a clear gelatine-coated glass plate. This plate was then placed 
upon the photomicrograph and counts were made along the lines for a 
uniform distance of 234 in. From the five counts in each direction, the 
average number of grains per inch in the direction of rolling and per- 
pendicular to the direction of rolling was calculated. In many cases, 
the occurrence of twin-crystals adds to the difficulty of counting. In 
general, where twins are observed, the whole polygonal section of the 
twinned grain, embracing two or more bands, is more comparable in 
size to the majority of single grains than the separate sections of the 
twin would be. Hence, twinned grains are counted as a single grain. 
This is altogether the logical method, as the material is continuous in a 
twinned grain, 7.e., there is no possibility of any (intercrystalline) im- 
purity occurring along a twinning plane. Undoubtedly, in many 
cases, where the magnification is not well chosen, or the etching is some- 
what below standard, or where the whole twin appears half-tone and 
thus shows its variations only imperfectly, it will be difficult to dis- 
tinguish between twins and single individuals. On the ground of 
expediency, since about 300 grains are counted upon each photomicro- 
graph, it is not advisable to spend a large amount of time in studying 
each doubtful case. For the same reason, it is not feasible to inquire 
too closely into the manner of arrangement of the grains; whether, ow- 
ing to an irregular interlocking arrangement, the same grain is counted 
twice upon the same line, etc. In the case of low-temperature anneals, 
the larger grains may often represent fragments of the original grain- 
substance, containing within their boundaries smaller, recrystallized 
grains. The present method does not take proper account of such 
conditions, ‘There is, of course, no conceivable method of counting the 
unaltered and the recrystallized areas separately, since one cannot always 
be distinguished from the other. 


1 Revue d’ Artillerie, Feb.—Apr., 1909. 
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Relative to the general significance of the count, we can conceive of 


no ready method which will give the actual size of the grains, since they 
are cut by any plane into large and small sections as determined by their 
shape and orientation. As Gulliver remarks,!? when an etched area is 
measured and divided by the number of grains counted, the result gives 
only the “average area of a number of co-planar sections.” It is, how- 
ever, true that such procedure gives correct information as to the quad- 
ratic degree of dispersion, or the degree of discontinuity at the given 
location, and if a sufficiently large number of grains are counted in mate- 
rial of the requisite homogeneity the resulting magnitude is scarcely less 
definite in physical significance than a magnitude describing the actual 
number of grains per cubic unit of material. It is, of course, incorrect 
to base calculations of this sort upon measurements in one direction, 
since there may be a prevailing extension of grain growth in some par- 
ticular direction owing to mechanical treatment or some obscure cause. 

The counting data given in Table V (a) includes (columns 6 and 7) 
the actual number of grains counted along each line, (columns 8 and 9) 

‘averages calculated from these counts and reduced to the standard 
magnification of 85 diameters and the standard linear unit of 1in., (column 
10) ratios of the number of grains in the direction of rolling to the number 
in the reverse direction, and (column 11) the calculated number of grains 
per square inch at the standard magnification. To obtain the actual 
number of grains per square inch of etched surface, the latter value 
should be divided by 85 X 85. 

The ratios of the number of grains in the direction of rolling to the 
number in the reverse direction are not far from unity in the case of 
every anneal from which counts were obtained. This indicates that the 
grains in the annealed structures are equiaxed, which would naturally be 
expected in the event of complete recrystallization. In the case of the 
450° anneal, this ratio, 0.87, is far enough below unity to give rather 
positive indication that the axial relationships developed in rolling have 
not been completely removed by anneal at this low temperature, 7.e., 
that the material has not completely recrystallized. 

On the basis of the counts, we can distinguish with ease between the 
four anneals at 100° intervals when suitable magnifications are used in 
counting. After recalculating the results in terms of number of grains 


per square inch, the differences between the 450° and 550° anneals, and. 


the 550° and 650° anneals are more marked than between the 650° and 
750° anneals. In other words, the number of grains per square inch 
increases rapidly in the early stages, but more slowly as the temperature 
increases. From a practical standpoint, one would be inclined to divide 
the entire range into four stages; one in the neighborhood of 350° giving 
partial recrystallization with barely distinguishable grains (at low magni- 


7G, H. Gulliver: Metallic Alloys, Chapter VII, p. 228 (London, 1913). 
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fication), another in the neighborhood of 450° giving a count’ ranging 
from, say, 300 to 400 grains per square inch at 85 diameters, another 
in the neighborhood of 550° giving a count ranging from 50 to 100, and 
another in the neighborhood of 700° giving a count ranging from 5 to 10 
grains. Other stages would be recognized as intermediate. This pro- 
cedure, with general observations relative to homogeneity, etc., would 
suffice to characterize the annealing treatment. 

In connection with the above statements, it may be added that some 
latitude must be allowed in interpreting the count, since there are count- 
ing errors amounting to at least 10 per cent. of the value obtained where 
the troublesome twinned grains occur in quantity and, aside from all 
difficulties associated with one and the same material, a second batch of 
metal, close to the first in composition and treated as far as possible in the 
same way may give somewhat different results. The following compari- 
son will illustrate this: 

The present lot of metal containing 66.65 per cent. copper, 0.30 per 
cent. lead, and 0.08 per cent. iron, rolled to 50 per cent. reduction after 
anneal at about 650° in the mill gave a count of 95.9 grains per square 
inch at 85 diameters and a tensile strength of 49,025 lb. per square inch 
after a 30-min. period of anneal at 550°. 

Another lot of metal containing 66.56 per cent. copper, 0.26 per 
cent. lead, and 0.08 per cent. iron, rolled to 50 per cent. reduction after 
anneal somewhat above 650° in the mill (estimated) gave a count of 67.2 
grains per square inch at 85 diameters and a tensile strength of 47,100 lb. 
per square inch after a 30-min. period of anneal at 550°. 

There is a difference of about 30 per cent. in the number of grains per 
square inch and of about 4 per cent. in the tensile strength. It appears 
that, with due allowance for errors in counting, this method is more 
sensitive in detecting variations in strength, properties than the tensile 

tests themselves, 

With regard to the influence of the previous degree of deformation on 
the properties after anneal, both Rose! and Grard? showed that the 
properties investigated, viz., scleroscopic hardness in the first case and 
tensile strength, elongation, etc., in the second, were independent of the 
degree of (severe) deformation, provided the temperature of anneal was 
above a certain (low) value. In an earlier section (p. 633) we have 
shown that structural identity results from anneal at 650°, in the case 
of cartridge brass, when the previous reduction by rolling was not less 
than 20 per cent. From a practical standpoint, this amount of reduc- 
tion will give about the same properties after anneal at 550° as a re- 
duction of 50 per cent., although appreciable differences in the size of 
grain are encountered. Table VI illustrates this statement. 


1 Journal of the I nstitute of Metals, vol. viii, pp. 86-125 (1912). 
2 Revue d’ Artillerie, Feb.—Apr. (1909). 
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TaBLe VI.—Summary of Properties after Half-Hour Anneal at 550°— 
Brass Containing 66.56 Per Cent. Copper, 0.26 Per Cent. Lead, 
0.08 Per Cent. Iron 


ove o< ee é Tensile Strength Grains per Square 
Initial Reduc- | Elongation in 1 | Reduction of Area, * | Sclero- 
tion, Per Cent.| in., Per Cent. Per Cent. Ms Leer ng ot scope A aebee 
20 72 59.5 46,739 10 55.5 
50 73 62.0 47,100 10 67.2 


Here again, the grain count furnishes the best means of distinction 
between two similar kinds of material. 

Turning now to Fig. 4, in which the physical properties and the num- 
ber of grains per unit area in the present series are shown as functions 
of the annealing temperature, we note that the inflexional characteristics 
of the curves which represent physical properties are not consistently 
traceable to similar characteristics affecting the curve of grain counts. 
In other words, the grain size is not the only factor which determines the 
value of any given property. Some points of similarity may, however, 
be observed. Thus, the curves representing percentage elongation rise 
rapidly in the temperature region which corresponds to a rapid fall on the 
grain-count curve and reach maxima in the region which corresponds to 
the most gradual changes in grain size. The curves representing hardness 
and tensile strength bear no close relation to the grain-count curve, 
although there is a slight falling off in the temperature-rate of change 
toward the end of these curves which corresponds to a marked falling 
off in the temperature-rate of change on the grain-count curve. On the 
other hand, the curve representing reduction of area of section in the 
tensile test shows a maximum in the temperature region which corre- 
sponds to rapid change along the grain-count curve. The maximum 


ae ® 


reduction of area almost invariably occurs at a lower temperature than - 


the maximum elongation, although the relative positions of these points, 
as well as the character of the maxima (whether sharp or flat) are generally 
influenced by both soluble and insoluble impurities, The highest com- 
bined values of reduction of area and elongation are obtained in this 
mixture by anneal at a temperature in the neighborhood of 650°. This 
corresponds to a count of about 8 grains per square inch at 85 diameters, 
which value may be taken as the controlling factor in developing these 
properties, 
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Fie. A.—From sample which had softened 24 points Fie. B.—Softening of. 1 
after 10 min. at 325°C. x 1,000. point with rise of tempera- 


ture to 325°C.  X 1,000. 


Fie. C.—Softening of 4 points after 30 min. at 300 to Fie. D.—Softening of 1 point 
; 305°C. x 500. asin Fig. B. X 1,000. 
Piate I.—Earty Stacus or RECRYSTALLIZATION IN CarTRIDGE Brass (CorPpnr, 
69.35; Iron, 0.04; Luan, 0.03 Per Cent.) arter 40 Prr Cunt. REDUCTION BY CoLD 
Routine. Sampies Erceep with AMMONIA AND HyDROGEN PEROXIDE 
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Fie. A.—5 per cent. . reduction. Fig. B.—10 per cent. reduction. 
Gage 184. Gage 19. 


oN 


Fig. C.—20 per cent. reduction. 
Gage 20. Gage 21. 


Fig. E.—37 per cent. reduction. 
age 22. : Gage 23. 


Fie. G.—5U per cent. reduction. Fig. H.—55 per cent. reduction. 
Gage 24. Gage 25. 
Puatp II].—Common Hiau Brass REDUCED IN Stacss From Gaae 18 to Gaar 25 
ArTeR Sorr ANNEAL IN THE MILL. EtrcHepD with AMMONIA AND HyprRoGEN PER- 
OXIDE. X 72. 


sees 


: b Fie. B.—Annealed 15 min. at 615° following treatment given above. 


Puats II].—Apmiratty Mrxture (Copper, 72.53; Iron, 0.07; Luan, 0.04; Trn, 
1.06 Per Crent.), EtrcHep with Ammonia AND HYDROGEN PEROXIDE. X 85. 
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Fig. A.—Strained after anneal at 750°. Fie. B.—Annealed 15 min. at 615° fol- 
lowing treatment of Fig. A. 


Fia. C.—Strained after anneal at 775°. Fic. D.—Annealed 20 min. at 550° fol- 
lowing treatment of Fig. C. 
Puatn IV.—Apmrratty Mixture (Corrmr, 72.53; Iron, 0.07; Lmap, 0.04; Trn, 
1.06 Per Cent.), Ercump wirh AMMONIA AND HypROGEN PrroxipE. X 85. 


é 
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Fia. A.—2 per cent. reduction. Fie. B 


.—30 min. at 350°C. 


Fig. E.—30 min. at 650°C. Fia. F 
Puate V.—Carrripge Mera (Coppsr, 70.16; Iron, 0. 


—30 min. at 750°C. 
06 Per Cent.; Leap, TRACE). 


OriginaL Strip ANNEALED 20 Min. at 800°C. BEFORE Repuction. HFrecT oF 


ANNEAL AFTER 2 Par Cunt. ReDUCTION BY ROLLING. 
HyprRoGEN PrroxipE.. X 85. 


EtcHED WITH AMMONIA AND 
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Fie. A.—4 per cent. ‘reduction. Fic. B.—30 min. at 350°C. 


ee 


Fie. C.—30 min. at 450°C. 


Fie. E.—30 min. \at 650°C. Fie. F.—30 min. at 750°C. 
Puatn VI.—Cartrivege Mxtar (Copprr, 70.16; Iron, 0.06 Per Crnt.; Leap, 


Lr 
Trace). Errect or ANNEAL AFTER 4 PER Cunt. RepuctTion By RoLuine. ORIGI- 
NALSTRIP ANNEALED 20 Min. at 800°C. BEFORE RepuctTion. ETcamp witH AMMONIA 
AND HypRoGEN PEROXIDE. X 85. 
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Fia. A.—8 per cent. reduction. Fie. B.—30 min. at 350°C. 


.Fia. E.—80 min. at 650°C. Fig. F.—30 min. at 750°C. 


Piate VII.—Carrrivge Merat (Coprmr, 70.16; Iron, 0.06 Pur Cent.; Leap, 
Tracn). Errector ANNEAL AFTER 8 Per Cent. RepuctionBy Routine. ORIGINAL 
Srrip ANNEALED 20 Min. at 800°C. sErorr Repuction. Ercuep with AMMONIA 


AND HypRoGeN PERoxIDE. X85. 
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Kia. D.—30 min. at 550°C. 
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Fia. E.—30 min. at 650°C. Fia. F.—30 min. at 750°C. 
Prats VIII.—Cartringr Mnrat (Corrnr, 70.16; IRon, 0.06 Pur Crnt.; Leap, 
Tracr). Errect or ANNEAL AFTER 12 Per Cent. Repuction By RoLLInG. ORIGI- 


NAL Strip ANNEALED 20 Min. aT 800°C. BEFoRE Repuction. ETCHED wITH AMMONIA 
AND HypDROGEN PrERoxipE. XX 85. 
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Fic. A.—15 per cent. reduction. 


_. 4 A 
Fig. C.—30 min. at 450°C. 
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Fic. E.—30 min. at 650°C. Fig. F.—30 min. at 750°C. 

Prats [X.—Carrrivgs Meta (Copper 70.16; Iron, 0.06 Pur Crnvt.; Leap, 

Trace). Errect or ANNEAL AFTER 15 Per CENT. RepvuctTion BY Routine. OnIaG- 

InAL Strip ANNEALED 20 Min. at 800°C. BerorE RepUcTION. ETcHED WITH 
AMMONIA AND HypROGEN PEROXIDE. X 85. 
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Fie. B.—30 min. at 350°C. 
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Fie. E.—30 min..at 650°C. Fie. F.—30 min. at 750°C. 


Puatn X.—Cartrivan Marat (Coppmr, 70.16; Iron, 0.06 Par Crnt.; Leap, 
Trace). Errect or ANNBAL Arrer 25 Par Cunt REepuctTION BY Routine. OriGI- 
NAL Strip ANNHALED 20 Mun. at 800°C. Bzrorn Repuction. ErcuEp with AMMO- 
NIA AND HypRoGen Paroxipn. X 85, 
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Fie. E.—30 min. at 650°C. Fig. F.—30 min. at 750°C. 
Piates XI.—AupnHa Brass (Coppmr, 66.65; Iron, 0.08; Leap, 0.30 Par Crnt.). 


Errect or ANNEAL AFTER 50 Per Cent. Repuction By Rotiinc. ORIGINAL STRIP 
ANNEALED Sorr in THE Mitt BEFORE RepucTIoN. EtTcHEp wirH AMMONIA.AND 


Hyproamen Peroxipe. XX 85. 
VOL, LIv.—42 ; 
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DISCUSSION 


Zay JEFFRIES, Cleveland, Ohio (communication to the Secretary*).— 
The authors are to be congratulated for this interesting and valuable 
contribution. The paper as a whole shows very careful experimentation 
coupled with rare judgment in drawing conclusions. 

I have been working along similar lines for the last two years with 
other metals and alloys. In a short conversation with Dr. Mathewson 
about July 1, 1915, he mentioned the fact that different degrees of cold 


work greatly affect the temperature of recrystallization on annealing. | 


Later I determined the recrystallization temperatures of iron, mild steel, 
and copper, with different degrees of cold work and found that the 
greater the degree of cold work, the lower the temperature of recrystal- 
lization on annealing. In the course of these experiments, I conceived 
practically the same ideas regarding the reasons for recrystallization as 
those advanced in the article under discussion. 

After a metal has been reduced by cold work to about one-fourth of 
its original area, the differences in orientation of different parts of a 
given grain can be seen plainly at a magnification of about 1,000 
diameters. 

It is interesting to note that in Fig. A, Plate I, the lines of deforma- 
tion are not parallel. For example, in the large grain at the lower left 
corner of the micrograph, if the lines of deformation about 3¢ in. from 
the left edge are continued in a straight line, this line will intersect a 
straight line drawn as a continuation of the lines of deformation on the 
extreme right of the grain, at an angle of about 20°. Similarly, if the 
lines of deformation at the extremities of the large grain in the right 
central portion of the micrograph are extended, the lines intersect at 
an angle of about 35°. The individual lines of deformation are not 
straight. In some of these the parts of the broken lines intersect at 
angles as great as 15°. 

This is positive evidence of change of orientation of different parts 
of the same grain as a result of cold work. However, the micrograph 
permits us to study only one plane. If we consider the plane of the 
micrograph as one of the three standard codrdinate planes, then we 
must consider that there is change of orientation within each grain 
with respect to the other two planes. While there is generally a maxi- 
mum change in orientation with respect to one of the planes, depending 
on the original specific orientation of the grain and the manner and direc- 
tion in which the deformational forces were applied, there is some change 
in orientation with respect to each plane. Such a destruction of the 
original crystalline arrangement would naturally be more complete as 
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It seems logical to take the stand that if differences in orientation 
can-be seen within the same grain, after cold work, it is proof that such 
differences exist; and that if differences cannot be seen by our ordinary 
microscopic methods, it is no proof that such differences do not exist. 

In defense of the latter contention, it has been my experience that 
etching pits are the only real guide to specific orientation and it is possible 
to have differences in orientation within the same original grain and yet 
have the etching pits appear to be in the same orientation. There might 
be changes in the relative dimensions of the etching pits, but owing to 
the selective action of the etching reagent, these relative dimensions may 
vary with the same orientations. Furthermore, by methods known at 
present, the specific orientation as shown by the etching pits can only 
be roughly determined. 

If we consider the quantity of light reflected by the various grains 
to the eyepiece of a microscope (using say vertical illumination) as a 
measure of orientation, we err greatly. As an example, let us suppose 
one of the grains which appears the lightest in color to have the flat 
surfaces of the crystal units parallel with the polished plane. The 
crystal units could be revolved 360° in the plane of the polished section 
without changing the quantity of reflected light in any of the infinite 
positions. On the other hand, suppose one of the darkest-colored grains 
has the diagonals of the crystal units perpendicular to the plane of the 
polished section. These crystal units, having their corners pointing 
toward the source of illumination, will reflect the light outside the 
microscope tube and appear dark. They can be revolved 360° in the 
plane of the polished section and the grain will appear dark in every 
one of the positions. These crystal units can also be revolved through 
‘certain appreciable angles in any other plane without causing appreciable 
change in the appearance to the eye. This statement can be verified 
readily by the macroscopic examination of a deeply etched, coarse-grained 
section, using oblique illumination. It is apparent, therefore, that dif- 
ferences in orientation within a grain after cold work may be sufficient 
to cause recrystallization on heating and yet escape the observer’s notice 
in the ordinary microscopic examination. 

It seemed to me that Bragg’s x-ray spectrometer might be used ad- 
vantageously in determining specific orientations, as well as in studying 
the changes in orientation during the recrystallization period. In corre- 
spondence conducted through James G. Biddle, Philadelphia, Mr. Bragg 
said that no such work had been attempted with the x-ray spectrometer 
but he thought it likely that positive results could be obtained. I have 
not carried the matter any further, to date. ae 

On p. 626, the authors make the following statement: ‘This diagram 
(Fig. 2) is based upon the assumption that the mean size of the new 
grains which form at any given temperature by coalescence of eaisting 
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grains or by local breakdown of internal surfaces, within the original 
strain-hardened grains, is determined by the temperature of anneal.” 

I will take this opportunity to announce certain results bearing on 
the above which I have obtained during the past two years. The actual 
tabulated data, together with micrographs and more detailed explana- 
tions, will appear later in a separate paper. 

The conclusions which follow are based on experiments with cold- 
worked wires of various metals, including iron, mild steel, copper, 
aluminum, and nickel. The degree of cold work includes the ranges 
between 15 per cent. and 99.99 per cent. reduction in area. 

There is some question as to whether a grain-size equilibrium is 
reached at a certain temperature after a certain comparatively short 
period of time, but there is no doubt that in reheated cold-worked 
metals, the grains grow rapidly up to a certain point, after which the 
change in grain size, if there be any, is extremely slow. Hereafter, where 
the term “grain-size equilibrium” is used, it will be understood to mean 
the point where grain size either changes none or slowly. The authors 
contend that the equilibrium grain size depends on the temperature 
of anneal. The term as used by them is defined as that grain size at a 
certain temperature, which will not change further, irrespective of ad- 
ditional time, at that temperature. It also implies the condition whereby 
a slight increase in temperature will cause grain growth, resulting in a 
new equilibrium grain size for the new temperature. The latter condi- 
tion is not considered when I use the term “equilibrium grain size’’ 
since it has been found possible to obtain a grain size at a certain relatively 
low temperature, which does not change with increase in temperature 
even to the fusion point of the metal or alloy. 

The following general rules apply to pure metals, solid solutions, and 


alloys consisting largely of a pure component or a solid solution, cold — 


worked by reduction of area 15 per cent. or more. Regions in which 
allotropic changes occur are expected. 

1. The grain-size equilibrium at any temperature above the equiaxing 
range depends largely upon the rate at which the metal is heated to 
that temperature, and more particularly on the rate at which the equiaxing 
range is passed. 

(a) The faster the heating rate, the smaller the equilibrium grain 
size. 

(b) The slower the heating rate, the ps the equilibrium grain size. 

As an extreme example of the above, small wires have been heated to 
within 100° C. of the melting point, by means of electric current. When 
the current is started low and is increased gradually the equilibrium grain 
size is sometimes 200 times as great as when the necessary current is 
applied instantaneously. 

2. To produce the smallest possible equilibrium grain size che fees, 
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j 
should be heated quickly to a temperature just above that of equiaxing. _ 
An increase in temperature will, of course, cause further grain growth. 

Due to the mechanical difficulties in heating large pieces of metal 
quickly, it is possible to produce a smaller equilibrium grain size in a 
small section than in a large section of a metal. 

3. To produce the coarse-grained structures, the metal should be 
held in the equiaxing range for an extended period of time. In some 
cases a grain size develops which does not change on further heating to 
the fusion point. Generally, the final coarse grain can be obtained in a ~ 
shorter time by holding in the equiaxing range for a certain time and 
then slowly raising the temperature to near the melting point of the metal. 

In some cases when a small wire is held at the equiaxing temperature 
for only a few seconds, it develops coarse grains which do not change in 
size on further heating. 

The history of the growth of the grains in the equiaxing range has 
been studied. It is obvious that if the samples are heated by electric 
current, the center will be the hottest portion and there will be a gradual 
decrease in temperature toward the surface. If just sufficient current is 
used, so that the central portion of a'cross-section of the sample (assuming 
a sample of considerable length) reaches the equiaxing temperature, 
then the outside portions will not equiaxe. A sample treated in this 
way for a certain time depending on the metal or alloy and on the degree 
of cold work will first develop the coarser grains at the center of any 
cross-section. After a time, these grains invade the unequiaxed portions 

‘and grow to the surface of the sample on all sides, producing a radial 
grain structure similar to that of a slowly cooled, cast metal. 

By increasing the amperage so that about half the area of the wire is 
above and half below the mean equiaxing temperature, the coarse 
grains first form on the circumference of the circle dividing these regions. 
As time increases, these large grains grow both toward the center and 
toward the surface of the wire, giving a final grain structure similar to 
that of the preceding sample. 

When the amperage is raised slightly so that only a small area near 
the surface remains unequiaxed, the coarse grains form at the boundary 
between the equiaxed and unequiaxed portions and grow to the surface 
and also to the center of the sample. The final grain structure is so like 
the other two examples cited that unless examinations had been made at 
several intervals on each sample, one might think they were formed in 
the same way. 

If the amperage is increased so that the whole cross-section of the | 
metal is above the equiaxing temperature, a fine-grained, rather uniform 
structure results. 

It is evident that the coarse grains first formed in each case at points 
of equal temperature. This temperature, I have called the “Critical 
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_ Temperature for Grain Growth.’”’ It is defined more particularly as the 
minimum temperature at which two adjacent grains can coalesce to 
form one larger grain, provided that this larger grain will have sufficiently 
increased its power of attack to enable it to absorb adjacent grains which 
cannot coalesce with each other. Time is always to be understood as a 
factor governing the first stages of grain growth. 

The critical temperature for grain growth is different for different 
metals and for different degrees of cold work in the same metal as the 
authors have so conclusively shown. If their conclusions regarding 
recrystallization are correct, the critical temperature for grain growth 


should be the same as the equiaxing temperature. Certainly the two — 


cannot be far from the same temperature, but it should be noted that the 
development of the coarse grains is a phenomenon of grain growth and not 
one of equiaxing. It should be further noted that the portions of the 
metal which are heated above the equiaxing temperature do not develop 
the coarse-grained structure. . 
Let us consider the conditions which exist just above and just below 
the critical temperature for grain growth, as for example, in a wire heated 
by electric current. In the portion which is at or slightly above the 
critical temperature for grain growth, two adjacent grains will coalesce 
to form a larger one, but each of these grains was adjacent to another 
grain on the colder side. ~ They coalesced with each other in preference 
to their colder neighbors, because their plasticity was greater, due to 
higher temperature, thus making the resistance to coalescence lower. 


Each grain has a certain power of ‘‘attack’’ (power to force other grains’ 
g 


into its own orientation or at least into one which is more like that of the 
attacking than the absorbed grain) which is greater the larger the grain. 
In accordance with equilibrium laws, the colder grains will coalesce 
with an infinitesimal increment in the force of grain growth or decre- 
ment in resistance to grain growth. By the coalescence of the two first 
grains, both of these conditions would be brought about. The increased 
size of the new grain would give it enough greater power of attack to 
cause absorption of these cooler grains, and, if the amorphous cement 
theory is true, some amorphous metal will have been changed to crystal- 
line and by liberating its heat of crystallization the temperature will be 
slightly increased locally. 

It might be argued that the amount of heat consumed in changing the 
orientation would be more than equal to the amount liberated by the 
crystallization of the amorphous material. However, the increased 
size of the grain is probably the controlling factor in the power of attack. 
It is the relative sizes of adjacent grains, other things being equal, that 
determines the ability to coalesce. While the power of attack has been 


increased in the coalesced grains, the power of defense has remained * 


unchanged in the colder grains. 
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With the four original grains now as one, the power of attack is so 
increased that other adjacent small grains are easily absorbed. The 
grains in the region below the critical temperature for grain growth are 
not able to coalesce with one another and, therefore, remain small and 
have a correspondingly small power of defense. They are easily absorbed 
by the grains which are several times larger. These large grains even 
invade the unequiaxed portions and eventually grow to the surface of 
the sample. 

What has happened in the meantime in the portion above the critical 
temperature for grain growth? Since it was possible for grain growth 
to take place, in nearly all parts of this region, grains would begin to 
coalesce simultaneously at a great many centers. When the region 
dominated by each center became one grain, approximate grain-size 
equilibrium would result. This portion would then consist of a rather 
uniform, fine-grained structure. 

When the grains which develop at the critical temperature for grain 
growth reach sizes considerably larger than the average grain size in the 
hotter portion, the latter grains are readily absorbed and the coarse- 
grained structure is thus extended to the center of the sample. 

Heating a sample by electric current might be considered an ideal 
condition for bringing about this selective grain growth since it affords a 
means of obtaining large temperature gradients from the center of the 
sample to the surface; also it is an ideal method for preventing the 
selective grain growth, that is, producing a fine-grained structure, 
since the sample can be heated past the critical temperature for grain 
growth probably quicker this way than any other. 

By furnace heating, it will often be found difficult to obtain the 
very coarse grains, especially if the sample has been cold. worked by 
reducing its area more than about 40 per cent. or less than about 10 per 
cent. When a piece of metal is cold worked to a certain average amount, 
it will be found that all parts of a section are not deformed in the same 
degree. The portions near the outside where the force was applied 
will receive more cold work than the center. As the outside increases 
in hardness, the deformation is forced upon the softer center, but there 
is always a gradient of degree of cold work, which is greater the less the 
total amount of cold work. There are also local differences in degree 
of cold work due to the size of the grains and their directional properties 
as the authors have pointed out. This gradient in degree of cold work 
will produce a gradient in temperature of equiaxing. Since in furnace 
heating the temperature difference between the surface and center of a 
piece of metal is slight, it is not difficult to maintain one portion of a 
moderately cold-worked sample at the critical temperature for grain 
growth with other portions above and below and thus cause selective 
grain growth. 
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With excessive cold work, the surface and central portions approach 
the same equiaxing temperature, a fact which makes the necessary 
conditions for coarse-grained formation hard to obtain with furnace 
heating. However, there is usually a noticeable degree of selective grain 
growth even with excessive cold work and furnace heating when the 
proper temperature is used and sufficient time is given. With electric- 
current heating, this coarse-grained structure has, been produced in a 
wire that had been cold-worked by reduction in area of 99.99 per cent. 
without intermediate annealing. 


The metals which equiaxe at low temperatures sometimes require | 


hours to form these coarse grains at the critical temperature for grain 


lorgele bl 
Steel. Carbon 0.05 per cent. Magnified 5 diameters. Subjected to Brinell ball 
test under pressure of 6,000 kg. and heated to 650° C. for 7 hr. Vertical section 


through bottom of spherical depression. (Fig. 27 from Sauveur’s Metallography of 
Iron and Steel.) 


growth and metals having high equiaxing temperatures usually require 
less time. 

By application of this knowledge, it is possible to explain a great 
many so-called mysteries concerning grain growth. One which I will 
attempt to explain is that of the “critical strain” observed by Professor 
Sauveur. 1 Professor Sauveur has kindly given permission to have re- 
printed here the micrographs shown in Figs. 1 and 2 which are Figs. 27 
and 30, respectively, in The Metallography of Iron and Steel. 

It is apparent that the degree of cold work in each of these samples 


? The International Association for Testing Materials, Sixth Congress, New York, 
1912, Also The Metallography of Iron and Steel, 1912. 
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varies and that the equiaxing temperatures will vary inversely. The 
temperature used was in each case 650° C. and thetime,7 hr. The equiax- 
ing temperatures of the ;ortions which were severely cold worked were 
less than 650° C. and those of the milder cold-worked portions were 
greater than 650°C. The boundary between these two portions would 
be at the critical temperature for grain growth and would develop coarse 
grains. The lower equiaxing regions would show a progressively finer 
grain as the equiaxing temperature decreased, due in part to the more 
even local equiaxing temperature and in part to the faster rate of heating 
through the equiaxing range, the latter being helped by the lesser plas- 
ticity of the metal at the lower temperature, resulting in a decreased 
velocity of grain growth at the temperatures where selective grain growth 
was possible. 


Fia. 2. 
Steel. Carbon 0.05 per cent. Magnified 2.5 diameters. Bar bent double and 
heated to 650° C. for 7 hr. Longitudinal section through center of bent portion. 
(Fig. 30 from Sauveur’s Metallography of Iron and Steel.) 


The portions having their equiaxing temperatures above 650° C. 
would not change in grain size except by invasion of the coarse grains. 
It is probable that if sufficient time were given, these coarse grains would 
completely conquer the unrecrystallized portions. The fact that they 
were invading the unrecrystallized areas when removed from the furnace 
is clearly shown by the distinct line of demarcation between these and 
the coarse-grained portions. 

It is thus seen that the phenomenon ascribed to a critical strain is 
‘really due to a critical temperature for grain growth. It is true that this 
critical temperature changes with the strain, but since I have found 
that the laws of critical temperature for grain growth hold equally well 
for compressed metals (metals pressed into briquets from their powders 
and heated in order to sinter and make crystalline without fusion) in 
which strain plays practically no part, it is evident that critical strain 
would not be a sufficiently broad term to cover all such cases. Further- 
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~ more, similar results can be obtained with any degree of strain above 
about 15 per cent. reduction in area by cold work, if the proper tem- 
perature conditions are used. 

Now, let us examine the authors’ micrographs with the above ideas 
in mind. 

In Plates IX, X, and XI, all of the samples which were heated to 
550° C. and above are completely recrystallized. The anneals at 550° C. 
in these plates show a progressively decreasing grain size as the equiaxing 
temperature decreases. The same is true of the 650° C. and the 750° C. 
anneals. In the latter case, the measurements from the micrographs | 
show grains as follows: Fig. F, Plate IX, 16 grains; Fig. F, Plate X, 
25 grains; Fig. F, Plate XI, 41 grains. 

The time consumed in bringing these samples up to 750° C. was the 
same. The samples having the greatest degree of cold work will have 
low equiaxing temperatures and comparatively short ranges between 
the beginning and the end of equiaxing. Owing to the method of heating, 
the rate would be faster at the lower temperatures. These conditions 
would defeat selective grain growth in the low equiaxing metals and a 
finer grain at a given temperature above the equiaxing range would be 
expected. 2 

It should be noted that the difference in grain size between the cor- 
responding micrographs in Plates X and XI is greater than. between 
those in Plates IX and X. These differences check qualitatively with 
the differences in degree of cold work which are as follows: Plate IX: 
Plate X: Plate XI: 15:23:50, respectively. In fact, these samples 
might be considered as duplicates in brass of certain portions of Fig. 27. 
If we consider the samples annealed at 550° C., Fig. D, Plate IX, would 
be represented by a section at A, Fig. D, Plate X, at B, and Fig. D, 
Plate XI, at C. 

It would be interesting to hold the temperature in the equiaxing 
range in these brass samples and then heat to various higher temperatures. 
For example, in Fig. C, Plate [X, are the large grains recrystallized and in 
the process of absorbing the smaller ones, or are they in the original cold- | 
worked state? The scleroscope results would indicate the latter, but the 
number of these large grains might be small and have little effect on the 
average of a number of readings. At any rate, if this sample after re- 
ceiving its treatment for 30 min. at 450° C. were heated to 550° C. and 
held there for 30 min. longer, the grain size should be decidedly greater 
than Fig. D, Plate IX, even though the latter were heated an additional 
30 min. to make the total time the same in each case. 


C. H. Marnewson, New Haven, Conn. (communication to the Secre- 
tary*).—I have taken great pleasure in reading Mr. Jeffries’ discussion 


* Received Mar. 24, 1916. 
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of the recrystallization phenomena described in this paper and that 
previously described by Professor Sauveur, in the light of his own (Mr. 
Jeffries’) observations in this field. Mr. Jeffries has made an important 
contribution to the general subject of recrystallization after cold working 
in showing that growth of grain on annealing is particularly pronounced 
in the temperature region in which an annealing effect first occurs at the 
given value of deformation. If such growth is as pronounced in the case 
of moderately or severely worked alpha brass as Mr. Jeffries seems to 
have observed in other cases, or as appears in the illustrations from 
Professor Sauveur’s paper, it would have an important bearing on the 
commercial annealing of brass, in that it would render the load factor of 
great importance with respect to the ultimate degree of grain homogeneity 
secured, 7.e., a heavy load of metal would pass more slowly through the 
temperature region in question than a light load and would tend to 
develop local coarsening of grain. 

Although Mr. Phillips and I did not make experiments in this par- 
ticular direction, many detached observations make it difficult to believe 
that in the ordinary muffle annealing of rather severely worked flat metal, 
for example, where the deformational gradient is reasonably flat and the 
temperature gradient likewise flat, the grain size will be uniform and 
essentially characterized by the finishing temperature of anneal as or- 
dinarily chosen (say, in the neighborhood of 600° C., within wide limits of 
loading (rate of heating). This observation is not intended as a refuta- 
tion of the ideas advanced by Mr. Jeffries, which I am fully prepared to 
believe. It is merely an expression of opinion as to the general magni- 
tude of the effect in question under conditions originally dealt with in 
the paper. 

From a similar viewpoint, a few words may be added relative to 
Mr. Jeffries’ interpretation of our micrographs from metal annealed at 
the same temperature after different degrees of reduction by cold-work. 
He points to a decrease in grain size with increasing degree of deformation 
which is quite apparent in any of the series of micrographs cited, and 
this, we are prepared to believe, is partly due to the rate effect in question. 
But it must be borne in mind.that, In every case, we started with very 
coarse-grained metal (annealed at 800° before reduction) and, in the 
550° C. set of anneals, for example, the principal cause for the striking 
decrease in visible grain size with the degree of deformation (Figs. D of 
Plates VIII, IX, and X) is the decreasing size of unrecrystallized frag- 
ments of the original grain, which, of course, are not grains which have 
grown in these tests and do not represent selective growth of grain, but 
progressive recrystallization of original grain substance. ; 

Disregarding the scleroscopic evidence in answering Mr. Jeffries’ 
query whether the large grains in Fig. C, Plate IX, are “recrystallized 
and in the process of absorbing the smaller ones, or are in the original 
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cold-worked state,” the very apparent curvature of some of the twin- 
bands (lower, right-hand corner) indicates that they are in the cold- 
worked state. The irregular boundaries separating the fragments from 
the recrystallized conglomerate referred to in the paper in connection 
with Fig. C, Plate I, is here very apparent. Finally, a subsequent anneal 
of 30 min. at the next higher, temperature (suggested by Mr. Jeffries) 
shows a breakdown, instead of an increase in size of the large grains, 
which is, of course, conclusive. The adcoarnanyiad micrograph (Fig. 3) 
shows the ordinary anneal at 550° C. and the re-anneal at 550° C. (of the 


material previously annealed at 450°C.) side by side. Both specimens | 


show considerable variations in grain size from point to point, owing to 
the presence of unrecrystallized fragments (smaller than in the 450 C. 


Fia 8.—Top: Reduced 15 per cent. by Rolling. Annealed 30 min. at 450° C. and 
then 30 min. at 550°C. xX 73. 


Bottom: meadeed 15 per cent. by Rolling. Annealed 30 min. at 550°C. xX 73. 


anneal) and of recrystallized grains side by side. It would not be 
logical to make a comparison by count on any single spots as magnified, 
but an examination of the whole surface in both cases seems to indicate 
that the portions shown offer a fair general comparison. 

Unrecrystallized fragments need not be considered in the case of 
anneals at 750° (Figs. F, Plates IX to XI), and it seems necessary to 
attribute any progressive decrease in the size of grain, such as Mr. 


Jeffries observes, to the rate effect which he has described, except that. 


Fig. F, Plate XI should not rightfully be included in any series of counts, 
as it refers to a mixture of somewhat different composition and previous 
treatment. 


In presenting the diagram of fragmentation and grain growth (p. 
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627 of the paper), the authors were not unaware of the difficulties in the 
way of assuming without modification that a definite size of recrystallized 
grain corresponds to a definite annealing temperature. Such an assump- 
tion is, however, very attractive and need not be entirely rejected on 
account of the apparent contradictions which lie in the phenomena of 
selective grain growth by anneal after local deformation or through a 
deformational gradient, as described by Robin! and by Sauveur, and inter- 
preted by Jeffries in the present discussion. The broad question affects 
the coérdinate relationships between the curves of fragmentation (dis- 
tribution of fragments according to size at a given degree of deformation) 
and the respective curves of grain-size equilibrium (temperature-grain 
size); in particular it requires the introduction of an assumption that 
the true equilibrium grain size is not reached in many cases even after 
long periods of anneal, as in Professor Sauveur’s Fig. 27, but that growth 
of grain is subject to a special impetus during sojourn in the tempera- 
ture region of initial softening for a given deformation (at the equiaxing 
temperature, as expressed by Jeffries, or after critical strain, implying 
the use of an associated temperature, as expressed by Sauveur), carry- 
ing the grain nearer the true equilibrium size than even a much longer 
- anneal when the initial softening temperature is passeed quickly, as in 
the case of the neighboring, more severely strained metal. The latter 
remains in its temperature region of initial softening only during a frac- 
tion of the preheating period and to imagine, with Jeffries, that simul- 
taneous coalescence at numerous points (which must, of course, occur 
in a region above the initial temperature range of softening) would result 
in a low order of grain size is not unlike imagining with Carpenter that 
the alpha and gamma phases, which occur in apparent beta brass below 
the eutectoid temperature, persistently remain very fine-grained because 
they have separated simultaneously at countless points. In the case of 
the two-phase system, however, we can readily see that the presence of 
particles of one phase would interfere with the coalescence of particles 
of the other, but in the case of the single-phase system, we are confronted 
by the condition that grains of widely different size can remain side by 
side in apparent equilibrium, without being able to recognize any influence 
which would tend to maintain the higher surface energy of the smaller 
members. 

The observations of the preceding paragraph will be recognized as 
merely an adaptation of Mr. Jeffries’ views, carrying the assumption 
that a sufficiently long period of anneal would bring about a true equi- 
librium grain size throughout the entire region, superior to the present 
size in any localized region. Whether this is justified or not has no 
bearing on the immediate phenomena of ordinary anneal through a 
deformational gradient. I will confess to having pondered long over | 


1 Revue de Métallurgie, vol. x, p. 725 (1913). 
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this situation, particularly with respect to Professor Sauveur’s micro- — 
graphs, and the explanation offered by Mr. Jeffries is very acceptable. 
In verbal discussion, Mr. Jeffries again quotes our assumption that 
a definite size of recrystallized grain corresponds to a given temperature 
of anneal by way of objection to the associated diagram of fragmentation 
and recrystallization. We have not ventured to suggest a quantitative 
treatment of recrystallization phenomena at large by means of this 
diagram. Aside from temperature, the factors of equilibrium as applied 
to grain size are partly obscure. The process is irreversible and leads 


to an apparent adjustment of grain size which may be of one type when ~ : 


the grains develop wholly within strained areas and of another type when 
the grains grow into previously unstrained areas (local deformation). 
Our diagrammatic treatment is intended to summarize the annealing 
effects after uniform reductions by rolling material of initial coarse grain 
as specified. Some modification would be necessary in applying this 
treatment to material of initially fine grain. The observations were 
made only on brass and bronze. 

It is my opinion that an assumption of definite grain size for a given 
annealing temperature is valid in the case of brass éven in the face of 
wide variation in the rate and period of heating. In brass laboratories, 
maximum temperatures of anneal are commonly predicted from examina- 
tion of the metal without knowledge of the previous annealing conditions 
and I have knowledge of much accurate work of this sort: In the case 
of copper, similar observations are less satisfactory, perhaps owing to ~ 
the influence of the rate-factor (Jeffries), or the presence of variable 
quantities of oxide. 

In view of the fact that Mr. Jeffries states in our correspondence that 
he has conceived practically the same ideas as we have relative to the 
reasons for recrystallization, it does not appear desirable to leave the 
immediate subject of brass and enter into discussion of the other observa- 
. tions which he contributes. It is of great practical importance to char- 
acterize carefully the grain structures produced in different metals by 
heating the metal at different rates and annealing for different periods 
within the reasonable limits of mill practice. I am glad to express my 
appreciation of Mr. Jeffries’ efforts in this direction. 
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The Behavior of Stibnite in an Oxidizing Roast 


BY H. 0. HOFMAN,* BOSTON, MASS., AND JOHN BLATCHFORD, f OAK PARK, ILL. 
(New York Meeting, February, 1916) 


TuHE leading antimony mineral is stibnite. In smelting stibnite ore 
two processes are available, precipitation and roasting-reduction. The 
former is suited only for high-grade ores. As low-grade ores are more 
common than high-grade, roasting-reduction is of greater importance 
than precipitation. In the roasting process the aim may be to leave 
the oxidized antimony in the ore, or it may be to volatilize as much of 
the antimony as possible, collect the volatilized oxide as a rich inter- 
mediary product and smelt it for antimony, leaving the gangue poor 
enough to be considered a waste product. 

Whichever way the roast is conducted certain difficulties inherent 

-in stibnite are encountered. These are: 

1. The low melting point of stibnite which, according to Pélabon,! is 
550°C., according to Wagemann? 540°C., and according to Borgstrém® 
546°C. 

2. The ignition temperature: According to Friedrich,‘ stibnite, if 
heated in air, begins to oxidize at 290°C. if the size of a grain is 0.1 mm. 
in diameter; at 348°, if 0.1 to 0.2 mm.; and 430° if 0.2 mm. 

3. The fusibility of a mixture of Sb2S3; and Sb2O; which in the form 
of kermesite (Sb2S3)2.Sb203 melts at 517°C.5 

4, The volatility of SbeS3 and Sb2O;3, for which no numerical data 
appear to exist, although practical experience has shown that they are 
volatile at low temperatures. 

As regards the oxidation of metallic antimony, we have the experi- 
mental evidence of C. F. Plattner® that when fused and brought to a red 
heat, it burns with a bluish-white flame to Sb2Os which passes off as a 


* Professor of Metallurgy, Massachusetts Institute of Technology. 
} Analytical Chemist and Metallurgist. 

1 Comptes rendus, vol. exxxvii, p. 920 (1903). 

2 Metallurgie, vol. ix, p. 518 (1912). 

3 Chemical Abstracts, vol. ix, p. 2364 (1915). 

4 Metallurgie, vol. vi, p. 169 (1909). 


5 Borgstrém. Loc. cit. 
8 Die Metallurgischen Réstprocesse, p. 162, Engelhardt, Freiberg, 1856. 
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whitish fume, and that Sb.0; can be further oxidized to Sb20, or Sb2Os. 
If Sb.0, is considered to be antimonious antimonate, the compound 
falls in line with metallic antimonates which are formed if a metallic 
antimonide or sulphantimonide such as pyragyrite, tetrahedrite, or 
jamesonite, is subjected to an oxidizing roast—or if Sb2O3 in contact 
with a finely divided metallic oxide is heated in a current of air. 

The chemical change which takes place in roasting stibnite is usually 
expressed by the equation 


SbeS; + 90 = Sb.0s + 3802 


but the Sb.0O; is further oxidized to Sb2O,. In carrying on a roast, the 


temperature of the ore is held at first at about 350°C., and the charge 
is rabbled more or less continuously to prevent or correct caking; later, 
when part of the Sb2S3; has been converted into Sb203 and Sb2O,, the 
temperature may be raised with advantage. Roasting changes the 
black sulphide into a yellowish-white oxide. 

The aim of the present investigation was to study the changes stibnite 


undergoes when roasted at different temperatures; to determine the. 


composition of the roasted product; and to ascertain the losses which 
occur. 

The material used was crude stibnite of unknown origin from the 
metallurgical collection of the Massachusetts Institute of Technology. 
It was a compact grayish crystalline mass showing fine prismatic needles. 
The fresh fracture appeared silver-white and had a metallic luster. The 
general appearance was not unlike that of graphite. After grinding, it 
had a jet-black color. A chemical analysis gave 71.66 per cent. antimony 
and 0.96 per cent. insoluble. Calculating the antimony as the sulphide 
gives 100.3 per cent. Sb2S3; the excess over 100 is probably due to the 
presence of a small amount of metallic antimony. 

The roasting furnace used was of the electric resistance type. It 
consisted of a porcelain tube, 10 in. long and 234 in. in diameter, wound 
with ‘“nichrome” wire; this was surrounded by mineral wool, and the 
whole inclosed in a pipe of galvanized iron, 714 in. in diameter. Tem- 
peratures were measured with a thermo-electric pyrometer. 

The ore was ground to pass a 20-mesh sieve; a 5-gram sample was 
used, as this covered the bottom of the porcelain boat and filled it to 
about one-third of its depth. 

During a roast the ore was frequently rabbled with a wire bent to 
the form of a hook. A piece of moistened litmus paper held above the 
surface of the ore served as a test for sulphur dioxide. Any odor, 
or change in the appearance of the ore was noted. The temperature of 
the furnace was raised gradually to the point at which it was desired 
to finish a roast, and held there until no more changes in appearance and 
weight of the charge occurred. 


; 


HOFMAN AND BLATCHFORD 673 


Seven experiments were carried out, covering a range of finishing 
temperatures from 337.5 to 545.4°C. Experiment No. 3, in Table I, 
shows the manner in which the records were taken. 


TaBLE I.—Record of Roast No. 3 


: Galvano- Cold Tempera- 
Time ee F J eg eee ee Remarks 
TAS 0.0 22.5 22.5 3.0 | Start. 
ets: SO) ie one wes PAZ ESS | RRE SAB 4.0 ? 
AERA OCS ets e «4 POPS i Pee tape 4.0 
12: 00 7.3 225 133.0 5.0 
12:15 11.0 2275 175.0 5.0 
12 : 30 IZE5 D2 192.0 6.0 | Faint odor of SO. Litmus begins 
to turn pink very slowly. 
12 : 45 15.0 221 220.0 8.0 
HeOOR a= 18.0 22.5 257.0 10.0 | Litmus changes to pink slowly. 
iagealiss 24.0 22.5 328.0 10.2 | Litmus changes to pink quickly; 
odor of SO: stronger. 
1:30) 23.2 22.5 315.0 9.0 | Ore begins to look dull. 
1:45 | 25.0 22.5 337.0 9.6 | Ore is gray. 
1452 | 27.0 23.0 362.0 10.0 | Very sharp odor of SO. 
2:00 28.0 23.0 373.0 9.5 | White ashes on rabbling, visible 
gas evolved. 
Del | 275 23.0 368.0 9.6 |Rabbling promotes formation of 
ashes. 
2:30} 28.0 23.5 374.0 9.6 
2:45 28.5 23.6 379.0 9.6 | Odor of SO, not so strong; white 
kernels and gray powder form. 
3:00; 28.0 23.6 374.0 9.5 | Litmus changes to pink readily. 
3:15 | 28.0 23.8 374.0 9.4 
3:30 | 27.5 24.1 369.0 9.5 
3:45 | 27.0 24.5 364.0 9.8 
4:00 27.5 24.8 369.0 10.0 | Litmus changes to pink very slowly. 
4:15 28.0 24.8 375.0 10.0 | Litmus changes to pink very slowly. 
4:30] 28.1 25.0 376.0 9.0 | No change in litmus. 
4:45 Pai 39) 25.0 370.0 9.5 |No odor of SO2. Stopped. 
Grams 
Viol ole Wiey aha ee eee ere 4.9346 
Weight Of residue, ..4 uso eects RES clacton ts Sake ata 4.4354 
DAIS SENONE OY acura hdtetg es Gist ia' = sl e%= oa PX np orerdssvalniere's 0.4992 
Average finishing temperature.............0eeeeeeeeeee 372°C. 
WRlOrON SrOUNCeSIdUGmepites crete ce © 6 1d 80 ,0i0 ela eronayete otal Gray 
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A summary of the observations made during the six roasts is given in 
Table II. 


Taste I1.—Summary of Observations in Roasting Experiments 


Temperature, 

9C, Changes 

196 Faint odor of SOz2. 

219 Litmus begins to turn pink. 

281 Ore becomes dull; odor of SO: very distinct. 

336 White ashes form on rabbling, and some Sb.0; is 

/ jl evolved. 

380 Lowest temperature at which odor of SO: disap- 
pears. 

400 Ore becomes sticky if temperature is raised 
quickly. 


The first observation made in each roast was the evolution of sulphur 
dioxide; this was followed by a change in the color of the litmus paper at 
a slightly higher temperature. At 280°C. the ore began to lose its luster 
and became dull. Then followed a strong odor of sulphur dioxide-which 
directly preceded a sudden visible formation of Sb203 at 336°C. The 
oxide forms spontaneously at this temperature in the form of little yellow 
grains which become white upon cooling. As the temperature is raised 
above 336°C., the grains seem to break up into a grayish powder. If the 
temperature is raised too quickly before all the sulphide has been changed 
into whitish grains of oxide, the charge becomes sticky; this is not the 
case if the temperature is raised gradually. In roasts Nos. 6 and 7 a 
small amount of Sb2O; was deposited on the rim of the heating tube, but 
the temperature and time at which the deposit was formed were not 
noted. Tables III, IV, and V contain data on the roasting experi- 
ments and the results obtained. 


TaBLE II].—Summary of Roasts 


‘ Finishing Loss of Loss of Loss of 
Rast | Hours | “Grama” | Tommgntue,| Ween | pura. | per Cant 
2 4.9994 337.5 0.3520 7.05 None 
3 5% 4.9346 372.0 0.4992 10.10 None 
4 3% 5.0480 407.5 0.6267 12.40¢). 2.21 
“5 234 5.0382 » 454.5 0.7902* 15.70* 5.60* 
6 3% 5.0028 493.5 0.5798 11.60 2.93 
7 5.0388 545.4 0.5963 11.80 4.21 


* This excessive loss in weight is due to some experimental accident which cannot 
be definitely placed. 


] 
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TaBLeE IV.—Summary of Products 


oS Skint Ga le anes ll Saas Ses Sc ee ee ee See a 


wt TInsoluble* Sul- nae Total Sb283 Sb203 Sb204 
Roast sti ram —) Phur, | lent An- ae 
Grams Per BS er | timony, Pere Per Per P 
Cant, Grams| Cent. |PerCent. Cent. | Gent. Grams Cent Grams Cent. Grams. 


4.6474) 0.96 |0.0446) 13.46 | 77.22 76.67 | 46.9 |2.1760| 52.7 
4.4354] 0.96 |0.0426) 2.86 | 80.76 80.33 | 10.0 |0.4439| 87.7 
4.4213) 0.96 |0.0424| None | 75.00 80.01 | None | None | 84.0 | 3.713) 12.7 | 0.562 
4.2480) 0.96 |0.0408| None | 61.85 80.23 | None | None | 52.7 
4.4230) 0.96 |0.0425| None | 52.44 78,70 None | None | 31.4 
4.4425) 0.96 |0.0427| None | 41.77 77.85 | None | None 6.8 


IO Ore Ww bo 


* Based on analysis of raw ore. 


TaBLE V.—Percentage of Antimony Compounds in Roasted Products 


oo asym aI —_ i— i 
| Total ‘Based on weight of raw ore 
Run 
Sb28s, 2 2 
| Per Cent. Grams Per Cis ilo Ber Gost. Hic Par Oak 
2 100.00 4.6476 43.5 48.5 None 
3 99.04 4.2915 9.0 79.2 None 
4 97.63 4.3164 None 73.6 ib. i 
5 99.86 4.2348 None 43.8 39.2 
6 98.91 4.3735 None 27.8 58.8 
7 99.40 4.4170 None 6.0 84.5 


A graphical representation of the results, given in Fig. 1, shows clearly 
the changes which stibnite undergoes when it is roasted. No change 
takes place until the gradual rise in temperature has reached 200°C. 
when SOz begins to be given off. The quick fall of the Sb.83 curve shows 
that beginning with 200°C. a rapid oxidation takes place which is termi- 
nated at 400°C. It is fair to assume that the formation of Sb203 com- 
mences at the temperature when SOz is first detected. The Sb203 curve 
is therefore started at about 200°C; it has a rapid rise which corresponds 
to the quick fall of the Sb.S; curve. Its highest point coincides on the 
temperature scale with the point at which the oxidation of Sb2S3 is com- 
plete; the Sb,O, curve starts at the same temperature. As the tempera- 
ture rises, the Sb2O3 curve falls and is accompanied by a corresponding rise 
in the curve for Sb.O.4. From this it is seen that in roasting Sb.S; there 
is formed at first only Sb2O;, and that this is converted into Sb2O, only 
when all the Sb.S3 has been oxidized. Thus the amount of Sb2O, formed 
is dependent upon the temperature and the time of the roast. It is as- 
sumed that there is no loss of weight below the temperature at which SOz2 
begins to be evolved, 7.e., about 200°C. From this point on, the loss in 
weight increases with the temperature and the formation of Sb2O3; it 
reaches a maximum at about 450°C. then falls and afterward becomes 
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nearly constant. The loss in antimony appears to be a function of the ? 
temperature; the curve shows that it increases with the finishing tempera- 
ture with the exception of the jog at 450°C. which, as stated with Table 
III, is an unexplained experimental accident. 
The following conclusions may be drawn from the investigation: 
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Fig. 1.—Resutts OBTAINED IN RoasTING STIBNITE. 


1. The ignition point of stibnite is approximately 200°C. as evidenced _ 
by the odor of SO: evolved and its action on litmus paper. 
2. There is a sharp visible formation of Sb.O; at 336°C. Atthispoint — 
white fumes are evolved. . 
3. The formation of Sb20; takes place slowly, probably according to 
the reaction: . 
Sb.S3 + 90 = Sb203 4 3502 
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4. It is possible to eliminate all the sulphur slightly below 400°C. 
without a large loss of antimony. 

5. Stibnite is oxidized at first to antimony trioxide which begins to 
change to antimony tetroxide only when all the sulphide has been 
decomposed. 

6. The amount of tetroxide increases as the trioxide decreases, the 
action being more rapid as the finishing temperature is raised. 

7. The loss of antimony during the roast increases with the 
temperature. , ; 

A discussion of the chemical work is given in the paper by W. T. Hall 
and J. Blatchford, read at this meeting. 


Discussion 


Rosert H. Ricwarps, Boston, Mass.—I should like to ask Professor 
Hofman whether he is able to roast his stibnite without any comparatively 
large amount of loss of antimony? 


H. O. Horman, Boston, Mass.—Yes. The last statement I made 
was that the loss of antimony, during those tests, increased with the 
temperature, and that up to 372°C. there was no loss whatever in 
antimony, also that it increased to 4.21 per cent. with 545° C., the highest 
temperature that we obtained in our small furnace. 


Rosert H. RicHarps.—I should like to ask a second question, and 
that is, is it not true that stibnite can be roasted more completely than 
any other sulphide? 


H. O. Horman.—I always thought that pyrite was the mineral 
most easily roasted, and you could eliminate the sulphur more easily 
from it than from any other sulphide. We succeeded in our work in 
eliminating all the sulphur at a temperature slightly below 400° C. 
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The Determination of Antimony in the Products Obtained by Roasting 
Stibnite 


WILLIAM T. HALL, * BOSTON, MASS., AND JOHN BLATCHFORD, f OAK PARK, ILL. 


(New York Meeting, February, 1916) 


Tue product obtained by roasting stibnite is likely to contain some 
unoxidized antimony trisulphide and a mixture of antimony trioxide 
and antimony tetroxide. It was desired to determine, as accurately 
as possible, the condition of the antimony as well as the total quantity 
present. Attempts were made to separate the trisulphide and the 
two oxides by methods based upon their varying solubilities in different 
solvents, but no satisfactory results were obtained in this way. It was 
found, however, that by determining the total antimony content, the 
antimony present as trioxide, and the antimony present as trisulphide, a 
_ good idea of the chemical composition of the roasted product could be 
obtained. 

The total antimony was determined by dissolving the sample in 
concentrated hydrochloric acid, reducing the antimony entirely to the 
trivalent condition by means of hydriodic acid and eventually titrating 
the antimony back to the pentavalent condition by means of iodine 
in the presence of sodium bicarbonate.1_ The details of the setae 
are as follows: 

Weigh out 0.25 gram of the roasted product into a "trapped flask 
(Fig. 1), add 4 grams of powdered tartaric acid, 2 grams of potassium 
iodide and 40 c.c. of concentrated hydrochloric acid. Boil the solution 
gently for 5 min. and then cool to room temperature by shaking the 
flask while holding it under running water. Then, very carefully dis- 
charge the iodine color by the cautious addition of 0.05-normal sodium 
thiosulphate solution, adding a little starch toward the last. Nearly 
neutralize the acid with ammonia solution, but leave the solution dis- 
tinctly acid. Pour the slightly acid solution into 200 c.c. of water con- 
taining an excess of sodium bicarbonate and titrate to a permanent 
blue color with standard 0.1-normal iodine solution. 


* Assistant Professor of Analytical Chemistry, Massachusetts Institute of 
Technology. 

t Analytical Chemist and Metallurgist. 

1F. A. Gooch and H. W. Gruener: American Tee, of Science, Series 3, vol. 
xlii, p. 213 (1891). 
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The determination of the unchanged antimony sulphide was accom- 
plished by a method corresponding to that used in the determination 
of sulphur in steel.2 The sample was dissolved in concentrated hydro- 
chloric acid, the escaping hydrogen sulphide absorbed in an ammoniacal 
cadmium chloride solution and the sulphur in the precipitated cadmium 
sulphide determined iodometrically. 

Inasmuch as all the antimony present in the roasted stibnite was 
soluble in concentrated hydrochloric acid, the solution remaining in the 
evolution flask after the determination of the sulphur could be used for 
the determination of the trivalent antimony. The details of the pro- 
cedure are as follows: . 

To the solution remaining in the evolution flask after the deter- 
mination of the sulphur, add 4 grams of powdered tartaric acid and 
carefully dilute with 100 c.c. of water. Carefully add 6-normal ammonia 


A 


A= Shortened OaClz Tube 
B= 400 0.0.Erlenmeyer Flask 


Fig. 1.—Apparatus Usep IN DeTERMINATION OF ANTIMONY IN RoAsTED STIBNITE. 


solution until the solution is only slightly acid and then pour the solution 
into a large beaker containing 5 grams of sodium bicarbonate in 200 c.c. 
of water. ‘Titrate with 0.1-normal iodine solution as in the determination 
of the total antimony. 

In computing the results, it is necessary to remember that antimony 
tetroxide may be regarded as antimonious antimonate: 


28b204 = Sb203 + Sb2Os. 


Since antimony pentoxide changes to the tetroxide when heated above 
300°, it is fair to assume that each atom of pentavalent antimony found 
-in the analysis corresponds to one molecule of antimony tetroxide. 
Then from the total quantity of trivalent antimony found, deductions 
must be made for the amount of tetroxide and for the trisulphide as 
found by the sulphur determination; the balance is the trivalent antimony 
corresponding to the quantity of antimony trioxide present. 
Comparatively little information concerning the chemical properties 
of antimony tetroxide is to be found in the larger treatises on inorganic 
chemistry. From the literature, it was expected that considerable 


2A. A. Blair: The Chemical Analysis of Iron, 7th Edition, p. 60. H. Kinder: 
Stahl und Eisen, vol. xxviii, p. 249 (1908). Massenez: /bid, vol. xxxii, p. 2089 (1912), 
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difficulty would be encountered in dissolving antimony tetroxide in hy- 
drochloric acid and it was surprising, therefore, to find no particular i 
trouble from this source. Again, it was to be expected that in dissolving 
the roasted product, when some unchanged sulphide was present, some ; 
reduction of the pentavalent antimony and corresponding oxidation of 
the hydrogen sulphide to free sulphur would occur. 

The accompanying table gives a summary of the results obtained in 
the analysis of the roasted stibnite. 


Analyses of Roasted Stibnite 


. 2 z ‘ 
Sulphur, Per Cont. |THvalgnt Antimony, | Total Antimony, 
| 

Pee viaval Wt eee es 3 JOO ICS ee: 71 -50* 76 60 
13.47 TE4C* 76.74 

13.32 | 76.68 
Average........... 13.40 | qi.22 76.67 
RUNS RE ee Oe EE cies Se waele eee 80.79 81 25 
2.803 80.50 79 41 

2.918 80.98 
AVOTA@e. soc tie tee. 2.860 80.76 80.33 
IRUITIA ivoire tele Pane the ee None 75.04 80.04 
| 74.96 79.97 
INVCTAZ OMe Setcopale eine oe ais oes vale Oe 75.00 80.01 
UU Visser es cere ees None 62.01 80.41 
61.69 79.54 
80.04 
COPA Re nmenrrartet i alllccc le teie sisis’s 23 ass ota 61.85 80.23 
I aude cbs Spe ees None 52.46 78.65 
52.41 78.74 
PA VCE APO s ser etsietet ans |l(are tc wie sjeustosess s:9°s'e sis 52.44 78.70 
HD totals ote batches None > 41.75 77.96 
41.79 Wute 

ATES © Nravstan fac PAM semcierl ets Rays eset es doar yans 8 41.77 77.85 r 


* The values obtained when sulphide was present were a little high for trivalent 
antimony and a little low for sulphur. 
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